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PREFACE TO THE SECOND EDITION 

Yielding to pressure from the publishers who find need at 
this time for a new printing of this volume, we have reluctantly 
met their request to revise and bring up to date the original 
translation as made by the one of us with the assistance of 
Ralph E. Oesper and Louis Berman. To make such revision 
when the author of the volume is alive in another country con- 
stitutes a delicate if not impossible task. We have met the 
situation by leaving entirely untouched those large portions of 
the volume which contain the author's individual views. 

Some errors in quotation and in mathematical formula: as 
present in the original text have been corrected. Beyond this, 
one of us (Hatschek) has added numerous paragraphs intended 
to bring to the reader various important advances in colloid- 
chemistry which have been made since 1912, especially such as 
have to do with the mechanical properties of colloids, more 
particularly their viscosity. 

Martin H. Fischer. 
EuiL Hatschek. 
Cincinnati and London. 
/uiw, igiS. 
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TRANSLATOR'S PREFACE TO THE FIRST EDITION 



The day is past when the importance of colloid-chemistry to 
the worker in the abstract or applied branches of science needs 
emphasis. The endeavor of the "pure" chemist to reduce all 
substances to crystalloid form and from the knowledge of their 
behavior to resynthesize the phenomena of nature has been a 
good one, but the limitations of such a point of view have grown 
daily more apparent. It happens that nature has chosen the 
colloid form in which to show her face. Crystalloid behavior is 
the exception, colloid behavior the rule, in the cosmos. Whether 
we deal with the regions above the earth, as the color of sky, the 
formation of fogs, the precipitation of rain and snow, or with the 
earth itself in its muddied streams, its minerals and its soils, or 
with the molten materials that lie under the earth, the problems 
of colloid -chemistry are more to the fore than have ever been the 
crystalloid ones. 

To the abstract thinker in science colloid-chemistry there- 
fore, because of its universality, represents the larger field. 
But the practical worker knows, too, that in a better knowledge 
of the properties of those very materials which the orthodox 
chemist has too often cast aside in his jellies, pastes and glues, is 
found the explanation of so much that interests him. Is it any 
wonder then that colloid-chemistry appeals to the agriculturalist, 
the metallurgist, the dealer in precious stones, the tanner of skins, 
the manufacturer of wood pulps and paper, the dyer, the his- 
tologist, the steel worker, the weaver of textiles, the smelter, the 
manufacturer of paints? 

Not only the inorganic world but the organic also has chosen 
the colloid realm in which to manifest itself. Living matter, 
wb.ether of plants or animals, and under normal or pathological 
conditions, is chemistry in a colloid matrix; whence colloid- 
chemistry comes to concern every botanist and zoologist, the 
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physiologist, the pathologist and the practical man in medicine 
and surgery. 

Under the circumstances, does this volume, known the world 
over as the authoritative and classical text, need an introduction 
to any of our people who think in the day's work? It can only 
seem somewhat strange that three large German editions and 
seven years were required before its first issue in the tongue of 
Thomas Graham and the brilliant modern group of English- 
speaking colloid-chemists. Wolfgang Ostwald's writings repre- 
sent in colloid-chemistry what those of Charles Gerhardt represent 
in organic, Justus Liebig in agricultural, and Wilhelm Ostwald 
in physical chemistry. 

Martin H. Fischer. 
EiCHBEBG Laboratoby OF Physiologv, 
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PRACTICAL INTRODUCTION 



§1. Identification of Colloid Systems by Elementaiy MeAods 

(The Elements of Qualitative Colloid-chemical Analysis) 
I. General Considerations. — The teachings of colloid-chem- 
istry are by no means so familiar to all who encounter colloid 
substances in their scientific or practical work that the questions: 
"How can we recognize a colloid?" or "When is a body said to 
be a colloid?" are no longer raised. These questions have often 
been put to me, not only by such men of science as physicists, 
physical chemists, physicians and mineralogists, but by technolo- 
gists who for years perhaps have worked exclusively in such 
practical colloid problems as the manufacture of rubber. Even 
the organic and inorganic chemists frequently encounter phe- 
nomena, particularly when they work with highly polymerized and 
highly complex substances that remind them of what they know 
of the properties of colloids, and make them ask how they can de- 
termine quickly and simply whether colloid-chemical principles 
will help them in the solution of their problem or no. As a 
matter of fact I am of the opinion that such, questions have not 
been asked frequently enough, say in organic chemistry, where 
examination of the colloid behavior of one and the same organic 
substance in different solvents would throw much light on the 
properties observed.' The youth of colloid-chemistry itself 
justifies such questions, and their discussion is by no means 
either useless or superfluous. 

An answer to the question: "How do we know when we 

' Wc need but call to mind the modern problem of the relation to each other, in 
solvents of various kinds, of color, chemical constitution, and molecular state as 
studied by .\. Hantzsch and bis pupils, ll seems to me that a coUoid-chemical 
(diaiytic or ultra microscopic) examination of such variously colored solutions would 
brin^ light especially in Ibose cases in which molecular weight determinations have 
been exhausted without result. The failure of Beet's law governing the proportion- 
ality Iwtwecn thickness of layer and light absorption when applied to colloids and to 
solutions of dyes, oxi me salts and organic ammonium salts a.s well as other facts seem 
to mc to indicate that suitable colloid -chemical investigations in this field will bring 
to liijht as surpri«ni! facts as did those ot J. .\mann (KoH.-Zeitschr., 6, 135, 7, O7 
(iQioi) on the colloid and molecular solubility of iodine in various solvents.. 
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3 COLLOID-CHEMISTRY 

are dealing with a colloid?" would consist in a presentation of 
the elementary properties and the experimentally observed be- 
havior of colloid substances. Such an analysis would constitute 
the elements of a qualitative colloid-chemical analysis. A possible 
method of procedure in attempting to discover the colloid nature 
of any substance is indicated in the following: 

2. The Colloid State is Independent of Chemical Composition. 
— At first sight one might hope to obtain an answer to the question 
under consideration by constructing a comprehensive table of 
all the colloid substances or groups of substances knoiim. As a 
matter of fact such attempts' have been made even recently, 
but never with the full approval of competent workers in the 
field. It was soon noticed that we cannot speak of colloid sub- 
stances in the same way as we (still) do of "liquid-crystalline" 
or "radio-active" substances. We have been compelled to rec- 
ognize that colloid properties are in no way connected with any 
particular type of chemical constitution to the end that only 
certain elements or certain compounds, for example, appear as 
colloids. We can speak of "colloids" only as we speak of "crvs- 
tals," "amorphous" substances, "soluble and insoluble" sub- 
stances, or better still of "gaseous, liquid, and solid" substances. 
All substances can appear as colloids under appropriate conditions. 
This peculiarity of colloid-chemistry, through which it thus pre- 
sents itself not as a study of colloid substances but as a study of 
the colloid stale, will be discussed in detail later. But it is of 
great importance for even an elementary characterization of col- 
loid substances to know that depending upon experimental con- 
ditions one and the same chemical compound can appear either 
as a colloid or as a non-colloid. 

Generally speaking, the knowledge of the chemical constitu- 
tion of a substance furnishes no trustworthy indication as to 
whether or not we are dealing with a colloid. Only one law 
has thus far been deduced governing the relation between chemical 
constitution and colloid state: The more complex chemically the 
compound, the greater the probability that it is in a colloid state. 
Thus most of the native proteins appear in a colloid state; and 
the chemical composition of the original colloid, namely gelatine, 
is so complex that we are still largely ignorant concerning it, 
> See, for example, Eoll.-Zeitschr., 3, 53 (1907)- 
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PRACTICAL INTRODUCTION 3 

Solid and liquid and even gaseous bodies may appear in the 
colloid state.' The liquid colloids are the most numerous and 
the most important, and thus far have been most studied. When- 
ever we deal with the class properties of the colloids we there- 
fore usually refer to these. 

I. ELEMENTARY GEI4ERAL COLLOID ANALYSIS 

3. Chemically Homogeneous and Heterogeneous Liquids. — 
If we wish to inquire into the possible colloid nature of a given 
liquid, it is well to decide first whether it is chemically homoge- 
neous or chemically heterogeneous. 

In an ideal case a chemically homogeneous liquid has the 
following properties: i. It is susceptible of hylotropic change, 
that is, it can be evaporated or frozen without changing its com- 
position at any time during the manipulation. 2. The hylotropic 
transformations take place within narrow limits of temperature 
and pressure; there is only one boiling temperature and one 
congelation temperature; we speak of melting and boiling points. 
Among further properties of an ideal liquid is to be mentioned 
the fact that the temperature coefficient of its molar surface energy 
equab 2.12.* 

As is well known, there are a great many substances, or- 
ganic liquids, more particularly, which fulfill these requirements 
in part only. They are the mixtures of isomeric, metameric, and 
polymeric substances; to which we may add the so-called asso- 
ciated liquids. Even though all these liquids show the same 
elementary analysis in every state of aggregation, yet they can 
be separated by fractional distillation, for example, into parts 
having different boiling points; or, notwithstanding the analytic- 
ally identical composition of the liquid undergoing distillation 
and the distillate, it is noted that the former is not completely 
evaporated at any definite temperature. These facts are illus- 
trated by the behavior of polymerized liquids such as styrol- 
metastyrol. Again, as in associated liquids, the molar surface 
energy is found to be less than the normal. 

The following rule may be stated regarding the relation of 

these properties to the possibility of the appearance of a colloid 

> See page 43- 

' See the teitboob of Wilb. Ostwald, Grundr. d. allgem. Chemie, 4 Aufl., igjiQ.foD 
I- --jj |j£ jjjg general concepts of physical chemistry employed here. 



db, Google 



4 COLLOID-CHEMISTRV 

state in liquids of constant composition: The more a liquid 
approaches the ideal of chemical homogeneity, the less probable that 
it is in the colloid state. Therefore, if from general physico- 
chemical examination we know a liquid not to be "normal" with 
regard to exactness of boiling point, molar surface energy, etc., it 
is possible that we are dealing with a "physical mixture," and 
therefore with a molecular or colloid solution. 

Colloid liquids showing the same analytical composition 
with every hylotropic transformation are by no means rare. Thus 
far these have been little studied from a colloid-chemical point 
of view. Details regarding the peculiarities of these so-called 
isodispersoids, more especially the isocolloids,^ will be given later. 
Nearly all the colloid solutions investigated thus far belong to the 
class of the chemically heterogeneous liquids discussed below. 
Since the fundamental properties of colloid liquids depend, not 
upon chemical composition but upon physical conditions which 
are especially to be encountered in chemically heterogeneous 
liquids, we shall also discuss in the succeeding paragraphs the 
general data by means of which we recognize the colloid character 
of chemically homogeneous liquids. 

4. True Solutions, Mechanical Suspensions and Colloid Solu- 
tions. — Chemically heterogeneous liquids can be separated by 
changes in temperature and pressure (distillation, freezing, etc.) 
into at least two components of different chemical composition. 
When we have thus determined in our unknown that we are deal- 
ing with a chemically heterogeneous liquid it may appear in any 
one of three states: 

(a) The unknown may be an ordinary or "true" (molecular- 
disperse) solution of one or more substances. 

(6) It may be a coarse "mechanical suspension" of one or 
more substances which form true solutions to a limited degree 
only, if at all. 

(c) It may be a colloid solution. 

5. The Properties of Mechanical Suspensions.^In a qualita- 
tive analysis for the determination of the "degree of dispersion"* 



'Sec page 2? for a discussion of the concepi "degree of dis[iersion;" the three 
classes of systems mentioned abo\'e are dislinsubhed from each other by their 
difiereat degrees of dispersion. 



db, Google 



PRACTICAL INTRODUCTION 5 

in a heterogeneous liquid the second of the above possibilities 
can be disposed of most easily. Typical "mechanical sus- 
pensions" of substances but slightly soluble in liquids, as sus- 
pensions of quartz, kaolin, or oil in water, are turbid in trans- 
mitted light, and their individual particles can be recognized 
under the microscope (though sometimes only with high magni- 
fications and special optical means). 

If no microscope is available, JUlration is the next simplest 
method by which a suspension can be recognized. Ordinary 
filter paper holds back particles having a diameter greater than 
about 5;i; a hardened filter {Schleicher and Schiill, No. 602 e.h.), 
those about z/i in diameter. Clay cylinders and the so-called 
Pukall filters which are frequently employed in bacteriology will 
even hold back particles about 0.4 to o.aju in diameter.' The 
size of the particles in question can therefore be roughly measured 
by the employment of such differently permeable filters. When 
applied to emulsions, that is, suspensions of droplets of one liquid 
in another filtration is successful only when the suspended droplets 
are not materially deformed during filtration. As the investiga- 
tions of E. Hatschek on the filtration of emulsions show, this 
difficulty does not appear if the droplets are moderately viscous, 
as are the droplets of castor oil or olive oil; or when their surfaces 
are in a condition which gives the droplets themselves sufficient 
stiffness. Such stiffness may result from the formation of thin 
elastic membranes about the droplets, of the nature of the 
well-known saponin or peptone films,* or it may be due — and 
this seems most important — to the small size of the droplets 
with its accompanying increase in surface energy. As E. Hatschek 
has shown, it is often possible to separate emulsions into their 
components by means of appropriate filters. 

6. The Instabili^ of Mechanical Stispensions. — Another 
characteristic of coarse suspensions of solid and liquid particles 
is their instability, that is their tendency to separate "spon- 
taneously," i.e., by the action of gravity, into their components. 
If we can exclude the stabilizing effects of additions of viscous 
substances such as gelatine, tragacanth, etc., as well as the peculiar 

• For details regarding permeability and size of pores in various filters see H. 
Becbhold, Zeitschr. f. physik. Chem., 04, 343 (i<}o8). 

' E. H&tschek, Koll. -Zeitschr., 6, 154 (1910); 7, Si (1910). 
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"protective action" of small amounts of soap, saponin, albumose, 
etc., separation occurs in typical coarse suspensions in accordance 
with the difference in the densities of their components,^ Con- 
siderable acceleration in separation can be effected by moderately 
centrifuging the mixture. A hand-centrifuge such as is employed 
in the study of blood does very well. The suspended component 
then separates out, in accordance with the difference in density, 
either in the form of a precipitate or of a supernatant layer. After 
such a separation has been accomplished either by gravity or with 
the assistance of a centrifuge, the original system can in most 
instances be restored by shaking the components together 
again. 

When the suspended particles are in a very finely divided 
condition, indefinite or negative results are obtained by these 
procedures. Under such circumstances two possibilities still 
remain: the liquid in question is either a "true" or a "colloid" 
solution. 

7. Differentiation of a True from a Colloid Solution.— It is 
generally harder to distinguish a true from a colloid solution than 
to distinguish a coarse suspension from either, yet this problem is 
precisely the one that arises most frequently. We must there- 
fore discuss the methods involved in detail. 

A. Optical Differences. — Absolutely clear liquids are formed 
as a rule by substances in molecular or true solution. If a liquid 
{which is not chemically homogeneous, and which is not a coarse 
suspension) is seen to be turbid, we may suspect that it is a colloid 
solution. The existence of a slight turbidity may be recognized 
on inspection of a rather thick layer of the liquid in a thin-walled 
glass vessel against a dead black background (black paper, 
or better, black velvet). If the liquid is colorless but turbid, 
the background shining through it assumes a grayish-white 
appearance. In the case of colored liquids (in the examination of 
which it may be necessary to employ a particular- dilution or 
thickness of layer) an optical effect appears which is similar to 
that observed on mixing water-colors with small quantities of 
opaque white (the colors become milky). Different varieties of 

■In this experiment it is well to use very long tubes and relatively "dilute" 
systems. Tbe temperature must be kept coDsCant to prevent mixing of thelayen 
by convection currents. Closed basement rooms may be used if a suitable thermo- 
stat is not available. 
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nephelometers have been constructed for the more exact deter- 
mination of the degree of turbidity.^ 

8. The Tyndall Phenomenon. — A far more delicate method 
of demonstrating the presence of a very fine turbidity consists in 
the use of the so-called Tyndall phenomenon. It is well known that 
when, for example, the air of a room is intensely iUuminated, say 
by sunlight, from one side only, dust particles are rendered visible 
which cannot be seen when illumination is equal on. all sides. This 
is the prototype of the so-called Tyndall phenomenon, the theory 
of which will be discussed later. Extraordinarily line turbidities 




can be rendered visible by such means; in fact this holds true to 
such an extent that special measures become necessary if we would 
obtain, for example, an absolutely "optically empty" distilled 
water; ordinarj' distilled water regularly shows individual dust 
particles. 

Tj-ndall experiments can be best carried out where sunlight 
and a darkened room are available. The phenomenon becomes 
beautifully evident if we but let a sharply defined ray of light, 
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entering a darkened room through a hole bored in the shutter 
of a window, pass through the liquid in question contained in a 
thin-walled test tube. Very good results are also obtained if a 
projection lantern is used from which the light rays are concen- 
trated as much as possible by means of a condenser and dia- 
phragm (see Fig. i). A powerful incandescent lamp' enclosed 
in a box that is impervious to light and provided with a small 
opening, and if possible with a condenser, is generally satisfac- 
tory also. The thinnest and clearest glass vessels must be 
used. Special advantages are offered by vessels with parallel 
wails which reflect light least. When we work with hot or very 
cold liquids we use cotton-stoppered, double-walled tubes from 
which the air has been exhausted {Dewar tubes). When cold 
liquids are used in these, the tubes may be immersed in alcohol to 
avoid the condensation of water on their outer walls. 

It should now be noted that it is not the presence of many 
more or less evident particles which may be recognized either 
macroscopically or microscopically that distinguishes a colloid 
from a molecular-disperse (true) solution. It is rather the in- 
tensity of the unbroken light-cone passing through the solution 
which betrays the state of liquid. It is safe to say that liquids 
which show no definite Tyndall light-cone or show it only in high 
concentrations are molecular-disperse solutions. Practically all 
colloid solutions give a positive Tyndall effect. 

The Tyndall phenomenon is not to be confounded with 
fluorescence. When a ray of light enters certain solutions, such as 
those of some dye-stuffs and alkaloids, the path of the beam 
betrays itself in brilliant colors even though these solutions 
may not be in the colloid state. The fluorescence can be dis- 
tinguished from the Tyndall effect by looking at the light-cone 
with a Nicol prism. If we look at the Tyndall cone of a colloid 
solution through a Nicol prism we find that it disappears when 
the prism is rotated, to light up again at a certain angle. Fluorescent 
light remains visible at all angles. 

Emphasis should be laid on the fact that the Tyndall effect is 
of particular value in the recognition of isocolloids. 

It should further bf mentioned that the microscopic ex- 
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amination of a Tyiidall cone with the highest available magnifi- 
cations at times permits us to see the individual particles which 
in their totality give rise to the light-cone. This is called ultra- 
microscopy. Since for ultramicroscopy special apparatus and 
powerful sources of light are necessary which are by no means 
generally available, and since the technique of ultramicroscopy 
is by no means simple, we cannot 
further discuss the subject in this 
elementary outline of colloid analysis. 

9. The Distinction of True from 
Colloid Solutions on the Basis of Their 
Mechanical Properties.— 

B. Mechanical Differences. — Diffu- 
sion and dialysis experiments provide 
us with two further simple methods for 
distinguishing molccular-disperse (true) 
from colloid solutions. These might 
be called the "classical" methods for 
the qualitative analysis of solutions. 
for it was by them that Thomas Gra- 
ham in 1861 first distinguished be- 
tween the "states" of different solu- 
tions and thus introduced the concept 
"colloid." 

(o) Diffusion Experiments. — Per- 
haps the simplest and most convenient 
experimental method of estimating the 
diffusion velocity of a dissolved substance 
depends upon the fact that niodur- 
ately concentrated jellies of gelatine, 
agar, etc., offer only slight or no resi.st 
ance to the diffusion of substances 
through them, as determined by com- 
parison with the diffusion of these same 
substances through the pure solvent. 

For such tests we prepare a 5 percent gelatine, or better a 2 percent 
agar solution, fill some test tubes about halfway with the hot 
solution, and allow it to congeal. It is well to use gelatinizing 
substances that have been thoroughly washed and purified. The 
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solution under examination is then poured upon these gelatine or 
agar layers and the tubes are left standing, variations in temper- 
ature being avoided as far as possible. A true solution in water, 
either of a dye such as safranin, or of a colored salt such as copper 
sulphate is taken as a control. If the solution undergoing analysis 
is colored a picture similar to that shown in Fig. 2 may be seen 
after a day or two. While non-coUoids, that is molecular-dis- 
perse or true solutions, gradually spread down into the jelly, 
colloid solutions do this only very slightly or not at all. In other 
words, substances in the colloid slate practically do not diffuse at all. 
At the best they diffuse with extreme slowness when compared with 
the behavior 0/ substances in molecular solution. 

If it is feared that a liquid of high specific gravity may by 
mechanical means force itself into the jelly, a small tube half 
filled with gelatine or agar may be placed mouth downward into 
the solution contained in a second larger vessel. The tube is 
removed after a few days and carefully washed when it also will 
show the phenomena that have been described. If the liquid 
under examination is light colored or colorless the test tube con- 
taining the gelatine or agar is dipped for an instant into hot 
water so that the jelly slips out. This is then divided into several 
slices of equal size, and the individual slices are examined analyt- 
ically for their content of the substance in question. 

This method is not generally applicable to the analysis of 
isocoUoids, nor when marked chemical or colloid-chemical reac- 
tions take place between the jelly and the liquid under examina- 
tion. Under such circumstances it is necessary to resort to 
other methods. 

10. Dialysis Experiments.— (&) Dialysis, a process closely re- 
lated to diffusion, depends upon the fact that many animal, 
vegetable and artificial membranes hold back substances in colloid 
solution while they allow substances in molecular solution to pass 
through them whenever such a membrane separates the liquid 
under examination from the pure dispersion medium {the solvent). 
Parchment bags, so-called diffusion thimbles made in one piece 
(see Figs. 3 and 4), pig and fish bladders, and artificially prepared 
colloid membranes form the most convenient as well as the most 
frequently employed of these. The last-named are made by 
dipping a large, well-cleaned test tube into collodion dissolved in 



d by Google 



PRACTICAL INTRODUCTION II 

ether and alcohol, permitting the coUodioa layer formed to 
harden slightly by evaporation, repeating the process if necessary, 
and then hardening the whole by washing in water. The collo- 
dion bag is then carefully drawn off the tube.' When only small 
amounts of liquid are to be analyzed colloidally, diffusion thimbles 
(Schleicher and Schiill) arranged as shown in Fig. 3 are par- 
ticularly useful. For this purpose a small Erlenmeyer flask is 
used, into the neck of which the diffusion thimble fits snugly; the 
flask is flrst filled with pure solvent while the liquid under examina- 
tion is poured into the thimble which is then closed with a cork 
stopper. In this way, aided by the slight swelling of the thimble 
which usually occurs, evaporation and the entrance of dust into 



F^ 




Fics. 3 and 4. — Simple arrangement for dialytic analysis. 

the liquid are largely prevented. It is evident that if the solutions 
under examination are alcoholic or ethereal in character, collodion 
thimbles cannot be used. When dealing with such volatile 
liquids it is advisable to employ glass-stoppered vessels in which 
the dialyzer is placed or suspended as shown in Fig. 4. The 
dialyzer distinguishes colloid from crystalloid solutions in that it does 
not allow the former to pass through the membrane into the outer 
liquid. Occasionally we find that a colloid "phase" will pass 

' Details of various methods of preparation may be found in A. Cotton and H. 
Mouton; Les Ultramicroscopes, 11?, Paris, 1906; L. fiigelow, Journ. Am. Chero. 
Soc, 19, 15713 (too?}; J. Dudaui, Journ. Chem. Phys., 7, 430 (1909); \V. Bilu and 
A. von Vegesack, Zeitschr. f. physik. Chem., 63, 369 (1909). 
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together with a moIeciUarly dissolved phase into the outer liquid. 
But this happens only at first. After the outer liquid has been 
renewed once or twice, no more of the colloid phase comes through. 
Sometimes a dissolved substance will penetrate a collodion 
membrane when it is held back, by the less porous parchment 
paper. In such cases we are evidently dealing with a "highly 
disperse" (finely divided) colloid, or to put it in another way, with 
a substance occupying a position midway between the colloid 
and molecular-disperse state. 

So-called ultrafilters are used for more exact determinations of 
the degree of subdivision, but they cannot be discussed here be- 
cause they are rather complex (see later). 

11. Transition Systems. — It will nearly always be possible to 
determine by one or more of the methods described whether a 
substance in solution is in the colloid or in the molecular-dis- 
perse state. At the same time it must be admitted that we 
encounter cases in which one and the same liquid yields different 
results with different methods. Thus a pure congo red shows only 
a. faint Tyndall cone, yet it scarcely diffuses through parchment 
paper. Protein solutions behave in a similar way in certain 
concentrations, etc. For a complete analysis it is therefore not 
only advisable but necessary to employ several methods. But 
even then it may occasionally be doubtful whether we are dealing 
with a colloid or with a molecular-disperse solution. These cases 
constitute the extremely interesting transitional types between 
the two kinds of solution. Their state can be completely analyzed 
only by application to them of the more refined methods of 
colloid and physical chemistry — ultramicroscopy, ultrafiltration, 
molecular weight determination, etc. 

n. ELEMENTARY SPECIAL COLLOID ANALYSIS 

12. Suspensoids and Emulsoids. — ^When one undertakes 
detailed work with substances in the colloid state one soon dis- 
covers that the individual illustrations arrange themselves in 
two classes of systems which difler markedly from each other, in 
spile of the fact that all are possessed of the same general prop- 
crlirs that wc have already discussed. These two groups of 
tolluid solutions are the suspension colloids (suspensoids) and 
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the emulsion colloids (emulsoids), or as they are also called, 
the lyophobic (hydrophobic) and lyophilic (hydrophilic) colloids. 
The theoretical basis for such nomenclature will be discussed 
later. In passing, it should be noted that the two terminologies 
are not entirely synonymous, though for practical purposes they 
may be so regarded. When by the general methods previously 
discussed we have discovered that we are dealing with a colloid . 
solution we have next to determine whether it is a suspensoid 
or an emulsoid. Of the many means of doing this we describe 
the following because they are particularly characteristic and 
simplest in character. 

13. ^^scosity. — The viscosity of a suspension colloid, par- 
ticularly in low concentration, is imperceptibly greater than that 
of the pure dispersion medium (the pure solvent). In contra- 
distinction, the viscosity of an emulsion colloid even in low con- 
centration is much greater than that of its dispersion medium; 
in fact at higher concentrations this becomes so great that the 
colloid solution assumes an oily or even a gelatinous consistency. 
Further, the viscosity of an emulsion colloid generally increases 
rapidly with decrease in temperature which ig not the case with 
a suspension colloid. The simplest way of estimating experi- 
mentally the viscosity of a colloid solution and its variations with 
temperature and concentration is to measure the time of outflow 
of a constant volume of liquid from a standard volumetric (10 cc.) 
pipette. Roughly, the viscosity is inversely proportional to the 
time of outflow. 

14. Coagulatioii.— It is characteristic of colloid solutions that 
the substance in colloid solution may be easily precipitated or 
"coagulated" through various agencies (see Figs. 5 and 6). Elec- 
trolytes such as neutral salts are particularly effective. The 
suspension colloids are easily coagulated when minute quantities 
of salts, especially those having a polyvalent ion, are added to them, 
while the emulsion colloids are precipitated only after the addition 
of much larger quantities of salt. This is particularly true of 
hydrosols, that is of colloids having water as the dispersion 
medium. If, for example, aluminium sulphate (ordinary alum 
serves the same purpose) is selected as the coagulant, it is found 
that almost all suspension colloids are precipitated by this as 
soon as it is present in a i percent concentration. Much higher 
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cunccnt rat ions arc necessary to precipitate the typical emulsion 
tolloids, In fact the coagulation of many emulsion colloids 
is not brought tilwul until the neutral salts have been added to 
the point o( saturation. In making these qualitative analyses 
one must not use sails of Ihe heavy metals, for they frequently 
produce entirely abnormal coagulation effects. 

15. Influence of Concentration.— t.)nc will occasionally en- 
CouHter instances in which neither viscosity nor coagulation deter- 
minutionK will »erve lo ilistiiiguish clearly a suspension colloid 
from an emulsion colloid. It is then advisable to compare with 
each other rather riilule solutions of suspension colloids and 
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their peculiar properties. Most substances in colloid solution 
assume an electric charge toward their dispersion medium, though 
the magnitude of this charge varies greatly. We are able to 
distinguish between negatively and positively charged sub- 
stances in colloid solutions, The simplest method of determining 
with which of these we are dealing in a given case is to make use 
of their difference in behavior {as noted by F. Fichter and N. 
Sahlbohm) when they are subjected to capillary analysis by means 




The dispersion medium ascends the paper in all these experiments, but ■» shown 
Id the left half of the photograph, the positively cbaTsed coUorids (metallic oiideK) are 
precipitated at once at the margin of immersion. The negatively charged colIoidB, 
on the other hand, (gold, silver, arsenious sulphide, antimony sulphide, Berlin blae. 
•eleoium) ascend with the diapernoa medium, being (eparaled from its upper margin 
by a diflusely stained area. 



of filter paper. If the lower end of a strip of filter paper is im- 
mersed in a colloid solution one of two things may happen de- 
pending upon the sign of the electric charge of the colloid; if 
the colloid carries a negative charge it wanders up the strip of 
paper along with its dispersion medium. The colloid may rise to 
a height of 20 centimeters or more depending upon the kind of 
paper used and the special properties of the colloid. If the 
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collokl carries a positive charge the dispersion medium continues 
to rise to the normal height, but the colloid phase does not. It 
rises to a point but slightly above the leve] of the liquid in which 
the filter paper is immersed, becomes highly concentrated here 
and Anally coagulates. Positively charged colloids may there- 
fore be separated from tfaeir dispersion medium through the cap- 
illary action of strips of filter paper. The behavior is illustrated 
in the acromptanying Fig. 7, taken from N. Sahlbohm. 

17. The Mutual Prec^tation of Colloids. — ^Another means of 
determining quickly the sign of the charge of a substance in 
iX^Uoid solution depends upon the fact that opposiUly charged 
idi^ids prrdpiMt rath athrr. If two typical test solutions are 
kopt in sit.Kk (for example, a positive colloid such as ferric hy- 
dnuode. and a negative a>lloid fuch a$ sulphur or arsenious sul- 
phide"' the charge of an unknown colloid ma;- frequently be 
determined by ascertaining with which of the two solutions it 
j-ieMs i precipitate. The charge of the unknown colloid is then 
the opposite 01 that of the precipitating colloid the charge 
".■a whkh is known. This methtxl is not, however, universally 
jtpp2k-jl>V. 

18. De c iropbogesis.— The sign of the charge of the colloid 
phji^ =;*y be determined by noting the direction in which it 
3COMf* wbes subjected to the action of an electric current Imigra- 
t»c ia *n eWiric neld\ To do this the colloid is poured into 
ji I" i^Sf <^«sied with c\>rts and pr\*vide>.i with platinum electrodes 
»iici dip i::iii ibe si^utJon, When a stn»nger current is not 
iVAiijbie. :hi: frwTK a lew storage ivUs will frequently suffice 
X'O pcvxhwf ,1 :::i>Yer::;eEt oi ihe ivUoid towarvl one or the other 
piJue if jcjy jsi^'ae-z; lice be Allowed. Il the ci.»Jl\Hd wandeis 
Ei,>wAr'- litf *=k\if :i s* ceyitive^y chargevl: if it wanders toward 
tae -iiifjof :: a- r^s'S-eCy chirked. OisiurHnje secvT.darx- effects 
vt'iJi isTjiz -jz-Zi '^ behi.\-i,K e: j. K\»Uv>id wher. sxibfectevi to the 
«u«.-^; zs^rnz.-.. i^L iu :: i? livisiV.e to em{>iey A^'-si: w!:h i: the 
3<cii,-»2i .c :-:Cj.iii iziAly^ ilr^a.:y ^^svrii^. 
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A. BLEHBHTASY GBRBRAL COLLOID ANALYSIS 

I. Chtmkaily Homogtntous Liquids. 

(a) Alirays bylotropicaUj' transformable, deBnite boiling 

and treezing poiots, normal molecular surface energy, Normal liquids. 



(b) Physical mixtures of substances having the same chem- 
ical composition, but different "body properties" as 
diSerent boiling points, molecular surface energies, 
etc.; mixtures of isomeric and polymeric substances, 
highly associated liquids, etc. 

II. CktmicaUy Helcrogeneous Lijiiids, 

(c) Microscopically heterogeneous, components separable 
by ordinary filtration, may be easily sediroented espe< 
ciaJly if centrifuged, settle spontaneously, can usually 
be easily resuspended on shaking, 

(4) Optically homogeneous, at least in low concentrations, 
diffuse well (as into gelatine or agar-agar), and pas.<i 
through membranes (as when subjected to dialysis), etc. 

(e) Often turbid macroscopically, Tyndall test positive 
(apply Nicol prism to differentiate from fluorescence), 
non-diffusible or only slightly so, will not pass through 
a membrane, etc. 



Isodispersoids, 
possibly 

IsocoUoids.' 



Coarse dispersions 
(suspensions and 
emulsions). 

Molecular-dis- 
perse solutions. 



Colloid solutions. 



B. ELEMENTARY SPECIAL COLLOID ANALYSIS 



(f) Viscosity not perceptibly greater than that of dis- 
persion medium; easily coagulable by electrolytes, espe- 
cially by salts with polyvalent ions (1 percent alum). 
(t) Viscosity substantially greater than that of pure dis- 
persion medium even in low concentrations. Viscosity 
increases with lowering of temperature; dillicultly co- 
agulable by salts which at times need to be added to 
saturation point to accomplish flocculation. 
(A) Electric behavior: 

I. Colloids can be separated from (heir dispersion 
medium by capillary analysis {filter-paper experi- 
ment); are precipitated on adding colloid solutions of 
sulphur or arsenious sulphide; wander toward cath- 

3. Can be separated but slightly, if at all, from their 
dispersion medium (tilter-paper experiment); are 
precipitated by colloid hydroxide solutions; wander 
toward anode. 

' For details see {[S, page 101. 



Suspension col- 
loids (lyophobic 
colloids). 

Emulsion colloids 
(lyophilic col- 
loids). 



Positive colloids. 



Negative colloids. 
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the form of spatially discrete particles in a common dispersion 
medium. All reactions between colloids, like those of the immune 
bodies, take place in a common dispersion medium. On the other 
hand, s^'slems in which one of the disperse phases is continuous 
while another consists of individual particles are represented by 
membranes of colloid origin through which a colloid solution is 
being filtered. 

§5. ^wdflc Suifice in Diqieisoids; D^ree of Diqwrsioo 

It has been stated that the chief characteristic of the dis- 
fwrsoids is the great development of surface by their phases or 
the high \'a]ue of their specific surface. It should now be noted 
that the following three kinds of specific surface may be dis- 
tinguished in a typicaJ diphasic dispersoid: 

Tlw itkMlutc surixv of ibr cniire dbprne phase 
Tfc* tMil volume 01 the di;p«ne pbaw 

Tht abso^^itr suriMT t<l thr db{vnk>ii medium 
T^ tot.^ \vIuiDt oi the dispcr&iou molium 

T^ 2bi4.x-j:« };;r*.'« of «(i imiiriiiaX pMtick of ihr dbpuse pha^ 
rb« k'.x-.:=x %'E *a imdnij^ p«nkk i'^ ibr dt^Kne phase 

The ar^t-rLimeii ?petinc surface is undoubtedly the most 
rfi*rai.-teri5L:c oi ^uch a 5>>iem. .\I1 three specific surfaces may. 
but two ot th<Ei rcas:. chAnge in value whenever changes occur in a 

dijp«rr!<'i'i. wcl-ch Are ao-ximpAmed by changes of surface. Thus 
if a ftcfp<eii:>ioo ot -^uArtz particles i> dilui^. only the two first- 
oiinxd jpeviic jurtiOM change in value. In <.\'ii>fiJ s\-stems. how- 
ever, lix -.hir-i ■wcii.'.- iuriace i.>r the size of the disperse panicles 
often iiisc- \iriei vi-.h. '.be cfcanges in concsntraitvm. as wil! be 
sJ&jwn Jter. -\j a -^tf ill three spe^-inc sariaces are diminished 
in pryoiswri ,'f ,-.\Lr.La;i>,ci 

L«:!: id- :•,■*■ f— ■- I: a ~pe<i=.: illu^iration o; how jneat are 
thu v-al-';s ,: ;h-: j.^s-.i.::; a^'i '.=.<; irtvi£c s'.:r:actfs ic a viisperfoid. 
iiipii ■i'.-*' •z~<:ily tJic^rc ■.xu:-? iz.r^iaitf with ;'~o "jrv^nrssSi; sab- 
■iivisii.'c ■;£ .C"; .■: '.-*; yZAxi. I: "»'; ais".;~'; ;r.a; ;b.(.' ;".\i;r. \0LUJ2ne 
mi"ien?.'u;s <^~'—-'-^l:^ za~ an'i ~i:n;ai.^ curical :>."r~ then 
Tafaie : ill-_i:ri.: :s -.'zk .~-:t-:j^ Lz tic '..■ul ir-o 5;xvi:v v-.v^a^s 
if lae liivisiuQ :aits r^,^; I^:•Jlz:a_> 
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Table i. — Increase in the Sukface of a Cube wite Pbogbessive Decikal 
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Particles somewhat less than lOfifi in diameter may be distin- 
guished optically by means of the Ultramicroscope of H. Siedcn- 
topf and R. Zsigmondy. A i cm. cube of metallic gold subdivided 
up to the limit of ultramicroscopic visibility would therefore have 
a total surface of over 600 square meters and a specific surface of 
6.10*. Even at this point we begin to enter the sphere of molecu- 
lar dimensions. Lobry de Bruyn and Wolff' for instance, calcu- 
lated an approximate diameter of 5^/1 for the starch molecule. If 
a cubic centimeter of dry starch could be subdivided into 
molecules, that is if it could be "dissolved" in the ordinary sense 
of the word, the starch would present a total surface of several 
thousand square meters toward the solvent. When we deal 
with the molecular dimensions of gases and of substances in crys- 
talloid solution, assuming for their average molecular diameter the 
value of 1. 10^' we obtain values of several hectares for i cubic 
centimeter of dissolved substance. Thus in 100 cc. of a 10 per- 
cent sugar solution there would be an "internal surface" of about 
50 hectares when the smallest possible surface, the surface of a 
sphere, is assigned to the sugar molecule. Finally, if it is assumed 
that ions and electrons are also separated through surfaces from 
their dispersion media {and an electrical heterogeneity and the 
existence of electrical surfaces must be postulated in these) the 
absolute and especially the specific surfaces attain enormous 
values. 

'LobrydeBtuynandWolff, Rec. Trav. chim. Pays, Baa., 23, ISs{ll»4)■ 
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must tend to vary the more, the greater the differences in the 
nature and the larger the number of the properties which change 
abruptly at them. In this sense the suface where a liquid comes 
in contact with another liquid may be said to be less well defined 
than that where a liquid comes in contact with a solid. The 
im{M>rtance of making such a distinction has repeatedly shown 
itself in the literature of colloid-chemistry as we shall see later. 

3. I%ysical and Chemical Heterogeneity. — The relation be- 
tween chemical (analytical) and physical heterogeneity is of 
especial importance for the exact characterization of the colloids 
as heterogeneous systems. It has been found that two spatiaUy 
di£ermt parts oj a system having the same chemical composition 
(chtmiciiUy homogeneous therefore), may physically show typical 
boundaries between them, in other words appear as different phases. 
In illustration of this fact we need but call to mind the aUotropic 
modification; of the elements which may coexist for a long time, 
OS in the case of sulphur. But compounds of the same composi- 
tion, particularly isomers and polymers, may also form hetero- 
goncttus systems. Thus the solid particles of metastyrol may be 
suspendetl in liquid styrol; rubber may be "dissolved" in iso- 
prtnc, etc. It is even possible to have coexist hylotropic phases 
(different states) of one and the same chemical substance, though 
usually but temporarily. Thus water and steam, or water and 
ice may coexist. 

It follows from all this ihat the spatial or other heterogeneity 
of the c<.illoi<ls is not necessarily connected with a chemical hetero- 
geneity if by the latter is meant a difference in anahtical composi- 
tion. The existence of physical Iwiundary surfaces in them can 
jilono be R>ganl«i as characteristic of them. .\s a matter of fact 
wt can distinguish between the different phases having the same 
chemical a^mivwiiion in the illustrations instanced abo\-e not only 
by differences in their chemical reactivity, but by optical differ- 
ences, by differences in states of aggregation, etc.. in other words 
by their different "bixly properties." 

BkJ Xihmcvrr vr .t/v.)t n! (/iAysiVii//y^ hctcrogcncitus systems we 
mfnt) spjtiiil ,,^mhi»,)lions ol locxistins phjsfs. There are se\-eral 
tyiws of these. Thus we Iwve systems in which all the phases 
are liquid, others in which ihey iire all solid, still others in which 
si>lid. liquid and jiastvus phases ,ire mix^l. Heterogeneous sj-s- 
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tems composed of gases only cannot ioog exist, for gases are 
miscible with each other in all proportions (see p. 43). 

§3. Colloids as Disperse Heten^eneous Systems 

Ordinarily the number of phases and their state of aggregation 
in a heterogeneous system can be determined by mere macroscopic 
examination. We need but to call to mind the above-mentioned 
examples of heterogeneous systems. The following two pecu- 
liarities serve to distinguish the colloid solutions from these 
macToheterogeneous systems. 

I. The Phases are in Contact with Each Other tinder Condi- 
tions which Permit the Development of much Suifece between 
Them. — First, the amount of the absolute surface with which the 
various phases are in contact with each other is very great. Sec- 
ond, and more important and characteristic is the fact that the 
magnitude of the specific surface,^ that is the quotient of the sur- 
face divided by the volume is extraordinarily great in colloid 
systems. This property may also be expressed by saying that 
there is a great concentration of surface in the unit volume. At 
first sight one might believe that the small size of the individual 
particles characterizes this class of heterogeneous systems. In 
fact we frequently speak of the great dispersion or subdivision of 
the phases. Nevertheless, it should be noted that it is only 
because a great number of such small particles exist in a relatively 
small volume that the peculiarities of such systems are produced. 
From this it should also be clear that it is not the absolute amount 
of surface which is of such importance as the relative or speciiic 
surface. 

3, The Phases are so Distributed within the System that 
Externally the Whole Aiq>ears Homogeneous.— Unless an ex- 
ceedingly small amount is studied, every fraction of a collpid 
solution has the same average composition. This second pecu- 
liarity is evidently closely connected with that given above, for a 
spatially uniform distribution of the phases is made possible only 
through the existence of a great specific surface. To express it in 
more exact terms, the uniformity of this distribution in a given 
volume increases with the degree of subdivision of the phases. 

> Wo. Ostwald. PflUger's M 
van Bemmelen, Die Ateorptio 
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It should be emphasized that the first-mentioned property is 
more important and more characteristic of these bodies than the 
uniform distribution of the phases in space. It must be admitted 
that the conception of "colloid" or, more correctly speaking, of 
"colloid state" was developed in connection with the study of 
bodies belonging to the spatially homogeneous systems, that is to 
say, in connection with the study of colloid solutions. But there 
are systems which also belong to the field of colloid-chemistry in 
which the phases are not uniformly distributed within each other. 
To the former systems belong, for example, bodies which are in 
the course of swelling or bodies which have attained their maxi- 
mum of swellling in the presence of an excess of the solution in 
which they are swelling. On the other hand, colloid solutions in 
the process of coagulating are systems which are losing their 
condition of spatial homogeneity. It is evident that processes of 
swelling tend toward the production of a spatially homogeneous 
system in the sense in which this term was used abova. On the 
other hand, the process of coagulation arises in a homogeneous 
system. It is because these bodies have in their past been in, or 
tend in their future to assume, a spatially homogeneous condition 
that they belong to the class of systems here under discussion. 

It follows from these considerations that the colloid solutions 
occupy an intermediate position in colloid-chemistry, and that 
they should always be meant when colloids in general are under 
discussion. Thomas Graham introduced the useful special name 
of sol for these spatially homogeneous systems. In contra- 
distinction, systems in the course of passing to or from a condition 
of spatial homogeneity he calls gels. 

Heterogeneous systems with the two peculiarities mentioned 
are known as disperse heterogeneous systems, as suggested by 
Wolfgang Ostwald' or simply as "dispersoids," an abbreviation 
proposed by P. P. von Weimarn.^ The term " microheterogene- 
ous" systems, put forward by G. Bredig,' is synonymous with 
these. The broadest generalization resulting from the investiga- 
tion of the colloids seems therefore to be the establishment of the 
fact that they are a part of the general class of the dispersoids, in 

' Wo. Ostwald, KoU.-Zcitschr., i, iiji, 331 (igo?). 

' P. P. von Wcimarn, KoU-Zcilschr,, 3, id (tgo8). von Weimarn uses this term 
in a somewhat modified sense. 

' G. Brcdig, Zeitscht. f. Elektrochem., 11, 589 (1906). 
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other words the colloid state of a substance is a special case of 
the dispersoid sta]:e. 

§4. The Disperse Phase and the Dispersion Medium 

Detailed examination of a simple dispersoid, a suspension 
let us say, at once lets us recognize the fact that the two phases 
are geometrically or as regards their shape different from each other. 
Most frequently one phase is composed of a great number of 
individual particles which are separated from each other. Because 
these particles have for the most part the same properties, we are 
accustomed to consider them as a whole and so to designate them 
as one phase. The individual- particles of such a phase may 
approximate the spherical in form, but they may also be crystal- 
line; further, they may be mobile or immobile. The second phase 
is usually continuous and lies between the particles, droplets or 
bubbles of the first phase. The first phase is therefore generally 
suspended in the second. As we must frequently distinguish 
between the two phases they have received special names. The 
finely subdivided discontinuous phase is called the disperse phase; 
the other, continuous or " closed " phase is known as the dispersion 
medium.^ English writers are in the habit of calling the disperse 
phase the "internal phase," the dispersion medium the "externa! 
phase." French investigators distinguish between the "micelles, 
granules colloidaux" and the "milieu ext^rieur." 

This normal geometrical constitution may in some instances 
give place to a more complex one depending particularly upon 
the behavior of the disperse phase. The disperse phase may 
also be continuous and may then extend through the dispersion 
medium in the form of a sponge or network. Such systems 
are formed in the first stages of many processes of coagulation. 
Evidently when the disperse phase and the dispersion medium bear 
such a relationship to each other the geometrical distinction 
between them disappears; one can then at best only designate the 
phase present in excess as the dispersion medium. 

Relations become more complex when heterogeneous systems 
with more than two phases are considered. In the more im- 
portant and typical cases several disperse phases may exist in 
'Wo. OstwaJd, Koll.-Zeitschr., 1, 191, 331 (1907)- 
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It should further be noted that the increase in the surface 
of a cube with progressive subdivision may be expressed by 
the formula: 



in which 20 is the total surface in square centimeters, a, the 
length of one edge in centimeters, and m*, the number of cubes. 
The original volume was taken as equal to i cc. (H. Mayer)> 

Since the unit of specific surface = - - j' then if 41 is taken as 

equal to i, the calculated values obtained for surface represent at 
the same time the specific surface or the degree of dispersion.' 

The concept of specific surface may conveniently be replaced 
by the somewhat clearer one of "degree of dispersion." Thus 
we may say that the degree of dispersion increases greatly with 
progressive subdivision of a given phase, etc. 

As is well known, the surfaces of sohd and liquid bodies of 
even ordinary dimensions already exhibit a whole series of peculiar 
phenomena, the intensity of which increases in direct proportion 
with the absolute and specific surfaces of the bodies. As examples 
might be mentioned the condensation of gases on solid surfaces, 
the manifold effects of surface tension in liquids, the fact that the 
majority of electrical phenomena appear at surfaces, etc. It 
should be remembered, however, that in such behavior the abso- 
lute surface is less responsible for these phenomena than the 
specific surface. Thus a few milligrams of platinum black have an 
effect upon an explosive gas mixture which is not equaled by that 
of several square meters of sheet platinum, for while they may 
have approximately equal absolute surfaces the former has an 
enormously greater specific surface. We are driven to conclude 
that all the phenomena observable at ordinary surfaces increase 
enormously in intensity and that they may even change qualita- 
tively when we come to deal with dispersoids with their immense 
internal surfaces. There are also certain forms of energy that 
play an insignificant r6le in macroheterogeneous systems, but 
an enormous one in dispersoids. 
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§6. Classification of die Dispersoids According to Their Degree 
of Bispersicm 

I. Classification of Zsigmondy. — It is evident that either the 
degree of dispersion or the number of phases in a system may be 
used for classifying the dispersoids. The mere number of phases 
is relatively unimportant as a means of classification, for the 
majority of the dispersoids and of the colloids in particular are 
either diphasic or triphasic. Classification on the basis of the 
degree of subdivision permits finer distinctions. 

R. Zsigmondy' has developed a classification on this basis. 
According to him the field of colloid-chemistry occupies a middle 
position among the dispersoids thus far known. Particles about 
o.ifi in diameter, that is, particles with a specific surface of about 
6.10^ (see Fig. 8), are stated by R. Zsigmondy to represent the 
lower limit of dispersion. The size of such particles is about that 
of the particles in emulsions and suspensions which no longer 
undergo separation. The value o.ift about represents the limit 
of microscopic visibility. According to Zsigmondy the field of 
colloid-chemistry begins with particles of this size and extends 
to particles about ip/i in size, that is, to such as have a specific 
surface or degree of dispersion of about 6.10', assuming that the 
particles are cubiform. The value inn is rather lower than the 
diameter of the smallest particles hitherto observed by ultramicro- 
scopic means (about 6ftn). On this basis of classification the 
colloids represent dispersions of a magnitude varying between 
6.10^ and 6.10^. 

H. Siedentopf* and R. Zsigmondy* have proposed a nomen- 
clature for the individual particles of typical dispersoids which is 
based upon their degree of dispersion. Particles visible under the 
microscope are termed "microns," while those which can be 
seen only by the application of ultramicroscopic methods are 
called " submicrons" or " ullramicrems." The disperse phase of 
colloid solutions would therefore be made up of submicrons 
(ultramicrons). It can be shown in several ways that particles 
exist whose size we know to be beyond that of ultramicroscopic 
visibility. They must therefore be less than 6^^ in diameter, 

• R. Zsigmondy, 7.ur Erkenntnia der Kolloide, 22, Jena, 1905. 

'H. Siedeniopf, Bcrl. klin. Woch., Nr. 32. (1904). 

' R. Zsigmondy, Zur Erkenntnia der Kolloide, 87, Jena, 1905. 
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These particles to which molecules and the products of their 
dissociation belong, are called "amicrons." 

The accompanying Fig. 8 (based chiefly on the data of 
R. Zsigmondy) is designed to illustrate approximately the rela- 
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Fig. 8. — Comparison of particles of different size. 



human red blood corpuscle 
tnulc of medium siie (about 
parison with the re«t ol the 



The large circle corresponds to the diam< 
(about 7.5 »); the large pentagon to that cif a 
7.0 m). The particles enclosed in the frame ai 
figure, enlarged 3J3 tinier. 

The figure has been constructed from data and tables given in R. Zsigmondy 
(ZuT Erkenntnis der Kolloide. Jena. 1905), The values for the mastic luspefujon 
are taken from /. Fcrrin's studies IKoUoidchem. Beihefle 1, 121 (igio)!. 



tive sizes of the particles in typical dispersoids which have been 
the object of study. According to this diagram human blood 
corpuscles, starch granules, kaolin, and mastic particles would be 
, gold particles would be submicrons, while the finest gold 
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particles, starch molecules, etc., which cannot be made out ultra- 
. microscopically would be amicrons. 

It seems of interest to give here the estimated diameters of a 
number of molecules. The smallest molecule seems to be that 
of hydrogen gas, 0.067 to 0.159/1^; water vapor has a molecular 
diameter approximating 0.113^^1; carbon dioxide one of about 
0.285*1^,' etc. Different methods of calculation yield different 
values, yetallapproach the magnitude o.i/iju or i.io— *cm. The 
molecular diameters of hydrated ions have recently been measured 
in several ways.* The molecular diameter of NaCl was found to 
be 0.26/j/j; that of sugar, o.-jfi/i, etc. 

2. Classificatioii of Dispersoids According to Their Degree of 
Dispersion. — It follows from Zsigmondy's classification that 
dispersoids having a very small or a very high degree of dispersion 
do not belong to the systems to be specially considered in this book. 
Such dispersoids should have special names. Dispersoids with a 
degree of dispersion of less than 6.io^ that is microscopic sus- 
pensions, emulsions, and foams, might be called "Irue or coarse 
dispersions," while dispersoids with a degree of dispersion higher 
than 6.10' might be termed "molecular dispersoids." Roughly, 
the molecular dispersoids correspond with Thomas Graham's 
"crystalloids." As this term is based upon a property which does 
not necessarily determine the degree of dispersion it is not as free 
from objection as that which I suggest. Since molecules may 
dissociate into smaller particles, like ions, we obtain systems which 
may be designated as ' ' ionically disperse " or as " ionic dispersoids, ' ' 
as suggested by The Svedberg* It should be remembered, how- 
ever, that ions are by no means always the products of dissociated 
molecules, and especially is this not true if such appear in colloid 
solutions. Such ions need not therefore have a higher degree of 
dispersion than the colloid particles themselves. This will be 
discussed later in the section on the electrochemistry of the 
colloids. 

It has further been found that the specific surface of the 

' These figures ue taken from a table on p. 64 of the excellent publication of 
W. Mecklenburg, Die eiper. Grundlegung der Atomistik, Jena, 1910. The various 
methods of calculation may also be found there. 

' See, for example, the summaries of G. H. Washburn, Jahrb. d. Radioaktivitat, 

'. Act. R. Soc. Scient. 
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colloids may vary within the limits calculated by Zsigmondy, 
that is to say, between 6.10^ and 6. 10'. We may therefore 
expect to find that colloid solutions contain particles of diHerent 
sizes. Experimental study has confirmed this expectation. Not 
only have different colloids very different degrees of dispersion, 
but one and the same substance may exist in different degrees of 
subdivision in a given dispersion medium. As an example may be 
cited a series of carefully studied aqueous gold dispersoids in- 
vestigated by R. Zsigmondy.' 

Table 2.— Aqueol'S Gold Dispersoids of Diffebeht Decrees or Dispebsiok 

D«ienatLon of Ihc solulion' Color of th* diiperioid CalcuUted avenge Eiie of 



AUit" I Rose 

.Auii Bright red. . 

Auii Bright red. . 

Auh* I Bright red. . 

Auti" Violet red. . . 

Auii" I Violet red. . . 

Auj j Purple red. . 

Cold suspension a i Violet red . . , 

Gold suspension b ; Bright red. . 

Gold suspension c .f Bluish 



'The designations are those of Zsigmondy (/.c). 

Zsigmondy and other investigators have prepared gold dis- 
persoids in which the size of the particles could not be determined. 
They must therefore have been smaller than 6^p. 

This variability in the degree of dispersion ■within the limits 
characteristic of colloid solutions has been recognized in the 
literature of colloid-chemistry by distinguishing between sub- 
stances having a "strong or a weak colloidality," and different 
"degrees of colloidality." Substances have also been designated 
as systems "slightly, intermediately, highly, or completely colloid," 
or "coarsely disperse, finely disperse," etc. The term highly 
colloid is synonymous with highly dbperse, etc. It is abo at 
times advisable to distinguish between supermolecularly dispersed 
phases (as in the case of ions) and submolectUarly dispersed phases. 

' R. Zsigmondy, Zur Erkennlnis d. Kolloide, 104, Jena, 190s. 
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The following outline gives graphically a classification of the 
dispersoids according to their degree of dispersion. 

DISPERSOIDS 



True or coaise dispersions Colloid solutions. Molecular and supenno- 

(suspensions, emulsions, leculardispeisoids (solu- 

ete.). toids).' 

Size of tbe particles of the Size of the paiticlea of the Size of the particles of the 

disperse phase greater disperse phase between disperse phase about i/ift 

than o.i/i. o.iMBnd ififi. or less. 

Specific surface < 



Degree of Dispersion increases 

P. P. von Weimarn* has repeatedly emphasized that the 
so-called " supersaturated solutions" (in which we are justified in 
assuming the existence of larger molecular aggregates) occupy a 
position between the colloid and the molecular disperse-systems. 
But there seems to be no reason for believing as von Weimarn 
does that supersaturated solutions always represent transitions 
between colloid and molecular-disperse systems; or for beUeving 
that such transition types must appear every time we pass from a 
high degree of dispersion to a lower one or vice versa. The con- 
cept of supersaturation embodies in itself no information regarding 
degree of dispersion which alone is the criterion for the type of 

'This name was proposed by P. P. von Weimam, KoU-Zeitsehcr, 7, tss (1910). 
It should be noted that von Weimarn wishes the terms "colloid," "colloid solution," 
etc., avoided aod replaced by the more geocral terms "dispersoid" "dispersed solu- 
tion," etc., while the term "colloid chemistry" is to be replaced by "disf>ersoid 
chemistry." In spite of the fact that I was the first to propose Che extension of the 
study of the colloids to that of the disperse systems and hrst suggested a suitable 
nomenclature, yet, for obvious reasons I do not deem it advisable to eliminate the 
use of the term "colloid." Even the fact that the word "colloid" originally had 
a di£Ferent meaning, namely, a more special one than it now has, does not justify 
the proposed measure. The word "molecule," for example, has not disappeared 
from science even though its eiact meaning has changed frequently and consider- 
ably. A dispersoid chemistry, in other words, a chemistry dealing with disperse 
systems of all degrees of dbpersion, does of course exist. Nevertheless, persistence 
in the use of the term colloid for at least that portion of this more general science with 
which this work deals seems to be justified on historical and other grounds. See my 
preface to the second German edition of this work. 

' See P. P. von Weimarn, Koll.-Zeitaehr., 6, 175 (icjio); and for greater details 
Kolloidchem. Beihefte, I, 331 (1910). 



d by Google 



34 GENERAL COLLOID-CHEMISTRY 

classification here under consideration. Supersaturation consti- 
tutes a possible but not the sole means of preparing submolecular 
dispersoids. Such may be prepared by "direct methods of 
dispersion." 

3. Defects of this Principle M Classification. — The following 
should be noted regarding the classification of the dispersoids 
according to their degree of dispersion. 

The degree of dispersion is manifestly a continuously variable 
quantity, and so it is self-evident that it may have any possible 
value between the extremes which characterize individual classes 
of dispersoids. As a matter of fact, transitional values between 
those which characterize the field of colloid solutions and those 
which characterize the molecular dispersoids, or between those of 
the former and those of the coarse dispersions are not only con- 
ceivable but have been demonstrated experimentally. The exist- 
ence of transitional values may be deduced from Table 2, for at 
its top are gold dispersoids with particles approaching molecular 
values in size, while at its bottom are suspensions which can be 
resolved under the microscope. An analogous series of dispersoids 
in which the degree of dispersion varied between points lying 
beyond either side of the field embraced by the colloid solutions 
was, among others, prepared by H. Picton and S. E. Linder' 
at an early period In the history of colloid-chemistry. Dispers- 
oids of arsenious trisulphide in water were used. The size of the 
particles in these could not be determined directly, but that their 
degree of dispersion varied greatly was clearly demonstrated by 
their different degrees of diffusibility. 

In the face of these facts it must be admitted that the classi- 
fication of the dispersoids according to their degrees of dispersion 
is an arbitrary one. But while this is so, there is undoubtedly 
a practical justification for the distinctions proposed. The 
dispersion values given were chosen because with changes in them 
abrupt changes occur in other properties of the dispersoid also. 
Thus the particles of a dispersoid with diameters of less than 
o. i^ are not only no longer visible under the microscope, but at 
this degree of dispersion they tend to show diffusibility and they 
no longer settle out spontaneously. On the other hand while 
these particles do not pass through a dialyzing membrane, 
produce no changes in the freezing and boiling points of their 

'H. Picton and S. E. Linder, J. Chem. Soc, 6i, JnS(iSqi);ibid., 67,63(1895)- 
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dispersion medium, etc., all these properties alter in value, 
greatly and suddenly, when molecular dimensions are ap- 
proached. These (discontinuous changes of olher properties 
therefore form the true basis for the classification of the dis- 
persoids on the ground of their degree of dispersion. But that 
a quantitative characterization of the dispersoids according to 
their degree of dispersion is important is evidenced by the fact 
that dispersion in itself must be regarded as the chief character- 
istic of the substances with which this book deals. 

4. Polydispersoids.— It has frequently been found in deter- 
mining the degree of dispersion in dispersoids, such as colloid 
solutions, that the individual particles of the disperse phase 
are of different sizes, in other words the degree of dispersion 
of the disperse phase must be described as multiple. Accord- 
ing to L. Michaelis,' examples of such systems are found in 
the aqueous solutions of /:ertain dyes, such as fuchsin, methyl 
violet, etc. In these there is a molecular-disperse phase in addi- 
tion to a phase observable under the microscope or ultra-micro- 
scope. Many protein solutions probably behave in an analogous 
way, as may be inferred from their behavior on ultrafiltration (see 
later); but even the individual, ultramicroscopically observable 
particles in dispersoids (as in those of gold) are frequently of 
different sizes. It follows therefore that in practice we can 
only speak, of an average dispersion value. The importance of 
the simultaneous existence of particles of different sizes in one 
and the same dispersion medium for many questions of colloid- 
chemistry, for example in that of their stabihty, will be discussed 
in detail later. 

These systems in which the disperse phase is composed of 
particles having different degrees of dispersion may be called 
polydis perse systems or polydispersoids. 

5. Dispersoids VaiTing with Changes ia Concentratum.— 
In a number of molecular as well as colloid dispersoids the re- 
markable fact has been observed that the degree of dispersion 
varies progressively with changes in concentration. In all the 
cases thus far studied it decreases with increasing concentration. 
Cane sugar, for example, in dilute solution has all the typical 

'L. Michaelis, Deutsche medizin. W'ochenschr, Nr. 34 (1904)1 Virchow's Arch., 
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attributes of a molecular dispersoid. But when cane sugar solu- 
tions of higher concentrations are investigated by applying the 
Tyndall test to them it is found that they show an intense light- 
cone this proving themselves submolecularly disperse. Entirely 
analogous observations have been made on solutions of various 
salts such as aluminium sulphate, and on those of certain dyes, 
proteins, etc. No doubt careful investigation will demonstrate the 
wide-spread nature of this remarkable fact. It should be added 
that such a progressive decrease in the degree of dispersion by 
simply changing the quantitative relations of the dispersoid to the 
dispersion medium may be demonstrated by yet other than purely 
optical methods. Further details will be given in discussing the 
individual physico-chemical properties of the colloids especially 
in the chapter on their internal changes of state. Analogous 
phenomena are encountered in studying the properties of mo- 
lecularly and supermolecularly dispersed systems, being then de- 
scribed as "polymerizations, condensations," etc. 

We will call these systems, among which many colloid disper- 
soids appear, "concentration-variable systems." 

6. Temperature-variable Dispersoids. — ^Just as the degree of 
subdivision of a dispersoid may vary with changes in concentra- 
tion, it may also vary with changes in temperature. As far as we 
know now, raising the concentration of a dispersoid produces the 
same type of change as lowering its temperature. A disperse 
system therefore tends to become less disperse when the tem- 
perature is lowered. Such anomalous behavior in "true" solu- 
tions has generally been explained by saying that the substances 
"polymerize" or "condense."' An analogous behavior, resulting 
in diminutions of degree of dispersion, is found in even greater 
degree in colloid systems. Here we can only point out the fact; 
it is to be dealt with in detail in the chapters on internal changes 
in state, more particularly in that on gelation. 

Dispersoids showing this property are called " letnperaiure- 
variabte dispersoids." 

7. Complex Dispersoids.— There exists another class of com- 
plex systems which is interesting for both the theory and the 
practice of colloid-chemistry. It is characterized by the fact that 
each constituent 0/ such systems, both disperse phase and dispersion 

> For examples and literature see H. Schade, Koll.-Zeit3chr., 7, it (1910). 



db, Google 



GENERAL CONSTITUTION OF COLLOID SYSTEMS 37 

medium, is in itself a dispersoid. Evidently the degree of disper- 
sion in these individual dispersoids must always be higher than tha.t 
of the compound dispersoid. And in fact, the best-known ex- 
amples of such systems are those in which the individual disper- 
soids have a molecular degree of dispersion, while the compound 
dispersoid is colloid or molecular-disperse in character. 

The best examples of such "complex dispersoids" are found 
among the emulsions, that is among those systems in which 
both phases are liquid. Pretty instances are formed by the 
so-called critical mixtures of liquids and their analogues. As is 
well known, it is possible at suitable concentrations and at suitable 
temperatures to make a dispersoid of two liquids which have a 
limited molecular solubiUty in each other. As an example may 
be quoted the production of an emulsion of phenol in water. Since 
all liquids are mutually soluble to some extent at least, this type 
constitutes the bulk of the dispersion systems having a liquid- 
liquid composition. Such complex dispersoids are characterized 
by the fact that changes in the concentration or in the temperature of 
the macrodisperse system are accompanied by changes in the composi- 
tion of the microdispersoids. Thus when droplets of phenol are dis- 
persed in water, both phases contain phenol as well as water. If 
the concentration of the emulsion is changed through the addition 
of one of its components, for example water, the composition of 
both microdisperse phases is also changed. As more water 
is added the phenol phase becomes progressively richer in water 
until a limit is reached (until the phenol is saturated with water), 
etc. Variations in temperature produce analogous effects. 

Another peculiarity of these complex dispersoids which should 
be emphasized is that in addition to the fact that the composition 
of the individual phases changes with variations in concentration 
or temperature, their degree of dispersion does also, and apparently 
whenever a change is produced in the total concentration. Thus 
the droplets in mixtures of liquids of limited mutual solubility 
become progressively smaller as the mixtures approach the so- 
called critical concentration, and disappear altogether at the 
"critical point;" in other words, the droplets become molecular- 
disperse. But at constant temperature the critical concentra- 
tion is always less than the concentration of the fluids in a coarsely 
disperse state. Here again there exists exactly the same variation 
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in degree of dispersion with change in concentration that was 
previously described.' 

What was said above regarding simple dispersoids holds for the 
influence of temperature on composition and degree of dispersion 
in complex dispersoids also. The complex dispersoids are con- 
centration-variable and temperature-variable systems. 

Dispersoids with a liquid dispersion medium aad a solid 
disperse phase may also form complex systems, but up to the 
present time these have been studied but little. It is self-evident 
that a solid particle floating in a liquid may either take up part of 
it into itself, or attach a layer of it to itself. Such behavior may 
be observed macroscopically when solid gelatine is pulverized and 
thrown into cold water. Each particle then "swells," that is, it 
absorbs water, but if the temperature is low enough it does not 
lose entirely the properties of a solid. But the properties of a 
solid, such as constancy of form and elasticity, become less marked 
as the solid particles take up more water or as the temperature 
rises. This very important behavior, which therefore consists in 
an approximation of the previously solid state to that of a liquid, 
will be discussed in detail later (see page 44). 

Let it further be pointed out that complex dispersoids may be 
expected to appear more frequently in systems composed of two 
liquid phases than in those composed of a liquid and a solid phase. 
This depends upon the fact that a greater mutual molecular 
miscibility may be assumed to exist in the case of two liquids than 
in the case of a liquid and a solid phase, and second, upon the fact 
that the "solubility" of two liquids is mutual. Both phases 
will therefore be disperse in a liquid-liquid dispersoid. On the 
other hand, while we may be able to speak of the "solubility" of a 
solid phase in a liquid dispersion medium we shall only rarely be 
able to speak of the "solubility" of the dispersion medium io the 
solid disperse phase. 

It seems of interest to mention in this connection that many 
reasons have recently been found for assuming the existence of 
similar phenomena in molecular and ionic dispersoids. Such 
complexes are called "solvates," or if they occur in aqueous 

' It should be noted that concentration is always regarded as the quotient of the 

amounts of the -,- .---- ;. — . In the range attnf the critical point this fraction 

dispeisLon medium 
is reversed, in that the dispersion medium becomes the disperse phase and viee »trta. 
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solutions, "hydrates." In these compound disperse phases there 
also occur variations in composition with changes in concen- 
tration or in temperature entirely similar to those discussed 
above. 

8. Transitioii Phenomena. — The transition phenomena ob- 
served in passing from the members of one class of dispersoids to 
those of another having a different degree of dispersion are par- 
ticularly interesting. Our knowledge of the properties of dis- 
persoid systems is at present distributed in such a way that we 
may say we know a great deal about typical molecular dispersoids, 
somewhat less about typical colloids, and still less about typical 
coarse dispersions. But the atypical representatives of all three 
classes, that is, the transition forms between coarse dispersions 
and colloids on the one hand, and between colloids and molecu- 
lar dispersoids on the other, have been almost entirely neg- 
lected. There is an historical reason for this state of affairs. 
As is well known, the founder of colloid-chemistry, Thomas 
Graham, was so impressed by the differences between typical 
colloids and typical molecular dispersoids that he declared the 
two to represent "different worlds of matter." He endeavored 
in consequence to contrast them as much as possible. The ma- 
jority of his successors followed him in this, and only recently 
has the effort been made to cease discovering rare and sharp 
distinctions between colloids and molecular dispersoids. As a 
matter of fact no such sharp distinctions exist. But the realiza- 
tion of this fact was important in that it yielded a new point of 
view, on the basis of which it became possible to formulate the 
concept of the dispersoid, and with it to obtain a rational sys- 
tematization of these bodies' (see later). It must be empha- 
sized, however, that even today comparatively few investigations 
are carried out with the conscious purpose of studying these 
transition phenomena, more especially the changes which the 
individual physical and physico-chemical properties exhibit 
with progressive variations in the degree of dispersion. 

§7. General CoUoid-chenucal Nomenclature 

Dispersoids are called sols if they have the properties de- 
scribed in the foregoing paragraphs, if their degree of dispersion 
' See Wo. Ostwald, Koll.-Zeitschr. i, igi, 331 (1907). 
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lies between 6.10^ and 6.10', and the dbperse phase is uniformly 
distributed throughout the dispersion medium. This name origi- 
nated with Thomas Graham.^ When we speak of "a colloid" 
we neariy always mean one in this condition, in other words, 
one in the sol condition. There exists also what Graham first 
called the gel condition. A sol becomes a gel when its degree of 
dispersion is decreased in such a way that it passes beyond the 
lower limits characteristic of the colloids, in other words, when 
the system becomes microscopically heterogeneous, A usual, 
though not an absolutely necessary accompanying phenomenon of 
gel formation is a loss of the uniform distribution of the disperse 
phase in the dispersion medium. The sol "precipitates," "clots," 
"coagulates," "cements," etc. It is sometimes said that the sol 
"gelatinizes," but it is best to reserve this word for another process 
which can be distinguished from the ordinary "precipitation," 
"clotting," or "coagulation." 

The phenomena, opposed to "coagulation," in other words, 
those which result in an increase of the degree of dispersion and 
tend toward an approximately or absolutely uniform distribution 
of the disperse phase in the dispersion medium are summed up 
under the term "peptization." This term was also first suggested 
by Graham. All variations in the degree of dispersion and in the 
properties connected with it are designated by a term introduced 
by Wolfgang Fauli — "changes of state in colloid systems." When 
a change in the state of a colloid may be reversed by reversing 
the conditions which brought that change about, it is said to be 
"reversible." Thus when a colloid which has been precipitated 
by a salt goes back into solution on removal of the salt, the col- 
loid change is said to be "reversible." On the other hand, if 
this does not occur it is "irreversible." The reversibility of such 
a change of condition is not determined, in the main, by the 
nature of the colloid itself, but rather by the character of the 
conditions which produce the coagulation. Thus the precipitation 
of typical protein sols by neutral salts is reversible, but their pre- 
cipitation by heat is irreversible. We cannot therefore speak of 
reversible and irreversible colloids, as is still frequently done, but 
only of reversible and irreversible changes in state in the colloids. 
Another inappropriate word is "solid-sol," by which is really meant 
>Th.Gtahfira, Phil. Trans. Roy. Soc.(r86i);Liebif's Ann., lai, 1 (1861). 
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a. gel which will redissolve in the dispersion medium from which it 
has been precipitated or dried. 

According to the chemical name of the dispersion medium we 
also distinguish between hydrosols and hydrogels, alcosols (alcohol- 
sols) and alcogels, sulphosols (sulphuric acid sols) and sulphogels. 
If the dispersion medium is an organic liquid, the dispersoid is 
called an organosol, etc. The chemical name of the disperse phase 
is used as a prefix, thus: gold-hydrosol, silicic acid-alcogel, ice- 
xylosol, etc. 



RELATIONS BETWEEN THE PHYSICAL STATE AND THE 
GENERAL PROPERTIES OF COLLOID SYSTEMS 

§8. Classification of Dispersoids According to tiie State of Their 
I%ases 

I. The Physical State of the Disperse I^utse as a Princiide 

of Classification.—As soon as we attempt to carry out practically 
the classification of the dispersoids an the basis of their degree of 
dispersion we find that this principle does not always suffice. Two 
dispersoids, for example, may be identical in that the size of the 
particles of their disperse phases is the same, yet their other prop- 
erties may differ so widely that the similarity appears as a mere 
incident. This may be illustrated by the great difference be- 
tween a quartz or kaolin suspension in water and an emulsion 
of oil in water even when the average size of the particles in the 
two is the same. But for the colloids in particular such a classi- 
fication according to degree of dispersion seems to be entirely in- 
adequate. First, the extremes between which the degree of dis- 
persion may vary in colloids are not widely separated. According 
to the classification of Zsigmondy the degree of dispersion in col- 
loids can only vary between 6.10' and 6.10' while that of coarse 
dispersions and molecular and supermolecular dispersoids is 
limited on one side only. Second, different colloid solutions are 
known in which the particles are of the same size, but which in 
other points differ so markedly from each other that the simUatity 
in degree of dispersion seems merely accidental or unimportant. 
What we need therefore is an additional principle of classification 
which is not based upon the size of the particles. Such an one 
lies close at hand. 

Since colloid systems are heterogeneous or polyphasic — a 
fact discussed in detail in the preceding chapter — we may use 
the physical character (the physical state) of the phases composing 
the systems as a basis for classification. We may classify disper- 
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soids according to the character of their phases quite as justly 
as according to the number or the degree of dispersion of their 
phases. Theoretically, such a classification would be as valuable 
as the other two. But when we consider that an entire series 
of properties changes, whenever the physical character of a phase 
changes, a classification based on this character is evidently 
a more natural one than that based upon any arbitrarily chosen 
single property. The succeeding paragraphs will show that a 
classification of dispersoid systems, more particularly of colloid 
systems, according to the physical state of their disperse phases is 
at least as important as their classification on the basis of their 
degree of dispersion. 

2. Classification of the Dispersoids According to the Physical 
State of Their Phases. — The most important dispersoids that 
need to be considered are diphasic. By joining the three physical 
states of matter in pairs we obtain the following possibilities: 

1. Solid + Solid. 4. Liquid + Solid. 7. Gas + Solid. 

2. Solid + Liquid. 5. Liquid + Liquid. 8. Gas + Liquid. 

3. Solid + Gas. 6. Liquid + Gas. 9, (Gas + Gas.) 

No example exists of a dispersoid having the composition 
Gas + Gas, for gases are freely and completely miscible with each 
other in all proportions. Examples of the other classes are: 

1. Solid + Solid. — Intercalations of foreign particles in many 
minerals (microliths, etc.), carbon particles in iron, of coloring 
matter in mineral salts and precious stones; "solid" colloid solu- 
tions, mixed crystals, solid solutions. 

2. Solid + Liquid. — Liquid intercalations in many minerals, 
water of occlusion, inclusion and crystallization. 

3. Solid + Gas. — Gaseous inclusions in many minerals {meer- 
schaum, pumice stone, lava, tufa), solutions of gases in solids 
{hydrogen in iron, etc.). 

7, Gas + Solid. — Smoke, for example tobacco smoke; con- 
densing metallic vapors (F. Ehrenhaft); cooling vapors of am- 
monium chloride; cosmic dust, etc. 

8. Gas + Liquid.^The fog formed at the liquefaction point of 
gases or in the condensation of steam; atmospheric fog, clouds, 
Tyndall's photochemically produced liquid fog, etc. 

All these will be discussed in detail later. 
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The classes of dispersoids mentioned under 4, 5, and 6 are by 
far the most important and deserve special attention in colloid 
chemistry. The dispersion medium is liquid in all three cases, the 
disperse phase is solid in the first instance, Uquid in the second, and 
gaseous in the third. The most familiar examples of these three 
classes of dispersoids are the coarse dispersions known as suspen- 
sions, emulsions, SloA foams. 

§9. Transition Phenomena. Complez Dispersoids 

I. General Considerations. Influence of Temperature and 
Degree of Dispersion. — As soon as we study the problem closely, 
it becomes evident that transitions are encountered in this scheme 
of classification also. This is more particularly true in passing 
from the solid to the liquid state, a. transition which is produced 
more frequently and more easily, as is well known, than the transi- 
tion from liquid to gas. Thus one and the same dispersoid may 
be an emulsion or a suspension, depending upon the temperature. 
At ordinary temperatures a few drops of an alcohoUc mastic 
solution or of an alcohohc solution of rosin form a suspension when 
poured into an excess of water, but if the system be heated to the 
melting point of the resins a mixture of two liquid phases or an 
emulsion results. Between these two temperatures all possible 
transitions between solid and liquid may appear. In the last 
analysis the difi&culty of drawing a sharp line between suspensions 
and emulsions is identical with the more general one of formulating 
a precise definition of the solid as contrasted with the liquid state 
of matter. Since the discovery of liquid crystals and crystalline 
liquids the only criterion we seem to have left to characterize the 
solid state is its enormous internal friction. 

When we deal with droplets of microscopic size, their liquid 
character [that is to say, the presence of free (positive) surface 
energy in them] can be demonstrated rather easily by deformation 
experiments. But it is much harder to ascertain the physical 
state of a disperse phase when higher dispersion values come into 
play. As E. Hatschek' has shown particularly well, the amount 
of energy necessary to produce the deformation of a liquid droplet 
increases very rapidly with increase in degree of dispersion. 

' E. Uatschek, Koll.-Zeitschr., 7, 81 (ipto). 
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While its own weight suffices to squeeze a macroscopic oil globule 
through a glass tube half its own diameter a pressure of 4.5 atmos- 
pheres is necessary under analogous experimental conditions 
if the oil droplet is 0.2^ in diameter. Such a drop is still visible 
under the microscope. The explanation for this Hes in the great 
increase in the surface energy of a given volume with its progressive 
subdivision. (For details see later.) The greater the degree of 
subdivision of a liquid disperse phase, the more does it approximate 
a solid in its mechanical behavior. 

P. P. von Weimarn,' starting with other, mainly moleculo- 
kinetic, conceptions, has reached a conclusion the converse of this. 
The properties of solid disperse particles approach those of a 
liquid as their degree of dispersion increases. We may say, 
therefore, that differences between liquid and solid disperse phases 
become progressively less marked as the degree of dispersion increases. 
In entire agreement with this conclusion is the fact that the 
importance of the original physical state disappears entirely 
when the phases become molecular-disperse. Thus all solutions 
of acetic acid are the same whether they are prepared from the 
vapor or from the liquid or solid forms of acetic acid.' 

2. Influence of Concentration upon State in Comjdez Dis- 
persoids. — Further analysis shows that in addition to tempera- 
ture and degree of dispersion the concentration, that is to say the 
quantitative relation of the components of a dispersoid to each 
other, may have an important influence upon its state. Two 
possibilities may be distinguished: 

I. The state of the dispersoid as a whole may vary with the 
concentration. 

3. The state of the individual phases of the system may vary 
with the concentration. 

We seem at first sight to deal here with rare and complex 
phenomena, but while it is true that only suggestions of them 
are found among the best-known dispersoids, namely the molec- 

' p. p. von Weimara, Koll.-Zeitschr., 6, 31 (iQio); 7, 155 (igio). 

' It 13 therefore impossible and so purposeless to try to distinguish molecularly dis- 
perse systems (solutoids) irom each other on the basis of the "solid" or "fluid" 
nature of the disperse phase as P. P. von Weimam (I.e.) profwses. But this state- 
meat ia not to be construed as meaning that the processes of formaCioii or of solution 
ate identical in the two cases. The heats of solution are certainly different. Since in 
a classification of disperse systems we only classify the like results of very different 
physical and chemical processes, the advantage of utilizing these differences in modes 
of preparation for purposes of classification is not evident. 
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ularly and coarsely disperse, they play an important part in 
certain colloids. Let us first consider the behavior of the simpler 
dispersoids of this type when their concentration is varied. 

(a) The state of a raolecular -disperse solution is determined by 
the state of the solvent. The reason for this is that the original 
state of the dissolved substance has lost its importance when a 
molecular-disperse phase results, as already explained above. In 
the case of those atypical solutions which are more or less solid, 
there are good reasons for supposing that in them the disperse 
phase has not remained in a molecular state of subdivision, but 
has been polymerized, associated or condensed into submolecular 
and then into colloid particles, as discussed above. Thus soap 
solutions are molecular-disperse and liquid in low concentrations, 
but are colloid and solid in higher concentrations. If the con- 
centration is varied while the molecular degree of dispersion is 
maintained a separation of the disperse phase in liquid or solid 
form generally occurs, in other words saturation is attained. 

(b) The state of a coarsely disperse system depends in an 
interesting way uj>on concentration. In certain extremes of 
concentration, bodies having a liquid dispersion medium and a 
gaseous, liquid, or solid disperse phase may assume some of the 
properties of solids, such as constancy of form and elasticity. 
Solid powders mixed with a little water illustrate this. Sand 
with a definite but by no means immeasurably small water 
content may be cut into slices. Emulsions of mineral oil in soap, 
or of water in mineral soaps form stiff pastes in certain concen- 
trations;' if the concentrations are slightly changed a coarse 
mixture of liquids is again formed which may be poured from 
one vessel to another. As is well known, foams prepared with 
small 'quantities of a liquid dispersion medium may have a 
definite shape and exhibit considerable solidity. Thus, a slice of 
pasteboard weighing two grams will not sink into a well-whipped 
saponin foam. 

It is characteristic of all these systems that they contain a 
great excess of the disperse phase, though even here an optimum 
concentration exists beyond which the system again loses its solid 
state.* In these "highly concentrated dispersoids" the dispersion 
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medium surrounds the dbperse phase with a "liquid film" which 
deprives the disperse particles of thetr mobility, and so imposes 
upon them the properties of a sohd. 

(c) Particularly interesting and important phenomena appear 
among the complex dispersoids. The more important character- 
istics of these bodies, such as variations in concentration in the 
individual dispersoids with temperature and total concentration, 
and variations in the degree of dispersion with the same factors, 
were mentioned above. In considering the influence of concen- 
tration on the state of complex dispersoids we have therefore 
to deal with an exceptionally large number of factors which may 
all act in the same general direction but some of which may also 
counteract others. 



(a) Influence of Concentration upon the State of the Dis- 
persoid as a Whole. — In Liquid + Liquid systems the same in- 
fluence of concentration described above for simple, coarsely 
disperse suspensions may exhibit itself, and a body having the 
properties of a solid may result. Here also a sudden "setting" 
may take place in certain limited regions of concentration. But 
to this there must be added the influence of the total concentra- 
tion not alone upon the concentration of the individual dispersoids, 
and consequently upon their physical properties, but also upon the 
degree of dispersion of the system as a whole, and thus upon its 
state. If we try to imagine what must be the effect of these in- 
dividual factors upon the behavior of such complex dispersoids 
we can only suspect that the changes in state of the system as a 
whole with changes in concentration or temperature must be 
smoother in the case of the complex dispersoids than in the case 
of the simple ones. For, generally speaking, it is probable that 
the consequences of any change will manifest themselves less 
clearly when a great number of factors working partly in the 
same, partly in opposite directions, are affected by it than when 
only one or a relatively small number of such determining factors 
are affected. This is particularly true of systems that occupy an 
intermediate position among the dispersoids, in other words of the 
colloids. It follows from the principle of continuity which justly 
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plays a great rdle in all science that coUoid systems having the 
composition Liquid + Liquid must occupy an intermediate posi- 
tion between coarse dispersions and molecular dispersoids in this 
respect also. 

(b) Influence of Ctmcentration on the State of the Disperse 
Phase. — Exceptionally complicated and interesting relationships 
become apparent when we take into consideration the fact that in 
complex systems the state of aggregation of one of the individual 
dispersoids, the disperse phase for example, may be changed in 
the same way as that of the compound dispersoid by a change in 
concentration. For there is no reason for excluding the possi- 
bility that a floating droplet having the composition Liquid + 
Liquid may "set" in certain concentrations and at certain tem- 
peratures as does the dispersoid as a whole at other concentrations, 
perhaps. Just as soap, water, and paraffin oil may form a body 
having the properties of a solid under certain conditions, so a 
disperse particle having a simUar composition may suddenly 
stiffen even though the dispersion medium itself may still be liquid. 
A great variety of possibilities exists here which we shall encounter 
again later. 



(a) Influence of Concentration on the State of the Dispersoid 

as a Whde. — It is easDy seen that when a complex system has 
the composition Liquid + Solid (a suspension of swollen gelatine 
particles, for example) it may assume the properties of a solid as 
its concentration rises. There need only be enough particles in 
a given volume of liquid so that in the process of swelling they 
interfere with each other's movement in order to get a stiff jelly. 
Figuratively speaking, the particles at higher concentrations 
struggle with each other for the dispersion medium, and as the 
amount of liquid at their disposal decreases the particles adhere 
more and more firmly to each other. This may be observed ex- 
perimentally if the liquid dispersion medium is gradually removed 
by evaporation. In this way a typical solid is finally obtained.' 
Conversely, such a complex system will tend to approach a normal 
liquid in character as the number of suspended particles con- 

'The crystalline structure of solid bodies is disregarded here. 
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tained in the unit volume is lessened. If the dispersion medium 
is also heterogeneous, that portion of it which is made up of the 
disperse phase must also increase when the total concentration 
is increased so that the augmented viscosity resulting from 
this will further aid in giving the dispersoid as a whole a solid 
consistency 

(b) Influence of Concentration on the State of the Disperse 
Phase. — The state of the solid disperse phase more nearly ap- 
proaches that of a liquid the greater the amount of dispersion 
medium it has absorbed, 

To sum up we may say that a great variety of relations exists 
between the state of the individual phases composing the dis- 
persoid and its general properties. Of greatest significance is 
the fact that a system having the properties of a solid may be formed 
from a disperse mixture of non-soUd phases. Other disperse 
systems having the composition Gas + Solid or Gas -f- Liquid 
may assume the properties of liquids. Thus smoke or fog some- 
times exhibit phenomena of (positive) surface tension ("rings" 
of smoke); and at least most of the hydrostatic properties of 
liquids may be easily demonstrated in extremely concentrated 
systems of this composition, as in not too fine, dry sand. 



§10. Colloid Systems as Suspensoids and Emnlsoids 



I. General Considerations. — Once we accept the physical 
heterogeneity of colloid systems we are compelled to consider the 
state of their phases. The dispersoids that must first be dealt 
with are those which have a liquid dispersion medium. Special 
attention must therefore be paid to the part played by the state of 
the disperse phase. 

In considering the three types of systems which belong to this 
group we may disregard the class Liquid + Gas, for these (foams 
composed of extremely small bubbles) are not tir-pical representa- 
tives of the colloids. This should not be taken to mean that such 
systems are unknown or are incapable of existing. The turbidity 
which appears in liquids about the critical vaporization point is 
probably dependent upon the formation of a great number of gas 
bubbles in a high degree of dispersion. A detailed compari- 



so GENERAL COLLOID-CHEMISTBY 

son of the properties of these systems with those of others has 
not been made as yet, although their optical behavior, the effect 
of the walls of the vessels containing them, etc., demonstrate 
the close relationship of these to the dispersoids. A detailed 
theoretical and practical study of the whole problem, more 
especially of the critical cloudiness of liquid mixtures, would yield 
fruitful results, for great similarities have already been shown 
to exist between these systems and certain colloids (see later). 

We have therefore to concern ourselves only with colloid 
solutions having the composition Liquid + Solid and Liquid + 
Liquid. According to our classidcation we may expect to en- 
counter too classes of colloids, and our problem narrows itself 
down to the relations existing between suspensions and emulsions 
on the one hand and colloid .solutions on the other. On a priori 
grounds it would seem possible that the coarse dispersions men- 
tioned might yield two types of colloid solutions when the degree 
of dispersion is properly increased. The question as to what 
properties such systems exhibit is worth our attention. 

2. The Empirical Establishment of Two Classes of Colloids. — 
The existence of two classes of colloids differing markedly from 
each other has recently become apparent on purely empirical 
grounds and entirely independently of any theoretical considera- 
tions. Protein and gelatine solutions represent one extreme, 
Zsigmondy's aqueous gold dispersoids the other of these two types 
of colloid solutions. Different names are employd in the literature 
for these two sets of colloids, different investigators having made 
use of different properties for their characterization. V, Henri' 
calls them "stabile" and "instabile" colloids, A. A. Noyes,* "col- 
loidal solutions" and "'colloidal suspensions," J. Perrin,* "hydro- 
philic" and "hydrophobic" colloids, and also "hydrosoles stables 
et colloides hydrophiles." After Wolfgang Ostwald* pointed out 
that the latter names are too narrow since the character of the 
dispersion medium may vary, H. Frcundlich' and W. Neumann 
suggested the more comprehensive terms "lyophilic" and'Myopho- 
bic" colloids. All these terms arc either based upon the existence 

' V. Henri, Zeitschr. f. physik. Ch., 51, 39 (1905). 

• A, .\. Noyes, Journ. Amtt. Chem. Soo., 17, 85 (1905). 
'J. Perrin, J. Chim. Phys., 3, 50 (igos). 

•Wo. (Htwald, ZKoll.-eitschr., i, 291, 331 .(1907). 

* H. Freundlich and \V. N'cumann, Kol I. -Zeitschr., 3, So (190S). 
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of some striking individual difference between the two groups or 
else are expressive of particular theoretical conceptions. Noyes 
has analyzed the two classes of colloids from a broad experi- 
mental point of view. He characterizes one type as "viscous, 
gelatinizing, colloidal mixtures not (easily) coagulated by salts," the 
other as " non-viscous, non-gelatinizing, but easily coagulable 
mixtures." A possible addition to Noyes' happy empirical descrip- 
tion is that the former usually have a lower surface tension than 
their pure dispersion medium, while in the latter the tension is 
practically unchanged. Further, electrical factors usually play a 
more important r61e in the latter than in the former. This is 
evidenced, for example, by the great precipitating power which 
polyvalent ions have upon the non-viscous colloids. 

Examples of the "non-viscous, etc.," colloids are the metallic 
sols, sulphide sols, many dyes (congo-red for instance), iron hy- 
droxide in dilute solution, etc. The best illustrations of the other 
class are: the proteins and related substances, gelatine, agar, 
cholesterol, silicic acid, " meta "-phosphoric acid, stannic acid, 
meta-hydroxides in concentrated solution, so-called gelatinous 
salts (sulphates, phosphates, carbonates, etc.), dye-stuffs like 
night-blue, etc. 

The question now arises whether these two classes of colloid 
solutions do actually represent dispersoids having the composition 
Liquid -f- Solid and Liquid -\- Liquid. 

3. The Theoretical Characterizatioii of the Two Classes .of 
Colloids. — Even the theoretical conceptions which led to the use 
of the expressions "lyophilic" and "lyophobic" imply the exist- 
ence of a close relationship between the properties denoted by 
these names and the state of the disperse phase. This is par- 
ticularly true of the "lyophilic" colloids which we characterize as 
systems having the composition Liquid -f- Liquid, for when we 
say that the disperse phase is here composed of "exceedingly swol- 
len particles" or of "particles united to a great number of liquid 
molecules," we imply that its state is liquid. Statements like 
this of J. Perrin;' "Un granule d'hydrosol stable contiendrait une 
tres forte proportion d'eau, 90 percent par exemple" can hardly 
be interpreted differently. Yet while such statements may be 
regarded as approaching a characterization of the two classes of 

' J. Perrin, J. Chim. Phys., 3, 84 and 87 (1905). 
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dispersoids on the basis of the state of their disperse phases, a 
detailed analysis of these two classes based on experimental study 
has been attempted only recently. This is particularly true of the 
"lyophilic" colloids. The colloids described as "lyophobic," 
"unstable," etc., were characterized as dispersoids having the 
composition Liquid + Solid early in the history of colloid-chemical 
investigation as an almost self-evident conclusion to be drawn 
from a consideration of their properties. The similarities between 
colloid metals, for example, and coarse dispersions having the 
composition Liquid + Solid are so great and the relations between 
them so intimate and striking that even before the formulation 
of the concept of " colloidality,"* B. J. Richter,* M. Faraday,* 
and J. Berzelius* thought of the former as suspensions of particles 
of the same character as "reguline" metals. B. J. Richter showed 
as far back as 1803 that gold in its well-known "aqueous solu- 
tions" does not exist here in some unknown molecular condition, 
but in a finely divided melallic (soUd) state. This conclusion was 
afterwards confirmed by Faraday and Zsigmondy, and extended 
to other colloids of this group by other investigators. 

We might now try to correlate these two empirically estab- 
lished types of colloid systems with the dispersoids having the 
composition Liquid + Sohd and Liquid + Liquid by detaiUng the 
similarities between the two sets of systems. But such a com- 
parison would presuppose knowledge of a great number of the 
special properties of colloid systems which only the succeeding 
portions of this book will bring. The results of comparison would 
not b.e convincing, for the facts to be employed could only be 
pointed out here in brief. We shall therefore /(W the present only 
assumt that the two types of colloid systems under discussion 
difiFer from each other in the matter of the state of their disperse 
phases and in the properties which result from this fundamental 

■ Wo. Ostwald, KoU.-Zeitscher., I, »9i, 3311(1907). The sUtemeot of A. MUller, 
[AUg. Chemie d. Koll., 147, i36, Leipzig (1907)], that G. Quincke [Ann. d. PhysUc. 
(4) 9> 7Q7i i<309, etc. (1907)] first dassiSed colloids according to the type of the d' 



perae phase is not correct. The statements of Quincke which no doubt led to this 
historical error, do not refer to colloid systems but to coarsely dispersed ones, 
Quincke holds all colloid solutions (including those of arsenious trisulphide) t ' 

mixtures of two fluid phases {l.c., 1009, 1034, etc.). See in thif '- 

Bredig [Ann. d. Physik,, i, 11, 121 (1903)]. 

' B. J. Richter, see Wilh. Ostwald, Koll-Zeitschr,, 4, 5 (1909). 

■M. Faraday, Philos. Mag. (4) 14, 401, 51J (1859). 

* J. Berzdius, Lehrb. d, Chemie, j Aufl., a, 144 (1823). 
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difference. We shall of course not disregard the necessity of 
proving this assumption later.' 

4. The Frequency of Occurrence of Complex Emulsoids.— 
Let us anticipate a particularly important generalization which 
follows from characterizing the "lyophilic" colloids as systems 
having the composition Liquid + Liquid. The behavior of such 
colloids demonstrates clearly the Hquid character of the disperse 
phase in them and emphasizes, first, that the "lyophilic" colloids 
are complex dispersoids. that is to say, their individual phases are 
in themselves dispersoids of a higher degree of dispersion, and, 
second, that the composition of these individual dispersoids as 
well as their degree of dispersion varies greatly with concentration, 
temperature, etc. Further, in consequence of the complex char- 
acter of these systems the slate 0/ the disperse phase may pass pro- 
gressively from liquid through semisolid to solid. The possibilities 
of variation in the state of a complex dispersoid with degree of 
dispersion, temperature, concentration, etc., as discussed on p. 45, 
appear verj- clearly in these colloids and undoubtedly constitute 
one of the chief reasons why their behavior is so much more 
varied than that of colloids having the composition Liquid + 
Solid.' The value of this conception will also show itself in dis- 
cussing the individual phenomena characteristic of these systems, 
when it will become evident that the different theoretical views 
held regarding the properties of these two classes of colloids may 
not only be correlated but be simplified and explained if the differ- 
ences in the types of the disperse phases and the consequences 
thereof are kept in mind. 

' An exact class) jkation and description of both classes of colloids according to the 
tvpe of the phases was indicated in the first German edition of this book. Since 
then I have found only further and very excellent support for this view. I hope 
in the Dear future to publish a monograph on the physical theory of colloids of the 
composition Liquid + Liquid (see the following footnote). 

' Even in the liral German edilion of this book (pp. in, 318, 356, 374, elc.) I 
emphasized that lyophilic colloids are not "only" systems of the composition 
Liquid + Liquid, but also dispersoids of a "higher order," or, in the woras used 
above, complex dispersoids. This has not been taken into account by those writei» 
who have objected to my characterizations by painting out that colloid mercury 
which consists of two fluid phases has no lyophilic properties. They have errone- 
ously ascribed Co me the view that all Liquid + Liquid systems have such properties, 
while actually I merely held the narrower opinion that lyophilic colloids belong to 
these systems. But it maybe pointed out again that for thereasoosgivenonp. 47, 
complex systems may be expected in systems of the type Liquid + Liquid with 
greater certainty than in those of the type Litjuid + Sob'd. A complex composition 
IS therefore more general and commoner in a Liquid + Liquid dispieisoid. If coUoidft 
of the composition Liquid + Liquid were unknown it would be necessary to seek 
them and they would no doubt be easily found. 
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5. Relation of These Two Colloid Classes to Molecular Dis- 
persoids. — Many investigators have pointed out that greater 
similarities exist between "lyophilic" colloids and typical mo- 
lecular dispersoids than between the latter and colloids of the 
type Liquid + Solid. Without going into details which must be 
reserved for later, we may emphasize that such relations may be 
expected on the mere basis of our characterization of the "lyo- 
philic" coUoids as Liquid + Liquid systems. Physical chemists 
have recently become increasingly certain that the highly disperse 
phases of molecular and supermolccular solutions must be con- 
ceived of as combined with a number, sometimes ai very consid- 
erable number (loo and more), of the molecules of the solvent 
as solvates. Even though, as emphasized before, we cannot speak 
of the state of aggregation of a molecule, such a union of solvent 
with molecule cannot be conceived of physically other than as 
a highly disperse liquid. As a matter of fact, recent workers on 
the theory of solution speak of "droplets."' This widespread im- 
pression of the existence of a closer relationship between "true 
solutions" and "lyophilic" colloids than between the former and 
"lyophobic" systems therefore corresponds with the conceptions 
above presented. 

6. Su^ensoids and Emulsoids. — In view of the relations exist- 
ing between these two classes of colloids and the corresponding 
coarse dispersions it seems expedient to give the former special 
names. R. Hober^ introduced the name suspension colloids 
for the colloids of the type Liquid + Solid. An analogous term 
for the second class would be: emulsion colloids. The abbrevia- 
tions suspensoids and emulsoids have been suggested by P. P. 
von Wcimarn.' These will be employed in the succeeding pages 
of this book. If one wishes to characterize a colloid in greater 
detail one may speak of " polysuspensoids " (systems composed 
of solid phases having different degrees of dispersion), of "com- 
plex emulsoids," etc. No objection can, of course, be raised 
against expressions like "lyophilic emulsoids." Only it should be 
remembered that the terms "suspensoids" and "emulsoids" in 
contradistinction to "lyophilic" and "lyophobic colloids" have 

' See K. Drucker. Zeilschr. f. physik. Chem., 67, 634 (1909). 
« R. HSber. Phpik. Chem. d, Zellc, 2 AqH., ioS. Leipzig, 1906. 
• P. P. Von Weimarn, Koll.-Zeitschr., 3, 26 (1908). 
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the advantage of expressing more definite and hence more fruitful 
views regarding the properties of the dispersoids. A view which 
connects the state of the disperse phase with the general conception 
of the dispersoid seems incomparably more concrete, more useful, 
experimentally, and more suggestive than, for example, the 
conception of "lyophilia." 

§11. Tnuisition Phentunena between Suspensoids and Emulsoids 

As already mentioned, it is possible for a phase to pass 
smoothly from a solid to a liquid state and vice versa. Often such 
progressive changes may occur during the process of coagulation 
in one and the same system, as in a complex dispersoid. Thus 
an originally liquid disperse phase may be precipitated in an 
almost solid condition by appropriate means of coagulation. Such . 
a transition from emulsoid to suspense id demonstrates par- 
ticularly well the properties which result from a change in the 
state of the disperse phase. According to J. Friedlander, ' for ex- 
ample, two kinds of systems may be prepared from alcohol, rosin 
and water, both of which are turbid, thus proving them disperse 
heterogeneous systems. The first of these is made by pouring a 
few drops of an alcoholic solution of rosin into an excess of water 
when the rosin, which is practically insoluble in water, separates 
out as a solid disperse phase while the alcohol, in greater part at 
least, is dissolved in the water. The second is made by adding 
a few drops of water to a concentrated alcoholic solution of rosin. 
In this case the first drops of water probably dissolve in the rosin- 
alcohol, but further amounts can dissolve only in the alcohol 
or, perhaps, succeed in withdrawing this from the solution so 
that small droplets of water-alcohol (Uquid) appear in the liquid, 
alcoholic solution of rosin and make it turbid. A disperse hetero- 
geneous system with a solid disperse phase as well as one with a 
liquid disperse phase may therefore be prepared from the same 
three components by appropriate changes in their concentration. 
Friedlander found the behavior of the two systems to be entirely 
different. "Such a turbid mixture (a concentrated' alcoholic 
solution of rosin to which a little water has been added) behaves 
very differently from the ordinary rosin suspension in that it is 
'J. Friedlander, Zeitschr. f. physik. Chem., 38, 430 (1901). 
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ized by the fact that when their viscosity is sufficiently great 
their optical, elastic, dielectric, etc., properties are dependent 
upon the arrangement of their molecules in space. Besidesthe 
vectorial nature of these and other properties of such sj-stems. 
which we usually designate as crystalline, these systems assume a 
definite external shape when their internal friction is sufficiently 
great. In the most characteristic cases this external shape is 
made up of a series of plane surfaces. A detailed discussion of 
the distribullon of the crystalline state in nature, or of the question 
of whether so-called amorphous solids are only under- cooled 
liquids' is out of place here. Let it be noted, however, that some 
investigators like M. L. Frankenheim- and P. P. von Weimarn 
are so convinced of the wide distribution of crystallinity or vec- 
toriality that they have declared the crystalline state "the orjy 
internal state of matter." P. P. von Weimarn, especially, beheves 
that the crystalline (vectorial) state is characteristic of all solid, 
liquid and even gaseous substances, and that generally speaking 
no amorphous substances exist in nature.' But evidently there 
has been confused here the possibility of demonstrating crjstalline 
(vectorial) properties in all manner of substances in every state 
with the actual existence of vectoriality in these as postulated by 
P. P. von Weimarn. While all gases may be transformed into 
liquids and most of these into crystalline solids, only a relatively 
small number of liquids (and of these only certain ones which 
exhibit special chemical properties such as "molecular chain 
formation," etc.) are possessed of experimentally demonstrable 
crystalline properties when in the liquid state; and up to the pres- 
ent time no evidence at all is at hand to indicate the existence of a 
crystalline structure in gases. From this it follows that the "in- 
tensity of the vectorial chaining together of the molecules" 
(P. P. von Weimarn) is so slight in all gaseous and most liquid sys- 
tems that it is of no importance. The assumption of vectoriality 
in these systems is in consequence superfluous, for it leads to no 
fruitful deductions. 

It must further be emphasized that the concept of crystal- 
discussion with leferences to the litera- 
discussions in KDU.-Z«itschr., 3, and 



' See especially the recent 
ture by C. Ooelter, KoU-Zeil»chr., 7, 

' P. P. Von Weimarn. See his n 
■ubsequenl volumes, especially 6, 33 (1 . . 

* The earlier literature is extensively discussed and 
O. Lehtnann, Molekularphysik, I, 716, Leipzig, 1888. 
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Unity or vectoriality is as ambiguous a one as is that of hetero- 
geneity (see the next paragraph). For a system may be vectorial 
or crystalUne in certain of its properties while it is isotropic in 
others. All solid crystals, for example, are vectorial in shape, 
but crystalline liquids have, generally speaking, only an optical 
vectoriality. On the other hand, all solid crystals of the regular 
system, for instance, are not vectorial in their refractive indices. 
Other types of crystals exhibit different degrees of optical vectori- 
ality. A characterization of systems according to their vectoriality 
is therefore somewhat arbitrary, since it b always necessary to state 
which of the properties are vectorial. The failure of investigators 
to consider that different kinds of crystalline systems and different 
kinds and degrees of vectoriality must be distinguished according 
to the kind and the number of the properties of the vectorial state 
has undoubtedly contributed its share toward confusing the 
problem of the relations between crystalline and amorphous, 
solid and liquid states of substances. 

2. Direct Proof of Crystallinity in Colloids. — The most fre- 
quently applied and simplest practical method of recognizing 
crystalline properties is the optical. As indicated in their def- 
inition, it must be impossible to prove by any direct methods 
such as the microscopic, that colloids possess a crystalline struc- 
ture. Ultramicroscopic methods in place of microscopic can only 
be of hmited use, for they give no direct "image" of the object. 
A whole series of optical facts have, nevertheless, been accumulated 
in favor of a crystalline constitution of the disperse phase of me- 
tallic sols. These will be discussed in detail when we consider the 
optical properties of colloid systems. Upon such and similar 
grounds, investigators like R. Zsigmondy, H. Siedentopf, A. 
Cotton and H. Mouton have been led to believe in the possibility 
if not in the probability of the crystalline nature of metallic sols 
at least. 

3. Indirect Proof for the Crystallinity of Colloid Phases. — The 
Crystallinity Theory of P. P. von Weimarn. — Since we have no 
direct evidence besides the ultramicroscopic upon which to base 
conclusions regarding the vectorial state of colloid disperse phases 
we are compelled to resort to indirect means based upon theoretical 
considerations and extrapolations. Most of these conclusions 
are based upon the assumption that particles retain their crystal' 
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Unity even when their size is progressively changed. Such con- 
clusions were drawn early in the history of colloid -chemistry; and 
if the "reguline" state of a metal may be considered as crystalline 
or cryptocrystalline, B. J. Richter (1862} may be regarded as the 
first to have urged the view that suspensoid phases have a crystal- 
line constitution. By far the most convincing evidence in favor 
of the view that the disperse phase retains its crystalline state, 
especially in suspensoids as compared with coarse suspensions 
(which may be demonstrated to be crystalline by direct micro- 
scopic means) has been given by P. P. von Weimarn (I.e.). The 
following seem the more important of the numerous reasons he has 
advanced in favor of this view. 

(a) Von Weimarn studied the reactions of formation of a 
great number of inorganic substances (salts, elements, etc.), direct- 
ing special attention to the influence of the concentrations of the 
reacting media. It was found that the shape and the degree of 
dispersion of the product of the reaction varied greatly and con- 
tinuously with the concentration. Through experiments on 
more than two hundred substances he was able to show that in 
medium concentrations^ of the reacting substances definite crystals are 
farmed which attain a maximum size at a definite concentration; at 
concentrations above and below this the crystals become progressively 
smaller until in extreme concentrations they pass beyond the dimen- 
sions of ultramicroscopic visibility. The systems formed in low con- 
centrations are nothing else than suspensoids identical with those 
often obtained even before the systematic investigations of P. P. 
von Weimarn by allowing substances to react with each other 
in dilute solutions. On the other hand, the systems produced in 
the highest concentrations correspond with the bodies usually 
described as "jellies" or "glasses." P.P. von Weimarn imagines 
these, too,' to have the composition Liquid -|- Solid. The conti- 
nuity with which the size of the crystals decreases with increasing 
dilution speaks in favor of the view that ultramicroscopic and 
amicroscopic particles may have a crystalline structure. 

(b) Another point in favor of the crystalline constitution of 

' It should be noted that we are dealing with so-called relative concentrations, in 
other words, with amounts of dissolved substances calculated in terms of their maxi- 
mum solubility. In the case of easily soluble materials the concentration ranges 
therefore correspond with larj^e ranRes of absolute molar or percentage concentra- 
tions. On the other hand, with slightly soluble materials, the whole series □[ differ- 
ent precipitates is included in a small absolute range of ci 
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suspensoid phases is their power of starting crystallizatioQ m 
supersaturated molecular-disperse solutions of themselves. Gener- 
ally speaking, only such solids have this power which are them- 
selves crystalline. Yet as von Weimarn himseU found, highly 
disperse sols lose this power when their degree of dispersion is 
sufficiently increased. It is fair to attribute this to the law that 
the solubility of a substance is dependent upon its specific surface, 
that is to say, rises greatly with extreme subdivision (see p. 74). 
Highly dispersed particles would therefore not initiate crystalliza- 
tion in supersaturated molecular-disperse solutions, because the 
latter are still unsaturated with regard to them. Wilhelm Ost- 
wald's finding' that small quantities of salol, made highly disperse 
by trituration with an indifferent substance, are unable to effect 
the crystallization of superfused salol, even though the salol is stiU 
demonstrable analytically, may also be thus interpreted, 

(c) That the particles of sols may coalesce to form micro- 
crystalline bodies and even definite crystals after long standing is 
another fact in favor of the crystallinity of suspensoid phases. 
Thus P. P. von Weimarn* found silver crystals to form in a silver 
hydrosol after this stood a white. The ultramicroscopic observa- 
tions of M, Traube-Mengarini, ' of J. Amann* and of L. Pelet 
and A. Wild* who noted the direct formation of crystalline bodies 
by a simple coalescence of ultramicroscopic particles in colloid 
lead (lead oxyhydrate), colloid iodine and colloid dyes are even 
more convincing evidence of the possibility of a "direct colloid 
crystallization," that is, a direct fusion of ultramicroscopic par- 
ticles to form definite crystals. One is inclined to believe that only 
vectorial particles can have the power of growing into definite 
crystals, just as one believes that only such may produce crystalli- 
zation in supersaturated solutions. Yet we must point out even 
here that the crystalline character of these "crystalline elements" 
has been disputed by a whole series of investigators (see below). 

From these and other facts we may conclude that most sus- 
pensoids, that is dispersoids having a degree of dispersion of 6.10* 
to 6.10' are possessed of a crystalline disperse phase. But serious 

1 Wilh. Ostwald. Z. f. physik. Chem., a, 289 (189;). 

■ P. P. von Weimarn, Koll.-Zeilschr., 4, 317 (1908)- 5, 62 (1909). 

' M.Traube-.Mcngariniand A. Scala, Koll.-Zeitschr.,6, 65 (1910). 

'J. Amann, Koll-Zeitschr., 6, 235 (iQio)- 

»L, Pdct-Jolivet and .\. Wild, Koll.-Zeitschr., 3, 175 (1908), 
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objections may be raised to the assumption that all solid disperse 
particles are crystalline as P. P. von Weimarn, for example, has 
advocated. Thus, as mentioned above, the crystallinity of large 
masses of all solids under all circumstances has not been demon- 
strated experimentally. Even though most substances may be 
obtained in crystalline form, yet under many circumstances the 
"vectorial chaining together of the molecules" is so slight or so 
loose that vectorial properties are no longer observable. While it 
is true that proteins may be obtained in crystalline form, yet the 
solid precipitates from protein solutions, except as produced under 
special conditions, exhibit no trace of crystallinity. Undersuch cir- 
cumstances it is therefore just as suitable to assume that the intensity 
of vectorial chaining iszcro as to postulate a "latent" crystallinity. 
4. Dependence of Crystallinity upon Size of Particles. — 
There remains the possibility that the general assumption upon 
which all these indirect proofs of the crystalline nature of the col- 
loid disperse phase depend, namely, the retention of vectoriality in 
extremes of dispersion, is not valid for the degrees of dispersion 
here under discussion. From the behavior of liquids in the proc- 
ess of solidification we are compelled to assume that solids have a 
positive surface tension even though its effects do not become 
clearly evident because of the great internal friction possessed by 
solid substances. But, as will be discussed later, the surface 
energy expressive of this surface tension increases markidly with 
every increase in the specific surface; in other words, a greater 
centripetal force acts upon the molecules of highly disperse 
particles than upon those of coarsely disperse particles. It seems 
not impossible that such a positive surface tension may produce a 
deformation in minute crystals, in other words, destroy their 
structural vectoriality by rounding off their corners and trans- 
forming tfiem into spheroidal bodies. As shown by the behavior 
of liquid crystals, the optica! vectoriality, for example, of such a 
particle need not be destroyed in such a process. It could there- 
fore be possible that the free surface tension of solid particles might 
attain values in extreme degrees of dispersion sufficient to destroy 
the vectorial chaining together of the molecules responsible for 
crystallinity. An investigation of the influence of pressure upon 
the optical properties of crystalline liquids would be of interest 
in this connection. Further, it might be possible that a relation 
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exists between compressibility and vectoriality of such a nature 
that easily compressible substances lose their structural vectoriality 
at lower degrees of dispersion than less compressible ones, etc. 

It is of importance that such an influence of the free surface 
tension which increases with the specific surface is not only con- 
ceivable theoretically but is often demonstrable experimentally. 
In fact the influence of this factor has been repeatedly observed 
in that most striking expression of the vectoriality of any system, 
namely, its crystalline form. As long known from microscopic ob- 
servation of processes of crystallization, small spherical bodies 
(globulites) are first seen to appear which in no way resemble 
crystals,' It is only after these globulites have attained a certain 
size that they assume crystalline shape. Crystals with rounded 
edges are seen to appear, and so on. ' According to Link, Franken- 
heim, Vogelsang, Behrens, Quincke, Biitschli, and many others, 
crystals are often formed by the coalescence of these microscop- 
ically isotropic globulites, from which there then result "margar- 
ites," " honeycombs." etc' It would be of interest to determine 
whether other changes in the vectoriality of these primary crystals, 
mote particularly changes in their optical properties, also develop as 
do the structural properties* or whether they exist from the first in 
even the smallest globulites. Such a microscopic investigation 
might perhaps be extended to ultramicroscopic refraction studies 
of colloids. If, for example, vectorial differences in the refraction 

' ,Sec Wilh. Ostwald, Lehrb. d. allg. Chem,, 2 Aufl. i, 1042. 

' See the beautiful microphotographs of P. P. von Wcimam in Koll.-Zdtschr., 
2 (1908). 

' Splendid photoi^raphs oF such honeycomb slnictures of cn'stalline materiab 
are found in O, Biitschli, Untersucbungcn iiber Slructuren, Leipzig, 1S9S. See also 
the numerous, convincing obsen-ations of G. Quincke [.\nn. d. Physik. (4), 9, i 
(1901)] as well as the earlier monographs of H. Rchrens, Die Kristalliten, Kiel, 1874; 
H. Vogelsang. Die Kristalliten, edited by F. Zirkel. Bonn, 1875. A partial reprint 
of the early views may be found in O. Lebmann, Molckularphysik, i, 730, Leipzig, 
1908. Especial reference should be made to the excellent observations on Asaron of 
C. Schmidt [Liebig's Ann., 53, 171 (i'i45)! "'ho observed a perfectly regular coa- 
lescence of four droplets. For a discussion of the vectorial arrangement of coarsely 
dispersed particles see R. Krulla [Zeitschr. f. physik. Chem., 66, 126 (1909)]. Wilh. 
Ostwald {Lchrb. d. allg. Chem.. 2. .4ult. i, 1040. Leipzig. 1903I also recognizes the 
possibility of a "discontinuous"' development of crystals from particles which were 
originally spherical. But in the end, the question of the state of these "crystal 
embryos" is still to be regarded as open (sec p. 61, in the text). 

* It is important to note that we may not apply to all matter a vectoriality ob- 
served photographically in the finest precipitates of some solid substances. The 
degree of effect of positive surface tension upon form depends also upon the intemtl 
friction, etc., of the particles and this varies considerably in ditlerent cum as evi- 
denced by the so-called "liquid crystals." See in this connection the work of P. P, 
von Weimarn cited in the footnote on p. 63 as well as the text on p. 61. 
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coefficients of many crystals continue to exist when they become 
extremely small, then the same should be true of the corresponding 
refraction discs.. An investigation of other properties of highly 
disperse solid particles, such as the thermal and electrical, would 
also be important. 

Attention should here be redirected to the conclusion reached 
above, that solid particles become more and more like liquids 
as their degree of dispersion increases; and to the converse of this 
which P. P. von Weimarn among others has assumed to be the 
case. It therefore seems possible theoretically that a development 
of crystals may take place in that the "crystal embryos" are at 
first liquid and only later become solid as they enlarge, either be- 
cause of a "progressive" coalescence of molecularly-dispersed 
particles or through a discontinuous union of submolecular phases. 
That such seems to be the case is evidenced by the investigations 
of the observers mentioned above. Wilhelm Ostwald (I.e.), in dis- 
cussing the analogous process of crystal formation in molten 
masses, even says: "The precipitation of the insoluble from liq- 
uids seems always to occur primarily^ in the form of droplets, 
that is, in the state of an under-cooled liquid." If the dispersion 
in such a system were to become fixed at such, or more correctly, 
at a somewhat earlier moment, a highly disperse system (among 
which colloid systems would be found) containing a liquid phase 
would result. In other words, at the beginning of crystallization 
a structural vectoriality would be lacking. Whether an optical 
vectoriality exists at this stage remains to be determined. Finally, 
it seems safe to assume that the form of development of crystals 
will also vary with the nature of the crystallizing substance. 

It is evident from all this that the question of the maintenance 
of crystallinity, in other words the question of a complete vectori- 
ality of the disperse particles, more particularly of the disperse 
particles of solids in high degrees of dispersion,* cannot yet be 
settled with entire certainty. 

' The italics are mine. This Wcw is also held by G. Quincke (Ann. d. Physik., 9, 
10, etc.). 

' P. P, von Weimam, in a recent paper (KoU.-Zeitscbr., 6, jj (igio)) holds that 
an influence oF the degree of dispersion upon the form of solid particles only becomes 
effective if their size is less than sfft especially in the case of sUghUy soluble and 
difficultly fusible materials. The basis tor this is derived from a "purely kinetic 
viewpoint" dependent upon kinetic views regarding the- physics of the various 
"degrees of orientation" of molecules in the body and in the surface layers of ft 
crystal. I confess that to me this argument is not convincing. 
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5. CiystallmiQr of Emulsoids.— Since only a relatively small 
number of crystalline liquids are known, we may expect to en- 
counter crystalline emulsoid phases but rarely. .In fact, while a 
number of coarse emulsions having a crystalline disperse phase are 
known' not a single example of a crystalline emulsoid is known. 
This is in part due to the fact that it is rarely possible to make 
out optically the particles of a disperse phase and thus to investi- 
gate their vectorial properties, because of the slight difference of 
refraction between them and the dispersion medium. It is of 
course not impossible that future investigators may demonstrate 
the existence of dispersoids having a crystalline emulsoid phase. 
In this connection the behavior of crystalline liquids when near 
their "clarification point" should be borne in mind (see the litera- 
ture quoted in the accompanying footnotes). 

It must further be remembered that all degrees of vectoriality 
may be demonstrated, particularly in liquids.* Not only do we 
find examples of different degrees of structural, optical, etc., 
vectoriality among liquid crystals and crystalline liquids, but as 
shown by O. Lehmann, many different external factors may in- 
fluence the kind and the degree of vectoriality. Pressure and 
tension, the "adsorptive power" of soUds, magnetic influences, 
changes in temperature or of the solvent, the presence of other 
substances, etc., are all of importance. There are Uquids which 
assume vectorial properties only under the influence of powerful 
external agencies. Thus, A. Cotton and H. Mouton' showed 
that certain organic liquids of high molecular weight become 
doubly refractive in a strong magnetic field. Similar facts have 
long been known regarding many typical emulsoids,* such as con- 
centrated gelatine solutions (jellies) when under the influence of 
pressure or tension. As is well known, all the contractile elements 
of living substance exhibit double refraction.' Here we deiil with 
a temporary vectoriahty which exists only when certain systems 
are under the influence of transitorily active agencies; or which 

■ See the numerous examples in O. l.e>imann, FlUssige KrisUlle, Leipzig, 1906. 

' Sec the lecture of O. Lehmann, Flilssige Kristalle und die Theorien des Lebens, 
ig, Leipzig, 1906, 

' A. Cotton and H. Mouton, Compt. Rend., 141, 317, 34g, etc. (1905). 

' See the numerous examples investigated by G. Quinclce, Dnide's Annalen d. 
Pbysik., 7, 9, 10, II, la, 13, as (190s to 1904)- 



rehensive presentation of these relations may be found in W. 
■ ■■ad. d. V 



Engelmann, Bcr. Beil.Akad. d. Wiss., 694 (1906). 
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is produced through the absorption' of subniicroscopic anisotropic 
particles. These systems would therefore be classed as possessing 
the lowest possible grade of vectoriality both with regard to inten- 
sity and to number of vectorial properties. From all of which it 
becomes somewhat arbitrary whether we will follow 0. Lehmann' 
and P. P. von Weimarn* in describing such systems as possessed 
of an " artificial vectoriality " and as "liquid-crystalline," or not. 

■ H. Ambronn, Ber. d. D. Botan. Ges., 6, 329 (18SS); 7, iii (iS8g)i KoU.- 
Zeitschr.,6, 121 (1910). 

' O, Lehmann, Verh. d. D. physilc. Ges., 10, 311 (190S); 10, 406 (1908), 
• P. P. von Weimam, KoU.-Zeitschr., 3, 166 (1908). 
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CHAPTER III 

GENERAL ENERGETICS OF THE DISPERSOIDS 

§13. Surface Enei^es 

1. Forms of Energy Characteristic of Dispersoids. — The fore- 
going pages have dealt with the general and topographical char- 
acterization of dispersoid systems, more particularly colloid 
systems. It is our next problem to discuss the more important 
forms of energy which play a r61e in these — for like all physical 
systems, dispersoids exhibit phenomena which are attributable to 
changes in their thermal, radiant, electrical, chemical, etc., energies. 
Evidently, physical systems may be classified on the basis of the 
forms of energy which appear most frequently or most prominently 
in them. Thus, gases are best characterized by the behavior 
of their volume energies, while electrical phenomena seem to 
be especially characteristic of dilute salt solutions. The form of 
energy most characteristic of the dispersoids is directly deducible 
from their definition. A development of miuh surface is the fun- 
damental property of dispersoid systems. But the absolute value 
of this surface is a direct measure of the capacity factor of the 
so-called surface energies. One therefore anticipates that the 
properties of these and of closely related forms of energy must 
play an important part in the dispersoids. Especially true is 
this of all changes in the dispersoid state which involve an increase 
or a decrease in the degree of dispersion ; for according to definition 
every change in the magnitude of the surface must be regarded as 
the result of free surface energies or of their compensation by other 
energies. Wilhelm Ostwald pointed out the importance of the 
surface energies for the theory of colloid phenomena even before 
their dispersoid character was established on theoretical and ex- 
perimental grounds. 

2. Surface Energy of the First Order. — Surface energy as 
usually discussed is made up of two components; a capacity factor 
as measured by the absolute surface, and an intensity factor as 
measured hy^surface tension. This type of surface energy en- 
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deavors to decrease the surface of a system if free energy is avail- 
able. For reasons to be discussed in the succeeding paragraphs 
we shall call this, surface energy of the first order and its intensity 
factor, positive surface tension. Its most important properties 
are the following. 

If surface energy of the first order is freed in any way it is 
changed into other forms of energy, especially heat, the surface of 
the system decreasing at the same time. Conversely, if heat is 
introduced into a system capable of developing free surface energy 
of this order, the surface tension is decreased. Roughly, the 
decrease in surface tension is proportional to the increase in tem- 
perature. If an electric surface is produced, in that two phases 
having different electric charges which are not permitted to neu- 
tralize each other are brought in contact with each other, the surface 
tension of the phases decreases. Further, the value of the surface 
tension varies with the chemical character of the phases which are 
in contact with each other. General laws regarding the relation 
between magnitude of surface tension and chemical character of 
the phases have not yet been discovered. The surface tension 
of a dispersion medium may be lowered or raised by the molecular- 
disperse or colloid subdivision of a phase in it (for details see page 
140). The value of the total surface tension of dispersoids is 
dependent upon the age of the surface. If the disj)erse phase 
lowers the surface tension of the dispersion medium, the value of 
the tension decreases with time; but if the disperse phase increases 
the surface tension of the dispersion medium, little or no change is 
observable. The ultimate value of the surface tension attained 
after a longer period of time is called the static surface tension, 
in contradistinction to the dynamic surface tension observable in 
freshly produced systems. We shall discuss the reasons for such 
changes later. Details regarding positive surface tension and the 
many methods of measuring it with its correlated surface energy 
of the first order must be sought in text-books of physics and phys- 
ical chemistry.' 

3. Surface Energy of the Second Order. — For reasons which 
we are unable to discuss in detail here we are compelled to recog- 
nize the possibility of the existence of another form of surface 

' A recent and in (Kirt exhaualive presentation of the relation of positive surface 
tension to other physical and cliomiLal factors maj- be found in II, Fteundlich, Kapil- 
larchemie, Leipzig, 1909. 
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energy, namely, surface energy of the second order. As is well 
known, two forms of volume energy are characteristic of gases: 
one which is transformed into other varieties of energy when the 
volume of the gas increases, and a second which is analogous to 
surface energy of the first order in that it also is converted into 
other forms of energy when the volume of the gas decreases. The 
intensity factor of this second, less well-known form of volume 
energy is the so-called "internal pressure," In liquids this at- 
tains a value estimated at several thousand atmospheres. Rea- 
soning by analogy we may suspect that a form of surface energy 
exists which has the tendency to change itself into other forms of 
energy whenever the surface of a system increases. The intensity 
factor of this type of surface energy might be designated expansive 
or negative surface tension. What evidence is there for the actual 
existence of such a second type and are we familiar with phe- 
nomena which may advantageously be explained through its 
properties?^ 

As a matter of fact, certain phenomena are known which 
can only be explained by assuming the existence, of such a suriace 
energy of the second order — an expansive surface tension. These 
are the increases in surface which occur in strictly diphasic systems. 

The simplest and clearest expressions of an expansive surface 
tension are observed when small volumes of liquid, such as drop- 
lets or streamlets, are electrified. The phenomena have long 
been known under the names "electric heart," "electric fountain," 
etc.^ The accompanying Fig. 9 taken from O. Lehmann Ulus- 

' We frequently encounter in the literature, as in the writings of Maxwell , Mens- 
bnigghe, Wilh. Ostwald, Fuchs, van't HoS-Donnan, M. Heidenhain, J. Perrin,L. 
Michaelis, F. Haber, etc., discussions of the possible existence of, and of the effects 
of the intensity factor of this kind of expansive surface tension. Since the begin- 
ning of igo5, partly without the knowledge of the studies of these authors and 
partly before their papers appeared, I have occupied mj'self with this concept of 
surface energy of the second order. Since it led to conclusions which were somewhat 
surprising and far reaching, I did not dare to publish a monograph entitled "Unter- 
suchungen zur Theorie der Oberflftchen- und Volunienenergien " even though the 
manuscript had been revised for the third time by the summer of tgos- It has been 
revised and enlarged several times since then and its contents subjected to rigid 
reexamination. Because similar \-iews have been frequently expressed, and encour- 
aged by scientific friends, I have at last decided to publish these investigations, even 
though far from complete, under the title, "Die energelische Alomistik, UnCer- 
suchungcn zur Thcone der Oberlliicben- und Volumenencrgicn " (Theodor SCein- 
kopff, Verlag, Dresden). Further details regarding the properties of surface energy 
of the second order and its rAle in dispersoid systems may be found there. 



' Regarding phenomena of this type fee 0, Lehmann, Molekularphysik, i, 
814, Leipzig, tSSS; H. Freundich, Kapillarchemie :i3, 355, 160, Leipzig, igog. I 
do not, of course, agree with the theories of the latter which differ fundamentally 
from mine; see Wo. Ostwald, KoU.-Zeitscbt., 7, 141 (1910). 
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trates the "disruptive" surface increase against turpentine which 
liquid (molten) sulphur shows when electrified. The left-hand 
figure shows the effect of a weak, the right-hand that of a strong 
charge. The liquid sulphur surrounding the rod-shaped electrode 
first assumes conical shape at the tip of the electrode (this already 
means increase of surface) and then breaks up into individual 
droplets. Through strong electrification several such "points of 
discharge" all showing the same behavior, may be produced. 
When the electrode is placed in a vertical position, and when the 





Fig. 9. — Increase in surface, when electrically charged, of melted sulphur against 
turpentine oil. (After 0. LthmanH.) 
e shows the etIecC of a weak, the right-hand, the effect of a 

charge is high and the liquid has little viscosity, the phenomenon 
of the "electric fountain" is produced (see the figure in O. Leh- 
mann's volume). The "electric heart" is the name applied to the 
changes in form observed when the volume of liquid is weakly elec- 
trified (see the point of the electrode in the figure to the left). 

Such increases in surface have also been observed when solid 
phases are brought in contact with liquid ones even when no 
electric energy is available. Of recent investigations of this prob- 
lem those of M. Traube-Mengarini, A. Scala,' and J. Amann* 
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deserve special mention. These authors were able to observe 
microscopically and ultramicroscopically the breaking up of 
coarsely disperse particles of lead or iodine, in a suitable medium, 
into smaller but not amicroscopic (molecular-disperse) particles, 
J. J. von Kossonogow' found that electrification promoted these 
effects. Another striking illustration of an increase in the surface 
of a "solid" phase is seen in the production of lead sponge from 
lead plates when a suitable current is passed through them (see 
pp. 71 and 82). 

In complex dtspersoids the phenomena characteristic of an 
expansive increase in surface remain essentially the same, but 
they are complicated through the simultaneously occurring 
changes in concentration and secondary chemical effects. Expan- 
sion phenomena are observed when fatty acids come in contact 
with alkaline solutions; when cholesterin, etc., come in contact 
with various pure solvents, etc. The so-called "myelin forms" 
produced under such conditions will be discussed later. 

If we bear in mind that all possible transitions exist between 
coarsely disperse, colloid, and molecular-disperse solutions, we 
are driven to the ultimate and, perhaps, most important conclusion 
of all, namely, that the process of molecular or "true" solution is 
also to be regarded merely as such a spontaneous and extreme 
increase in surface in a diphasic system." 

' J. J. Kossonogow, Koll.-Zeilschr., 7, i:g (igio) where earlier publications are 
listed. 

' Even the most modem textbooks of physics slate that the only physical require- 
ment for solution resides in a reduction of the positive surface tension to Kcro. But 
this really tells us nothing concerning the character of solution, for to prove the 
absence of any energy potential gfvcs nu clue to the source of the work necessary for 
solution. Especial emphasis, therefore, must be laid on the experimental proof of a 
spontaneous increase in surface in lU'O-phase systems. Surface increases due to three 
positive surface tensions have lon){ been noted in three-phase systems (as in the 
spreading of oil on water). KcKarding the I'ietv that solution is a chemical process 
consisting of the formation of compounds of solvent and solute in indelinite propor- 
tions, we need only remark that this assumption, even if correct, does not explain the 
extraordinar)' increase in surface which occurs in the process of solution. But this 
increase in surface is by definition a physical process which like all other physical 
.phenomena depends among Men upon the chemical properties of both phases but 
also upon their electrical, thermal, etc., properties, all of whichintluence the extent of 
the surface increase. N'o chemical conception of the process of solution, whatever its 
nature, is able to explain why a ^iven solid (say tannin) dissolves as a callaid in 
one solvent (water) and as a innUcutar dhprrsaiJ in another (alcohol). If we regard 
the e.itensive" division" of a dis-wlvcd substance as the ch arac leri si ic of hot h colloid 
and molecular-dispetsoid solution then every process of solution becomes physical. 
We can only speak of "'chemical" solution (with the exceptions noted above) when 
free surface energy of the second order is derived fitlmi-.rlyrtr mainly from chemical 
energy. The 'olulion cjf metals in acids is an example of this sort, l-'or details see 
the book announced on p. 68. 
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Regarding the remarkable fact that separate particles are 
formed immediately in the expansive increase of surface in the 
case of solid phases (with the exception of lead sponge) while a 
progressive increase is often observed in liquids, and for further 
details regarding the conditions for molecular subdivision, see 
P- 77- 

4. The delation of Sur&ce Energy of the Second Order to 
Other Foims of Energy. — Since the concept of expansive surface 
energy is an unfamiliar one, it is necessary to discuss briefly its 
relation to other physical and chemical factors. Theoretically, 
many properties of this surface energy of the second order may 
be predicted, and this on the basis of the fact that the two types of 
volume energy show in most respects a reciprocal behavior. 
Thus, positive surface tension decreases as a rule with increasing 
temj)erature; conversely, expansive surface tension should in- 
crease when the temperature increases. This requirement is 
satisfied by the general increase in solubility which substances 
show with rising temperature. Further, the positive surface 
tension of a system falls if a difference of potential is established 
at its surface; the negative surface tension should increase under 
such circumstances. That' such is the case was repeatedly de- 
monstrated in the earlier paragraphs of this book. An increase 
in surface may be effected very generally and often strikingly by 
different electrical means, as in the production of colloid solutions 
from non-disperse phases' (electric synthesis of the colloids). 
As already mentioned, but few quantitative relationships have 
been established between the surface tensions of different sub- 
stances. A similarly great variation should therefore exist in the 
values of the expansive surface tension. This requirement is 
satisfied in our lack of stoichiometrical generalizations regarding 
both the molecular-disperse and the colloid solubility of sub- 
stances, etc. 

These remarks may suffice to demonstrate the justice of assum- 
ing the existence of a surface energy of the second order with the 
described properties. We shall accordingly make use of this 
concept in the special parts of this book. 

1 See Wo. Ostwald. Koll.-Zeitschr., 7, 131 (1910). 
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§14. Dependence of Surface Energies upon Specific Surface 

I. General Considerations. — Relations exist between the 
surface energies and the shape of the phases at the boundaries of 
contact. These are extremely important. First, as regards 
surface energy of the first order: As is well known, its most 
striking effects appear in systems which have markedly curved 
surfaces or which, when possessed of plane boundaries enclose a 
relatively small volume. The so-called capillary phenomena 
in the strict sense of the word illustrate the influence of the mark- 
edly curved surface. The effect of the second factor is illustrated 
in the relation which exists between the height to which a liquid 




— Capillary rise and specific surface 



ascends between two glass plates that are in contact with each 
other along one edge, and the thickness of the layer of the liquid 
and of the gas above it (see Fig, 10). The thinner the layer, the 
more definite the capillary phenomena, that is, the higher the 
ascent of the liquid. The general effect of the influence of the cur- 
vature as well as of the thickness of the layer of the hquid upon 
the magnitude of the surface energy- of the first order is expressed 
in the relation between the surface energy and the specific surface 
of the phases. Thin or markedly curved layers of a liquid are 
manifestly possessed of a relatively greater absolute surface than 
equivalent volumes of thicker or less markedly curved layers.* 
An increase in surface energy in any given volume is therefore 

> The same is true of structures in which tn-o dimensions are very small (thieads. 
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produced whenever more absolute surface is developed or the 
specific surface is increased. 

When we apply this conclusion to typical dispersoids we find 
that a given volume of the disperse phase, absolutely considered, 
contains more surface energy than the same volume of the same 
substance in a non-disperse state. But the total amount of sur- 
face energy of a single particle is also relatively increased. Thus, 
when volume and mass are decreased to J'^ooo by decimal sub- 
division of a cube (see Table i), the surface of one of the resulting 
cubic particles is only decreased j-ioo- The greater the degree 
of dispersion, the more surface does the disperse phase "contain." 
In fact we may say that when the disperse phase is so finely sub- 
divided that the diameter of the individual particles is only twice 
that of the sphere of action of molecular forces, it "consists only 
of surface." Evidently the shifting in any system of the relation 
of the different kinds of energy to each other in favor of those found 
in surfaces must have a fundamental influence upon the character 
of these systems. 

This growth of the surface energies with increasing subdivision, 

and their extraordinarily great importance in dispersoids having a 

high specific surface may be further illustrated as follows:^ If 

the "internal energy," that is, the total energy of a system minus 

the surface energy is designated by /, and the surface energy by S, 

then the total energy of the system equals I + S. The quantities 

of energy comprised under the name "internal energy" (for 

example, kinetic energy, chemical energy, etc.), are proportional to 

the volume v, while the surface energies are proportional to the 

surface s, in other words, I = iv and S = Is when i is the internal 

energy of the unit of volume and ( is its surface tension. The total 

energy T of a system is therefore 7" = t'u + Is. If now we consider 

T 
tlie total energy of the unit volume ■ - = T,, in other words, if we 



(:•')■ < 



divide the entire equation by v we obtain Tu = i + 

is small, that is, if the specific surface of the system is small, the 
second member is also small and may be neglected. This is the 
case in most of the physico-chemical reactions hitherto investi- 
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gated in which interest has chiefly centered upon part i of the total 
energy. But if v is kept constant and s is increased, as in the 
subdivision of a given cube for example, the second member may 
grow tremendously in value. If the subdivision is very great, 
part i, which is proportional to the volume, may disappear alto- 
gether in comparison with the value of the second member. 
Under such circumstances the total energy of the system consists 
almost entirely of surface energy and all its activities are charac- 
terized by the properties of the latter.' 

2. Surface Energy of the First Order and Specific Surface. — 
Illustrations of the relations between surface energy of the first 
order and specific surface were given above. Another example of 
such a relation is the fact that the height of ascent of a liquid in a 
capillary tube is inversely proportional to the diameter of the tube; 
in other words, the product of the height of ascent and the diame- 
ter of the tube is a constant. This means that if the diameter of 
the capillary tube is reduced by half, the height of ascent of the 
liquid is doubled, and if the former is decreased to one-tenth its 
value, the magnitude of the latter becomes ten times as great. If 
we write the surface energy of a cube with an edge i cm. long as i, 
the surface energy of the same cube coUoidally subdivided {so as to 
have cubes with iop,iJ. edges) amounts to 1,000,000 when we assume 
that the surface tension remains unchanged. 

3. Surface Energy of the Second Order and Specific Sui&ce. — 
Since the surface energy of the second order contains the absolute 
surface of a system as its capacity factor, we would imagine that 
its effects should also increase with increase in curvature, decrease 
in thickness, or increase in degree of dispersion. Is there any 
experimental evidence for this? It is found in what is called the 
influence oj the size of llie particles 0} solid substances upon their 
solubility. As Wilhelm Ostwald,'' G. Hulett,^ and others have 
shown, substances in a finely dispersed state, as produced by tritu- 
ration for example, are more soluble than those in a coarsely dis- 
persed state. Hulctt found finely triturated mercury oxide to be 
more than three times as soluble as coarser pieces. The solubility 
of a highly triturated powder as determined by conductivity 

IS deducible from ihis discussion. 

e also Hulett and Allen, 
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measurements amounted to 0,694 millimols (150 mg. per liter). 
An especially interesting series of experiments of this kind was 
carried out by Stas in the year 1870 regarding the solubility of 
the different "precipitates" of silver chloride.' Stas found that, 
depending upon the experimental conditions under which it is 
obtained, silver chloride assumes the forms: i. "gelatineux; 2. 
casfeux, flocconeux; 3. pulverulent; 4. grenu, &;ailleux, crystallin 
fondu;" and that the solubilities of these modifications, the degree 
of dispersion of which undoubtedly decreases in the order given 
below, was as follows: 

1. Flocculent silver chloride 0.0140 gram per liter at 20°. 

2. Powdered silver chloride 0.0060 gram per liter at 17°. 
■ 3. Granular silver chloride o.oooi gram per Hter at 15°, 

4. Granular silver chloride 0.03 gram per liter at 100°. 

The solubility of the granular preparation had to be measured at 
100° because it is too slight at room temperature to be determined 
analytically. The solubility of the gelatinous chloride could not 
be determined because of the difficulty of separating it in this con- 
dition from the fluid in which it is precipitated and on account of 
its instability. 

A still older observation of this kind was made by Thomas 
Graham.* Graham found that silicic acid jellies of different 
concentrations have different (maximum) molecular solubilities. 
Thus, only two parts of the silicic acid of a i percent jelly formed 
a molecular-disperse solution in 10,000 parts of water, only one 
part of a 5 percent Jelly, and even less of the more highly con- 
centrated jellies. But silicic acid is a typical emulsion colloid, that 
is, its degree of dispersion changes with variations in concentra- 
tion. Concentrated Jellies are presumably less disperse than the 
more dilute and so have a lower molecular solubility. 

In harmony with the above-sketched conception of solution 
as a process of extreme increase in surface produced by a free 
expansive surface energy, it is evident that such influence must 
act by effecting an absolute increase in surface energy by increas- 
ing the specific surface. Such a relationship is rendered plausible 
by the fact that the "artificial" breaking up of a substance 
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prepsiratory for solution already represents surface work which 
is latiT savwl in the process of that further surface increase which 
we i"all ''solulioH." 

An inlerestin}; observation apparently contradicts this concep- 
tion of an increase in the surface energ>' of the second order of a 
system with its degree of dispersion. According to the concur- 
rent statements of R, Zsigmondy,' J, Donau^ and The Sved- 
Iwrp* colloid pold is only slightly amalgamated, if at all, by mer- 
cury. Hut this is really a question of solution eclocily, not of 
maximum soluhHily. llesides, this case should not be compared 
with what was said aWve, for in the amalgamation of colloid gold 
by mercury we are dealing with a triphasic rather than a diphasic 
system; furthermore, an absolutely necessary preliminary condi- 
tion, namely, .-i>ri/.i./ oi the two phases is absent. This must first 
be pHkluceil by shaking, etc., and is presumably hindered by 
the fact that suri.ues. es^vcially when marki-dly curved, are sur- 
^^»und^^I ti_\ liquid iitms having spcvial properties such as great 
teiucity, etc. whivli must be broken before direct contact of the 
ph,ts<-s .wA solution may take place see later', 

4. Dependence of Suitece Tensions tqxm Specific Sur&ce. — 
lii-si.^-s ibis imUioncc 01 ihe sixviiW surface u(v.>n ihe ,ibsolute and 
^^•".^:i^e ,i:r.o;:r.:s 01 the surface energies, there exists another be- 
tween :he l,i:;er a:K'. theshaivol ph-iSt-s enci'iinteuvi wheaequiva- 
lo:-.: i'u: .;'::ere;-,^y cor.stiiuievl surtaci-s are cor.-.-,\ired. This 
Tf"./.:",-;; ^:(■•,v•,■.^■.s ■.:;v:i :he v:rvur.'.>:.ir.co. wh-.ch r..i* lv:r. ar. experi- 
r.'.fv.:Al a:;,; .i :h;\>re;:c.»l \i,<i>- ::•..•.: :he ,:;7;v; e::iv;s o: the ^ur- 

er,;r^:;-* :".m> w;v.i*t:: ^-r s;rvr.i;:h>r. :"-.s>\ .•■(■jXH^ii-i: uron the 
^:i%;v:^ -■: ;h> .-."..^\::> .-: :hi: ^;::%.;;;:r; ^s w;:; ^is :;iv= the 
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the result of changes in the constitution of one phase produced by 
contact with another, this mutual weakening or strengthening of 
the subsurface effects must have a reciprocal influence upon the 
surface energies, more particularly upon their intensity factors, 
the surface tensions. If the simultaneous and opposite strength- 
enings and weakenings of such subsurface effects produced 
through curvature of the surface do not completely neutralize each 
other, the surface tension of one and the same surface may assume 
difTerent values, depending upon its curvature. 

Special relationships are encountered when the curvature is so 
great or -when the particles are so small or when a layer of one of 
the phases is so thin that the layers in which the effects of the sur- 
face energies still manifest themselves come very close to each 
other or into actual contact. As is demonstrable through molecu- 
lar physics' and on thermodynamic grounds,* the intensity 
factors of the surface energies change much under such circum- 
stances. This variableness of the positive surface tension in sys- 
tems having small dimensions has been demonstrated experimen- 
tally by the work of Reynold and Rucker^ on soap films. Since 
we have no direct method of measuring negative surface tension in 
systems having small dimensions, experimental demonstration of 
its variableness has not yet been possible. For its indirect de- 
termination molecular dispersoids, or better, ionic dispersoids 
might be used. Special attention might be directed to the prop- 
erties of very dilute or extremely ionized solutions of electrolytes 
and their conductivity or viscosity peculiarities, and these might 
be correlated with variations in expansive tension. 

§15. RecipTocal Effects of the Two Suiface Enei^es 

(Theory of Dispersion and Condensation) 

I. General Considerations. — Ordinarily, only progressive varia- 
tions, that is to say, uninterrupted increases or diminutions in 
surface are considered when the phenomena of surface tension are 

' See Lord Rayleigh, Phil. Mag, (5), 30, 475 (i8go). 

' W. Gibbs, Thermodynamic he Studien, 174, Leipzig, 1891; van der Waols and 
Kohtistamm, Lehrb. d. Thermodynamik., i, 207, Leipzig, i9[>3. 

' Reynold and Rucker, Phil. Trans, Roy. Soc. London {2), 171, 447 (1881); 174, 
64s (i88j); 177, 6z7 (1886); 1S4, 505 (1893). See also P. Drude, Ann. d. Pbysik. 
(3), 43, iS8 (1891); Johanolt, Phil. Mag. (5), 47, 5°' ('899); (6) 11, 746 (1906); 
Schatt, Ann. d. Physik. (4}, 13, 712 (1904), etc.; also A. Pockels, Nature, 43, 437 
(1891); Lord Rayleigh, Phil. Mag, (s), 48, 331 (1899). 
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discussed. While the coalescence of liquid droplets when they 
come in close contact with each other is usually attributed to a sur- 
face tension effect, such processes are less satisfactorily explained 
on such a basis alone than is, for example, the contraction of a soap 
film. Conditions when droplets are in "close" contact are highly 
complex in character (see later). An analogous difficulty is 
encountered when a progressive increase in surface gives way to 
droplet formation. We have before us here the general problem : 
Under what cottditions does a progressive variation in surface be- 
come discontinuous? It is evident that this question is of special 
importance in the dynamics of the dispersoids, more particularly 
in that of the colloids, for these are produced either by increasing 
the dispersion of slightly disperse or non-disperse systems, or by 
condensing maximally disperse (for example, molecular) systems. 
2. Discontinuous Increase in Surface.— The simplest case of a 
progressive increase in surface is encountered when we observe the 

I 



-o-cT •:>-o- 



Pig. II. — Spontaneous changes in shape of drops on a plane surface. 

form of diflerent sized droplets of a non-wetting liquid such as 
mercury resting on some solid support like a glass plate (see 
Fig. 1 1). The smaller the droplet, the greater its relative (specific) 
surface and the more completely does it retain a spherical form (a). 
Larger droplets become flattened by their own weight (b), in other 
words, they increase their absolute surfaces. If we attempt to 
enlarge the volume of the droplet on the plate by adding more 
liquid to it, the droplet becomes progressively flatter until at a 
maximum volume, different with different liquids, it breaks up 
into several smaller droplets. Thus, with ordinary materials it is 
not possible to make a coherent droplet, that is, a continuous 
layer of more than about 25 cc. of mercury on a glass or porcelain 
surface.' An analogous phenomenon is offered in the well-known 
fact that cylindrical deformation of a given volume of liquid can- 
not be produced after a certain maximum value has been attained, 
without having the liquid thread break. We need but call to mind 

IS liytrs of mcrcur>- mijthl be prepared by 
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the difficulties which must be overcome in the preparation and 
progressive deformation of fine mercury threads in the making of 
thermometers. Subdivision of the droplet of mercury may be 
facilitated by increasing its absolute (and speciiic) surface "arti- 
ficially" through the introduction of energy from without as by 
pressing up>on it with a glass plate as shown in Fig. ii, c. This 
increase in surface, which is entirely analogous to that produced 
through gravity, leads to a dispersion of the drop into droplets 
which are at first irregular in size, but which approximate the 
spherical more and more as they become smaller. 

Analogous phenomena are observed when a drop of rancid 
oil is placed upon a very dilute alkaline solution in which it changes 
its shape "spontaneously" and finally emulsifies itself; or when, 
at a temperature of 4o''C., a crystal of cholesterin is introduced 
into a solution of bile salts.' As soon as the progressive deforma- 
tion associated with increase in surface has attained a certain 
value it becomes discontinuous and the process called "dispersion" 
begins. This may also be clearly observed in the electric dis- 
persion of liquids. We need but recall the facts illustrated in 
Fig. 9. A weak electric charge produces only a deformation 
and enlargement of surface, which when a stronger charge is 
given becomes discontinuous and so gives rise to droplet forma- 
tion. That a progressive increase of surface may also take place 
in the "spontaneous" production of colloid and molecular dis- 
persoids is indicated by the appearance in them of "solution 
figures."' One can also easily see that the greater the positive 
surface tension of a drop of liquid as compared with that of the 
medium in which it is placed, the more easily will its dispersion 
be accomplishable. Thus, on the same glass or porcelain plate 
a drop of water, or better yet a drop of ether, may be spread into 
a much thinner continuous layer than a drop of mercury. The 
corresponding surface tensions are: ether, 16.5 (at 20°), water, 
70.6 (at 20°), mercury, 436 (at 15°). A somewhat simpler method 
of demonstrating this relation between the discontinuous en- 
largement of a surface and its surface tension is to deform liquids 
by causing them to flow through a capillary tip (see Fig. 12). 

' n. Schade, KoUoidchcm. Bcihtflf. I, ,177 (iqio). 

' See the earlier C'im|iilaticin in (). l.ohmann, Molekularphysik., i, 481, 1.eipiig, 
1888; where sltikinK illuslralions may also be seen. 
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While ether and water may flow through such a tip in a fine stream 
(a); mercury passes through in the form of droplets (b). 

It must further be pointed out that, as far as known, all 
phenomena of dispersion are connected with movement of the 
resulting disperse particles. It is evident that such spatial 
rearrangements of the disperse particles, in other words, these 
"dispersion movements" are to be separated theoretically from 
„ ^ the process of dispersion itself, in other words, 

the increase in surface. They are to be con- 
sidered as phenomena secondary to the 
transformations of energy which produce 
dispersion. Regarding the more intimate 
relationships between the intensity of these 
movements and the dispersive forces, only 
suppositions may be made, for no exact 
investigations of them exist at present, 

3. Theoiy of Dispersion. — All increases 
in surface are regarded in this volume as ex- 
pressions of surface energy of the second 
order. The work necessary for such 
transformations is made up of the product 
of the magnitude and of the tension of the 
surface. It is therefore by definition sur- 
face work. From this point of view all 
increases in surface, whether produced 
through gravity, through pressure or com- 
pression, or by any other means, in other 
words, all processes of trituration, pulverization, comminution, 
etc., are only expressions of this surface energy of the second 
order and differ from each other only in the nature of the 
sources of the energy employed in bringing about the increase. 
As previously emphasized, not only mechanical energies but also 
heat and electrical energies may be transformed into surface 
energy of the second order, and by this means lead to an increase 
of surface. Since the increase in surface is always the same, inde- 
pendently of the nature of the energies employed to bring it about, 
it must remain the characterizing feature of these phenomena. 
If we consider one of the simpler effects of surface energy of the 
second order, as the deformation of a drop of hquid by its own 



Fig. I a. — Appearance 
of liquids of slight (d) 
and of great, (b) surface 
tension when issuing from 
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weight, with regard to its possible effect upon the surface energy 
of the first order, we reach the important conclusion that the de- 
crease in the free surface energy of the second order when converted 
into an equivalent of other energies through the increase in surface. 
increases the amourti of surface energy of the first order in tiie system, 
for the quantity of surface energy of the first order in a system is 
proportional to the absolute surface when the intensity factor of 
tension remains constant. If tension is constant — which is cer- 
tainly the case in the non-disperse and coarsely disperse systems 
to be first considered — the amount of surface energy of the first 
order increases with every decrease of the other surface energies. 
This is true for example when the surface of a liquid drop is pro- 
gessively increased. But there is no reason for assuming that the 
increase in surface energy of the first order is always equivalent 
to the decrease of expansive surface energy. Experience shows 
(see the above-mentioned examples) that when certain increases 
in surface are brought about, the increase in surface energy of the 
first order is greater than the decrease in surface energy of the second 
order, for as soon as there exists an excess of contractile surface 
energy the surface of the given volume becomes discontinuous. 
The equilibrium between the two energies which is " d>*namically " 
displaced by a slight deformation of the surface is destroyed as 
soon as the amount of surface energy of the first order produced, 
more than compensates for the decrease of expansive surface 
energy. Equilibrium will not be reestablished until the liberated 
amount of contractile surface energy has been transformed (into 
heat for the most part), a change which can be accomplished only 
by an accompanying diminution in surface. Since the expansile 
tension prevents a diminution of the volume as a whole this tend- 
ency toward diminution can only be satisfied by a subdivision 
of the volume into smaller parts, for then only can both require- 
ments be fulfilled at the same time, on the one hand the increase 
in absolute surface as demanded by the expansile tension, on the 
other the decrease in absolute surface as demanded by the contract- 
ile tension. Subdivision is the only possible result; or to put it in 
another way. the reciprocal effects of these surface energies must 
lead to subdivision. 

Dispersion, or the conversion of a progressive increase in surface 
into a discontinuous one is characterized energetically by a liberation 
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of positive surface energy brought about by an excessive developmeitt of 
absolute surface through the effects of expansile surface energy} 

4. Consequences of the Energetic Theray of Diq>ersion. — If 
the suggested conception of dispersion is correct, a number of 
deductions therefrom must be capable of practical support. 

It follows from what was said that, neglecting certain transi- 
tion phenomena, dispersion should set in suddenly as soon as a 
definite amount of deformation has been induced, for discontinu- 
ous increase in surface corresponds to an intersection point of two 
changes in energy. We should expect to encounter especially 
clear examples of such "critical" points when increases in surface 
are produced by the transformation ot other energies into surface 
energy of the second order, for then a better control of conditions 
is possible than in the spontaneous increases in surface. As a 
matter of fact, such "critical" points have long been recognized, 
especially in the electric dispersion of liquids and solids. There 
exists, for example, a so-called "disintegration tension" in all the 
known electric methods of making colloid solutions,* at which the 
dispersion of the previouslynon-disperse electrodes suddenly.begins. 

Further, the critical point should vary with the value of the 
positive surface tension, in other words, with the value of the 
free surface energy of the first order of the substance to be dis- 
persed. As a matter of fact, the greater the positive surface 
tension of the substance to be subdivided, the greater is the 
amount of surface energy of the second order consumed, in other 
words, the greater must be the amount of electrical energy, for 
example, that must be introduced into the system. These de- 
ductions are supported by the well-known fact that progressive 
increases in surface which do not immediately yield disperse 
systems are observed more commonly in liquids than in solids; 
As a rule, large quantities of energy are necessary to produce an 
increase of surface in liquids and then they do not usually yield 
disperse systems at once. As already mentioned, only certain 
solids like lead show progressive increases in surface. We may ex- 
plain this interesting difference between solids and liquids by the 
well-known fact that solid phases possess a greater positive surface 
tension than liquids as indicated by the progressive increase^in 

' A mathematical formulation of the conditions necessary for dispemon »n the 
basis of surface cnerm' v^iU be given in the new book 1 have announced. 
' See Wo. Ostwald, Koll.-Zeitschr., 7i 132 (1910). 
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surface tension of cooling, molten substances. The transitional 
behavior of substances like lead is also in harmony with this view. 
When we apply this to the question of the dispersive effects 
of equal quantities of surface energy of the second order upon 
substances having different positive surface tensions, we End that 
tke greater the positive surface tension of the substance to be sub' 
divided, the greater the degree of dispersion of the system. This 
brings up the question: under what circumstances can we obtain 
the highest degree of dispersion in one and the same substance? 
The answer to this is not that we must have present the greatest 
possible amount of free surface energy of the second order. Were 
this the case then the degree of dispersion of a dispersoid would 
have to be proportional to its solubility and this is by no means 
the case. To produce a maximum degree of dispersion a maxi- 
mum of free surface energy of the first order must also exist in the 
system, either to begin with as in solids, or as the result of an es^ 
pecially great increase produced through an increase in surface. 
Hence, molecular-disperse systems will be formed when the two 
surface energies acting between solvent and solute attain the phys- 
ical maximum. To the important consequences of this charac- 
terization of "molecules" in the terras of surface energies for our 
conceptions of the structure of matter we shall return later" (see 
p. 96). 

l<et it here be mentioned that F. G. Donnan' following a 
suggestion of J. H. van't Hoff, has constructed a capillary theory 
of coUoid solution in which he also uses the concept of "nega- 
tive" surface tension. He proceeds from the fact mentioned 
above that in very thin layers of a liquid the surface tension of a 
particle is no longer independent oi the thickness of the layer. ■ On 
the basis of theoretical considerations which originated with Gauss^ 
he concludeg that in layers of such critical thickness the Uiicker 
layers tend to spread and become thinner while the thinner layers 
tend to shriAk and become thicter. The resultant constitutes 
«n equilibrium yielding the stable "critical particle:" It is evi- 
dent that" this' interesting theory^ differs fundamentally from that 



_. n his first paper (igoOjOUtfineda 

more kinetic tljeory of colloul solution la that the state of dispersion waj icgar^^u 
the result of two opposed "molecular streams" occurring in the surface. These proc- 
Msesalio tkie 'place only "witbin the molecular ^heres of action." 
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outlined above in that the sphere of action of the expansile surface 
tension is assumed to lie only within the "layers of critical thick- 
ness" or the "spheres of molecular activities." According to 
our view one may observe the effects of expansile surface tension 
macroscopically, just as one may observe the effects of positive 
surface tension in coarsely disperse systems, and all independently 
of the thickness^ of the layers of particles involved. Moreover, 
Donnan's view compels him to assume a qualitative difference 
between colloid and molecular-disperse solutions which is unnec- 
essary in our conception.^ It is also hard to conceive of the in- 
creases in surface until the sphere of molecular activities is reached 
in Donnan's theory. "It is hard to conceive just what happens. 
Apparently the solid substance spreads into O (the solvent) in 
extremely thin layers or in the form of thin branching threads. 
It should be noted that the solid colloid is not in an explosive 
state, for dispersion takes place only in the thin surface layers so 
that the process of 'solution' of the colloid need not be a rapid 
one, etc." (Donnan, I.e., 1901, p. 738), The progressive, macro- 
scopic, microscopic and ultramicroscopic increases in surface 
of diphasic systems discussed above show that the energetic theory 
is easily capable of filling this gap. 

5. Discontinuous Diminutions in Surface. — When one dis- 
cusses discontinuous diminutions in surface one must bear in mind 
that we deal not with diminutions in the surface of the individual 
particles of a dispersoid but with a decrease in the sum of the 
surfaces of all the particles in the dispersion medium. As a rule, 
such decreases in total surface are produced by approximation 
or coalescence of the individual smaller particles into larger ones. 
It is important to note that such decreases need not take place 
only through condensation (agglutination, agglomeration, coales- 
cence, etc.). Slight decreases in surface may be accomplished 
when for any reason elongated or flattened particles become more 
spherical. Tendencies toward such progressive reductions in 
surface are encountered when dispersoids are cooled. So far as 
known, the positive surface tension between two (homogeneous) 
phases always increases with decrease in temperature. Under 
such conditions irregularly shaped particles would therefore tend to 
become more spherical with fall in temperature. Yet the amounts 

' Seep. 134 concerning the "saturatioapomt"of colloids postuUted by Donnan. 
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of such internal diminutions in surface would at all times be 
small. 

The " condensation" type of diminution in surface is important 
in determining the properties of disperse, more particularly of col- 
loid systems. In coarsely disperse systems it shows itself in the 
coalescence of emulsified particles, in the formation of threads and 
flakes from microscopic precipitates, etc. It may be observed 
ultramicroscopically in colloid systems as a union of ultramicrons 
to form crystalline or non-crystalline particles. In molecular- 
disperse systems the process of "crystallization" is encountered, 
attained at times only after passing through an intermediate 
stage (see above). Generally speaking, such condensations are 
produced by the same means which accomplish their dispersion, 
only different intensities, concentrations, etc., have to be used. 
Thus, while electric energy has a dispersive effect, removal of the 
charge leads to condensation, especially in colloids. On the other 
hand, under proper circumstances and with certain charges, 
condensing effects may be accomplished electrically, as in the 
coalescence of electrified droplets.' Changes in temperature with- 
in certain limits and additions of foreign, especially ionized, sub- 
stances have similar effects. Mechanical treatment, like sudden 
one-sided pressure, may also bring about condensation, especially 
in coarsely disperse systems. 

When we study a simple case of condensation, as the coa- 
lescence of two liquid droplets, we find it hard to follow the transi- 
tion changes from the original state to the final. Coalescence 
usually takes place very rapidly so that the two droplets suddenly 
become one, though it may still be possible to observe the con- 
tractile effects of the positive surface tension in the movements 
of the surface. To study such processes of condensation in detail 
it is best to use drops of viscid material which consume more time 
in the process. The intermediate phenomena, which we shall 
find of special theoretical importance, may then be studied to 
better advantage. 

Intimate contact of the droplets of a system with each other 
seems to be an absolute pre-requisite for coalescence (as well as 
for the union or clumping of solid particles). The droplets must 

32). 
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be brought so close together that their surfaces have at least one 
"point" in common. To put it another way, condensation of 
two particles can occur only when their surfaces are continuous, 
even though such surface continuity be limited to a single point. 
It should be noted that we mean a "physical" and not a "mathe- 
matical" point, in other words, a structure at present unmeasur- 
able but nevertheless ol finite dimensions. Such a point,. greatly 
"magnified" and fixed at the beginning of its development shows 
itself as a cylindrical or doubly coniform neck, as illustrated 
schematically in Fig. 13 taken from L. Michaelis. This connecting 
piece broadens during coalescence until complete condensation 
is attained. 

Sometimes (especially in viscid and in solid disperse particles) 
another type of contact may be encountered which does not 

00 CO o O 



correspond with the description just given. Here the particles 
also approach each other very closely but do not come in direct 
contact. In other words, while fixed to each other they are 
nevertheless still separated by a very thin layer of the dispersion 
medium. The adhesion of iron filings to magnets or of powders 
to hot objects, etc., are macroscopic illustrations of such contacts. 
The precipitation of coarse suspensions (of kaolin, quartz, etc.) 
illustrates the same phenomenon in a disperse system. It is 
probably characteristic of such "flakes" that the individual 
particles in them are separated from each other by a distance less 
than the diameter of the surface tension films. Figure 14 repre- 
sents the matter diagraramatically. Even though the- individual 
particles in this type of contact are not in themselves continuous, 
the liquid membranes oj their surfaces are (see Fig. 14), Secause 
of this difference it seems well to distinguish between the two 
and to designate the former as condensation while the latter 
is better called "aggregation." Evidently aggregationinay often 
lead to condensation, and conversely aggregation may be assumed 
to constitute a precursor of condensation. 
. As is well known, special means have to be employed to 
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bring about such intimate contact or continuity of surfaces. 
One of the chief factors which tends to prevent this is the fact 
that the dispersion medium (gas or liquid) exists at the phase 
surfaces in a denser state, has in other words a so-called surface 
viscosity. These envelopes act like the vapor envelopes about 
the drops of hquid formed when water is poured on a hut surface; 
they cause a "repulsion" of the particles when they meet acci- 
dentally and so tend to prevent their coalescence. These phenom- 
ena are closely related to the processes of "wetting" touched upon 
above. Stress was laid upon the importance of these envelopes 
in phenomena of condensation early in the history of colloid- 
chemistry. Thus, J. M. van Bemnielcn wrote in 18S8; " I think 
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, 15. — Appeat-iriCL' ] 
'dinit to H. Siedenlo^.) 

it possible that the formalion ofthefiakes which are precipitated in a 
liquid is dependent upon a change in the surface tension of the liquid 
membranes surrounding the colloid particles, of such type that these 
membranes between the particles are torn at some point, thus per- 
mitting the particles to form aggregates."^ 

The condensation of disperse particles is connected with 
phenomena of movement just as is their dispersion. These 
"condensation movements" consist of a mutual approach of the 
particles and are also a necessary preliminary for their contact 
and coalescence. In fact these movements precede contact. 
The first demonstrable changes in a process of condensation are 
therefore kinetic in character. This fact is of importance for the 
theory of condensation. 

, Dresden, 




vGooglt 



88 GENERAL COLLOID-CHEUISTKY 

The appearance of such condensation movements is not a 
mere theoretical assumption but a necessary conclusion derived 
from the experimentally observed behavior of disperse systems 
before and after processes of condensation have occurred in them. 
Such condensation movements have actually been observed both 
microscopically and ultramicroscopically as illustrated in the ac- 
companying Fig. IS taken from Siedentopf.' 

6. Theory of Condensation. — If we attempt to analyze the 
processes of condensation from an energetic standpoint as was 
done with the phenomena of dispersion, we discover that the 
former are more complex. In dispersion the phenomena of sur- 
face energy are the primary ones, while processes of movement, 
the formation of liquid films, etc., are secondary. But in the 
processes of condensation these different secondary phenomena 
must take place in reverse order before the surface phenomena 
proper come into play. Such considerations harmonize with the 
fact that phenomena of condensation and the means of initiating 
them are manifold in character as will appear later when we 
discuss the phenomena of coagulation. The theory of conden- 
sation therefore divides itself into two parts, first, to put it 
briefly, the means by which "intimate contact" of the particles is 
brought about, and second, the analysis of the processes taking 
place after contact has been established. Since a discussion of the 
different means by which the intimate contact of the particles is 
assured belongs to the field of special dispersoid and colloid- 
chemistry, this must be postponed. 

Subject to general discussion here are the changes which begin 
when the particles of a dispersoid begin to aggregate. This 
process is characterized by the formation of a common liquid film 
about the particles. Since this surface film grows smaller in the 
process of aggregation,^ the whole seems to be produced through 
the action of surface energy of the first order. It is also clear that 
with any increase in the contractile surface energy the liquid film 
tends to push the particles closer and closer together until they 
come in actual contact. When we deal with liquids; coalescence 
of the particles then occurs as described above. In the case 

Jio. 25. 

n Ucmmclen, on p. 87. 
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of solids (provided we are dealing with actual phenomena of 
condensation such as crystal formation) there is a coalescence 
of at least the solid surface layers. The action of the posi- 
tive surface energy in the latter case may be imagined as shown 
in Fig. 16. There results in all instances a decrease of the total sur- 
face separating the disperse phase from the dispersion medium. 
The process of condensation is therefore to be regarded as the con- 
sequence of a transformation of surface energy of the first order. 
The greater the condensation, that is, the smaller the resulting 
absolute surface separating disperse phase from dis[}ersion medium, 
the greater the amount of surface energy of the first order that 
has been transformed. 

Processes of condensation do not always yield coarsely disperse 
or non-disperse systems but may stop when very different de- 
grees of dispersion have been 
attained depending upon the 
concentration of the reaction 
mixture, as shown in the for- 
mation of precipitates in chem- 
ical reactions (P. P. von Wei- 
mam), This "variety in degree 
of condensation is analogous to 
the above-discussed variety in 
degree of dispersion under different experimental conditions, 
and must therefore have an analogous energetic significance. 
The degree of dispersion in a condensing system depends upon the 
amount of expansive surface energy present in it. The smaller the 
surface becomes by condensation, the greater must become the 
tendency of the expansive surface energy to counteract the diminu- 
tion of surface. The system becomes stable when an intermediate 
degree of dispersion has been attained, in other words, when the 
surface energy of the second order balances the surface energy of 
the first order which is producing the condensation. The in- 
fluence of the introduction of other forms of energy upon the 
degree of condensation is analogous to the influence of these as 
discussed for dispersion on p. 82. 

A relation between condensation in colloids and surface ener- 
gies was first pointed out by G, Bredig' in explaining a special form 
' G. Bredig, Anorg. Fermente, 15, Leipzig, 1901. 
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of coagulation. At an even earlier date P. Curie^ pointed out the 
rfile of surface energy of the first order in bringing about condensa- 
tion in molecular-disperse systems in processes of crystallization. 
It is remarkable that the important suggestions of this investigator 
have received but slight (or one-sided) development since they 
were first expressed. P. P. von Weiraarn (whose numerous 
papers appear in the Kolloid Zeitschrift and in the Kolloid- 
Chemische Beihefte) has also developed theories of condensation 
and dispersion which he believes to be so universally applicable 
that he would explain through them all known processes of con- 
densation and dispersion. A detailed account of his views cannot 
be given here. It should, however, be emphasized that no theo- 
retical conception of such processes can be formulated comparable 
in universality with the energetic one which must by definition 
always remain the broadest form in which natural phenomena may 
be described. P. P. von Weimam in his theories of condensation 
and dispersion often makes use of moleculo-kinetic conceptions, 
in other words, he employs special expedients in the elaboration of 
his views. ^ 

§i6. Influence of the Specific Suriace upon the Relations be- 
tween Surface Energies and Other Fcmns of Energy 

I. Specific Surface and Volume Energy; Capillary Pressure.— 

The relation between surface energies and volume energies plays 
an important r61e in the phenomena observed in dispersoids. If 
the surface energies are not confined to a plane surface, in other 
words, if we deal with structures having a spatially defined surface 
or one which is curved, than the two surface tensions exert pres- 

' P. Curie, BuU. Soc. Min., 8, 145 (1885). 

' Objections may be raised against certain details of the argument of this author. 
According to his theory, electrical methods of pulverization are explainable only as 
condensation processes, which is obviously wrong in view of the dispersing effects of 
electrical energy described and illustrated on p. 6g, furthermore, be Tormulatei 
the basic idea of his theory thus: "When, tor any reason, the intensity of the dis- 
solving forces increases on the surface of the dispersed particles, but does Dot exceed 
that value at which the velocity of crystallization or of solution becomes conuderable, 
then the dispersed particles are peptized (dispersed) by the dispersion medium." 
IKolloidchem.Beih., 1, 398(1910)). Icanseeinthisonly a "translation," and DOt an 
analysis of the process of dispersion, for the assumption of "dissolving forces" and 
of a relation of these to other processes constitutes the problem of dispersion but does 
not solve it. These objections, however, are not valid if von Weinjam's theories are 
limited to condensation and dispersion phenomena produced by chemical means. As 
will become evident later, the theories of P. P. von Weimarn agree throughout with 
a observed in this particular Aeld. 
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sure. To put it more correctly, the surface energies in such 
bodies, more partictUarly in curved surfaces, readily change into 
volume energies when opportunity for such change offers. Thus, 
in the positive surface tension of a markedly curved system the 
centripetally directed capillary pressure may bring about a change 
in the pressure. If we assume the particle to be spherical, the 
value of this pressure is inversely proportional to the radius and 
directly proportional to the surface tension. Analogous phenom- 
ena are encountered when the curved surfaces have a negative 
surface tension. As indicated above' these relations between 
surface and volume energies may be demonstrated experimentally 
and are of course of great importance in dispersoids. It will be 
shown later that an increase in density due to positive capillary 
pressure may be demonstrated experimentally. 

3. Specific Surfoce and Changes of State.— The surface energies 
which dominate the behavior of disperse systems are also much 
influenced by temperature (and corresponding herewith, by 
pressure). Thus the vapor pressure of small droplets or particles 
is found to be greater, at a given temperature, than that of the 
same substance in larger masses. Smaller drops therefore tend to 
evaporate more easily than larger ones, wherefore, in a closed 
system these recondense' upon the larger ones. A lowering of 
the melting point of solid bodies occurs when their specific surface 
is increased, just as does a decrease in the evaporation temperature 
with increasing specific surface. Thus P. Pawlow* found dusts of 
saJol, antipyrin, etc., to melt at a temperature some j° lower than 
larger particles. He calculates that in the case of salol, a depres- 
sion of the melting point of 2.8° about corresponds to a hundred- 
fold increase in specific surface. A far-reaching influence of the 
specific surface or curvature is indicated also in the phenomena of 
sohdification or freezing of homogeneous systems. According to 
Miiller-Thurgau,* filter paper, moistened with distilled water, 
freezes at —0.1°, while a clay sphere, moistened with water, 
freezes, according to Bachmetjew,* at — 0.7°. These figures are 

'wm. < 
'wah.< 

aa, 189 {1897). 

* P. Pawlow, Z. f. physik. Chem, 65, 1, 545 (1909); 74, s6j (1910) ; Kob-Zeitschr., 
6, 37 (igio); 7, 265 {1910); P. P. von Weimarn, ibid.. 6, 3J (igio); 7, 20S (1910). 

* MUUer-Thurgau, Landwirtschaftl. Jahrb., 9, 176 (1880). 

* Bactunetjew, Z. f. wissensch. Zoologie, 66, 5S4 (1S99). 
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not simply so called under-cooled values for water, but indicate 
freezing temperatures after such under-cooling is eliminated. 

In these processes of evaporation, of melting and freezing, a 
number of energies change. Positive and negative changes in 
volume and density take place, solid bodies acquire, on melting, 
free surface energies of the first order, the optical properties change 
etc. For these reasons it is, as yet, not possible to show the 
relations which exist between single energy changes and the 
simultaneously appearing changes in the surface energies, the effect 
of which increases with increasing specific surface. 

3. Specific Surface and Electrical Energy. — The relations 
between electrical energy and surface energies must also change 
when macro-heterogeneous are compared with disperse systems. 
Th. Des Coudres' showed that in harmony with our theory, a 
difference of potential between curved and flat surfaces of mercury 
may not only be proved experimentally but its value be ap- 
proximately calculated. Of the influence of an electrical potential 
opposing the positive surface tension, 0. Lodge* states that in a 
drop this influence increases inversely as the fourth power of the diam- 
eter of the drop. In this connection should also be mentioned the 
important study of H.von Steinwehr' who found that finely ground 
calomel, as used in the preparation of normal electrodes, shows 
a greater difference of potential toward its saturated solution than 
does the same substance when less highly dispersed. Further 
relations between the value of the specific surface of electrodes 
and electrochemical phenomena may be found in the paper of 
G. Bredig and J. Teletow.* 

We would expect, on general principles, that the relations 
between surface energies and electrical energy would play an 
especially important part in the case of dis[)ersoids. The majority 
of electrical phenomena take place on the surface since electrical 
energy, in contrast to heat, for example, tends to reside on the 
surface of a homogeneous body. The electrical capacity of a 
hollow metal condenser is therefore about as great as that of a 
correspondingly large solid body. Electrical energy wilt therefore 
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often enter easily into reciprocal action with the surface energies. 
The great importance of these electrical phenomena in colloid 
systems will become apparent later. 

4. Spedfic Surface and Chemical Energy. — Since colloids 
belong to the heterogeneous systems, the general law of chemical 
kinetics governing such systems, may be applied to them. This 
states that the amount of chemical change in the unit of time is 
proportional to the absolute surface (Wenzel).' This leads one to 
suspect, because of the extraordinarily large absolute surface in 
colloids, that many reactions will occur more rapidly in them than 
in coarse heterogeneous systems. Such is, in fact, true. M. Raffo 
and A. Pieroni* found that colloid sulphur behaved toward silver 
salts like an energetic reducing agent; while non-colloid sulphur, 
even though finely divided and obtained by precipitation of a 
polysulphide, would not form silver sulphide in the cold. Even 
after prolonged boiling this occurred only partially. The reactions 
of precipitated metallic silver vary according to the size of its 
particles. The coarsely dispersed "gray" silver, obtained by 
reduction with oxalates, is less sensitive to mercuric chloride 
than is the highly dispersed "black" silver, precipitated by 
sulphites, etc. (R. Liesegang, Liippo-Cramer).' Analogous rela- 
tions exist in the decomposition of hydrogen peroxide by platinum. 
While smooth platinum foil decomposes this compound slowly, a 
"platinized" foil (one covered with finely divided metallic plati- 
num) does it more rapidly. When colloid platinum is used, the 
effect is still observable, if there is but i gram-atom of platinum 
in 70 million liters of the reaction mixture (or i gram-atom of 
colloid palladium in 26 million liters: or i gram-atom of coUoid 
gold in one milUon liters).* 

Still greater surface effects are naturally to be expected when, 
as in the last example, we deal with phases having different specific 
surfaces, that is, having different surface concentrations in space. 
From the existence of capillary pressure and from the changes in 
density which result from this pressure we would expect an in- 

' See Wlh. Ostw&ld, Grundr. d. allg. Chemie, 4 Aufl., aaS, Leipzig, 15109. 

* M. lUfFo and A. Pieroai, Koll.-Zeitschr., 7, 158 (1910). 

• LUppo-Cnuner, Koll.-Zdtschr., 3, 35 (1908). 

•G. Bredig, Bioch. Zeitschr., 6, 315 (1907); G. Bredig and J. Teletow, Z. f. Elek- 
tioch., la, sSt (1906); J. Teletow (abstract), Chem. Centr., i, 793 (1908). 
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fluence upon the velocity of chemical reactions, for the speed of a 
chemical reaction is primarily dependent on the density of con- 
centration of the reacting components. Therefore, we would 
expect' that the phenomenon of catalysis would be especially 
marked in colloid systems. The distinguishing characteristic 
of a catalyzer resides in the enormous change which it is capable 
of bringing about in the velocity of a chemical reaction. Thanks 
to the brilliant investigations of G. Bredig,' his students and 
others, it has been showa that many catalytic effects may be 
brought about by highly dispersed surfaces of all kinds, and that 
the especially important catalytic reactions of the organic /ctw««(j 
may be closely imitated by various inorganic materials in the 
colloid state, such as the colloid metals. We need in illustration 
but to recall the catalytic effects on gases of a trace of platinum 
sponge or platinum black as compared with the effects of a piece 
of smooth platinum foil. The great part played here by the 
specific surface, that is, the volume concentration of the surface, is 
also apparent. 

Closely connected with density changes of great surfaces are 
the so-called adsorption phenomena, which we shall consider in 
detail later. With these are also connected changes of a chemical 
nature and reaction accelerations. But since they cannot be 
discussed to advantage without a previous discussion of adsorp- 
tion itself, we must postpone the whole matter. Even now, 
however, we may point out that theoretically the amount of a 
reaction product ultimately obtained, in other words, the equilib- 
rium point in a chemical reaction, may be shifted under the 
influence of great spatial concentrations of the surface energies, 

Dt revieiT ot 

,.,_„,_, . , . y references 

to the literature. The following according to Bredig, are the best coDuected pre- 
sentations of the field. Bodlaender, Uber langsame VerbrennuDB, Stuttgart, iB99< 
VV. Ostwald, Grundr. d. allgem. Chem., 1909; Leillinien der Chemie, ipo6; Cbei 
Katalyse, Leipzig, 1901; Natur-philosophie, 1902. ^v. Arrhenius, ImmuDochemie, 
Leipzig, 1907; Theorien der Cberaie, Leipzig, IQ06. W. Nernst, Theoret. Chemie, 
1009. W. Herz, Lehre von der Reaktionsbeschlcunigung., Stuttgart, 1906. R. 
Hoeber, Physikaliscbe Chemie der Zelle u. d. Gewebe, Leipzig, 1906. E. Cobc&, 
Physical Chemistry for Physicians and Biologists, Trans, by M. H, Fischer, New 
York, 1903; H. J. Hamburger, Osmotischer Druck u. lonenlehre i. d. mediz. Wiss., 
Wiesbaden. 1904. G. Bredig, Elemente der chemischcn Kinetik, in Spiro u. ^^ets 
Ergeb. d. Physiol., 1902. Schade, Bedeutung der Kstalyse in der Medixiii, ' Kiel, 
1907. M, Bodenstcin, Chem.-Zeitg., 36, 1075, 1902. J. W. Alellor, Chemical Statics 
and Dynamics, London. 1904; H. Freundlich. Kapillarchemie, Leipzig, 19^- Gom-i 
prehensive presentations by Bredig appear in Oppenheimer's Handb.'d.'Biddi. U 
well as in Bredig's Handb, d. angewandt. physik. Chemie, 
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as obtain in dispersoids, for example.* If a chemical reaction 
occurs in the zone of contact between two phases, in which, for 
example, a positive surface tension is present, either of two things 
may happen. The surface tension may be either raised or lowered 
by the chemical change occurring in the two phases. In the first 
instance, the " chemical resistance," that is, the speed of the oppos* 
ing reaction, would be decreased through the consumption of 
energy necessary for the increase in the surface tension; in the 
second, wherein the surface tension diminishes, an acceleration 
of the reaction would occur, for the free surface energy produced 
would now tend to change into chemical energy. Besides the 
increase in rate, there would also be an increase in the product of 
the reaction, since the amount of chemical energy available for 
its formation is increased by the amount resulting from the 
transformation of surface energy into chemical energy. A great 
specific surface will therefore be able to shift the equilibrium point 
of a chemical reaction just as does a rise in temperature. 
Ostwald' has given a practical illustration of this. If the 
the solution of a. salt of a fatty acid is brought in contact with a 
large surface, the fatty acid set free by hydrolysis tends to collect 
in the surface, that is, it concentrates itself there more than does 
the base. The hydrolytic equilibrium of the remaining solu- 
tion is thereby disturbed, and to reestablish it, more of the 
salt must hydrolyze. Other phenomena of this class, especially 
as observed in colloid systems, will be discussed later. 

Finally, it should be noted that several exceptions have been 
observed to the general rule that substances with large specific 
surfaces react more rapidly than coarsely dispersed ones. Mc- 
intosh' states that colloid silver dissolves very slowly in acids; 
Its solution can be greatly accelerated by the addition of small 
amounts of permanganate. Occasionally in the literature of 
colloid-chemistry, we encounter the statement that colloid solu- 
tions react "sluggishly." In the light of our discussion, this 

' J. J. Thomson, Applications of Dynamics to Physics and Chemistry, 103, 334, 
London (1888) ; see also the extensive discussion of this question but one not free from 
objeclion, by T. B. Robertson, K.ol].-Zcitschr., 3, 40 (tgoS). That the osmotic 
equilibrium between two molecular disper^ids, and that the distribution of a 
molecularly dispersed substance between two phaacs depends on the specific surface 
of the phases has been proved theoretically by F. Kaufler, Zeitschr. f. physik^ 
Chem., 43, 686(1908). 

>\Vilb. Ostwald, Z. f. physik. Che m., 63, 51 j (igo8), 

'Mcintosh, Amtr. Journ. Physic. Chem., 6, 17 (1901). 
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Statement b not correct when comparison is made between col- 
loidally and coarsely dispersed systems. But when comparison 
is made with the reactivity of molecular and ionic dispersoids, it is. 
It has been proved with any two substances composing a dispersoid 
that the reactivity decreases progressively with decreasing degree 
of dispersion. In molecular and ionic dbpersoids in which it 
might be said that the disperse particles consist "almost entirely 
of surface," one would therefore expect an enormous development 
of surface energies. In this connection, one is, as a matter of fact, 
reminded of the old chemical saying, "Corpora non agunt nisi 
soluta." But the part played by the chemical energy resultii^ 
from the conversion of surface energies during chemical reactions 
in disperse systems, must also decrease with increasing degree of 
dispersion. When we come to deal with maximum degrees of 
dispersion, in other words, with "indivisible" particles such as 
molecules, atoms or even electrons, one might develop a conception 
according to which chemical reactions, that is, the union and sepa- 
ration of molecules or atoms, etc., represent merely the results of 
decreases in the surfaces of the particles involved. The dynamics 
of molecules and atoms and especially the effects of chemical 
energy can in this sense come to be viewed as mere manifestations 
of the surface energies of maximally dispersed particles. The 
discontinui^ of matter in which we have always believed and 
which has been proved in various ways then becomes synonymous 
with the existence of an immensely great absolute, as well as 
specific surface; and all changes in this discontinuity become 
connected with changes in the amount of the surface, or of the 
degree of discontinuity of the substance, in other words, with 
changes in the capacity factors as well as the spatial concentrations 
of the surface energies.' 

5. Specific Surface and Radiant Energy. — The connection 

' The history of science teaches that we have always held to the theory of the dis* 
continuity of matter, but tliat different kinds of energy were in turn made responsible 
for or associated with the elementary' changes in the discontinuity. Distance energy 
(attracting and reprelling forces) kinetic energy, and more recently, electrical energy 
have in turn been associated with the discontinuity. It is of interest to point out 
that this electrical theory of the structure of matter is closely allied with the concept 
that the surface energies are the forces responsible for the elemcntaty changes 
in discontinuity, for, as pointed out above, electrical phenomena occur chiefiy on 
surfaces. It seems, therefore, but a further step in the same direction, if we add 
surface tension and surface energies to the "forces" already considered, since both 
of them are as widely dbtributed and important as the discontinuity of m&tter 
itself. 
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between specific surface and another type of energy, namely, 
radiant energy, is closely related to the chemical phenomena 
discussed in the previous division. Stas' found that the photo- 
chemical sensitiveness of silver chloride precipitates increased with 
their degree of dispersion. Corresponding to the series given on 
p. 75, the sensitiveness to light increased from the granular, 
through the powdered, up to the flocculent or cheesy. Interest- 
ingly enough, Stas emphasized that it is the latter type and not the 
"gelatinous" state of silver chloride which is most sensitive to 
light. Were we to assume, as does P. P. von Weimarn, that the 
gelatinous is only a continuation of the other varieties of pre- 
cipitates, in the sense that the precipitate in the gelatinous form 
represents merely a still finer division of the particles, but is 
otherwise of the same general character, is crystalline, for ex- 
ample, then the behavior observed by Stas would constitute a 
contradiction of Wenzel's law. But not only the improbability 
of such an exception but many other reasons indicate that in 
"gelatinous" silver chloride we are dealing with a system fun- 
damentally different from that characterizing the other solid 
precipitates. It is an emulsoid in contrast to the others which 
are suspensoids. 

These relations between photochemical sensitiveness and size 
of granules have often been observed since Stas's work and have 
attained great importance in the practice of photography and in 
the preparation of photographic films.* 

A more interesting, and perhaps more important discovery is 
the unusual one of E. Wedekind and H. Baumhauer' (together 
with Gockel) that the emanations of radio-active substances 
may be much increased if they are highly dispersed, as by being 
converted into colloid form. These authors succeeded in prepar- 
ing radio-active thorium in colloid form. A comparison of the 
radio-activity of this thoriumsol with that of the metallic (coarsely 
dispersed) element, measured by the volt decrease per hour, 
showed the surprising fact that the radio-activity of a sol contain- 
ing only o.o^3S gram was equal to that of a coarsely dispersed sus- 
pension containing o.iii gram. In other words, the radio-activity 

' Stas, see K. Druckcr, Koll.-Zdtschr., 4, 316 (1909). 

' See LUppo-Craraer, Kolloidchemie u Photographic (Dresden 1908) as well as 
the numerous papers of this author in the Kolloid Zeitschrift. 

> E. Wedekind and H. Bauniliauer, KoLl.-Zeitsdir., 5, 191 (1909). 
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oj the sol was 4.S Hmes as great as that of the coarsely dispersed 
element. 

The extraordinary sigtiificance of this discovery' lies in the-fact 
it has not as yet proved possible to influence markedly the emana- 
tion from a radio-active substance by any other means' as by 
raising the temperature,' evacuation, electrolysis, etc. A more 
striking demonstration of the great effect of the surface energies 
which come into play with increase in dispersion could scarcely 
be found than this singular effect of degree of dispersion upon the 
radio-active dbintegration of the elements. Furthermore, this 
fact seems to indicate that the surface energies will come to play 
not only an important, but, in comparison with the other kinds of 
energy, perhaps a dominant part in a general theory of matter.* 

■ It was not recognized by the authors themselves. 

' See the Textbooks on Radio-activity. 

' Recently an insigniiicant influence of temperature has been observed (Engler, 
ttc.). 

* It would be a feat in colloid chemistry to carry out analogous experiments with 
colloid radium salts. Since colloid, especially suspensoid systems exhibit their 
characteristic properties with the most minute amounts of disperse phase, only small 
•mounts of radium salts would be necessary. One might first test out their prepa- 
ration by using the physico-chemically similar barium salts, and after having dis- 
covered a suitable "micro-chemical" method apply it to radium. Gelatinous 
radium salts could perhaps be prepared by methods analogous to those used by C. 
Neuberg and bis students (Koll,-Zeitschr., 3, 321, 354) on barium salts in alcoholic 
solvents. 
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CHAPTER IV 

DisTRmirnoN of the colloid staix and the 

CONCEPT OF COLLOID CHEMISTRY 

§17. The Fundamental Independence of the Colloid State (tf 
the Cheiiiical Nature of the Phases 

I. Stat^tical and Experimental Development of the Idea of 
the Unirersalitf of the Colloid State. — In the f orthcomit^ historical 
portion of this work it will be shown that the number of known 
colloid systems has steadily increased as colloid chemistry has 
developed. In Graham's time (1861) and even later, coIIoidaHty 
was generally held to be characteristic of certain substances, but 
with the discovery of general methods of preparing colloid systems, 
it soon became clear that this was too narrow a view. At the 
present time, we may say that practically all solid substances have 
been, or can be prepared in colloid form by some method or other. 
P. P. von Weimarn, for example, has by a single method "con- 
verted" over two hundred different substances (salts, elements, 
etc.) into colloids. Of course, different substances are changed 
into the colloid condition with different degrees of ease, but no 
decisive effect of the chemical nature of the substance whose 
dispersion is attempted has as yet been discoverable. 

Nor is the chemical nature of a dispersion medium of funda- 
mental significance in determining its abiUty to maintain a second 
substance in the colloid condition. Even Graham knew that dif- 
ferent dispersion media could mutually displace each other with- 
out destroying the colloid state. He was able to replace the water 
of a silicic acid gel with alcohol, with sulphuric acid, etc. And 
while the first known metaUic colloids were hydrosols, many metal- 
lic organosols (metallic colloids in various organic dispersion 
media) have recently been prepared. Among these are the sols of 
the alkali metals which cannot even exist in water (The Svedberg). 

Neither is the suspensoid or emulsoid character of a colloid 
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determined by any perticular chemical properties of the disperse 
phase. There exist inorganic as well as organic suspensoids. 
Generally speaking, the emulsoid states are more common than the 
suspensoid, in the case of the albumins, for example; but suspens- 
oids are also found among these, as shown by their ready pre- 
cipitability through traces of electrolytes, by their low internal 
friction, etc. (see pp. 12, 13). As P. P. von. Weimarn has shown 
in his fundamental researches, the same substance may be ob- 
tained either in the suspensoid or emulsoid state (as a jelly) 
depending upon the conditions of its preparation. One and the 
same substance may also exhibit either a suspensoid or an 
emulsoid character dq^ending upon the nature of the dispersion 
medium as Freundlich and Neumann have found in the case of 
dyes (see p. 56). 

Finally, one and the same substance may appear under dif- 
ferent circumstances either as a crystalloid or a colloid. We need 
but recall the crystallization of albumin or, on the other hand, the 
production in colloid form of materials usually known only as crys- 
talloids, such as common salt.' P. P. von Weimarn (l.c.) recently 
showed that mere change in the concentration of the components 
of a reaction mixture sufficed to precipitate them either in colloid 
or crystalloid form. These facts show clearly the fundamental 
independence of the colloid (and crystalloid) state, of the special 
chemical properties of the substances involved. 

Obviously, the growing acquaintance of investigators with 
new colloid materials could not but lead them gradually to rec- 
ognize that colloid properties were not confined to specific 
chemical substances. The attempts of P. Rohland* in 1907 to 
tabulate colloid materials showed clearly how impossible was such 
a chemical viewpoint. The result was entirely unsatisfactory, 
for the table included not only a heterogeneous lot of chemical 
substances, but was incomplete. Conversely, however, it dem- 
onstrated the impossibility of coordinating satisfactorily chemical 
composition with colloid properties and brought home the fact 
that all materials may occur in the colloid state. But while this 
view was already beginning to be recognized in 1905 as a necessary 
conclusion to be drawn from the rapidly increasing list of colloid 
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materials' it should be emphasized that P. P. von Weimarn (1906) 
was the first to express clearly and emphatically on the basis of 
these findings that the colloid, like the crystalloid, is a universally 
possible state of matter. 

Although experiment shows the colloid state to be independent 
of the chemical composition of the phases, this does not of course 
mean that the properties of the dispersoids may not change with 
varying chemical composition of the phases. Examples have 
already been given which show that one and the same chemical 
substance may assume different types of dispersion with different 
kinds of dispersion media. The usual view of this behavior which 
holds the "chemical nature" of the phases responsible for the ob- 
served changes, may easily lead to error, for it is not the chemical 
properties, in other words, the analytical composition and the 
reactivity which determines whether a substance dissolves as a 
colloid or molecular dispersoid, but rather the different physical 
properties such as different "solubility" values, etc., in other 
words, the free surface energies which bring about the variations 
in degree of dispersion. Of course, these physical properties, 
like other properties are in good part dependent upon the chemical 
composition of the phases, and so change with chemical changes 
in these. Obviously the stability, reactivity, etc., of a colloid 
must therefore vary with changes in the chemical composition 
of the phases concerned. But the chemical relations between 
disperse phase and dispersion medium characterize the dispersoid 
just as little as the absorption or liberation of heat which always 
accompanies chemical processes completely characterize these, 
even though, as is well known, temperature influences them greatly. 

2. Universality of the Colloid State as a Necessary Conse- 
quence of Characterizing Colloid Solutions as Disperse Systems. — 
If it is granted that colloid solutions arc merely representatives 
of disperse systems and that their properties are determined 
through a degree of dispersion which has both an upper and a 
lower limiting value, it becomes self-evident that almost any de- 
sired material may be prepared in the colloid condition. For 
as certainly as all substances have not an unlimited solubility in 
every solvent, equally certainly can these substarues be gotten into a 
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disperse form provided a proper dispersion medium is chosen. For 
every substance a second may be found in which the first is 
"insoluble" or only slightly "soluble." All special problems in 
"colloid synthesis" consist in finding the experimental means of 
obtaining the average values in degrees of dispersion that are 
characteristic of colloids, or of fixing such in passing through a 
series of progressively changing degrees of dispersion. The ques- 
tion of the "possibility of all substances existing in a colloid state" 
stands and falls with this recognition of colloid solutions as mere 
examples of dispersed heterogeneous systems. 

It is evident that this classification of colloid and dispersed 
systems accepts from the start the fundamental independence of 
the colloid state of the special chemical nature of the phases, for 
to classify disperse systems according to their degree of dispersion 
and the state of their phases makes use of no chemical conceptions 
whatever. On the contrary, it expressly departs from them' In 
this sense, the assumption of the universality of the colloid state 
must be termed the first and most essential generalization that 
may be made regarding this class of dispersed systems. It was 
therefore included in the conception proposed by Wolfgang Ost- 
wald in 1907 and developed independently of the investigations 
of P. P. von Weimarn. It should be emphasized, however, that 
even before the latter's investigations, the accepted inductive 
recognition of the essential independence of the colloid state of 
chemical composition constituted one of the essential steps which 
made possible the characterization of colloids as disperse hetero- 
geneous systems.' 

§18. Iteocolloids 

The view that the colloid properties of a substance represent 
only properties of state may perhaps be most strikingly demon- 
strated by considering a class of colloids in which both disperse 
phase and dispersion medium have the same chemical composition. 
Among these remarkable colloids are found such as consist of but 
one chemical substance, in other words, their disperse phases and 
their dispersion medium both consist of the same substance but in 
different "states." We deal here with systems which are often 
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referred to as "coUoid" or "colloidally amorphous," but whose 
place and relation to the normal or more common colloids has not 
yet been clearly determined. We shall term these structures in 
which disperse phase and dispersion medium are chemically iso- 
meric, isocolloids (isodispersoids). For those cases in which a 
single element {in allotropic forms) makes up the colloid system 
we may reserve the name allocoUoids (allodispersoids).' 

Examples of isodispersoids, more particularly of isocolloids are 
common in both inorganic and organic chemistry. As mentioned 
in the practical introduction (p, i) liquid colloids are especially 
apt to belong to the group of liquids which behave "abnormally," 
In spite of agreement in elementary analysis these structures 
may, through distillation foe example, be divided into several 
fractions; in other words, they have no "constant" boiling point. 
Their internal friction often shows a remarkably high temperature 
coefficient, in other words, varies greatly with changing tempera- 
ture (mixtures of fluid polymers). Their so-called molar surface 
energy, that is, the value V'*.7 (V = molar volume = volume of 
the gram molecular weight; t = the positive surface tension) is 
less than that of normal fluids {associaltd liquids)} They can at 
times be separated through centrifuging or even filtration, into a 
solid or semi-solid phase and a liquid one. They betray their 
physical heterogeneity optically, for they are turbid, opalescent, 
give a positive Tyndall effect, and in the coarser dispersoids, a 
"structure" can be recognized microscopically. Among these 
systems are found oils, waxes and different varieties of rubber, 
the higher fatty acids, the fractions of mineral oils which come off 
at high temperatures,* probably molten .salts (which according to 
R, Lorenz* are strongly associated), and molten materials of other 
composition, as phosphoric acid and arscnious acids, which on 
cooling give rise to glacial forms. The name "glacial" indicates 
that emulsoid types of isocolloids occur, and our present know- 
ledge would seem to show that the emulsoid type is by far the more 
common. The so-called "meta forms" of fused materials (which 

' Of the available prefix«, eu, hylo, alio, auto, iso, etc., that of iso is perhaps the 
best. 

' For details see the textbooks 00 Ph/sical Chemistry, foreianiple Wilh. Ostwold, 
Grundr. d. allgem. Chemie, 4 Aufl., Leipzig, igog. 

' Fot a. discussion of their colloid properties see D. Holde, Koll.-Zcltschr., 3, 
37a (1908); Z. f. angewuidt. Cbem., 1138 (1908); J. Schneider and J. Just, Z, f, Wis- 
sench. Mikrosk., 11, 501 (1905). 

' R. Lorenz, Z. f . physik. Chem., 70, ij6 (iQto). 
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are not to be confused with the meta forms of dissolved materials, 
like the different stannic acids) are particularly apt to produce 
jellies and glasses on cooling, as do such typical emulsoids as gela- 
tine and agar. An especially instructive and lucid example is 
the system styrol-metastyrol, recently investigated by G. Posnjak.' 
Styrol, a hydrocarbon of the composition CgHg polymerizes spon- 
taneously on standing into {CgHs)n which, according to the degree 
of polymerization, has a jelly-like or glass-like consistency (metas- 
tyrol). The polymerization can be followed quantitatively by 
measuring the internal friction which increases as the polymeriza- 
tion progresses. Interestingly enough this particular example 
shows what is also true of other substances, that light as well as 
heat favors polymerization (photopolymerization) . When poly- 
merization is complete the product (metastyrol) is hard and glassy, 
may be pulverized, etc. But the intermediate stages in the poly- 
merization are nothing more than colloid solutions of solid metas- 
tyrol in liquid styrol. "If one adds to pulverized metastyrol an 
equal weight of styrol, the former gradually absorbs the latter. 
In the process the originally opaque powder becomes translucent 
and gradually changes into a homogeneous, gelatinous or jelly- 
like, viscid, transparent mass. If less styrol is added to the metas- 
tyrol, say only about a fourth as much of the former as of the 
latter, a transparent mass results which is not viscid, but glassy" 
(G. Posnjak, I.e., 14). These changes are entirely analogous to 
those observed in the swelling of emulsoids. That, on the other 
hand, fluid colloid solutions may be obtained by employing an 
excess of the liquid styrol, follows from the unlimited solubility 
of metastyrol in styroP as observed by G. Lemoine.* 

Sulphur* is a tj'pical . allocolloid, as are phosphorus and 

' G. Posnjak, Das Metastyrol und die beiden Distyrole, Diss., Leipzig, igto. 

' The different polymeiization or dispcisjon states of styrol are preserved even 
when dissolved in a chemically heterogeneous solvent such as carbon tetrachloride. 
This is proved not only by the fact that, like a typical colloid, metastyrol when in 
solution, causes no rise in the boiling point, but also by the different reactivity 
observed in the different stages of polymerization. When a drop oE permanganate 
solution, made alkaline with sodium hydroxide, is added to solutions of liquid styrol, 
gelatinous styrol and solid metastyrol. having the same percentage concentrations, it 
is decolorized respectively in to seconds, in 40 seconds and 650 seconds (G. Posniak, 
U, .6). 

' G. Lemoine, Compt. rend., 115, 530 (1897); 119, 719 (1859). 

* I have previously pointed out the great interest attached to a consideration 
of the allolropic forms of sulphur from a colloid-chemical standpoint, KoU.-Zeitschr., 
7, i7» ("9"o)- 
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selenium. As is well known, the soft plastic, translucent to trans- 
parent' form of sulphur obtained by cooling it rapidly has long 
been called colloid or "colloidally amorphous" sulphur. As the 
result of many investigations, we have been forced to assume the 
existence of several more so-called allotropk modifications more 
especially of two liquid forms of sulphur, designated asSx and 
S^. When pure sulphur is heated one obtains the modification 
S^ which is a bright yellow, labile liquid, from the temperature 
at which the sulphur first melts up to i6o°C. If the temperature 
is further raised the system again becomes viscid and its surface 
tension again increases. If this melted sulphur is cooled to 100° 
then as Malus, F. Hoffmann and R. Rothe, A. Smiths, etc.," have 
shown a second liquid sulphur phase, S„ makes its appearance 
which gives rise to the so-called "insoluble" sulphur when the 
sulphur solidifies. Between 160° and about 270° in the range of 
the physical irregularities mentioned above, the system is therefore 
allodispersed and it seems logical to assume that at certain tem- 
peratures, a colloid condition is traversed. The physical charac- 
teristics observed in the behavior of sulphur remind us in many 
respects of the behavior of emulsoid colloids. ' 



If Wcimam, K 



' Concerning perfectly "transparent" sulphur sec P. P. ' 
Zeitschr., 6. 150 (n>o^). 

' An exlenileii discussion of the work done on sulphur up to iqoj may be found in 
Wilh. OsLwald, Lehrb. d. allg. Chcm.. 3, Aufl, II, 3, 449. Sec also the recent extensive 
papers of A. Smiths and h£ coworkers, Zoitschr. I. pbysik. Chcm,, 43, 469 (1903); 
SI, 6oi (1905); 54, 276 {1906); 57, 685, 691 (1907); 61, 100 (1907); F. Hoffmann 
and R. Rothe, »6W.,SS, 113 (1906): 59, 44S (1907); H. R. Kruyt, ibid., 64, 513 (1908) 
where extensive references to the literature may be found; 65, 486 (rgog), etc. 

• I purpose publishing details regarding these analogies elsewhere. Here I would 
only point out that aulpbur melts bring to mind the critical fluid mixtufti such as 
those of butyric acid and water, a fact which seems not previously to have been 
noted. Thus the viscosity cur\'es in the temperature ranges where an anomalous 
behavior is noted [sec L. Rotinjanz, Z, f. physik. Chem., 6a, 609 <i9aS)| are iden- 
tical in form with the corresponding friction curves of aqueous critical fluid mixtures 
(J. Kriedlander, ibid., 38, 430 (1901)]. Attention should also be called to the non- 
conclusivencss of the view that both fluid phases "cannot'' exist in equilibrium 
above and below the "transition" point (about 160°) because this would contradict 
the phase rule [see especially H. R. Kruyt, l.c.\. As a matter of fact the atipareutly 
unliniud slabiliiy ol critical fluid mixtures as proved by Fricdlandcrs careful 
studies seems to indicate that "real" equilibria and not simply "dynamic" retarda- 
tions exist in the case of sulphur also. Those investigators, who assert that the 
existence of true equilibria would contradict the phase rule, forget t'bnt this rule 
holds only if Ikt nature of the phasts ij tlu samt Ikroughoul thtir fntire masi, or, to 
quote Gibbs himself, only "if the changes of the shares of energy and entropy which 
arise from the surfaces between the heterogeneous masses, are so small in compaiisun 
with those which arise from these masses themselves that they are negligible. In 
other words, we will exclude any consideration of the effects of capillarity, [Thermo- 
dynamische Studieo, 73, Leipzig, tSgi. See especially pp. Sg and 90 where the 
reasons for the limitation mentioned above are given in greater detail, [ But this 
usumption of Gibbs as used in his general considerations of the phase rule is, of 
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As showD by the photograplxjc iovestigations of O. Btitschli* 
and A. Wigand,' highly dispersed solid systems of sulphur may 
also be produced. It would be of interest to extend these investi- 
gations into the ultramicroscopic realm of the colloids. This has 
been done by H. Siedentopf for phosphorus which shows analo- 
gous separation phenomena under the influence of intense light* 
White phosphorus, as is well known, is coverted into red, by 
light. The intense light of a so-called "cardioid" ultramicroscope 
accomplishes this in a few seconds. Ultra-microscopically, a 
solidified drop of white phosphorus at first appears "empty," but 
almost instantly, upon illumination, white submicrons appear. 
These grow and combine through tendril-like extensions into a 
kind of network, and finally become red. According to these 
investigations white phosphorus, with a trace of red phosphorus 
undoubtedly represents a solid, at first perhaps, semi-solid 
allocoUoid. 

§19. Multiplicity of the Colloid State of One and the Same Sub- 
stance. Example : Colloid Ice 

As a further evidence of the fundamental independence of the 

colloid state of the chemical character of the substance, and as an 

course, not true as I have repeatedly emphasized, and as Gibbs himself has said, 
when vie deal with disperse and more especially, colloid systems. Gibbs started 
with the assumption that we could neglect that part of the energy, etc., which 
originates in the surfaces between the heterogeneous masses. Such an assumption is 
fully justilicd in many cases and for many purposes, or whenever the masses are 
large; but^when the masses are formed in or between materials o( different nature or 
state, or are at the instant of formation infinitely small, such an assumption becomes 
unreliable, for now the surfaces become infinitely large as compared with the masses. 
In answer to the question as to whether the phase rule holds for colloids, we may say, 
that a phase rule which recognizes only concentration, pressure and temperature as 
variables, is not going to be valid, but an elaborated one in which the degree of dis- 
persion of the system is added will be. The same is true in dealing with electrically 
charged disperse phases, in which account must be taken of the influence of electrical 
energyupontheequilibriumof the system; for as is well known, the latter is not, or at 
least not always, a function of the mass of the charged phase. Regarding the val- 
idity of the phase rule in colloid systems sec J. M. van Bemmelcn, Die Absorption, 
Ges. Abhandlgn., 347, Dresden, igro; A. Mitta.sch, ZeJtschr. f. physik. Chem., 34, 
495 (igoo);G. Galcotii. iAW.,54,.7i7 (iqos);P. Pawlow, t6W., 75, 48 (1910), In the 
last-named Paper which appeared while these paragraphs were rn press, the phase 
rule is broadened as suggested above. 

■ O. BUtschli, Untcrsuchungen Uber Strukturcn, Leipzig, i8gS; Die Mikrostruk- 
turen des eslarrten Schwefels, Leipzig, 1000, 

' A.. Wigand, Zeitschr. f. physik. Chem., 71, 752 (rgio). 

' H. Siedentopf, Her. d. dlsch. chem. Ges., 43, 6gi (1910). 

* As in well known, sulphur also suffers an allotropic change under the influence 
of light (Uaguin, Lallemand, lierthelot, Rankin, etc., see H. R. Kruyt, l.c., 54] 
(1908). 
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example of the multiplicity of colloid phenomena that may be 
exhibited by one and the same substance, we shall consider the 
possible colloid forms of water, and those which have actually 
been prepared. As follows from the chapters on the influence of 
the degree of dispersion and of the type of the dispersed material 
upon the colloid state, the same chemical com]3ound may give 
rise not only to one, but to a large number of colloid systems. 
If our view is correct, that only a certain intermediate degree of 
dispersion gives the property of a colloid, then it should be a 
matter of indifference, in the case of water, with which form we 
begin. From it we should be able to prepare all its various colloid 
states. That such is possible seems proved by recent investigations 
(G. Quincke,! p p y^^ Weimarn and Wo. Ostwald,* H. Schade'). 
I. Isocolloids of HiO. — ^Let us commence with the isocolloid 
state. The following possibilities exist: 

(a) SoUd ice (dispersion medium) + water-vapor bubbles of 
colloid dimensions (disperse phase). Coarsely dispersed systems 
of this character, as the turbid or milky-white ice (milk ice) 
produced by refrigerating machines, are well known. It is prob- 
able that a more exact study of the relation between degree 
of turbidity or diameter of the bubbles and the conditions pre- 
vailing during preparation of the ice will acquaint us with systems 
showing a colloid degree of dispersion. 

(b) Solid ice (dispersion medium) + liquid droplets of colloid 
diameter (disperse phase). Considerations analogous to those 
discussed in the preceding paragraph hold for this case. G, 
Quincke (I.e.) regards it as the most general structure of solid, 
"amorphous" ice. 

(c) SoUd ice (dispersion medium) + solid ice of a colloid 
degree of dispersion (disperse phase). That siich systems exist 
is proved by the investigations of G. Tammann,'' who, as a matter 
of fact, recognizes three or four different modifications of solid 
ice. According to G. Quincke (I.e.) the forms of ice described in 
the previous paragraphs, may, by lowering the temperature, by 

' G. QiUDcke, Dnide's Ann. d. Physik,, 18, 11 (1905). 

' P. P. von Wrimirn and Wo. Ostwald, KolL-Zeitschr., 6, 181 (igio). 

' H. Schade, Koll-Zeitschr., 7, ]6 (igio). See also the extended discussion of this 
theme in Trans. Faraday Soc, 6, 71-129 (1910). 

' G. Tammann, Zeitschr. f. physik. Chem., 69, 569 (1910); 71, 6og (1910); Zeit- 
Khr.f. anorgon. Chem., 63, ^83 (1909) where may be found further references to the 
literature on tb« diSeient modifications of ice. 
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freezing at different rates, etc., be converted into the system di 
cussed here. 

(d) Fluid water (dispersion medium) + water-vapor bubbl 
of colloid dimensions (disperse phase). Highly dispersed systen 
of this type are represented . by the chemically homogeneoi 
fluids near their critical vaporization temperatures. Their fii 
turbidity or strong opalescence, their varying density, etc., ett 
betray their colloid character.' 

(c) Fluid water (dispersion medium) + fluid water drople 
of colloid dimensions (disperse phase). As is well known, wat 
belongs to the strongly associated liquids, so that the formatic 
of complexes and of polymeric molecules (polyhydrols) mo 
especially at lower temperatures has often been called upon i 
explain its anomalies in behavior.* Since modern theoris 
hold that this polymerization may be so great that they spea 
of the formation of "droplets" of the polymer in the non-asS' 
ciated liquid, it is easy for us to assume that colloid degrees i 
dispersion may be reached. H. Schade {I.e.) has, as a matt 
of fact, developed such a colloid-chemical theory of the coi 
stitution of water, according to which its behavior in many dire 
tions is shown to be anaiogous to that of well-recognized colloid 
The observation of P. P. von Weimarn (I.e.) that water sudden 
cooled (by mixing with liquid air) is at first soft and viscid, brini 
to mind the behavior of melted sulphur, when this is coolt 
to :oo°C. 

(/) Fluid water (dispersion medium) + coUoidally disperst 
solid ice (disperse phase). It cannot be definitely decided whethi 
highly dispersed examples of this type really exist. Snow i 
water would represent a coarsely dispersed system of this typ 

(g) Water vapor (dispersion medium) + water droplets • 
colloid dimensions (disperse phase). Examples of this are four 
among the critical phenomena as in the liquefaction of wat 
vapor. Such structures, usually called mists or fogs, play 
great part in cosmic physics, where they are known as clouds, i 
when in a coagulated state, as rain (P. Pawlow),' 

'See, for erample; J. P. Kucnen, Die Zuslandsgleichung, 34, Braunschwei 
1907- 

' See H. Schade tor references to the literature on this subject. 
'P. Pawlow, Koll.-Zeitschr.p 8 (1911)- I also pointed out that these cosn 
structures are examples of dispersed or colloid systems [KolL-Zeitschr., I, 191, 3, 
(1907), and in the first German edition of this book, 96 (1909)]. 
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(A) Water vapor (dispersion medium) + colloidally dispersed 
ice (disperse phase). Such systems are obtained as fine snows 
when fogs are rapidly cooled below their freezing point. Their 
(^tical properties, which remind us of the Tyndall effect of col- 
loid systems, are observable on winter nights, when the moon has 
a halo. The fact that in winter we deal with fine particles of 
solid ice explains why the halo is then more marked than in sum- 
mer when the mists are liquid in character. 

3. Chemically Heterogeneous H^O Colloids. — When only the 
disperse phase consists of water, while the dispersion medium is 
another substance, then as in the case of the water-isocolloids 
eight colloid systems are possible. The water must of course be 
insoluble in such systems, or at least but slightly soluble, otherwise 
molecular dispersoids result. It is an easy matter to take up 
these eight possibilities, to coordinate them with what was said 
before, and to find examples for the different types. Of especial in- 
terest are the ice colloids of the composition liquid + gas, liquid + 
liquid and liquid + solid, in other words, the aqueous colloid 
"foams," the aqueous emulsoids and the ice suspensoids. In the 
known examples of the first two of these classes, we seem again to 
be dealing as a rule, with complex dispersoids, in that the gas 
bubbles obtained, say, by sudden diminution of pressure in an 
alcohol-water mixture (champagne or charged water constitute 
crude examples), usually consist of a mixture of several gases 
(water vapor, alcohol vapor, air, carbon dioxide, etc.). More de- 
cisive experiments could, of course, be arranged.' The commonest 
illustrations of highly dispersed water are also found in complex 
systems, as in phenol-water, mineral oil-water, etc. Such systems, 
as a rule, are rather unstable, their instability increasing with 
the purity of the liquids employed. The stability may be greatly 
increased by adding substances like saponin, soap, gelatine, etc. 

Finally, highly dispersed colloid systems of the composition 
liquid -f- solid, in other words, ice suspensions and ice suspensoids, 
have recently been prepared. Such systems are obtained when 
organic liquids in which water is only slightly soluble in molecular 
form are rapidly cooled while thus saturated with water. Ether, 
xylol and especially chloroform have been found suitable for this 

1 highly dispersed aqueous foams see Wo. Ostwald, 
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purpose. Depending upon the amounts of water dissolved, the 
rate of cooling, etc., systems of varying degrees of dispersion are 
produced, the turbidity of which is the less, or the opalescence 
(yellowish-blue) of which is the greater, the more highly dispersed 
the ice phase which separates out. Under favorable conditions, 
these mixtures coagulate spontaneously after standing some 
40 minutes,' in the form of snow-white flakes or "cream," which 
rise to the surface of the liquid. The addition of certainsubstances 
like resins, the salts of fatty acids, etc., greatly increases both 
stability and degree of dis[>ersion. By rapidly chilling chloro- 
form saturated with water to — 3o°,ice dispersoids maybe obtained 
which pass through filter paper (Schleicher and Schiill, 602, extra 
hard). This indicates that the ice particles are less than 1*1 in 
diameter, in other words, that they are already within the colloid 
range of dispersion. 

The possible colloid forms of water are not exhausted by these 
sixteen types. It was pointed out on pp. 35, 44, etc., that colloid 
systems assume different properties with differences in the rel- 
ative proportions of disperse phase and dispersion medium. 
This is especially true when very dilute colloids are compared with 
concentrated ones. Thus while many colloids with a small con- 
tent of disperse phase show suspensoid properties, the more con- 
centrated systems often have emulsoid properties, they are, in 
other words, jetly or glass-like. One suspects that he is here 
dealing with a general law and so looks for such in the extreme 
concentrations of ice colloids. Thus J. Alexander' has shown that 
"ice creams" consist of numerous highly dispersed ice crystals 
in the dispersion medium, cream, to which a trace of gelatine is 
often added. The bulk of the ice crystab is so great as compared 
with that of the dispersion medium, that as in the case of fine, 
moist sand, the dispersion medium covers the solid dispersed par- 
ticles with a thin but coherent envelope. 

So far as structures of the composition liquid -|- liquid are 
concerned, we may direct attention to the experiments of Wa. 
Ostwald' which indicate the possible existence of emulsions in 
which the disperse (aqueous) phase is present in excess. Foams 
may also occur in these two modifications. We may have fluid 

' See P. P. von Weimarn and Wo. OsLwald. I.e. 

' J. Alexander, Koll.-Zeitschr., 4, 168 (1909); 5, loi {1909). 

' Wa. Ostwald, KoU.-Zeitschr., 0, 103 (191a). 
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Structures made turbid by minute bubbles (see above) or "stiff 
foams" consisting chiefly of vapor, held together by a small 
amount of fluid dispersion medium, as in well-whipped saponin, 
albumin, beer, etc. It is characteristic of most of these systems 
that they are fairly stable only when certain third substances are 
present. ' 

In concluding these paragraphs it should be noted that even 
with this long list all the theoretical possibilities are not yet 
exhausted. For example, there are several solid modifications of 
ice known, any of which may appear, theoretically at least, as 
disperse phase or dispersion medium; and when we consider com- 
pounds or elements whose polymorphism is still greater, as in 
the numerous solid, liquid and gaseous modifications of sulphur, 
the number of disperse and colloid states of one and the same 
substance, which are theoretically possible, becomes almost 
limitless. 

§20. The Concept of Colloid-chemistiy 

The most important deduction from the previous para- 
graphs is that it is no longer appropriate to contrast colloid 
substances with crystalloid substattces as though the condition 
were dependent upon the specific chemical* properties of the 
material. Colloid-cliemistry is not the study of colloid materials 
but that of the colloid state of materials (Wo. Ostwald, 1908). "Col- 
loid" is not a chemical entity like salt, acid, base, oxidizing 
or reducing agent, but is expressive of certain physical elements 
like mechanical heterogeneity. The concept "colloid" does not 
even correspond to that of "precipitate" since only special 
forms of precipitates may be termed "colloid." Nor may "col- 
loid" substances be discussed as we discuss "radio-active" sub- 
stances, for radio-active properties are more closely associated with 
certain chemical compounds showing definite properties (high 
atomic weight, etc.), than are the colloid. Like considerations 
hold when we try to parallel the colloid condition with the "liquid 
crystalline," though as our knowledge has increased we have 
found the latter state less and less directly connected with definite 

< Regarding this point and the making and breaking of emulsions in genera), to- 
gether with a difcussion of its technological and scienliic applications, see Martin 
H. Fischer and Marian O. Hooker, ]''a(s and Falty 1 Regeneration, New York, 11)17. 
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chemical compounds,' In the same sense "colloid phenomena" 
are not to be regarded as due to the properties of any special class of 
materials but rather as characteristic of any material observed in 
the colloid state. The difference between these two definitions 
will perhaps be clearer if we compare colloid-chemistry with 
thermo-chemistry. Just as the latter is not a study of "warm" 
and "cold" materials, but a study of the thermal condition of the 
material and its changes, so coJloid-chemistry is not a description 
of individual colloid materials but treats of the properties of which 
colloid systems are but examples. Colloid-chemistry deals with 
the relations of the surface energies to other kinds of energy as shown 
in an especially characteristic way in dispersed heterogeneous sys- 
tems. Thus viewed, colloid-chemistry appears as a branch of 
physical chemistry coordinated with electro-, thermo-, photo-, 
radio-chemistry, etc., in other words, with sciences which also 
treat of the relations of one kind of energy to others. Attempts 
have been made to express this by calling it capillary chemistry 
(FreundUch), strato-chemistry (Drucker), micro-chemistry (Wilh. 
Ostwald), etc. Since philological and practical objections may be 
raised against most of these terms the historically justified and 
useful one of "colloid-chemistry" will be retained in these pages. 

' We need but recj 
H. Stoltzenberg and h 
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SPECIAL COLLOID-CHEMISTRY 

A. THE GENERAL PHYSICO-CHEMICAL 
PROPERTIES OF COLLOIDS 



db, Google 



Dijiiiztdb, Google 



CHAPTER V 



MECHANICAL PROPERTIES OF COLLOID SYSTEMS 
I. RELATIONS OF VOLUME AND MASS IN COLLOIDS 

§21. Volume and Density Relations in Colloids 

I. Volume Relations of Colloid Systems. — CompresnHHty. — 
In one of the previous sections (§14) reference has been made 
to the fact that the surface between two phases (for example 
the surface between a liquid and a gaseous phase) has properties 
distinctively its own. These pecuUar surface properties do not 
extend much below the surface, not deeper than the "sphere of 
molecular attraction." But in spite of the thinness of this layer 
it does not resemble a mere shell, in other words, it is not sepa- 
rated from the rest of the phase by a sharp line. Mathematical 
considerations' would seem to indicate that there is a continuous 
change of properties within this layer, extending asymptotically 
into the depth of the phase. In addition to the fact that the 
surface of contact is the seat of surface energy we must also 
assume that its hydrostatic pressure and the related properties 
of volume and density differ from these same properties as ex- 
hibited by the interior of the phase. We have also pointed out 
how in coarsely disperse systems these differences can be demon- 
strated only with great difficulty. But the slight differences ob- 
served in coarsely disperse systems add up to considerable values 
in systems which have great areas of "surface contact." Es- 
pecially is this true in the disperse heterogeneous systems where 
a great specilk surface is found with great absolute surface. The 
relation between specific surface and volume is estabhshed by 
the capillary or cun-ature pressure (Kriimmungsdruck) . 

Consideration of the progressive change in the properties of 
the surface and the effects of capillary pressure lead to the con- 
clusion that the volume of the dispersoid need not be equal to the 
sum of the volumes of dispersion medium and of disperse phase. 
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The observed values are usually less than the arithmetic mean. 
This is in harmony with the assumption that the effect of positive 
capillary pressure generally outweighs that of the negative.^ 
The amount of this contraction besides being a function of the 
positive capillary pressure is evidently a function of the com- 
pressibility or expansibility of the two phases in the sense that a 
great coefficient of compression or expansion will favor change in 
volume. 

It se^ms important, therefore, to consider the compression 
coefficients of colloid solutions. Theoretically, three compressi- 
bilities must be considered in a colloid (or in any dispersoid) : the 
compressibility of the dispersion medium, the compressibility of 
the disperse phase, the compressibility of the system as a whole. 
The first and third of these can be measured by physical methods, 
the value of the second may be calculated from the other two. 
Of greatest immediate interest is a comparison of the compressi- 
bility of a colloid solution with that of the pure dispersion medium. 
One anticipates that the compressibility of the colloid solution will 
be smaller than that of the pure dispersion medium, and that it will 
decrease as the concentration of the colloid increases. That these 
relations will be more complicated in emulsoids than in suspensoids 
is also to be expected. The curve expressing the relation between 
concentration and compression of emulsoids will probably not be a 
straight line as in suspensoids. The fact that it is not a straight 
line in molecular- and ionic-disperse systems already indicates this; 
for as the investigations of Rontgen and Schneider,' H. Gilbaut* 
and others have shown, this function approximates a hyperbolic 
curve diverging more and more from a straight line with increasing 
concentration (see Fig. 20), Fig. 17 shows the relation between 
compressibility and concentration of NaCl according to the 
experiments of H. Gilbaut. A similar behavior is to be expected 
for the emulsoids because of their close relation to the molecular 
dispersoids. 

One would also expect that electrically charged or ionized 
colloids would reduce the compressibility of the pure dispersion 
medium more than such not so charged, for according to Guinchant* 

' W. KSntgen and Schneider, Wiedemann's Ann. d. Physik., 39, 165 (1S86}. 
' H. Gilbaut, Z. f. physik. Chem., 14, 385 (1897). 
< Guinchant: Compt. rend., 133, 469 (1901). 
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the compressibility of water is less reduced through addition 
of a non-electrolyte than of an electrolyte. 

Of the available determinations on colloids those of G. de Metz' 
merit special attention. Table 3 gives a selection from his 
careful measurements. For comparison the values of water and 
some other non-coUoid solutions are appended. The table shows 
that at least as far as the emulsoids which have thus far been stud- 
ied are concerned the compressibility of colloids is not essentially 
different from that of other non-colloid liquids. The compressi- 




Conearrfrmfion 

— CompressibiUty of NaCt solutions in 
and Z6.I3 percent. (Accordii 



;o H. Cilbaut.y 



bility of collodion is twice that of water, but crystallized benzene 
has also an abnormally high coefficient. In the case of hydrosols 
we find, with the exception of setting gelatine, that the coeffi- 
cient of compressibility is lower than that of the pure dispersion 
medium which again is analogous to the behavior of molecular dis- 
persoids. This also seems to apply to benzene-sols, as comparison 
of the values for pure benzene and for a solution of Canada balsam 
in benzene indicates. 
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— COHPBESsioN Coefficients of 
(From G. de Metz) 



Colloid SoLtmoMs 



SutHtance 


Specific gmvity 


(.^lute) Ir.io-' 




1.053 C14. 8°) 

1. 041 (14.0') 
1.005(18.1°) 
0.5.50 (iSo") 
0.807 (150°) 
l-34S('4.S°) 


44-337 (IJ. 18*) 

44-593 (14-84') 
48.388(1. .67') 

57-305(14.90°) 
97-433(14-85°) 
35-509(14-64'') 














1 (tS-0°) 


47-430 (i*.s8°) 




towaer 


1-350(13.5°) 
i-S4S(i3.S°) 
i.«45{i6.S°) 
0.881(18.0 
0.860(17.0'') 


ao.827(.4.8o-) 
19.663(14.68°) 
3».is8 (i4-9J°) 
74.609(14.77*) 
62.865(14.84°) 


Metaphospboric acid in water. 









The comptessibitity changes nith time. 

The behavior of gelatinizing glue is particularly interesting, for 
its compressibility decreases with time. According to G. de Metz, 
a 2 percent solution showed when first measured a compressi- 
bility of 51.42 (X io~'); three hours later this decreased to 49.73, 
and ten days later to 48.44. In other words, as gelation pro- 
ceeded the compressibility approached more and more the value 
of the pure dispersion medium (water). This observation is of 
interest in its application to the theory of gelation in emulsoids. 

Other compressibility determinations have been made by C. 
Bams.' Barus measured the height of liquids in capillary glass 
tubes at various pressures. The compressibility is equal to the 
decrease in height divided by the total height of the liquid in 

the capillary tubes I = ,1. Table 4 gives some of ^is results. 

These figures' show that compressibility differences between 
colloids and their pure dispersion medium are slight, especially 
when compared with the corresponding variations observed in 

1 C. Banjs, Silliman's Amer. Journ. Science (4), 6, 1S5, (189S); (3), Ibid., 41, tio 
(1891), Compressibility of Glass. 

■ For further tables, for example, on the compressibility of coagulated albumin, 
etc., see the original work of C. Barus. 
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Tabi£ 4. — CoimESSiBiHTY of Colloid Solutions 
<Aftei C. Banu) 
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molecular dispersoids. They show clearly, however, that gelatine 
sol, for example, at 100° is about 10 percent less compressible 
than pure water (see Fig. 18). This difference lies well beyond 
any possible experimental error. A series of measurements by H. 



d by Google 



136 SPECIAL COLLOm-CHEHISTKY 

centration (see under A in the third column of Table 7). In 
future determinations of the density-concentration functions of 
colloids this sensitive mathematical proof should be given due 
preference. 

* It should also be emphasized that the density-concentration 
curve of molecular dispersoids, especially that of electrolytes, is 
concave toward the density axis (see NaCl in Table 7 and Fig. 
20). This is already apparent from the fact that the contraction 
of volume on dilution of salt solutions, for example, is most 
pronounced in concentrated solutions and becomes less with 
increasii^ dOution. When a concentrated salt solution is diluted 
one-half and this dilution is again diluted one-half, etc., the 
observed contraction becomes progressively less. This corre- 
sponds to the two concave curves of Fig. 20. Here again 
there are evident interesting parallels between the properties of 
emulsoids and of molecularly dispersed solutions of salts, etc. 
Attention has been called to such similarities before and the 
occasion will arise again later. 

The older measurements of W. Schmidt (I.e.) and Ch. Liide- 
king (/.c.) were doubtlessly carried out with impure materials 
so that they cannot be considered here. Thus the density of a 
20 percent solution of gelatine, according to Liideking, is 1.130 
while according to Quincke it is only 1.054. This indicates, 
even if we make allowance for possible temperature difEerences, 
that Liideking used a gelatine much richer in salts than did 
Quincke. A measurement of the concentration-function when the 
salt content is known, would perhaps be interesting for the theory 
of the internal changes in state of gelatine, in other words, in a 
study of the influence which gelatine and dissolved salt have upon 
each other. 

4. Thermal CoefiScient of Expansion in Colloids. — Observa- 
tions analogous to the above may be made on the thermal (cubic) 
coef&cients of expansion in colloids. Here also we would antici- 
pate the behavior to be analogous, roughly, to that of molecular 
dispersoids but the absolute changes in the constants of the pure 
dispersion medium in the case of colloids would not be expected to 
be as great as in the case of molecular dispersoids. We would 
also expect the emulsoids to bear a closer resemblance to molecu- 
larly and ionically-dispersed systems than the suspensoids. 
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in advance by the method of Wilhelm Ostwald' if a positive capil- 
lary pressure (the result of positive or contractile surface tension) 
is present and size of the particles, surface tension and com- 
pressibility are known. Such calculations show that drops of 
water 3^ in diameter are 0.00005 times denser than water in bulk. 
As previously pointed out {p. 73) this apparently insignificant 
value increases rapidly with further subdivision so that drops of 
water 0.03/1 in diameter, possessing, in other words, a colloid 
degree of dispersion have a density 0.5 percent greater than 
water in bulk. From this it follows that similar changes of 
density must be observable whenever coarsely dispersed or 
nondispersed systems pass into colloid ones, as in the "solu- 
tion" of colloids or the closely related phenomena of swelling in 
emulsoids. 

As a matter of fact such changes have been frequently found. 
The experiments of G. Rose* may be cited for changes of density in 
suspensoid systems. This investigator found the following values 
for gold of different degrees of dispersion: 

Molten and compressed 19.33 

PrecipiUted with oialic acid 19.49 

Precipitated with ferrous sulphate 19.55 to 20. ji 

Ferrous sulphate precipitates gold as a very fine powder, oxalic 
acid in the form of tiny platelets. Similarly, barium sulphate in 
. lumps showed a density of 4.48; in precipitated form one of 4.521 
and 4.535. The measurements carried out by J. P. Cholodny' 
on colloid selenium and silver showed similar though smaller 
differences, As has already been mentioned, the compressibility 
of the substances themselves is an essential factor in these in- 
vestigations of the influence of dispersion on density, and since 
this compressibility is itself but small any variations observedin it 
can also only be slight. 

In studying the influence of solid suspended particles upon the 
density of a liquid, one encounters complicated relations.* We 
can only say that the calculated density taken as the arithmetic 
mean approaches the observed value more and more with increas- 

1 Wilhelm Ostwald, Grundriss d. allg. Chem., 4, 533 (1910 Edition). 
» G. Rose, Poggendorf's Ann., 73, i (1848). 
• J. P. Cholodny, Kolloid-Zeischrift, 1. 19, 340 (1907). 

*See, for example, the recent work of B. Loffler, Drude's Ann. d. Phys,, 33, 3 
(1907)- 
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ing degree of dispersion of the solid. This rule, however, applies 
only to average degrees of dispersion, for decided deviations are 
found when dealing with substances in a state of colloid sub- 
division. It would be of interest to have avaUable a series of 
measurements showing the dependence of the density of a disper- 
soid upon the degree of dispersion. 

Measurements of density changes in emulsoid systems are 
more numerous. By direct observation in a dilatometer, H. 
Quincke' found that the system, dried egg albumin-water (loo 
grams albumin + 163.9 cc. water) showed a decrease in volume 
amounting to 4.175 cc. after thirty-six hours. In another instance 
(100 grams albumin + 144.77 cc. water) a contraction of 5. 168 cc. 
took place. In the latter instance the contraction in volume 
amounts to more than 3.5 percent. The densities of dried and 
hydrated cartilage were observed to be as follows:, the calculated 
values in the table are the arithmetic means. 



Dried 


Hydnted 
tobterved deiuity) 


Hydnted 
(c.lcul»t«d deniily) 


1.407 
..368 


I. 0891 
1.1134 


1.0836 
1. 1090 



Chr. Ltideking' among others has made similar investigations 
on gelatine gels, and H. Rodewald* on starch. The following table 
gives some of their findings. 

Tables 



ObKTved deruity C 



10 percent gelatine . . 
30 percent gelatine . , 
so'percent gelatine.. 






0.036 



If the volume of i cc. of water after contraction is calculated 
am these figures the following values are obtained: 

I'oT 10 percent gelatine 0.96069 cc. 

For IS percent gelatine 0.93748 cc. 

For so percent gelatine 0.90201 cc. 



■ H.Quincke, Pflilger's Arch.,3, 33; (1870); still earlier observations a: 
by \V. Schmidt. Poggendorf's .■^nn., 114, 337 (r86i). 

' Chr. Ludeking, Wiedeniann's ^nn. d. Physik., 35, sji {1888). 
' H. Kodewald, Zeitschr. t. physik. Chem., 14, 193 (1897) 
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The assumption has here been made that only the water and not 
the gelatine has b^n compressed, which is probably not strictly 
. true. 

These experiments show that the contraction increases with the 
concentration of the system. This is even more evident from the 
experiments of H. Rodewald on the decrease in volume when 
starch absorbs water (see Table 6 and Fig. 19).' Here also the 
contraction of volume increases absolutely with the concentration, 
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Pig. 19- — Relation between loss of volume and water content in absorption of water 
by starch. (Calculated from meaaureinents by H. Rodewald.) 

only the concentration has in this case not been referred to the 
disperse phase (starch) but to the dispersion medium (water). 

Table 6. — Contkaction in Volume of the System Stabcb-wateb 
(Referred to the Volume ContractioD of Starch, after H. Rodewald) 
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But Fig. 19 also shows that the greatest relative contraction occurs 
when the water content is at a minimum, in other words, the 
first traces of moisture suffer a relatively greater contraction than 
the subsequent ones. This is indicated by the curve which is 
concave toward the abscissa. It should be emphasized that 
J. M. van Bemmelen pointed out all these facts years ago in dis- 
cussing water absorption by inorganic gels.' 

In considering molecular and supermolecular dispersoids 
attention might be called to the contractions in volume occurring 
in the ordinary process of solution. The striking "electro- 
strictures" which take place when electrolytes go into solution 
should be especially mentioned.^ Whether increases in volume 
dependent purely upon mechanical effects are of general occurrence 
in dispersed systems cannot be definitely stated at the present 
time, for in dispersive processes which are associated with increase 
of volume, as in the solution of ammonium salts in water, both 
chemical and electrochemical changes occur in the dispersed phase, 

3 . The Concentration Functioii of Demuty in Colloid Systems. 
— The few observations thus far available on the relation of 
density to concentration in colloids show an interesting di^erence 
between suspensoids and emulsoids. The figures of S. E. Linder, 
H. Picton* and G. Quincke* which are given in Table 7 and Fig. 
20 show that in suspensoid systems the change in density is 
strictly proportional to the concentration; in other words, the 
function, density-concentration, is linear and the corresponding 
curve a straight line. Fig. ao shows how accurately this applies to 
the sol of arsenious trisulphide. In contrast herewith, the density- 
concentration curve of gelatine shows a decided curvature, concave 
toward the ordinate. This means that the increase in density is 
relatively less in lower than in higher concentrations. This 
makes a new and important distinction between suspensoids and 
emulsoids which might well be studied experimentally in greater 
detail. The numerical values betray the curvature even more 
plainly than their graphic representation, for if the increases in 
density with unit increases in concentration are compared, it is 
found that the density increases uniformly with increasing con- 

' J. M. van Bemmelen, Gcsam. Abhandl,, 275, 45S, Diesden, 1910. 
■ See the textbooks of physical chemistry tor further details. 

• S. E. Under and H. Picton, Journ. Chem. Soc., 67, 7' (iHps). 

* G. Quincke, Drude's Ann. d. Pfaysik. g, 800 (1907); 10, 486, 809 (1903). 
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—Relation of density 



Table 7. — Concentration- 



' Density in Colloid Solutions 



sol (S. E. binder 



(G.^incke) 



I .000535 



I 00843s 
I .016080 
I .033810 



1 .0064 I 355 

1.035s 371 
i.07»6 ,,„ 



> From Londolt-Biinistein, Physik.-Chemisch. Tabellen, 3 AuQ., 321 
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In this connectioii it must be specially emphasized that the 
change in volume of pure water with increasing temperature 
above 40°C. is represented by a curve concave toward the tem- 
perature axis. In the case of a salt solution this curve is flatter, in 
fact it tends in high concentrations to approximate a straight line.' 
The form of the curve indicates that molecularly dispersed 
aqueous systems expand more at lower temperatures than water, 
and less than this at higher temperatures. There exists a region 
therefore in which the expasion coefficient of solution and of 
dispersion medium are the same. The curves for the solution and 
for the pure dispersion medium cross each other as shown dia- 
grammatically m Fig. 21. For NaCl this temperature is about 
$5". According to M. P. de Heen* the point of intersection de- 
pends upon the nature of the salt only, and not upon its concen- 
tration. It would be interesting to determine how colloid solu- 
tions behave in this respect. 

From the meager material available the following figures of 
Rodewald are here reproduced, on the average thermal coefficient 
of expansion of starch with varying water content. The coeffi- 
cient of expansion a is the ratio of volume increase to original 
volume. The temperatures employed range between o" and 20°C. 

Table 8. — Thebhal Expansion Coefficient op the System Starch-watek 
{After Rodewald) ' , 



41.05 ("saturated" with H,0) 0,000383 

The calculated values and their graphic representation show 
that the thermal coefficient of expansion increases in linear ratio 
with the water content. It must be borne in mind that in starch 
we are not dealing with a typical colloid, but with a coarsely 
disperse system- which assumes a typical colloid character only 
after becoming very rich in water. 

Though we possess but few measurements on pure colloid 
solutions we have many experimental data on the thermal expan- 

i Aufl., 791, Leipzig, 1903. 
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sion of a special type of colloid system, namely, the gels of rubber 
and gelatine. But these exhibit complicated and special proper- 
ties which can be discussed to advantage only after the general 
properties of gels have been described. 




§22. Vapor Tension, Boiling Point and Freezing Point of Colloid 

Solutioi^ 

I. General Remarks.— Among the most important physical 
changes which a liquid (or solid) dispersion medium suffers in 
taking up a molecularly or ionically dispersed phase, are the lower- 
ing of its vapor tension and its freezing point; and the elevation of 
its boiling point. The great importance of these phenomena 
resides in the simple quantitative relations which exist, according 
to the investigations of A. Wiillner, F. Raoult, and others, between 
the amount of these changes and the concentration of the molecu- 
larly dispersed phase. These relations, together with the laws 
of osmosis, have been combined by J. H. van't Hoff in his classic 
theory of true solutions. It might now be asked if colloids show a 
corresponding behavior. Investigations of this character were 
made long ago. The result may be expressed thus: Pure col- 
loids (that is such as are as free as possible from molecular dis- 
persoids) aj'ect only very slightly the vapor pressure, freezing point, 
and boiling point of the dispersing medium. It even seems as if 
some colloids which can be obtained in a high state of purity do 
not influence these properties at all. 

To the above statement must be added another more general 



d by Google 



MECHANICAL PROPERTIES OF COLLOID SYSTEMS 129 

and perhaps even more important o'ne: The amount of change in 
these properties, more particuiarly in the freezing point, in the vapor 
pressure and in the boiling point, depends upon the degree of dis- 
persion of the system, and increases with every increase in the degree 
of dispersion. A ready method by which a steady change in the 
degree of dispersion may be produced is to vary the relative 
amounts of dispersion medium and disperse phase. In support 
of this general statement may be cited the anomalous behavior 
of molecular dispersoids in concentrated solution commonly ac- 
counted for through association, polymerization, etc.; further, as 
previously mentioned,' "concentration-variable dispersoids" are by 
no means rare. To this important class of systems belong most of 
the emulsoids, as the chapters on "internal changes in state," 
"gelation," and "swelling" will clearly show. Thus F. Krafft* 
and A. Smits' found that dilute soap solutions showed quantita- 
tively determinable elevations of the boiling point and depressions 
of the vapor pressure which became progressively less with increase 
in the concentration of the solution until they finally became zero. 
The measurements of A. Smits, upon which is based the law stated 
in the first part of this paragraph are reproduced in the following 
table: 

Table q.— AguEous Soiutioks op Somen Palmitate 



Ualtit eonecntritkin 



EleVBtion o[ boU- Molar ct 



o.oiSi 


0.024 


o.so 


1.3m 


m. Hg. 


o.iiiS 


0.04s 


0.7s 


0.5 




o.jg4i 


o.oso 








o.S7»l 


O.O.. 









It is especially interesting to note that though the elevation 
of the boiling point increases with increasing concentration, even 
though but little, the lowering of the vapor pressure decreases 
absolutely at higher concentrations. It is therefore evident that 
the two kinds of changes in no sense parallel each other, much less 
that a mathematical proportionality exists between them. 

3. Measurements of Vapor Pressure of Colloid Solutions.— 
Other measurements of vapor pressure, besides those carried out 

' F. ^BSt, Ber. d. Dtsch. Chem. Ges., 39, 13JB (1896). 
•A. Smit«,Z.f. physik. Chem., 45, 608 (1903). 
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by A, Smits have beea made by F. Guthrie,' Ch. Ltideking,* G. 
Tammann,* G. Bruni and N. Pappad^/ and D. Konowalow. 
F. Guthrie thought he could observe an evident depression 
of the vapor tension in gelatine solutions. But LUdeking, who 
carefully repeated these experiments, obtained only negative 
results. He justly, no doubt, attributed the results of the English 
investigator to impure material, Tammann found that even 
large additions of gelatine, tragacanth, gum arable, etc., changed 
the vapor pressure of water but slightly, and that concentration 
did not appear to influence the result. Considering the behavior 
of soap solutions, however, it does not appear impossible, that 
with great dilution the above substances would show marked 
changes in the properties under discussion, on account of the 
greater degree of dispersion. Negative results, similar to those of 
Tammann were obtained by G. Bruni and N. PappadiL. 

Konowalow carried out investigations with mixed liquids in the 
critical range. He found that these systems which on the basis 
of the discussion on p. 47, we must regard as highly disperse 
emulsoids, behaved in a manner entirely analogous to colloid solu- 
tions. In these critical areas the reduction of the vapor tension 
is largely independent of the concentration. 

The works of J, M. van Bemmelcn^ furnish further measure- 
ments of the vapor pressure of colloid systems. These meas- 
urements were not made on sols, however, but on precipitated 
colloids, in other words gels. Such systems cannot be compared 
directly with molecularly disperse systems, for they are structures 
of an extremely variable character; in other words, they are 
subject to great changes in state. A discussion of the vapor 
tension of these gels will therefore more properly appear 
later. 

3. Elevation of Boiling Point of Colloid Sohitions. — Boiling 
point determinations have been made on colloid solutions by F. 
Guthrie,* Ch. LUdeking,^ A. Sabanejew," S. E. Linder and H. 

' F. Guthrie, Philosoph. Mag. (5), a, J19 (1876). 

' Ch. LUdeking, Wiedemann's Ann. d. Physik.. 35, 551 (iSSS). 

' G. Tammann, Mem. de I'Acad. de. St. Petersburg (y), 35, 

* G. Bruni and N. Pappadi, Rend. tec. Lincci (5), 9, I, 354 (1901); Goz. chini. 
itAl., 3( (igoi). 

* J. M. van Bemmelen, Die Absorption. Ges. Abhandl., Dresden, 1910. 
•F. Guthrie. Philosoph. Mag. (5), a, 211 (1876). 

I Ch. Ludeking, Wiedemann's Ann. d. Physik., 35, 551 (18S8). 
■ A. Sabanejew, J. d. Russ. physik.-chem. Ges., aa, loi (iSgo). 
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Picton,' A. Ixjttermoser,* F. Krafft (l-c), A. Smits (I.e.), and 
many others. All the values obtained were exceedingly small, 
and became even smaller as the purity of the employed colloid 
solution increased. This applies both to emulsoids (gelatine, 
silicic acid, dextrine, rubber, starch, etc.), and to suspensoids 
(arsenious trisulphide hydrosol, mercuric sulphide hydrosol, 
stannic acid hydrosol, etc.). 

4. Dqiression of Freeziiig Point of Colloid Solutions. — 
Because of the relative ease with which the experimental work 
of determining the freezing-point depression is carried out, such 
determinations have been made very frequently. Deserving 
of particular mention are those of H, T, Brown and G. H, Morris,* 
J. H. Gladstone and W. Hibbert,* A. Sabanejew,* E. Paternd,' 
N. Ljubavin,' A. Sabanejew and N. Alexandre,* S. E, Linder 
and H. Picton,* C. E. Linebarger,'" G. Tammann," W. Meyer," 
St. Bugarsky and L. Liebermann," H. Friedenthal,'* F. KraEft," 
A. Lottermoser," N. Pappadi,'^ T, Korner and P. Diillberg,^* 
Z. Gatin-Gruszewska,'» W. R. Whitney and J. Blake,^ G. Malfi- 
tano and Michel," F. Bottazziand G. D'Enrico,"T. B. Robertson 
and Th. C. Burnett," J. Duclaux" and G. Moruzzi." The results 
are entirely analogous to those obtained in determinations of the 

>S. E. Linder and H. Picton, Jour. Cbem. Soc, 61, 114 (iSgO- 

' A. Lottennoser, Anorganische KoUoide, 74, Stuttgart, 1901. 

» H. T. Brown and G. H. Morris, Joura. Cbem. Soc, 53, 610 (1888). 

'J. H. Gladstone und W. Hibbert, PhUos. Mag. (s), j8, 38 (1889). 

* A. Sabanejew, Joum. d. Russ. physik.-chem. Ges., 31, 515 (1SS9) and aa, loa 
(1S90); Ber. d. Dtsch. chem. Ges., i], 87 (1800)1 14. 5SS (189:). 

• E. Pfttemft, 2. f. physik. Chem., 4, 457 (1889). 

' N. Ljubavin, Joum. d. Russ. physlk.-chem. Ges., 31, 397 (1889}. 

■ A. Sabanejew and N. Alezandrow, ibid., 13, 7 (1891). 

' S. E. Linder and H. Picton, Joum. Chem. Soc., 61, 114 (1891). 

" C. E. Linebarger, Silliman's Am. Joum. (3), 43, 4:6 (1891). 

" G. Taounann, Zdtschr. I. pby^. Chem., 30, iSo (1S96). 

" W. Meyer, Zur KenntnJs einiger anoigan. Kolloidsut«tanzeii. Dias., Ralber- 
stadt {1897). 

" St. Bugarsky and L. Liebermann, PflUger's Arch. f. Physiol., 73, 51 (1S9SJ; 
u. Tang!, ibid., 7a, 531 (1898). 

'*H. Friedenthal, PhysioL ZentralbL, i>, 849 {1809). 

"F. Krafft, Ber. d. Dtsch. chem. Ges._, 32, i6u U&99)- 

" A. Lottermoser, Anorganische Kolloide., 74, Stuttgart, tgoi. 

" N. PappadJi, Gazz. Chun. Ital., 33 (11), la (1901) ; also G. Bmni and N. Pappadi. 
(f.c., 1901). 

1' T. KOmer and P. Dilllberg, Deutsche Gcrberztg., 47 (1904)- 

" Z. Gatin-Gmsiewaka, PflUger's Arch, £. Physiol., loa, 569 (1904). 

" W. R. Whitney and J. Blake, Joura. Amer. Chem. Soc., 36, 1339 (1904). 

*' G. Malfitano and Michel, Compt. rend., 143, 1141 (190;), 

" F. Bottazzi and G. D'Enrico, PflUger's Arch., 115, 359 (1906). 

"T. B, Robertson and Th. C. Buraett, Joum. Biol. Cbem., 6, 105 (1909). 

"J. Duclaux, Compt. rend,, 148, 714 (1909). 

*> G. Moruzii, Biodi. Zeitscfar., la, 331 (1809)- 
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raising of the boiling point. One fact stands out clearly, however. 
Owing to the greater number of substances that have been inves- 
tigated, colloid solutions have been found which show an undoubted 
depression of the freezing point. This is easily understood, if we 
bear in mind the variation which colloids show in their degree ■ 
of dispersion. 

An interesting study has been made by H, Friedenthal (I.e.) 
of the molecular weight of the so-called soluble starch. This 
starch may be prepared in various ways, among others by treat- 
ing common starch with ozone. The product so obtained appears 
in every way to be " depolymerized," that is, to be more highly dis- 
persed than ordinary starch. This is betrayed by the sUght, but 
nevertheless definite depression of the freezing point exhibited by 
the soluble starch, in contrast to ordinary starch, as the fol- 
lowing table shows. 

Table 10. — Depression or tbe Pseezikg Point of Soluble Stabch 
(According to H. Friedenthal) 

Conceotntion. per cent. Depreuion o( the f rcciini point 



There even exists a proportionality between concentration and 
freezing-point depression. The calculated molecular weight of 
soluble starch is about 9450, whil^, according to H. T. Brown 
and G. H. Morris {l.c.) that of normal starch is at least 33,400. 
These freezing-point measurements have also shown that the ob- 
served depressions of the freezing point have decreased as the 
solutions under investigation have been purified through dialysis, 
etc. Gatin-Gruszewska {I.e.) found solutions of very pure glyco- 
gen to show no depression of the freezing point whatsoever. 

The relations existing between changes of vapor pressure, 
boiling point and freezing point of colloids, and their molecular 
weights will be discussed later. 

§23. Mass-relations in Colloids 
I. Concentration of Colloid Systems.— The concentration of a 
disperse system is expressed by the quantitative relation of t e 
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disperse phase to the dispersing medium. But, while the proper- 
ties of any "true" solution of a non-electrolyte are unambiguously 
defined by the concentration, this is by no means the case in coarser 
dispersoids, particularly in colloids. 

In molecular dispersoids such as the "true" solutions of any 
non-electrolyte, we may assume that in a given dispersion medium 
the disperse phase will always have the same degree of dispersion ; 
in other words, the disperse phase will always assume a state of 
maximum or molecular subdivision. This assumption is based 
upon the validity of the gas laws and Avogadro's hypothesis. 
The assumption no longer holds, of course, when we deal with 
electrolytes, or with molecular dispersoids of such concentration 
that a change in the degree of dispersion, such as "polymeriza- 
tion," etc., takes place; or when van't Hoff's laws are no longer 
strictly obeyed. And yet all these factors, which tend to make 
ambiguous the tenn "concentration" when applied to the propor- 
tionality existing between amount of molecular dispersoid and 
dispersing medium, are but slight in their effects when compared 
with the influence of the degree of dispersion upon the proper- 
ties of the coarser dispersoids, particularly the colloids. For 
as has been repeatedly emphasized in the first chapters of this 
book, it is the specific surface which primarily gives to disperse 
systems their characterizing properties. The same relative 
proportion between the mass of dispersion medium and disperse 
phase may therefore exist in two disperse systems; in other words, 
they may have the same concentration, and yet in other respects 
show an entirely difftjrent behavior due to differences in degree of 
dispersion. A given amount of gold, for example, may, at one 
time, be distributed in a given amount of dispersing medium in 
the form of a coarse suspension, at another in the form of a gold- 
sol, in a third as an ionic dispersoid.' 

To the above must be added, that many dispersoids, particu- 
larly colloids, are concentration-variable systems; that in other 
words, they often change their state when merely diluted with 
a given dispersion medium. This question will be handled in 
detail later. Variation with concentration appears to be the 
rule with emulsoids, as already indicated on p. 47. Such varia- 
tions are not impossible, however, in suspensoids. Thus J. Reis- 
' See The Svedberg, KoU.-ZeiUchr., 4, 168 {1909). 
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sig' found in his ultramicroscopic investigations, that the numbo" 
of particles was not proportional to the content of colloid material, 
but that relatively more particles became visible in diluted solu- 
tions. While principles of optics have been marshalled to ejtplain 
this behavior* it nevertheless appears possible that a division of 
the disperse phase into particles more highly disperse takes place, 
just as conversely the union of smaller particles to form largCT 
aggregates on increase of concentration has been directly observed 
(see p. 88). 

It follows, therefore, that the definition of concentration in dis- 
persoids which do not possess a maximum (molecular or ionic) 
degree of dispersion, will require an additional clause expressing 
the degree of dispersion of the disperse phase. Strictly speaking, 
all statements of the concentration of colloid systems ought to be 
given in some such manner as follows; Gold-hydrosol of x per- 
cent gold content and x.io" dispersion (or specific surface), 

2. Experimental Work on Saturation in Colloid Solutions. — 
In deaUng with molecular dispersoids we are in the habit of 
expecting to encounter a maximum ratio between dispersion 
medium and disperse phase, in other words, we expect to en- 
counter a saturation concentration. Does such a saturation concen- 
tration exist in more coarsely disperse systems such as colloid 
systems? 

Every investigator, who has concerned himself with the prepa- 
ration of colloid solutions is familiar with the fact that pure, 
two-phase systems are frequently stable only within narrow limits 
of concentration. It is well known that suspensoids in particular 
can be prepared only in low concentrations, unless a third 
"protecting" phase is present. Although precise measure- 
ments are lacking, we find that most of the hydrosols described 
in the literature contain less than 0.5 percent of the metal by 
weight. 

The maximum sUver content of a sDver sol, according to A. J, 
Prange* is 0.475 percent by weight; that of gold sols fluctuates, 
according to L. Vanino* between 0.0002 percent and 0,06 per- 

' J. Reissig, Ultramikroskop. Beobacht. Diss., Erlangeo, 1908. Revieir in Koll.- 
Zdtscbr., 5, its (1909). 

* See the paper of Reissig and the paragraphs in this volume on ultnmicroicopy. 

'A. J, Prange, Rec. Trav. chim. Pays- Bus, 9, ui (1890). 

*L. Vanino and co-»orkeis, KaU.-Zeitschr., a, 37a (1907); a, 51 (1907). 
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cent by weight; according J. Donau' it fluctuates between o.ocx>2 
percent and 0,05 percent. R. Zsigmondy* thinks that 0.12 per- 
cent is the maximum concentration, and G. Bredig,* who prepared 
the gold sol by the electrical method regards 0.014 percent to be 
about the maximum. It appears, therefore, that the " saturation- 
concentration " for colloid gold lies between o.i and 0.2 per cent. 
Other metal hydrosols gave similarly low ranges of concentration. 
M. Traube-Mengarini and A. Scala.* found that the spontaneous 
solution of lead in distilled water yielded a maximum content of 
colloid lead equal to 0.0069 percent after 42 hours; after 72 hours, 
0.0078 percent, after 96 hours, 0.0092 percent, and after 3 
months, 0.0089 percent. Ultimately, therefore, a constant lead 
content was obtained. But these values hold only when we deal 
with pure metal sols; when "protective colloids" are used the 
concentrations may rise much higher. 

The above statements agree in bringing out the fact that the 
metal content of metal hydrosols is always low. This statement 
could be further supported by additional references to the litera- 
ture. In contrast herewith stand the results of P. J. Cholodny,' 
W. R. Whitney and J. Blake,' who obtained stable gold and silver 
sols of incomparably higher concentration. Thus P. J. Cholodny 
claims to have obtained pure silver sols containing more than 30 
percent silver. This high concentration is so unusual that 
without making confirmatory investigations, one would be inclined 
to assume that it is due to an admixture of impurities, such as 
emulsoid silver, or iron hydroxide; or that one is dealing with a 
coarse suspension. Still more remarkable is the finding of Whit- 
ney and Blake who worked with red colloid gold prepared by the 
reduction of an ethereal gold chloride solution with acetylene 
gas.^ By means of an electric current they concentrated this to 
a thick red "mud." According to the authors this "mud" when 
stirred up with distilled water again gave colloid solutions similar 
to the original but of high concentration. They managed in 
this way to obtain systems having a metal content of several 

• J. Dooau, Ost. Monatsh. f. Chem., 36, 05 (1905). 

• R. Z^mondy, Liebies Arm., 301, 33 (iSgS). 

> G. Bredig, Zeitsckr. f. sngew. Chem., 95 1 (iSgS}. 

* M. Traube-Mengarini and A. Seals, KoU.-Zeitscbr., 6, 249 (1910). 

' P. J. Cholodny, Joum. toss, pbys.-chem. Ges., 35, 585 (1903); abstracted in 
KoU.-Zeitschr., a, 340 (1908). 

* W. R. Wbitoey and J. Blake, Joum. Amer. Chem. Soc., a6, 1339 (1904). 
' J. Blake, SilUman' Am. Jouro. Sci., 16, 3S (1903). 
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percent. But here again the resulting solutions had, no doubt, 
but a low dispersion value, although the red color would in itself 
not warrant such a conclusion (see for example Table 2, p. 32). A 
repetition of these investigations with the aid of the ultramicro- 
scope, which was not available when the above-named authors 
did their work, would certainly prove interesting. 

Somewhat higher concentrations of colloids of a suspensoid 
character but not of metals have been observed, although, as a 
rule, such concentrated solutions are rather unstable, their colloid 
phase tending to precipitate in coarsely disperse form, S. E. 
Linder and H. Picton (I.e.) obtained a sol of arsenious sulphide 
containing 4.4 percent by weight of the disperse phase. Colloid 
sulphur with water as the dispersing medium may be prepared, 
according to M. Raffo,^ containing up to 4.58 percent of sulphur. 
By farther improvements on Raffo's method Sven Od^n* has ob- 
tained sulphur sols containing up to 50 percent of disperse phase. 

In contrast to the suspensoids, the typical emulsoids exhibit 
no upper limit of concentration corresponding to a saturation 
concentration. Gelatine, silicic acid, or egg-albumin will, with 
proper regulation of the temperature, take up progressively greater 
or smaller amounts of water, without separating out in coarsely 
disperse form. The explanation of this behavior, which is so 
different from that of the suspensoids, is that the typical emulsiods 
represent complex concentration-variable systems, or, expressed 
more simply, mixtures of mutually soluble components. 

Here again those systems that form transitions between 
suspensoids and emulsoids are particularly interesting. Thus, 
the hydroxides, especially the hydroxides of iron, seem to behave 
like suspensoids in dilute solution, and like emulsoids in concen- 
trated solution (see §9). Because of this, fluid iron hydroxide 
sols may be obtained in concentrations characteristic of suspens- 
oids (up to 4.8 percent according to G. Geffcken'); while on the 
other hand a jelly-like emulsoid modification of iron hydroxide is 
known, which contains but a few percent of water.* 

3. Theoretical Considerations Bearing on the Saturation of 
Colloids. — In the older literature one frequently encounters the 
' M. Raffo, Koll.-Zeitschr,, i, 358 (.go8), 

' Svcn Od&i, Der kolloide Schwefel, Nov. Act. Reg. Soc. Sci. UpsaliensU (iv), 
3, 65 (1913). 

* G. Geflcken, Zcitschr. f. physik. Chem., 49, z^ (1904). 

* See, for example, J. M. van Bemmelen, Die Absorption, Dresden, 1910. 
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Statement that colloid solutions differ from the molecularly dis- 
perse in lacking a saturation concentration. The above facts 
show that this is not borne out by experience, at least not as far 
as suspensoids are concerned. In recent years a number of in- 
vestigators besides myself, namely, J. Duclaux,' W. M. Bayliss,' 
M. Traube-Mengarini, and A. Scala (l.c.) among others, have 
plainly expressed themselves in favor of a saturation concentra- 
tion for colloids. The method employed to obtain the value of 
the critital concentration must be considered, whether this be 
by boiling down a dilute colloid solution, by allowing it to evapo- 
rate spontaneously, by removing the dispersing medium through 
filtration (L. Dudaux) or by determining the maximum sponta- 
neous colloid solubility, say of lead (M. Traube-Mengarini and A. 
Scala, I.e.), or congo-red in water (W. M. BayUss, l.c.), etc. 
The different methods do not yield the same values, as J. Duclaux 
{I.e.) has pointed out. 

While experimental evidence seems to indicate that for suspen- 
soids there is an upper limit beyond which the system is not stable, 
a precise determination of it appears to be connected with serious 
difficulties. As already pointed out, the saturation concentration 
of molecular dispersoids varies with mere variations in the degree 
of dispersion of the material which is to be dissolved as shown, 
lor example, by the increased solubility of a substance of moleculo- 
disperse solubility, when a very finely ground powder is used. 
One may accordingly expect highly disperse colloids to have a 
higher saturation concentration than colloids of a lower degree 
of dispersion. A statement of where lies the saturation point in a 
colloid, just as a statement regarding the concentration of a colloid, 
would therefore be unambiguous only if the degree oi dispersion of 
the colloid could be stated at thesame time. In addition, however, 
this circumstance arises, that the disperse phase of most colloid 
systems contains particles of different dimensions. The insta- 
bility which results from this will be discussed later. This consti- 
tutes a further complication in the definition of the saturation 
point of colloid systems. 

It is interesting in this connection to bear in mind that coarsely 
disperse systems must also show a "saturation concentration." 
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Such a critical concentration must appear the more sharply the 
more uniform the degree of dispersion of the disperse phase. The 
existence of such critical concentrations in coarse emulsions was 
first pointed out by Wa. Ostwald.' If we consider the disperse 
phase to consist of rigid spherical particles of equal diameter, the 
highest attainable concentration will be reached when the largest 
possible number of spheres arc packed into a given space, in which 
case each sphere will be in contact with twelve others. The ratio: 
volume of disperse phase to volume of dispersion medium is then 
about 74: 26, or about 74 percent of disperse phase in the total 
volume of disperse system. 

No such limit however arises when the disperse phase is liquid 
and therefore easily deformable; to fulfil the latter condition, it is 
also necessary that the interfacial tension between the phases, 
which resists deformation, should be low. In this case a futher 
increase in the percentage of disperse phase leads to fattening of 
the spheres at the points of contact until the droplets of disperse 
phase become poiyhedra, the most probable forms being either 
rhombic dodecahedra or the fourteen-faced polyhedron with 
curved faces described by Lord Kelvin. ■ ' 

That these conditions are actually and not only theoretically 
possible is proved by the existence of very stable emulsions of 
petroleum in soap solution containing up to 99 percent of the 
former as disperse phase. Such emulsions liave been prepared 
by S. U. Pickering' by special methods, while it is quite easy to 
make emulsions containing 90 percent of disperse phase, the drop- 
lets of which must be almost completely polyhedral. 

These considerations become much more complicated when, 
as is generally the case, the particles are of different sizes. It is 
however obvious that this may lead to even more complete filling 
of a given space, so that the general conclusion remains correct, 
viz., that there is no upper limit of concentration when both phases 
are liquid. The behavior of emulsoids is therefore, in this respect 
also, in close agreement with the assumptions made throughout 
this work regarding their constitution. 

4. Supersaturation in Colloid Systems. — We are familiar with 
the fact that even in molecular dispersoids our conception of 
>Wa.Ostwftld,Koll.-Zeitschr., 6, 105 (1910); see also M. W. Beyemick, »Wd., 7, 
16 (1910); Wr. Ostwald, »6irf., 7, 64; (iQio) E. Hatscbek, tfruJ., 7, iii (1910). 
' S, U. Pickering, KoU.-Zeitschr., 7, xi (igio). 
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saturation is a purely relative one. This is evidenced by the 
existence of phenomena of supersaiuration. As is well known, a 
larger quantity of material yielding a molecularly disperse solu- 
tion can be dissolved, if particles of more than molecular size are 
excluded, than when such is not the case. But, as WJIh. Ostwald^ 
has shown, the quantity (and therefore the size) of the "nucleus" 
which is thus capable of suspending the state of supersaturation 
is by no means infinitely small — it is not even so small as to come 
within the range of molecular dimensions. The minimum quan- 
tity of sodium chlorate necessary to suspend the supersaturation 
of a molecular disperse solution of the same salt is equal to about 
10"*^" grams. Small as this quantity is, it nevertheless corresponds 
to a cube whose sides are several microns long, so that it is too large 
to fall even within the range of colloid dispersoids. Moleculo- 
disperse solutions could therefore contain particles of more than 
molecular dimensions without suspending the state of supersatura- 
tion* and the proportion of the two phases to each other, in other 
words, the saturation concentration could vary greatly depending 
upon the part played by the non-molecular phase. That such 
mixed, stable systems exist is evidenced by the fact that at high 
concentrations many molecular dispersoids assume the properties 
of colloid systems. Thus C. A. l.obry de Bruyn andL. H. Wolff* 
have shown that highly concentrated cane-sugar solutions show 
the Tyndall phenomenon. It seems not impossible that an "en< 
largement of the molecules" or polymerization takes place in 
high concentrations of all molecular dispersoids, only the particles 
rarely attain colloid dimensions. Our definition of concentration 
and saturation in all such systems requires an additional clause 
expressing the dispersion of the system. 

But there exists in colloid systems also an interesting series of 
phenomena which can be satisfactorily explained only if we assume 
the possibility of supersaturation in them. Thus solutions of 
gold may be prepared from which colloid gold separates sponta- 
neously in high concentrations, but in which this does not occur or 
only after prolonged standing, if the solution is more dilute. R. 

> Wilh. Ostwald, Zcitschr. f. physik. Cbem., la, 1S9 (1897). 

■ See >lsa in Uiis monection the numerous papers by P. P. von Weimam in the 
EoUoid'ZeiUchrift and the KoUoid-cbemiicbe Beibefte. 

' C. A. Lobry de Bruyn und L. H. Wolff, Rk. trav. chim. des Pays. Bas., 33, 155 
(1904). 
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Zsigmondy,' L. Vanino and F. Hartl,' The Svedberg,* Fr. Doerin- 
ckel' and others have shown that the formation of colloid gold 
in such mixtures may be accelerated by adding a few drops of a 
previously prepared second solution of colloid gold. According to 
Zsigmondy silver sols may be prepared by thus "inoculating" 
silver solutions with colloid particles. Similar supersaturation 
phenomena occur in the silver sols of the photographic plate, ac- 
cording to Liippo- Cramer.' It is of great interest that such phe- 
nomena are encountered among cmulsoids. Thus H. Garrett* 
found that gelatine solutions congeal more rapidly if some solid 
gelatine prepared by rapid cooling of the same solution is added 
to them. F. Eduardoff' has noted that the natural emulsions of 
rubber from certain rubber plants, which undergo "spontaneous" 
coagulation when exposed to the air, coagulate more rapidly if a 
piece of solid (i.e., already coagulated) rubber is introduced into 
the liquid. Eduardoff believes that he has excluded the possibili- 
ties of a chemical action in this illustration. The experiments 
of W. Biltz and A. von Vegesack* should also be cited here. They 
found that in.emulsoid night-blue hydrosol the increase in viscos- 
ity due to ageing is accelerated by "inoculation" with small 
amounts of already viscid night-blue (for details see §25). 

The view that all these phenomena are due to the suspending 
of a state of supersaturation, which gives rise to coarsely disperse 
systems can hardly be doubted. 

§24. Molecular Weight of Substances in the Colloid State as 
Measured by Changes in the Constants of the Dispersmg 
Mediiun 

I. General Remarks. — The quantitative relations which erist 
between concentration and the lowering of the vapor pressure, the 
elevation of the boiling point, or the depression of the freezing 
point of molecularly disperse solutions, allow of the determination 

' R. Zsigmondy, Z. f. physik. Chem., 56, 65, 57 (1906). 

' L. Vanino and F. HartI, Ber. d. Dtsch. chem. Ges., 39, 1699 (1906). 

' The Svedberg, KoU.-Zeitschr., 6, 238 (igio). 
' Fr. Doerinckel, 2. !. anorg. Cbem., 63, 344 (1909). 
* LUppo-Cramer, Koll.-Zcitschr., 7, qq (1910). 

* H. Garrett, Uber d. Viskositat einiger KoUoid-LOsungen usw. Diss. Heidel- 
berg, 1903; Philos. -Mag. |6|, 6, 374 (1903). 
' F. Eduardoff, Gummi-Zig,. 33, 809 (1909). 
■ W. Biltz and A. von Vegesack, Z. {. physik. Chem., 73, 509 (1910). 
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of molecular weight. Such determinations must evidently be- 
come more difficult and less reliable as the amount of such change 
becomes smaller. As shown in §22 these changes almost dis- 
appear in dispersoids of medium or low dispersion, such as 
the colloids. A source of great error in these investigations is 
the molecularly dispersed impurities present in such colloids 
which can be removed only with greatest difficulty. Experi- 
ments have been made on the effect of concentration of the col- 
loid upon the lowering of the freezing point and the elevation of 
the boiling point of the dispersing medium and no change has 
been noted. 

To this must be added that in the cases in which a change in 
freezing point, boiling point, etc., with change in concentration of 
colloid has been observed, the amount of such change has not been 
even approximately proportional to the change in concentration, 
as the previously cited investigations of G. Tammann and D. 
Konowalow show. The recent investigations of T. B. Robertson 
and Th. Burnett' of the freezing point of casein in the presence 
of m/30 KOH show that thisremains constant, even when the casein 
content of the solution varies to the extent of 50 percent. In 
colloid solutions not even the sense may be preserved of the rela- 
tions between concentration and changes in these properties. 
Thus, as shown on p. 130, the elevation of the boiUng point in- 
stead of increasing may decrease relatively, or even absolutely, 
in soap solutions with increase in concentration. The changes in 
state which are responsible for this behavior axe not Umited to 
this example, but doubtlessly occur in solutions of egg-albumin 
when the relative proportions of disperse phase and dispersing 
medium are changed. Finally, it should be emphasized that it is 
possible to prepare systems having the same chemical composi- 
tion but of progressively varying degrees of dispersion (see for ex- 
ample p. 143). In view of these facts a discussion of the "molecu- 
lar weights of colloid substances" loses all significance. Other- 
wise an investigation of the aqueous arsenious trisulphide solutions 
of Linder and Picton, would show a series of progressively varying 
"molecular weights" for one and the same chemical substance in 
the same solvent, which in the coarser suspensions would approach 
infinity. The interest attached to a quantitative or graphic 
1 T. B. Robertson and Tb. Burnett, Jour. Biol. Chem., 6, 105 (1909). 
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determination of the relations between "molecular weights" 
and the size of the particles, for a general theory of the dispersoid 
state, scarcely requires emphasis. 

It follows from the above that one cannot properly speak of 
the molecular weights of dispersoids having a colloid or lower 
degree of dispersion as one does of the molecular weights of molecu- 
lar dispersoids as deduced from changes in the constants of 
then: solvents. Measurements of the vapor pressure, the boiling 
point and the freezing point of colloid systems certainly do not 
justify it. This needs to be emphasized, for only recently have 
investigators like S. Arrhenius,' T. B, Robertson, etc., based 
chemical conclusions upon the "molecular weights" of such colloid 
systems as egg-albumin without paying attention to the variabil- 
ity in degree of dispersion with changes in concentration. It can- 
not be emphasized too strongly that not even the direction of 
the changes in solution constants with changes in concentration 
need be the same in the case of colloids, as shown by the soap 
solutions referred to on p. 129; much less does there exist a propor- 
tionality between such changes and concentration as the laws of 
van't Hofif demand. For the same reason the mass law of chem- 
ical reactions' is not applicable to colloid systems, for (in its ordi- 
nary form) this assumes a proportionality between molecular 
concentration and concentration by weight. 

2. Examples of tiie "Molecular Weights " of Substances in 
the Colloid State as determined by Changes in the Constants of 
ttie Dispersing Medium. — Even though the value of determining 
the "molecular weight" of colloid substances is a rather doubtful 
one after what we have said, we shall nevertheless give a few ex- 
amples as determined from changes in vapor pressure, boiling 
point and freezing point. 

Of older determinations may be mentioned those of J. H. 
Gladstone and W. Hibbert' who found that purified egg-dbumin 
shows an unmeasurably slight depression of the freezing point. 
The same authors found caramel to show a molecular weight 
of 1585 to 1745; gum arable, one of i6ia to 2001; rubber in ben- 
zene, one of 6504. Later measurements by the same method, 

' S. Arrhenius: Immunoehemip, 16, ig, 24, etc., Leipzig, 1907. 
' See ID this connection the textbooks of physical chemistry; for example, Wilh. 
Ostwald, Gmndr. d. allg. Chem. 4 Aufl., 341, 37Si etc., Leipzig, 1909. 
' For literature see pp. 13* and 131, 
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carried out by St. Burgarsky and L, Liebermann {I.e.), gave for 
egg-albumin a molecular weight of 6400, for albumose, 2400, 
for pepsin, 760. Sabanejew and Alexandrow (I.e.) find egg- 
albumin to have a molecular weight of 14270. From freezing- 
point determinations T, B. Robertson and Th. Burnett (l.c.) 
assign a molecular weight of 1400 to 2000 to casein in the presence 
of bases. Z. Gatin-Gruszewska (l.c.) finds highly purified glycogen 
to have a "molecuir weight" of 140,000 or more. 

Of measurements of the boiling point of colloid systems those 
of F. Krafft and his pupils (l.c.) deserve special mention. The 
following table shows a particularly interesting series of their 
experiments. It shows at the same time that in the lower mem- 
bers of a homologous series the observed molecular weights in 
aqueous solution are at first lower than calculated, while the 
reverse is true with the higher members. We deal, in other words, 
with a series of dispersoids which vary in the degrees of their dis- 
persion. Dispersion values characteristic of coUoids begin, 
approximately, with nonylate. 



Table it. — Moleculak Weights or Aqueol's SoDoni-soAP Solutions 
(Detenoioed by Boiling-point Measurements.) After F. KiaSt and A. Strutz' 



Sodium nit 



AceUte, CiHiOf. . . . 
Propionate, CtHiOi 
Caproate, CiHiiOi. 
Nonylate, C(H,iO,. 
Laureate, C»HnOi. 
Palmiute, CiiHuO, 
Stearate, CitHnO,,. 
(01eate,Ci.H./)t).. 
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16 
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about 1060 
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approaches » 




about [6 




about 1500 


306 


27 




approaches ~ 




47 






304 


a6 




approaches « 





' F. Kiafft und A. StruU, Ber. d. Dtich. chem. Ges., 19. '3^9 (1S96). 
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Of "molecular weight determinations" in colloid systems ob- 
tained by measuring the vapor pressure those of H. Rodewald 
(I.e.) must be mentioned. From study of a starch-water system 
containing 68.37 percent of starch by weight Rodewald calculated 
this to have the unexpectedly low molecular weight of 4370. 

It must be emphasized that a great number of observations 
of an entirely negative character stand out against the figures 
given above, and that it has been found generally true, as in the 
observations of Z. Gatin-Gruszewska (I.e.), that the molecular 
weights become progressively greater with increase in the purity 
of the colloid employed. It has been maintained by some authors 
(see, for example, T. B. Robertson, I.e.) that such purification, 
say of an aqueous colloid, is fundamentally wrong because the 
impurities represent integral parts of the colloid phase and should 
therefore be counted in with it as part of its "chemical constitu- 
tion." It must, of course, be admitted that proteins, such as 
casein for example, can form salt-like compounds with electro- 
lytes, though it is questionable whether we are in such cases 
really dealing with stoichiometrical relations or only "adsorption 
compounds." Salts of protein, especially salt-like compounds of 
the products of protein cleavage, do undoubtedly show measur- 
able molecular weights (see p. 132); but that fact does not yet 
do away with the question of the "molecuar weight" of pure 
proteins, as these observers apparently fail to see. That electro- 
lytes need not form an integral part of colloid systems is shown by 
the example of glycogen cited above and by such compounds as 
metastyroP which also causes no measurable rise in boiling point. 
The "explanation" of these facts as given by these authors, ac- 
cording to which there occurs a great "polymerization" of the 
protein when pure, resulting in an abnormal molecular weight 
is only a restatement in chemical terms of the physical fact that 
the degree of dispersion of a pure protein solution has assumed the 
values characteristic of colloid systems. 

Parenthetically, it is well to point out even here that similarly 
high values have been found when the "molecular weights" have 
been determined by other means. It must be acknowledged 
that there exist considerable discrepancies between the values ob- 
tained by the methods here discussed and by the "dynamic" 
' G, Posnjak, Das Metastyrol usw., 15, Diss., Leipzig, igto. 
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methods of determining the molecular weight (as by direct measure- 
ment of the osmotic pressure, diffusion velocity, etc.)- Protein 
solutions, for example, exhibit a direct osmotic pressure, while 
they show no measurable rise in the boiling point. ' Even these 
facts are sufflcient to show that a careless application of van't 
HofE's laws of solution is not to be made to colloid systems, for the 
- necessary quantitative relationships are lacking. For this reason 
it seems better to return to mere description of the individual 
groups of phenomena observed in colloid systems and so obtain 
laws by inductive methods which will, perhaps, be analogous to, 
but not identical with, those of "true" solutions. 

n. INTERNAL FRICTION AND SURFACE TENSION OF 
COLLOIDS 

§25. Internal Friction fA Colloid Systems 

I. General Remarks. — The internal friction or viscosity of 
colloids has not yet been as thoroughly investigated as the vis- 
cosity of molecular dispersoids. Yet this very property demands 
special study in the case of colloids. Even slight changes in 
colloids, particularly in the case of the emulsoids, so greatly 
aflect this value that even Thomas Graham justly called the 
viscosimeter a "coUoidoscope." Such viscosity measurements 
can, moreover, be easily made.* It is therefore rather strange 
that the attention of colloid investigators has only recently been 
directed to this problem. 

The following are the main characteristics of molecular dis- 
persoids; 

When a soUd goes into solution the viscosity of the dispersing 
medium is usually increased. Dilute solutions of some salts, 
such as lithium chloride and potassium chloride, form exceptions 
to this rule. These represent cases of so-called negative viscosity. 

' See, for example, R. S. Lillie, Amer. Jour. Physiol., ao, 117 (1907). Another 
coarse discrepancy was pointed out above in discussing the behavior of soap solu- 

' The simplest apparatus and one yielding accurate results is the viscosimeter of 
Wilbelm Ostwold consisting of a U-shaped tube in which is measured the time of 
outflow of a constant volume through a caplUary For details regarding the method 
see Ostwald-Luther-Dnicker, Handbuch f. Fhysik.-chem. Messungen., 3, 230, 
Leipzig, igio. 
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When solid napthaline is dissolved at room temperature ia alcohol 
a decrease in viscosity is also observed, according to experiments 
of my own. We here apparently deal with iso-dispersoid solvents 
which are " depolymerized " when the given substances are 
dissolved in them. In normal cases the viscosity increases pro- 
gressively with concentration, but more rapidly than the latter, 
so that the viscosity-concentration curve is convex toward the 
concentration axis. 

Manifold and complicated conditions arise when two liquids 
are molecularly dissolved in each other. Thus, the mixture of 
alcohol with water shows a characteristic behavior in that a maxi- 
mum of viscosity is obtained in medium concentrations of the 
one in the other, the value of which is considerably greater than 
that of the pure components. For further details the reader must 
be referred elsewhere.* As already evident, this behavior cor- 
responds closely with the extremely variable viscosity observed in 
emulsoids. 

When gases are dissolved in a solvent they do not seem to 
change its viscosity.' 

2. Internal Flictioa of Suspensoids. — It may be regarded as 
typical of suspensoids that Iheir viscosity is but slightly greater than 
that of their pure dispersing media. It must be remembered, 
however, that this is true only when such systems are dilute 
(see p. 135). In concentrated form the mass of the disperse 
solid phase may predominate over that of the dispersing medium, 
as when powders are merely moistened, so as to be coated by a thin 
but continuous liquid membrane. Such systems may be so viscid 
that their properties approximate those of solids. We need but 
recall bow moist sand may be cut into sUces, and the rigidity of the 
scales and crusts of dried colloid metals. From this it follows 
that with increase in concentration the viscosity of a suspensoid 
rises very slowly at first, but very suddenly and greatly in high 
concentrations. 

Most viscosity measurements of suspensoids have been made 
on dilute preparations as by J. FriedlSnder,' F. Bottazzi and 

' A recent review with original experiments is found in the dissertAtioD of R. 

Kassel, ViskosiUit binarer FlUssigkeitsgemlsche, Leipzig, 1910. 

' At least no changes were observed with the ordinary gaaes (O, N, COi, CHO. 
See Wo. Ostwald and A. Genthe, Zool. Jahrh., Abth. f. Biol., 18, 13 (1903). 

■ J. Ftiedliinder, Zeitschr. f. physik. Chem., 38, 43a (igoi). 
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G. d'Errico,' on glycogen solutions, and by H. W. Woudstra* and 
others on silver hydrosols. Measurements carried out on transi- 
tion systems such as iron hydroxide sols will be discussed below. 
In needs to be emphasized that glycogen solutions are typical sus- 
pensoids only in low concentrations, and that they assume an 
emulsoid character in higher ones. This is already evidenced by 
the fact th^t glycogen sob may be prepared which contain 26 to 
45 percent of glycogen.* Nevertheless in low concentrations 
^ycogen behaves as a typical suspensoid, and so its discussion 
seems appropriate in this place. 

The viscosity of suspensoids appears to have been measured 
for the first time by J, Friedlander (I.e.) who could scarcely 
detect a difference between them and their pure dispersion media. 
For a suspension of rosin (10 cc. of a i percent alcoholic so- 
lution squirted into 150 cc. of water) he obtained a viscosity 
of 598.4; after 43 hours it had assumed a viscosity of 599.3. 
Pure water has a value of 599.6. A "very turbid" silver sol 
(Ag-Cred£) gave 453.4 while pure water gave 452.3. These 
differences are scarcely greater than the experimental error. 
Even though these measurements refer to very dilute systems, they 
suffice to show how very slight are the changes in the viscosity of 
a liquid when it takes up a suspensoid phase. 

More detailed work, was then done by F. Bottazzi and G. 
d'Errico (/.c.) as well as by H. W. Woudstra (/.c). Their more 
important results are given in Table 12 and in Fig. 22, to which 
have been added some data on sodium chloride obtained by A. 
Genthe and myself. 

The curves and tables show that at certain concentrations 
there is a very sudden increase in viscosity. For silver and glyco- 
gen hydrosols these concentrations are respectively about 3.5 
and 30 percent. The almost rectilinear character of the first 
part of the curves shows that for low concentrations the increase 
in viscosity is almost directly proportional to the colloid content. 
When these curves are compared with that for NaCl (o to 25.52 
percent), one notes a straighter curve. The uniformity of the 

'F. BotUzEJ Md G. d'Errico, PflUger's Arch. t. Physiol., 115, 359 (1906). 

'H. W. Wouditra, Z. f. phyaik. Chem. 63, 619 (1908); Chem Weekblad.'fc 
30J (190S); van BcmmeleD-Gedenkboek, 36 (1910). 

'Accoidiog to Z. Gatio-Gruszenska, PflUgei's Arch., loa, 569 (1904) only ao 
percent soluUooa of pure glycogen can be prepared; if the glycogen c ' 
Its solubility ii much greater. 
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TilBLE I J. — VlSCOSITV OP SnSPENSOIDS 
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NaCI curve is still greater at higher temperatures, so that at 
a temperature corresponding to that at which the measurements 
on the colloids were carried out it would approximate a straight 
line. 

The very slight absolute increase in viscosity at low colloid 
concentrations should be emphasized. Silver hydrosol containing 
3.85 percent colloid silver is less than i percent more viscous 
than pure water, while a 5 percent solution of NaCl shows an 
increase of 6.6 percent. Glycogen shows a greater absolute 
increase in viscosity (about 4 percent for a i percent glycogen 
content). Still, molecular dispersoids are also known which yield 
such high figures, as in the case of sugar in water. Furthermore, 
as already mentioned, glycogen solutions are not to be regarded 
as typical suspcnsoids. 

So far as the relation is concerned of the sudden increase in 
viscosity here noted to the critical concentrations previously 
discussed, it may be said that the behavior of silver hydrosol at 
the 3.5 percent concentration coincides with the first of these 
critical regions. It is interesting, and incidentally confirms the 

' Wo. Ostwald and A. Gentbe, Zool Jabrb., AbL f. Biol., 18, i (1903). 
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idea that dilute glycogen solutions have a suspensoid character, 
that F. Bottazzi and G. d'Errico (I.e.) also emphasize the sltght- 
ness of increase in viscosity that can be observed. On the scale 
chosen for Fig. 22 this increase is scarcely apparent. The figures 
of Table 12 shows clearly, however, a decided increase between 
the concentrations of 15 to 20 percent. The steepening of the 
curve in Fig. 22 at 45 percent indicates that at this point the 




suspensoid character of the system is possibly beginning to make 
way for a more emulsoid one. 

Of special interest is a series of viscosity measurements carried 
out by Sven Od6n' on sulphur sols. These sols, which the 
author obtains by a modiiication of Raffo's method, are remark- 
able both for the unusually high concentrations which may 
' Sven Od£ii, Zettschr. f. pbysik. Cbem., So, jog, ign. 



d by Google 



I50 SPECIAL COLLOro-CHElHSTRV 

be reached, and for the limits within which the degree of disper- 
sion can be varied. The viscosity-concentration curves for 
two extreme cases are shown in Fig. 23, the lower curve being that 
for a sol consisting of particles o.i>t diameter, while the upper one 
represents the viscosity of a sol consisting of microscopic particles 
estimated at o.oip diameter. 

It will be noticed that the latter curve lies entirely above the 
former, in other words, for any given concentration the viscosity 
of the more highly dispersed sol is higher than that of the less 




dispersed one. The deviation from the Unear ratio is also more 
marked in the former than in the latter, especially at higher con- 
centrations. These results are unambiguous, while the attempts 
already described to alter the degree of dispersion by coagu- 
lants, etc., lead to results which are capable of more than one 
interpretation. 

3. Effects of Ext^nal Conditions upon '\^scosiQr of Suspen- 
soids. — Temperature affects the viscosity of suspensoids in the 
same way as it does that of normal liquids: the viscosity decreases 
with increasing temperature. There is nothing especially peculiar 
about the viscosity of suspensoids when compared with that of 
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molecular dispersoids or that of pure dispersion media. The fact, 
however, that the viscosity of suspensoids is thermostable, in other 
words, that it is the same for a given temperature whether one 
starts from a higher or a lower one is very important. The pre- 
vious thermal history does not influence the viscosity of suspen- 
soid colloids any more than it does that of molecular dispersoids. 
This is indicated by the experiments of F. Bottazzi and G. d'Errico 
{I.e.) on glycogen solutions as reproduced in the following table. 



(According to F. Bottazzi and G. d'Errico) 



Although the deviations all tend toward the same side they 
scarcely exceed the limits of experimental error, particularly if one 
considers that the slightly greater values may have been due to 
evaporation, for the measurements on the cooled solutions were 
made later than those on the warmed solutions. 

This behavior of the suspensoids stands in marked contrast 
to that of the emulsoids as will appear below. The suspensoids 
tend here to behave like the molecular dispersoids which is rather 
unusual, for ordinarily the emulsoids do this. 

According to H. W. Woudstra {I.e.) the addilion of electrolytes 
influences the viscosity of a suspensoid silver hydrosol (and prob- 
ably that of all suspensoids) in a very characteristic manner. The 
addition of an electrolyte decreases the viscosity. To judge from 
the behavior of molecular dispersoids one would expect an increase 
in i'iscosity upon adding an electrolyte but actually the opposite 
occurs. It should be noted, however, that this decrease takes 
time, occurring in some instances only after days, and that it is 
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associated with a change in the state of the colloid, namely, with 
its coagulation. The following table shows this behavior. 

Table 14. — I.vfluence of Electeolvtes on the Viscositv op Silver 

Hydrosol 

(According to H. W. Woudstra) 

28 cc, silversol + i cc. KtSOiSolulion = 0.015 milliraol. 

Time in dayi | Viicositv 



After 4 days. . . 
After 18 days. .. 
After 34 days. . . 
After 36 days*.. 
After 47 days".. 



1.0047 
1 .oo88(?} 
t.0043 



* The asterisk signifies that silver has begun to precipitate. 
The influence of age on the viscosity of a suspensoid is closely 
connected with the above. H. W. Woudstra (I.e.) found that silver 
sols gradually become less viscous even when nothing is added 
to them. This is explained by the fact that in the preparation of 
most inorganic colloids small quantities of electrolytes are retained 
by the colloids, and these tend to bring about coagulation. Table 
15 may serve as an example. 

Table ij. — Influknce of Ace on the ^'Iscos^^Y of a Siwek Hvdbosol 
(According to H. W. M'oudstra ) 



* Silver has begun to precipitate; the higher viscosity value niay perhaps be ex- 
plained by clogging a! the capillary. 

We must keep in mind that the action of electrolytes and of age 
in decreasing the viscosity of suspensoids is the direct opposite 
of their efTect on the viscosity of most emulsoids, as will be dis- 
cussed below. 

4. Mechanical Theory of the Viscosify Relations in Suspen- 
soids. — ^A mathematical theory of the viscosity of suspensions 
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was first formulated by A. Einstein' incidentally in a paper on 
another subject. The formula which he deduces for a suspension 
of small, rigid and — in proportion to their radius — widely sepa- 
rated spheres is: 

V = -i{i + a.5/) 

where ij is the viscosity of the dispersion medium, ij' that of 

, • ■ ■ aggregate volume of solid 
the suspension, and/ the ratio ^^^^^ ^^^^^^ 

The radius of the spheres does not appear and the viscosity 
is accordingly independent of their size, in other words the degree 
of dispersion, and increases in linear ratio with the concen- 
tration. 

A formula which is functionally identical with Einstein's but 
has the proportionality factor 4.5 instead of 2.5 was deduced 
independently by E. Hatschek* in 1910. His method of doing 
so has been criticised adversely by M. von Smoluchowski. 

It is obvious from the viscosity-concentration curves already 
given that the formula holds good only to a very limited extent, 
since the increase in viscosity is much more than linear in most 
instances, and since, for a given concentration, the viscosity is 
greater for a higher degree of dispersion. The reasons for this 
discrepancy are several: for one thing, the distance between parti- 
cles is certainly small in concentrated suspensions and suspensoids; 
for another, as M. von Smoluchowski (I.e.) points out, Einstein's 
result is obtained by neglecting all but the first term of a Taylor's 
series, the second of. which already contains a power of the radius. 
The best agreement with the formula was obtained by M. Ban- 
celin,' who tested it on suspensions of gamboge particles of differ- 
ent diameters made according to Perrin's method. He found the 
viscosity to be independent of the degree of dispersion and to 
increase in linear ratio with the concentration up to 3 percent, 
with a proportionality factor of 2.9 instead of the theoretical 2.5. 

E. Hatschek* has suggested as possible explanations of both 
deviations from the Einstein formula that i) the more than linear 

■ A. Einstein, Ann. d. Pbys., ig, z8g (1906). 
* E. Hatschek, Koll.-Zeitschr., 7, 301 (1910). 
'M. Bancelin, KoU.-Zeitschr., g, 154 (igio). 
•E. Hatichek, Koll.-Zdtschr, 11, 3S0 (1913). 
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increase shown in most series of measurements may be due to 
errors caused by the use of the capillary viscosimeter, and 2) 
the higher viscosity of highly dispersed suspensions may be 
caused by the adsorption layer on the particles. If this were 
of the same thickness for all sizes of particles (of the same sub- 
stance), it would of course increase the volume of a given mass of 
small particles much more than that of an equal mass of large 
ones. He shows that an absorption layer of only 0.S7 n/t thickness 
would account for the difference exhibited by Sven Od6n's two 
sulphur sols (see above). M. von Smoluchowski (l.e.) considers 
both suggestions tenable. 

To elhninate the possible errors due to the capillary viscosimeter, 
E. Humphrey and E. Hatschek> carried out a series of measure- 
ments in a modification of the apparatus employed by Couette 
and other observers. This consists of a hollow clyinder, closed 
at the bottom and capable of being rotated round its ajds, and a 
second cylinder of somewhat smaller diameter suspended coaxially in 
the former and provided with a mirror for measuring the deflection 
from the position of rest. The space between the cylinders is 
filled with the liquid under examination. If the outer cylinder is 
now rotated at uniform speed, the suspended one is deflected by an 
angle which, other things being equal, is proportional to the 
product: angular velocity X viscosity (suitable precautions being 
taken to eliminate the effects of the fiat ends, etc.) In addition to 
being free from the possible defects of the capillary instrument, 
the apparatus offers the important advantage that the viscosity 
can be measured over a wide range of low and arbitrarily chosen 
rates of shear, while in the capillary instrument each measurement 
is carried out at a different, and, in general, at a very high rate of 
shear. 

Humphrey and Hatschek investigated a suspension of sifted 
rice starch grains (3/1 average diameter) in a mixture of carbon 
tetrachloride and toluene having the same specific gravity, in 
concentrations of 2, 4 and 6 percent. They found that the vis- 
cosity, for any given concentration, varied with the rate of shear, 
being highest at the lowest rate of shear. The difference becomes 
more marked at higher concentrations. At any one rate of shear 
the increase in viscosity is more than linear with concentration. 
' E, Humphrey and E. Hatschek, Proc. Physical Soc.,Lond., a8, Pt. V, J74 Cigi6). 
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As the viscosity of a suspension is thus a function of two variables 
— concentration and rate of shear — the complete relation must be 
represented by a surface, a portion of which is represented in 
parallel projection in Fig. 34. The sections nearly parallel with 
the plane of the paper show viscosity at definite concentrations as 
a function of the rate of shear; those at right angles, viscosity at 




definite rates of shear as a function of the concentration. The 
whole behavior is evidently very complicated and in urgent need 
of further investigation, both theoretical and experimental, 

5. ^^Bcosity of Emulsoids (Literature). — A comparison of 
the viscosity of emulsoids and coarser emulsions with that of 
suspensoids has recently been the object of thorough study. 
From the great literature on this subject we may mention the 
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papers of P. von Schroeder' (gelatine), V, Henri, Lalou, A, Mayer, 
Stodel,* H. Garrett' (silicates, gelatine, albumin). A, Miiller* 
(organic colloids), E. Lacqueur and O. Sackur* (casein), Du Prfi 
Denning' (iron hydroxide), W. B. Hardy^ (globulin, etc.), G. 
Fano, G. Rossi, O. Scarpa, J. Simon* (albumin, gum arabic, iron 
hydroxide, etc.), S. Axelrod* (rubber), S. J, Levites'" (gelatine, 
agar, etc.), W. Flemming" (silicates), Wo. Pauli'* and co-workers 
(albumin, etc.), Gokun'^ (gelatine), W. Frei'* (gelatine), V. 
Albanese'" (albumin, etc.), P. Schidrowitz and Goldsbrough" 
(rubber), G. Moruzzi" (acid albumin), F. Galdi" (theory), H. 
Handovsky" (albumin), W. Biltz*' and co-workers (organic dyes), 
L, Michaelis and B. Mostynski*' (albumin), F. Bottazzi and C. 
Victorow*- (soaps), N. Sahlbom" (iron hydroxide sol), W. E. 
Ringer" (acid albumin), H, Chick and C.J. Martin (casein)," H. 

■ P. von Schroeder. Z. f. physik. Chera., 45, 75 (1903). 

' V. Henri, Lalou, A. Mayer, Stodel, Compt. rend. Soc. de Biologic, 55, 1668 
(1903). 

' H. Garrett, Diss. Heidelberg, 1903; Phil. Mag. (6), 6, 374 (1903). 

' A. Miiller, Ber. d, Dtsch. chem. Ges., 37, 11 (1903, 1904). 

* E. Laqueur und O. SacLur, Hofmeisters Beitr., 3, 193 (1903). 

' Du Pr^ Denning, Diss. Heidelberg, 1904. 

' W. B. Hardy, Journ. Physiol., 33, 251 (1903); Proc. Roy. Soc. B., 79, 413 (1907). 

>G. Fa,no und G. Rossi, Arch, di Fisiol., i, 491, 609 (1904) (rubber, starch, 
serum); G. Rossi, ibid., », 500 (:90s}; with O. Scarpa, ibid., 1, 146 (1905) (iron hy- 
droxide); G. Rossi, ibid., a, 172, 599 (igoj) (albumin); E. Cavazzani, ibtd., a, 513 
(1905) (milk); G. Rossi, ibid., 3, 171, 507 (1906) (contains a review of the litera- 
ture up to 1906); J. Simon, ibid., 4, 594 {1907); 5, 394, 402, 470, 477. 479 ('908) 
(albumin -f- alcohol), etc. 

'S. Axelrod, Gummizeitung, 19, 1053 (1905); 30, 105 (1905); 13, Sio (1909). 
ForearliereiperimcntsseeC.O. Weber, Chemistry of India-rubber, 80, London, 190*. 

■• S. J. Levites, KoU.-Zeitschr., 1, 210 (1907). 

■■ W. Flemming, Z. f. physik. Chem., 41, 407 (1907). 

" Wo. Pauli (in part with H. Handovsky. K. Schorr, R. Wagner, Samec, etc.) 
Hofmeisters Beitr., 11, 415 (1908); Koll.-Zeitschr., 3, 2 (190S); KoUoidch. Studiea 
am. Eiweiss, Dresden, I9c£; Biochem. Zeitschr., 37, 296 (19 10); Sitz. Ak. Wiss. Wien, 
17 M^rz, 1910; 30 Juni, 1910; KoU. -Zeitschr., 7, 241 (1910). 

'• Gokun, Koll.-Zeitschr., 3, 84 (1908). 

"W. Frei, Transvaal Med. Journ., Aug., 1908. 

"V. Albancse, Arch. ital. Biol. 50, 387 (1909). 

" P. Schidrowitz und Goldsbrough, Journ. Soc. Chem. Ind., 38, 3 (1909); Koll.- 
Zeitschr,, 4, 226 (1909). 

" G. Moruzzi, Bioch. Zeitschr., 33, 233 (1909). 

"F. Galdi, II Taramazi, 3, Nr. 5; Gior. Ind. Sc. Med. 1909; Rivist. di chem.et 
micr. clinic. 9, 1909. 

" H. Handovsky, Bioch. Zeitschr., as, 510 (1910); KoU.-Zeitschr., 7, 183, 367 
(1910). 

" W. Biltz (with A. von Vegesack, Stciner, etc.) Z. f. physik. Chem., 73, 300 
Ci9'o)- 

" I,. Michaelis and B. Mostynski, Bioch. Zeitschr., 35, 401 (1910). 

" F. Bottazzi and C. Victorow. Rend. R. Ac. Line, ig, 659 (1910). 

" N. Sahlbom, Koll.-chem. Beih., 3, 79 {1910). 

"W. F.. Ringer; van Bcmmelen-Gedcnkboek, 243 (191a); this volume contains 
a rich literature. 

» H. Chick and C. J. Martin, KoU.-Zeitschr., 11, 102 (1911). 
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Chick (serum proteins),' F, Baker (very complete data on 
nitrocellulose in various solvents),* R. Gaunt (india rubber),* 
F. Kirchof (india rubber).* 

Valuable results have been obtained, of which only the more 
important can be pointed out here. 

6. Viscosity Changes in Emulsoids with Time. — In experi- 
ments on the viscosity of emulsoid solutions the investigator 
is most impressed by the great changes in viscosity observable 
in one and the same colloid with time. To be sure the behavior 
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of suspensoids indicated that these too suffer viscosity changes, 
but the variations occurmore slowly. "Spontaneous "changes in 
viscosity in pure suspensoids are usually to be reckoned in days 
(see p. 152), whereas in typical emulsoids they often occur from 
minute to minute. Another very interesting difference (which may 
possibly serve to differentiate suspension from emulsion colloids) 
is the fact that the viscosity of emulsoid solutions usually increases 
with time, whereas that of suspensoids decreases. 

>H. Chick, Biochem. Jouro., 8, 261 (1914). 
•F. Baker, Journ. Chem. Soc, 108, 1653 <i0i3)- 

* R. Gaunt, Journ. Soc. Chera, Ind., 33, So. 9 (1914). 

* F. lUrcbof, Koll.-Zeitschi., 15, 30 (1914). 
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Table 16 and Fig. 25 give a picture of these changes. 



Table 16. — Incbease in Viscosmr of Eitolsoids with Tdie 
(Alter P. voQ Schioeder, S. J. Levitts, and W. Biltz) 



Geladn* MlnUen 

(P. von Sehroeder) 

viKXKUty 


Oclitlii* Mlnlioa 
(S. J. Uyit«) 


(W. Biit.) 

0.4 p« ™l. (2J*) 


Ti». 1 „A*. 


.n- 


A 


Time 1 *A 
1 * 


Tin.. 


Time of 
ouMlow. 

•Moadi 


After smin. 


1.81 


1.6^ 


1. 41 


After IS mio. 


3.19 


After 4 min. 


754 


After 10 min. 




t.6Q 


1.41 


After 30 min. 


J M 


After 7 min. 


7.5 


8 


After IS min. 


= -4S 


1-74 


1.42 


After 45 nun. 


2. SSI 


After 9 min. 


77 





After 30 min. 


413 


1,80 


1.42 


After 60 min. 


2.80 


After 13 mi 




81 
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After 60 min. 


11.76 


l.<>0 


1.42 


After IS niii>' 


3.00 


After 31 mi 


in. 


106 













After 90 mio. 


3.30 


After 34 min. 


109 













After II hr. 


S-40 


After 37 min. 


110 


2 


■ ' 






gelatinized. 









The ysual way in which viscosity changes with time is prob- 
ably best represented by the S-shaped curve found by W. Biltz 
and A. vbn Vegesack (i.e.) in their experiments on benzopurpurin 
solutions. In other words, on standing, the viscosity of an emul- 
soid first rises. This part of the curve corresponds with the 
first portion of the curves obtained for gelatine by P. von Schroeder 
(I.C.). Then follows an almost uniform increase in viscosity as 
shown by the straight middle part of the curve. This straight 
line was also found by S, J, Levites {l.c.). Finally, there follows 
a decrease in viscosity which is represented graphically by the 
turn of the curve toward the abscissa. This late behavior is found 
not only in the case of benzopurpurin but also (sh'ghtly marked) 
in the gelatine curve of P. von Schroeder at 24.8°. The pro- 
gressive variations in the viscosity observed under different ex- 
perimental conditions and discussed below can all be interpreted 
theoretically in the terms of this S curve. 

As shown by the experiments of P. von Schroeder (l.c.) on 
gelatine, the changes in viscosity with time decrease absolutely 
as well as relatively with rise in temperature. It is also an 
important fact that the changes with time are the more distinct 
the more concentrated the solution. Under certain conditions 
dilute emulsoids behave like molecular solutions, that is, they show 
a constant or perhaps a decreasing viscosity (see below, p. 160). 
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Thus, W. BUtz and H. Stdner (/.c.) could observe well marked 
changes in state in night-blue solutions at 50" only if they con- 
tained more than 3 percent of the dye. The effect of the addi- 
tion of various substances, especially salts, upon the time-varia- 
tions in viscosity was studied by Gokun (l.c.), who found that 
when small amounts (of ammonium nitrate) were added, the vis- 
cosity of gelatine solutions increased more quickly than without 
such, while if larger amounts were added (say 0.32 to 1.4 normal 
NH4NO1) the viscosity remained almost constant. In very high 
concentrations (5.6 to 6.4 normal NH4NO1) the viscosity decreased 
with time as in the case of suspensoids. The latter is doubtless 
due to the fact that in such high concentrations "precipitation 
effects," in other words, coagulatory effects begin to manifest 
themselves. The following table gives some illustrative figures 
which are, however, not very ejtact. 

Table 17- — Effect of the Additiosi of NHtNOi on the Change in Viscositv 

OF A Gelatine Solution (o.aS fbkcent) with Tike 

(AltcT Gokun) 



AfUr 44 htmn. 
After 44 houn. 
After 67 bi 
After tii honn. 
After lis 1 



osOi 1-71 I-S4 



J_ 



For the influence of non-electrolytes the reader is referred to 
the experiments of J. Simon {Lc, 1907-08) on the effect of alcohol 
on the increase of viscosity with time in albumin solutions. This 
author found that the viscosity increased as he added more alcohol. 
Acetone had a ^milar influence while the higher alcohols were less 
effective. Fig. 26 gives a picture of the results. 

A case differing from those hitherto mentioned in that it 
concerns an emulsoid which spontaneously grows less viscous with 
time has been described by H. W. Woudstra* in his work on the 
toluene sols of rubber. As he has made only a preliminary state- 
ment we cannot besure that this caseis a true exception. Woudstra 

■ H. W. Woud>tnt: Ki^id-Zeitschrift, 5, 33 (190Q}. 
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found his carbon tetrachloride sols to become cloudy with lime.* 
It seems possible, therefore, that under the experimental conditions 
chosen by this investigator his solutions coagulated, in which case 
their behavior would naturally be irregular. The method of 
preparation (swelling, trituration, filtration through glass wool) 
may also have influenced his findings. His solutions may have 
contained "undissolved" particles which at first caused a high 
viscosity, but which, later, after their "solution," led to decrease 
in the viscosity. Further experiments are needed on this point. 




J 10 I! fiours 

Pig. i6. — Effect of time upon the viscosity of scrum albumin to which alcohol ha» 
been added. (According to /. Simon.) 

In accord with Woudstra's observations are those of K. Schorr 
and H. Handovsky {I.e., 1910) who found that albumin solutions 
first show a gradual increase in viscosity but later a slow de- 
crease on the addition of alkali. Chemical changes (hydrolytic 
cleavage, etc.) which produce secondarily a decrease in viscosity, 
somewhat analogous to the hydrolytic action of ferments, are 
undoubtedly active here (see p. 164). 

' Dr. Brauer of Leipzig has tilso observed that filtered solutions ai purified 
rubber which are originally entirely dear show flocculi liter standing some weelu. 
SiDce then I ha\-e been sble to make aniJogous observations on benzene rabber tola. 
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7. Effect of Mechanical Treatment of Viscosity of Emulsoids. 

— It is a remarkable fact that the viscosity of emulsoids is affected 
by mechanical treatment. If they are shaken for a period or simply 
pressed several times through a capillary, as in a viscosimeter, 
their viscosity decreases. Such phenomena have been observed 
by Gokun (/.c.) and W. Biltz {I.e.). They show that even in such 
apparently perfect liquids there is present a kind of "structure" 
which is destroyed by mechanical treatment. This structure 
seems closely allied with the oft-mentioned liquid membranes of 
the dispersion medium which surround the disperse particles. 
One may imagine that in higher concentrations these membranes 
unite, somewhat as represented in Fig. 14 in p. 87, and that mechan- 
ical treatment pulls the individual envelopes apart again. In 
favor of this view is the fact that, according to W. Biltz and H. 
Steiner, this phenomenon is particularly marked in concentrated 
solutions; and that the viscosities of solutions of different ages 
may be reduced to the same value by sufficient shaking (see 
Table i8).> 

Table 18. — Inflcence of Shaking on the Viscositv or a 2.7 Pes Cent. 

SoLtrrioN OF Nigkt-bi.ue 

(According to W. BilU and H. Steioer) 

Without ShklcioB After ShkUng 



8. Influence tA "Inoculation" on Internal Fricticm of Emul- 
soids. — A remarkable phenomenon has been observed by H. 
Garrett {I.e.) in solutions of gelatine and by W. Biltz and 
H. Steiner (/.c.) in solutions of night-blue. They found their 
spontaneous increases in viscosity to be markedly accelerated 
through the addition of small quantities of aged or gelatinized 
solutions. 

As the table shows, this behavior is best observed only in 
colloid solutions of high concentration. 

It should be emphasized, as P. von Schroeder {l.c.) has shown, 
that this phenomenon depends upon a chemical change in the 

r observed ordinary milk to 
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(According to Bilu anil Stciner) 



Without InocuUtioii I After InocuUtioo 



Per cent. 


Ato™ 














id*y 


6<Uy. 




Mhr. 1 ,hr. 




ld«y 


0.90 


' 77.»" 


73-5" 


78..S" 


79./' 


1 





78,8" 


1.3s 




81.* 


81.6 


82.2 


1 




8a. 0" 


I. So 


77.6 


85.6 





83.2 


85.2 ! 86.1 


8^6 


8S-9 


a.JS 


Us.. 


9'-3 


|ioi.6 


88.9 


88.9 1 91.6 


103.3 






gelatine, probably upon its hydrolytic cleavage. This is proved 
not only by the fact that the decrease in viscosity, with prolonged 
heating, is irreversible, but also by the fact that it follows the 
laws of chemical mass action. Furthermore, after prolonged 
heating, precipitates appear in the solution, which I hold to be the 
products of this chemical reaction.^ Analogous considerations 
apply to the changes in visco^ty which silicic acid, etc., showwhen 
heated or otherwise treated {W. Flemming, Lc). This view 
also supported by the fact that long heating decreases the vis- 
cosity of many emulsoids, though by no means all. W. Biltz 
and H. Steiner (/.c), for example, found that emulsoids of night- 
blue do not alter their viscosity even after being heated 7 hours. 

What has been said under headings 3 to 8 must always be 
borne in mind when making viscosity determinations on emulsoids. 
For this reason the discussion entered into here needed to pre- 
cede a consideration of the relations between internal friction, 
concentration, temperature, etc, 

9. Rate of ^ear and Vtscosi^ of Emulsoids.— As in the case of 
suspensions (Humphrey and Hatschek') but in a much more 
marked degree, the viscosity of emulsoids is a function of 
the rate of shear. This could already be concluded from the 
experiments on gelatine sols by H. Garrett' in which the viscosity 
was measured by the oscillating disc method. The results are, 
however, not easy to interpret, since the rate of shear \-aries in 

> Wo. Ostwald, Pailger's Arch., 109, 277 (1905)- 

• E. Humphrey and E. Halschek, Pri>c. Physical Soc. Lond., 38, Pt. V, 274 (1916)- 

' H. Ganett, Dbs. Hddelberg, 1903; Phil. Mag. (6), 6, 374 (1903). 
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every experiment from zero at the center of the disc to a maximum 
at its periphery. Measm-ements carried out by E. Hatschek' 
with the Couette apparatus already described do not suffer from 
these complications, and two curves thus obtained, in which again 
the rate of shear is plotted as abscissa and the viscosity as ordinate 
are shown in Fig. 27. Both curves were obtained with the same 
(0.5 percent gelatine) sol, the lower when the sol was 24 hours, 
and the upper (double one) when it was 73 hours old. The lower 




Pic. 37. 

curve shows that the viscodty decreases with increasing rate of 
shear, although the difference is not very great. With the aged 
sol the viscosity is much higher throughout (see p. 154) and in 
addition the dependence on the rate of shear is extremely marked, 
the viscosity at the highest rate of shear being less than one-half 
of that measured at the lowest. 

To make sure that this variation is really a function of the rate 
of shear, and not due to a permanent destruction of structure, 

1 E. Hatschek, Koll.-Zdtscfai., 13, 88, 1913. 
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the series of measurements on the aged sol was repeated in the 
opposite sense, i.e., with increasing velocities. Marked hysteresis 
is shown, since the curve thus obtained lies entirely above the one 
found with decreasing velocities, but this shows conclusively that 
no permanent alteration in the system has taken place. 

10. Influence of Thermal History on ViscosityofEmulsoids. — 
When such typical emulsoids as gelatine, agar-agar, etc., are sub- 
jected to the influence of heat their viscosity is affected in the 
same way and as markedly as when they are treated mechanically. 
Prolonged heating decreases the internal friction of these solu- 
tions. By prolonged boiling, it is possible so to change a solution 




Number of hours haated 



of gelatine or glue that it will no longer solidify when cooled. 
When alcohol is added to a gelatine solution thus altered by pro- 
longed boiling, a yellow precipitate is thrown down, which is 
easily soluble in water. A precipitate similarly produced in nor- 
mal gelatine only "swells" when thrown into cold water. This 
was observed as early as 1867 by Moritz Traube.^ ' Traube called 
the modification which would no longer gelatinize, (3 gelatine or 
(3 glue in contrast to the normal, gelatinizing a form. Table 20 
and Fig. iS copied from P. von Schroeder (/.c.) illustrate what 
has been said. S. J; Le\ites* has made further experiments on 

' M. Traulic, Rcichcrt und Du Bois Keymond's Arch., 87 (1867). 
* S. J. Lcvites, Koll.-Zeitschr., 3, 339 (1907). 
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Table ao. — Ihtluznce or Heating o 
(According to 



THE Viscosity op Gelatine Solutions 
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purified gelatine (gluten), agar-agar and on the sodium salt of 
thymonudeic add with entirely analogous results. 

II. Influence oi Concentration on Internal Friction of Emul- 
soids. — The influence of concentration upon the viscosity of 

Table ii. — Inflijehce 01 Concentbation on Viscosity op Gelatine 

Solutions 
(According to S. J. Levites) 



1.603 

i.8j6 



d by Google 



i66 



SPECIAL COLLOm-CHEiaSTBY 



emulsoids simulates its effect upon suspensoids. This is clearly 
evident on comparing Figs. 39 and 22, in doing which it is well to 
limit oneself to comparisons involving the same temperatures. 
Examples of the eflfects of concentration are given in Tables 21 
and 32. 

Emphasis should be laid on the fact that the above measure- 
ments refer either to low colloid concentrations or were obtained at 
higher temperatures. As every one who has experimented with 
gelatine or agar-agar well knows, there is, for every typical emul- 
soid, an optimum concentration and an optimum temperature at 




Pic. 39- — Influence of 



which the solution gelatinizes. Thus solutions of night-blue 
above 1.575 Recent are so thick at 0° that they no longer flow 
through a viscosimeter. We wish here merely to point out that 
the influence of concentration on viscosity In typical emulsoids is 
very great. Thus the viscosity of an agar-agar solution (at room 
temperature) varies within the flrst 2 percent from that of pure 
water to that of a solid. If one compares molar instead of per- 
centage concentrations, the great absolute increases in the value as 
welt as the abruptness of the viscosity changes appear still more 
striking. 
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The effect of temperature on the concentration iofluence is 
such that decreasing the temperature makes the ascent of the curve 
steepa, while increasing the temperature flattens it (see Fig. 30). 
This behavior is analogous to that observed in molecular dis- 
persoids and probably to that observed in suspensoids. Added 
substances like salts increase or decrease the slope of the curve as 
do temperature changes. Purification of the technical night-blue 
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(which is ordinarily contaminated by about 43 percent sodium 
sulphate) decreases the slope of the curve, that is, has the same 
effect as raising the temperature. It is not impossible, however, 
that the addition- of other salts, such as the chlorides, nitrates, 
etc., might have an opposite effect. Chemical changes in the 
colloid itself also change the character of the concentration curve, 
as is evident in the tables and curves referring to a and /3 gelatine. 
12. Influence of Temperature on \%cosity of Emulsoids. — 
Besides the influence of concentration on the viscosity of emul- 
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Pic' 30. — Influence of 
(According to W. Dill: and H. Steim 
o( the purified niuht-bluc. 



soids, described in the previous paragraphs, then; exists also a re- 
lation between temperature and viscosity which is observed when 
all other factors are kept constant. Hut systematic investigations 
of this t\pe over a larger ttmperalure range have not as yet been 
made. For reasons already' given, only dilute emulsoids can be 
used for such study. Sonic apjmiximale determinations of the 
uverage temperature coefficicnls of the viscosity (if emulsoids are, 
however, at hand. Thus the internal friction of pure water 
changes about 18 percent between 21° and ,3i°C. In contrast 
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to this, the viscosity of a 3 percent gelatine solution, withia the 
same temperature range, changes from 1.42 to 13-76, in other 
words, almost 1000 percent (P. von Schroeder, t.c.). According 
to Biltz and Steiner (I.e.), the absolute viscosity of a i.S percent 
solution of oight-blue rises from 10.5 to 33 between 35° and o", in 
other words, triples, while the viscosity of water merely doubles 
under thesameconditions. Withhigherconcentrationsthechanges 
in viscosity within very narrow ranges of temperature become 
extraordinary, for the existence of gelatination and melting points 
means nothing else but that, within a temperature change of a 
degree or less, the viscosity of such systems changes from that of a 
fluid to that of a solid. 

13. Influence of Added Substances on Viscosity of Emul- 
BOids. — The influence of added substances on viscosity, when all 
other external factors have been kept constant, has also been 
thoroughly investigated. Of the mass of facts available in this 
field we shall mention only a few. For detaOs the original papers 
should be consulted. 

So far as the important effect of salts upon emulsoids is con- 
cerned, the accuracy of most of the earlier measurements is vitiated 
because impure preparations, contaminated with electrolytes, were 
used. Only recently have Wo. Fauli and his co-workers (I.e.), 
in a careful and searching series of investigations, shown what 
minute amounts of electrolytes suffice to cause substantial changes 
in the viscosity of organic emulsoids. Nevertheless older experi- 
ments with commercial preparations and those purified by ordi- 
nary laboratory methods are not valueless, for such colloids are 
used in many of the arts and for some scientific purposes. 

We must distinguish between the effects of salts on the vis- 
cosity of emulsoids which with time are stable and those which are 
unstable. When of the latter class, as with gelatine, a distinction 
must be made betw een the initial value of the viscosity as observed 
immediately after the addition of a salt and the final value which 
is approached only asymptotically. According to the experi- 
ments of P. von Schroeder (/.c), S. J. Levites (I.e.) and Gokun 
I.C.), the first of these values follows the general rule of mixtures: 
salts which raise the internal friction of water affect colloid solu- 
tions similarly, and vice versa. The final value exhibited by gela- 
tine solutions after the addition of salts is very different from this 



d by Google 



SPECIAL COLLOm-CHEiaSTRY 




d by Google 



UECHANICAL FKOFERTIES OF COLLOID SYSTEMS 



first. In Table 23 and Fig. 31, taken from P. von Schroeder (/ c), 
are collected a series of such viscosity values in gelatine solutions 



Table 33. — A. Infliience of Salts on Internal Friction 
(After standing 1 hour) 
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B. DiFFEKENCES between Ihtexnal FucnoH of Salt-^elaiine and PraE 
I Pekceki Gelatine 



SO( Ht norm. . 
SO, H norm... 
S0| H Borm. . . 
SO. H norm.-. 

CI H norm 

a H norm. . . . 
a H norm. . . . 

CI I norm 

NO, H norm, , 
NO. M norm... 
NOi JS norm . . 



The plus sign means that the internal friction of the salt- gelatine a greater 
lian that of the pure gelatine, and the minus sign the reverse. 
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which have stood for an hour. Table 23, B, details the difference 
in viscosity between salt-gelatine and pure gelatine. If the dif- 
ference is positive it means that the viscosity of the gelatine has 
been increased by adding the salt, while if it is negative it 
means that the viscosity has been reduced to below that of pure 
gelatine. 

It appears that sulphates in all concentrations increase the 
internal friction of gelatine, while chlorides and nitrates decrease 
it, with the exception of MgCU and LiCl in higher concentrations. 
The exact concentration of the salt, however, plays an important 
part, especially in the chlorides which in medium concentrations 
(about }i normal) show a maximum of viscosity which sometimes 
exceeds that of pure gelatine. Further details may be found in 
the tables and curves.' 

If the anions of the added salts are arranged according to their 
effect we obtain the series: 

S04>Cl>N0i 

In the case of the cations variations occur with different 
concentrations. If we choose the values found for J-l normal 
solutions we find that the sulphates and the chlorides arrange 
themselves as follows; 

Mg>Na>Li>NH,>K 

Ample opportunity will be found later, to return to these 
"ionic series," which in honor of the investigator who discovered 
them are now known as the Hofmeister series. There we shall 
also find that the complicated influence of the concentration of a 
salt is not an accidental or an exceptional one, but an expression of 
general characteristics of the relation between any salt and a 
change in the state of the colloid system. 

P. von Schrocder (I.e.) has investigated the important influence 
of acids and alkalies on the viscosity of gelatine solutions. His 
findings are detailed in Table 24 and Fig. 32. The influence of 
concentration is again complex, for at certain low concentrations 
(.''ise normal for HCl and } 128 normal for XaOH) a maximum 
' It shouM again be emphasized that pure gelatine would, perhaps, abow totally 
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viscosity is attained, white at concentrations above J^2 normal 
a viscosity below that of pure gelatine is observed. 




Concentrot/on 



Table 14. — Intldence or HCl am 
(According ti 



or NaOH on Viscosity op Gelatimb 
P. von Schroeder) 
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40 
S» 
60 
79 
61 
38 
*5 



Similar effects of concentration, more especially of the alkalies, 
on the viscosity of soap solutions have' been observed by F. Bot- 
tazzi and C. Victorow (l.c.). 

k 14. Effect of Added Substances on Intenial Friction of Emul- 
soids; Behavior of Protein Solutions. — Through the work of E. 
Laqueur and O. Sackur (/.c), W. B. Hardy (I.e.) and others, and 
especially through that of Wo. Pauliand his coworkers (I.e.), we 
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have become better acquainted with the behavior of various pro- 
tein solutions such as those of serum albumin, egg albumin, 
globulin and casein in the matter of their viscosity when subjected 
to the effects of added chemical substances. These solutions be- 
long to the emulsoids. Time alone changes their internal friction, 
yet these changes take place so rapidly that the final viscosity 
value is reached within a few minutes. Because of this and be- 
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cause the proteins c^n be isolated and better purified than gelatine, 
for example, they adapt themselves especially well to a study of 
this important problem. 

The most striking fact that the study of the influence of elec- 
trolytes on the viscosity of purified proteins has brought out is 
the enormous change in viscosity which is produced by traces of 
electrolytes. This is especially true of acids' and alkalies which 

n proton, Bee the 
paper o 
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Table 33— A. Intluencb of Acids on Viscosity op Seiuu AiDtnnN 
(Accordinf! to Wo. Paul! and H. Handovsky)* 
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. Influence or Bases on Viscosity op Sebuk Albdion 
(According to Wo. Pauli and H. Handovsky) 



Baa* 




Frirtioo iic lue in 
pcretut. 


Con^^io. 






78 
151 
I9S 
19 
as 

3S 
38 

33 
37 
6S 
83 
40 
76 
S» 
103 
146 
S3 
109 
"SI 

it6 

J.10 






I 


03 

01 Dorm. 

oj 

OS 

03 
OS 

03 
OS 

OS 

03 

OS 

03 
OS 

03 
OS 


1900 

2805 

49 

loB 






148 
196 




390 

46s 
ao4 

44» 

308 
S64 
800 
334 
6*7 
82s 






TetraEtiiyliuninoniu m 




3718 
4490 



■See K Handovsky, EolL-ZcitscIu., 7, '6& (1910). 
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show a behavior entirely aoalogous to that discussed in connection 
with gelatine on p. 173. Thus Wo. Pauli and H. Handovsky 
(I.e.) found-that the addition of 0^015 normal HCl suffices to raise 
the viscosity of a serum albumin solution from 1.0633 to i-2937t 
in other words, more than 20 percent. With alkalies, a concentra- 
tion of ^00 normal tetra^thylammonium hydroxide is enough to 
increase the viscosity by 230 per cent. Table 25 and Figs. 33 
and 34 may serve to illustrate these facts. 




Pauli and H. Handomky.) 



So far as the effect of salts is concerned, it is found that this 
is different depending upon whether neutral, acid or alkaline 
albumin is used (Wo. Pauli). The relations are complicated 
especially when the effects of different concentrations of acids and 
alkalies as well as of salts are considered. It remains for future 
investigators to give us a clear and comprehensive presentation 
of this subject. 

The following features deserve emphasis: Xi-utra! salts 
always lower the viscosity of neutral protein {Wo. Pauli). This 
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behavior is analogous to the effects of salts on the viscosity of sus- 
peDsoids (seep. 152). 

When we deal with acid albumin it is found that the anions 
of the neutral salts play a greater rdle than do the cations. Salts 
usually loTver the viscosity, though complicated concentration 
relations appear. With a common cation the anions decrease 
the vbcosity in the following order: 

CjH,0i>S04>SCN>N0j>C1 

[E. Laqueur and O. Sackur (l-c), W. Frey (I.e.), H. Procter,' 
L. Zoja (I.e.), Wo. Pauli (I.e.) and others.] 

The reverse is true with alkali albumin, where the cations play 
the chief part. From a qualitative point of view all the salts bring 
about a decrease in viscosity, but when the effects of equal amounts 
of salts are compared a greater decrease is noted in alkali albumin 
than in acid albumin. The salts of the alkali earth metab exert a 
stronger influence than those of the alkali metals. 

15. Influence of Added Substances on Viscosity of Emul- 
soids. Effects of Non-electrolytes and Mixture of Dispersing 
Media. — Non-electrolyles in low concentrations usually change the 
viscosity of emulsiods only to the extent in which they increase 
the viscosity of the pure dispersion medium (S. J. Levites, Wo. 
Pauli, etc). Yet it is not impossible for non-electrolytes even in 
low concentrations to influence the viscosity somewhat. Thus 
Handovsky found that caffeine causes a very perceptible increase 
in the viscosity of acid albumin.^ We need more experiments in 
this fleld. 

In greater concentrations the addition of non-electrolytes causes 
very perceptible non-additive changes in viscosity. J. Simon 
(I.e.), for example, found alcohols, acetone, etc., to increase 
markedly the viscosity of albumin solutions. In future studies of 
these phenomena it might be well to subtract from the observed 
changes in viscosity those increases which result from mere mixing 
of the alcohol with water. Only then wUI the true changes in 
visocsity due to the change in the colloids themselves be clearly 
evidenced. 

Several albumins, such as the zein of Indian corn, are remark- 

., probably produce similar effects. 
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able in that they dissolve neither in water nor alcohol, but in a 
mixture of the two.' It would be interesting to study the viscosity 
behavior of such systems. The same is true of many dyes which 
although soluble in each of the pure solvents show different de- 
grees of dispersion and even different types of colloidality in the 
two.* 

16. Theory of Viscosity of Emulscnds. — The only attempt to 
deduce a rational formula for the viscosity of a system of two 
liquid phases has been made by E. Hatschek..' By considering a 
system in which the disperse phase is present in such amount that 
the structure is necessarUy polyhedral, and maldng certain as- 
sumptions regarding the behayior of such a system when sheared, 
he arrives at the following expression: 



If' = 1) 



Va - I 



where ij' is the viscosity of the system, ij that of the continuous 
phase (dispersion medium) and A the ratio: total volume/ volume 
of disperse phase. 

The curve defined by this equation is hyperbolic in appearance, 
and 1]^ increases rapidly as A approaches unity, in other words 
as the volume of disperse phase approaches the total volume. 

The formula can be applied directly only to emulsions, in 
which A is known, but has hardly been tested in that respect. 
To apply it to emulsoids, it is necessary first to make assumptions 
regarding the volume of disperse phase, since in general only the 
weight of dispersed matter is given. The simplest assumption 
is obviously that the disperse phase "swells" by taking up a 
definite amount of dispersion medium (at constant temperature), 
in other words that the volume of disperse phase is a constant 
multiple of the weight of dispersed matter. This assumption 
has proved to give consistent results over a more or less extensive 
range of concentrations for sols of glycogen, casein,* and various 
serum proteins.* 

On the other hand, the formula fails in the case of various 

' Sec the detailed paper of G. GaleoUi and G. Giampatmo, KoIl.-ZcJtschr., 3, n8 
(1Q08I, where references 10 the literature mav .ilso be found. 

'H. Freundlkh and W. Neumann, K.oll,-Zeilsthr.. 3, 80 (1908). 

• E, Halschfk, Kcll.-Zeitschr., 8, 34, iijii. 

* K. I[al^^-hek. Trans, l-'aradav Soc, 57. 56 (1913). 
' H. Cliick, Biothem. Journ., 7, 261 (1914). 
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colloids showing very high viscosities, such as rubber or nitrocel- 
lulose in organic solvents, where the assumption of a constant as- 
sociation factor proves quite unworkable. On theoretical grounds 
M. von Smoluchowski considers that the method used in deduc- 
ing the formula cannot lead to a universally valid expression. 

S. Arrhenius' has shown on a large number of examples that 
his well-known logarithmic formula: 

log v = C 

where is a constant and C the "molecular concentration," 
can be used for expressing the viscosity of emulsoid sols with re- 
markable accuracy. As the molecular weights of the dispersed 
phases are unknown, C can only be calculated by making simpli- 
fying assumptions, and the introduction of "molecular concen- 
trations" appears unjustified in the case of systems which we have 
throughout considered to be sub-molecularly dispersed. The 
formula can therefore hardly be anything but an interpolation 
formxila; but for colloids in aqueous dispersion it leads to remark- 
ably constant values both for 6 and for the hydration factors, 
which latter are of the same order of magnitude as for hydrated 
salts. The formula however also fails entirely for the above men- 
tioned sols in organic solvents, the association factor becoming 
variable, and even negative in some cases. 

A generally valid formula — either rational or empirical — 
for representing the viscosity of emuboid sols is therefore still 
lacking, and it may be worth mentioning that M. von Smoluch- 
owski (I.e.) does not consider the prospect of deducing the former 
very hopeful. 

17. 'N^scoEdty and Electrical Charge of Disperse Phase. — 
E. Laqueur and O. Sackur {I.e.), W. B. Hardy (l.c.) and especially 
Wo. Pauli (I.e.) pointed out long ago that the electric charge of 
protein particles greatly affects the viscosity of their solutions. 
These investigators hold the electrically or electrochemically 
charged particles in these solutions to spring from an electrolytic 
dissociation similar to that observed in molecularly dispersed, 
slightly dissociated systems. As will become more evident in 
the chapter on the electrical properties of colloid systems, this 

' S. Arrhenius, MeddelaDden fran K. Vetenskapak. Nobelinititut, 3, 1916. 
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assumption has proved both satisfactory and fruitful in explana- 
tion, for example, of the .variations In viscosity caused by added 
substances. It may be said that when the viscosity of a neutral 
emulsoid rises on the addition of some substance, this is due chiefly 
to an increase in the number of dissociated (electrically charged) 
colloid particles. The correctness of this view is at once evidenced 
when we recall to mind the striking increase in the viscosity of 
gelatine, soap, or protein solutions when small amounts of acids 
or alkalies are added to them. The decrease in viscosity observed 
in higher concentrations of the acids and alkalies follows the 
decrease in dissociation. The effect of salts in lowering the vis- 
cosity of acid- and alkali-colloids corresponds with the effect of 
salts in depressing ionization when a common ion is introduced.' 
Table 25 (p. 175) may serve to show the general parallelism be- 
tween concentration of OH ions and viscosity. Certain exceptions 
to the general rule are, however, to be noted, as in the case of 
piperidine. 

The well-grounded fact that ions are more ■ strongly hydrated 
than electrically neutral undissociated molecules explains why 
increase in dissociation and increase in viscosity go hand in hand. 
As a result of the magnetic field about the charged particles, or at 
least through its increase, we may imagine the solvent to be held 
more closely in the solvent envelopes about the separate particles. 
Thus also will the internal friction be increased and the separate 
particles become less mobile for now the charged particles have 
larger envelopes of the dispersion medium about them. But let 
us not fail to point out that it does not seem safe to say that this 
direct application of electrochemical laws will, in the future, show 
itself to be entirely adequate. Nevertheless the ability of these 
laws to elucidate at least some of the compUcated relations ob- 
served shows them to be at least partly active. 

Future investigators may reveal great discrepancies between 
the laws governing the behavior of colloid systems and the electro- 
chemical laws which apply to molecular and supermolecular dis- 
perse systems. Notwithstanding isolated analogies, colloid sys- 
tems may be found to be governed by electrochemical laws which 
are not subordinate to those governing molecular systems but 

[>chemical side of these views see the textbooks of 
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coordinated with tliem. Great variations from normal electro- 
chemical behavior are already known in the case of suspensoids.' 
We can discuss these questions to greater advantage when we come 
to consider the electrical properties of colloid systems. 

i8. Viscosity and Degree of Dispersion; Visco^ty of Coarse 
and Complex Dispersions. — Only few observations are available 
on the theoretically important relation between degree of disper- 
sion and viscosity, and no systematic study has as yet been made 
of any number of systems with progressively varying degrees of 
dispersion. A priori one would expect the viscosity of a dis- 
persoid to grow with every increase in the amount of contact sur- 
face, in other words, with the degree of dispersion. It is here as- 
sumed that the particles of the disperse phase move about with 
greater difficulty than do the particles of the dispersion medium 
itself. The dispersion medium, held in the often-mentioned sur- 
face membranes, must have in addition to its usual character- 
istics a decreased mobility. Experimental evidence can be cited 
to support this view. The experiments described on p. 152, deal- 
ing with the decrease in the viscosity on ageing or the addition 
of salts, show a distinct parallelism between decrease in degree of 
dispersion and decrease in viscosity. K. Beck and K. Ebbing- 
haus^ found that coarse emulsions of castor oil in water did not 
greatly change the viscosity of the water, but after gum arable or 
similar substances had been added which permitted the attainment 
of higher dispersion, the viscosity rose considerably above that of 
the oil or the pure gum solution. The increase amounted to 44 per- 
cent. The fact that cellulose becomes slimy and viscous with long 
grinding indicates the same thing. G. Buglia' found mUk to show 
a distinct increase in viscosity after being "homogenized," that 
is to say, after having its fat finely divided by being squirted 
against an agate plate. A. Martici* has studied the viscosity of 
oil emulsions in soap water and found that their viscosity increases 
as the oil droplets become smaller. 

But observations can also be cited to support the opposite 
view. Cases are known in which the viscosity increases as the 

* See Wo. Ostwald, KoU.-Zeitscht., 7, 13J (1910). 

* K. Beck, Zeitschr. Physik. Chem.,5S, 409 (1907); K. Ebbinghaus, Di3s.,Leipcig, 
1907- 

' G. Buglia, KoU.-Zeitsebr., 2, SS3 U90&). 

* A. Maxtici, Arch. di. Fisiol., 4, 133 (1907). 
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degree of dispersion decreases. In the case of molecular disper- 
soids, it is the rule that when the substances have a. high molecular 
weight that they show a greater viscosity. We need but consider 
the salts (soaps) of the homologous fatty acids in water (see p. 
143)- While the lower members (acetates) change the viscosity 
of water but little, aqueous solutions of the higher members 
are solid. The association of changes in molecular weight with 
changes in the viscosity of colloid night-blue solutions under 
the influence of changes in temperature has been observed by 
W. Biltz and A. von Vegesack {I.e.). They calculated from 
direct osmotic measurements the molecular weight of technical 
night-blue at 0°, 25° and 50° to be, respectively, 11550, 5260 and 
3550. A glance at the viscosity curves of Fig. 30 shows that the 
greatest viscosity coincides with the greatest molecular weight. 
The phenomena in critical fluid mixtures may also be used to show 
direct parallelism between viscosity and degree of dispersion. 
As first observed by J. Friedlinder,' a mixture of butyric acid in 
water, which is completely miscible at higher temperatures, shows 
a great increase in internal friction when cooled, and this increase 
occurs in the region where the system begins to become turbid, 
in other words, where the components begin to separate. This 
separation must of necessity be highly dispersed at the beginning 
as evidenced by the fact that a bluish opalescence first appears 
when the solution is still perfectly transparent. The degree of 
turbidity and the viscosity at first increase steadily as the separa- 
tion proceeds. It is not impossible that in this case there occurs 
not only an increase in the number of droplets but also an increase 
in their size, for ultimately a coarse separation of the acid and the 
water is obtained which of course cannot have occurred suddenly. 
We can also cite an example which shows the opposite of what 
was said above in discussing cellulose. Highly " masticized," that 
is to say, mechanically treated rubber, yields much less viscous 
solutions than the untreated. 

In an analogous manner the increase in the viscosity of emul- 
soids with time, during their gelation, indicates a decrease in their 
degree of dispersion. 

There is much practical as well as theoretical interest attached 

), 430 (1901); V. RothmoDd, ibid.. 
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to a comparison of the viscosity of coarse dispersions with those of 
colloid systems. While observations on the viscosity of coarse 
suspensions^ are few, much more is known regarding the behavior 
of coarse emulsions.* Of course in many of these experiments we 
deal with complex emulsions consisting of more than two phases. 
Still a comparison of the viscosity relations of these systems with 
those of the emulsoids shows so many and at times such surprising ' 
analogies that a short discussion seems valuable especially since it 
serves to support the belief that emulsion colloids are systems hav- 
ing the composition liquid + liquid. An excellent example of the 
increase in the viscosity of a liquid when a second insoluble one is 




Pic. 35. — Influence of 



Concentration 



I upon the viscosity of a castor 
-rding to K. Btck.) 



emulsified in it, is offered by the so-called solid lubricants (engine 
grease). Even 0.75 percent of water when thoroughly mixed into 
liquid solutions of soaps in mineral oil will convert these into salve- 
like bodies of such high viscosity that they may be spooned out 
in coherent masses (D. Holde, I.e.). The same example serves to 

> Besides the well-known behavior of sand we may point out that M. Franken- 
heim [Joum. f. prakt. Chem., 54, 433 (i8si)i details some observations on inciesse 
in viscosity caused by the taking up of solid particles. 

* Besides the works of K. Beck, K. Ebbinghaus, J. FriedlSnder, V. Rothmund, 
G. Budia and J. Simon we may also cite M. Bose, Physik. Zeitschr., S3, 47 (1907); 
Z. f. ElStroch., 13, 49<){i907);R. Schenk, Kristall. FlUssigkeiten, 32, Leipzig, 1905; 
Eichwald, Diss. Marburg, 1905; D. Holde, KoU.-Zeitschr., 4, 170 (igoS) Emulsions 
o( Water in Mineral Oils, etc.; Wo. Ostwald, Koll. -Zeitschr., 6, 103 (igio); E. 
Hatschek, Und., 6, 154 (1910); 7, 11 (1910); T. B. Robertson, ihid., 7, 7 (1910); 
S. U. Pickering, tbid., 7, 11 (1910) where references to the older literature may be 
found; M. W. Beyerinck, ibid., 7, 16 (igio), Emulsions Consisting of Two Colloids; 
F. G.Donnftn,Zeitschr.f. physik. Chem. ,31, 43 (i899);KoII.-Zeitschr., 7, 308 {1910) 
with H. E. Potts.j 
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demonstrate the influence of concentration on the viscosity of 
coarse emulsions, for this varies within the concentration limits of 
o to 0.75 percent water from that of a liquid soap to that of a 
"solid" lubricant. Another illustration of the latter has been 
found by K. Beck (I.e.) and his co-workers in their work on emul- 
sions of acacia water and castor oil. While small amounts of 
emulsified castor oil but slightly increased the viscosity of the gum 
arabic solutions certain higher concentrations caused sharp 
increases. Fig. 35 illustrates this behavior which is fully analogous 
to that observed in emulsoids. Excellent analogies for the great 
effect of temperature on the viscosity of lyophilic colloids can also 
be found in the case of the coarser emulsions. J. Friedlander 
(I.e.) and V. Rothmund (I.e.) found the viscosity of critical fluid 
mixtures to be very sensitive to temperature. The temperature 
coefficient of viscosity in these ranges is three to five times as 
great as in those in which the system has lost its emulsion nature. 
The machine oils already mentioned may serve as further illustra- 
tive material. Their decrease in viscosity with increase in tem- 
perature is so great that one may distinguish a softening point and 
a dropping point, the two at times lying but one degree apart. 

This indicates that their viscosity may fall from that of a solid 
to that of a liquid within the scoj)e of a few degrees, a suddenness 
of change which is similar to that observed in the melting points 
of solids. Finally, attention should be called to a third system, 
namely, that of an alcoholic solution of rosin containing a little 
water, investigated by J. Friedlander. This also possesses a 
relatively large temperature coefficient, namely, one of 5 to 6 per- 
cent per degree of temperature against that of about 2 percent 
for water. 

19. Viscosity and Type of Disperse Phase. — We have thus far 
considered the viscosity relations of only the more common and 
important dispersoids, namely, those having the composition 
liquid -h solid and liquid + liquid. It should, however, be re- 
membered that remarkable increases in viscosity of a liquid disper- 
sion medium may be caused by finely dividing a gaseous phase in it 
as illustrated by the mechanical properties of foams which often 
have many of the characteristics of a solid. We have of course to 
take into account that strictly two-phase systems of the type 
liquid -|- gas are hardly known and that the stability of most 
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foams is closely associated with their so-called adsorption phe- 
nomena by virtue of which the gas bubbles condense dissolved sub- 
stances upon their surfaces with consequent formation of solid 
films. Yet such adsorption processes are, in many cases, com- 
pletely reversible and the fluid nature of the membranes is pre- 
served throughout. Thus saponin foam melts down to a homo- 
geneous fluid perfectly free from coagula, and egg-white may be 
freed of the threads and coagula present in it in its natural state 
by beating it to a foam. The greater part of the foam subse- 
quently melts down to a solution perfectly free from flocculi. 
This is evidence for the fluid nature of the walls of the foam. 
The preparation and detailed investigation of colloid foams would 
evidently be of great interest to general colloid chemistry.' 

If one compares the internal friction of the three typical dis- 
persoids having a fluid dispersion medium, it is found that a low 
initial viscosity of disperse phase by no means precludes the at- 
tainment of high viscosity values for the whole system. In fact, if 
colloid dispersoids are compared with each other, it is found that 
emulsoids usually exhibit a higher viscosity than the suspensoids 
having the same concentration and, in view of the great stability 
of highly dispersed foams, it even seems as though such when in 
a colloid degree of dispersion might show still higher viscosity 
values. We must of course distinguish between high viscosity and 
the value of other physical properties such as hardness. Paradox- 
ical as it may seem, it even appears as though viscosity of the dis- 
persion medium and viscosity of the disperse phase may be only 
of indirect significance, for it seems probable that the properties 
of the different surfaces (liquid-solid, liquid-liquid, and liquid- 
gaseous) and not the low viscosity value of the disperse phase 
itself are primarily responsible for the viscosity of the dispersoid 
as a whole. 

§26. Suriace Tension of Colloid Solutions 

I. General Remarks.— A closed two-phase dispersoid has a 
series of surfaces. The most important is the one between the 

' For 3ome observations on fine foams see Wo, Ostwald, KoU.-Zeitschr., i, 333 
(1907). Systems belonging to this class are also described by Schroeder, Poggen- 
dorf's Ann., 137, 76 (1B69)- see also the patent of J. Weinmayr, described in Chem. 
Centralbl, 386 (1910). 
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disperse phase and the dispersion medium. There is, in addition, 
the surface between the whole dispersoid and its surroundings, in 
considering which we must distinguish between the surface bound- 
ing the dispersoid and its vapor and that between the dispersoid and 
the walls of the vessel, etc. At the present time, however, the 
sense and value of only a few of these tensions are known; in 
fact quantitative measurements are available of but a single 
surface tension, namely, that of the positive tension in the surface 
between the dispersoid and its vapor. 

2. Ezperimoital Facts. — Investigations show that the positive 
surface tension' of a colloid solution at its free surfaces may be 
more, or less, or equal to that of the pure dispersion medium 
{Rayleigh,* A. Pockels,* W. Ramsden,* G. Quincke,' H. Picton and 
S. E. Linder,' L. Zlobicki,' W. Frei," G. Bugiia,* F. Bottazzi and 
C. Victbrow"). Usually the tension is less. 

The surface tension of water is increased by gum arable, starch 
and plum gum. It is lowered by gelatine, glue, egg-albumin, dex- 
trin, cherry and sweet cherry gum. It is greatly lowered by fats, 
fatty acids, soaps, resins, tannic acid, etc. Tables 26 and 27 taken 
from G. Quincke and L. Zlobicki may serve in illustration. 

Both the increase or the decrease in surface tension follows the 
concentration of the colloid. Traces of fatty acids, of soaps, etc., 
suffice to lower greatly the surface tension of water as seen in Table 
26. The surface tension of colloid solutions as of Uquids in general 
decreases as the temperature rises but, as Table 27 shows, the 
decrease is much more marked than in the case of the pure dis- 
persion medium alone. 

The type of the disperse phase is of particular importance in 
determining the change in the surface tension of the pure disper- 

1 The textbooks of physics and physical chemistry should be consulted for 
methods of measuring the positive auriace tension. 

' Rayleigh, Proc. Roy. Soc., 47, 364 (1890). 

» A. Pockels, Nature, 46, 418 (1S91); Dnide's Ann. d. Physik., 8, (190*), 

' W. Ramsden, Engelmann's Arch. f. Anat. und PhyuoL Abt. f. Physiol., 517 
C1894); Z. f. physik. Chera., 47, 341 (igoi); Proc. Roy. Soc, 71, 156 (1904). 

' G. Quincke, Wiedemann's Ann., 35, 581 (1888) Ber. d. Berl. Akad. d. Wissensch., 
38, 493, 858 (tpoi); Drude's Ann. d. Physik. ,7, 631 {igoi); ibid.,9, g6g (1902); ibid.. 
10,507 (1903); ill"!-, II (1904). 

• H. Picton and S. E. Linder, Joura. Chera. Soc., 87, 1924 (1905). 

'L. Zlobicki, BuU. Acad. Sc. Cracovic, Juli, 488 (1006). 

•W. Frei, Zur Theorie der Himolyse, Diss., Zunch, 1907; Transvaal Medic. 
Journ., August, 1908. 

■ G. Buglia, Biochem. Zeitschr., 11, 311 (1908). 

'° F. Bottazzi and C. Victorow, Rend. R. Ac Unc., ig, G39 (igio). 
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Table 36. — Surface Tensions of Colloid Solutions at About 20" 
(According to G. Quincke) 



Egg-AlbuRiin 

Aqueotis bile solution (g p 
Venetian Soap 

Jiooo percent 

>ioo percent 

Jio percent 

Tannic acid, 10 per cent.. . 
Gum aiabic, 10 per cent.. . 

Gelatine i very dilute. . 
Agar ) 




Table a;. — Si.'KrACF. Tensions op Colloid SonmoNS 
(According to L. Zlobicki) 



7.69 

7-5= 
7-43 



66 


7.69 


47 


739 


16 


7-4! 


7S 


7-33 



sion medium. This is indicated by the fact that all the above- 
mentioned examples aie emulsoids. Coarse suspensions and 
suspensoids hardly alter the surface tension of the dispersion 
medium. H. Picton and S. E. Linder {I.e.) found suspensoid 
arsenious trisulphide, even in concentrations of 2 percent, and 
dilute iron hydroxide to produce so slight a decrease in the surface 
tension of pure water that It scarcely exceeds the experimental 
error. N. Sahlbom' obtained analogous results. L. Zlobicki {I.e.) 
found coarse aqueous suspensions of emery, mastic and gamboge 
and colloid suspensions of silver and platinum to have the same 
'N. Sahlbom, KoUoidchem. Beih., a, N'o. 3 (igio). 
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surface tension as the pure dispersion medium. The temperature 
coefficient of the surface tension of these systems was also the 
same as that of the pure dispersion medium. 

These results seem to show that only emulsoids decrease the 
surface tension of their dispersion media. This diSerence can, in 
fact, be used as a means for distinguishing the two classes of col- 
loids from each other. Here again is evidenced the close connec- 
tion between emulsoids and molecular-dispersoids in that the 
latter also always exhibit a surface tension different from that of 
their pure solvents. 

As already indicated (p. 55), the same chemical substance 
may assume either emulsoid or suspensoid properties in dif- 
ferent dispersion media. Thus soaps, many dyes, etc., form emul- 
soids in water while they form suspensoids in alcohol. One 
would expect this distinction to show itself in the surface tension 
behavior of the different solutions when compared with that of 
their pure dispersion media, which, in fact, it does, as H. Freund- 
lich and W. Neumann' have found. Table 28 illustrates this in- 
teresting fact in that it shows that the surface tensions of the 
aqueous dispersion media are noticeably decreased whUe those of 
the alcoholic solutions show no change, or if anything, a s%ht in- 



Tabie 18.— Svbface Tensions op Colloid Dvts is Water i 
(According to H. Freundlich and W. Neumani 



Surfue tetuioii 



Night-blue 

Congo red. 

Crj-stal violet . . 
New fuchsin. . . . 
Diamond fuchsii 
Rhodamin**.,. 



Alcohol 

Night -blue 

Crystal \iolct. , 

New fuchsin . . 

Khodamin 



n capillary Cubes. 
1 H. Fieundlich and W. Neumann, Kol]--Zeitsc)ir., 3, 80 (190S). 
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The surface tension of emulsoids is changed by the addition of 
dispersed substances. This was to be expected from their effect 
on viscosity. The addition of small quantities of hydroxyl ions 
raises, while the addition of hydrogen ions decreases the surface 
tension of neutral gelatine or neutral blood serum (G. fiuglia, 
W. Frei). F. Bottazzi and C. Victorow observed NaOH to affect 
greatly the surface tension of soap solutions, a behavior which is 
the image of the corresponding one regarding viscosity. Very low 
concentrations caused a great decrease in tension; higher concen- 
trations led to an increase which soon reached a maximum 
to give way to a second more gradual decrease. W. Frei found 
the anions SO*, CI, NOj and the cations Na, K, Mg and Ca to 
increase the surface tension of neutral gelatine solutions in almost 
the same order in which they increase that of pure water. It is 
an interesting fact that the order of the anions is reversed depend- 
ing upon whether the gelatine is acid or alkaline. 

Several interesting investigations show how varied and compli- 
cated are the relations when we also consider the changes in the 
other surface tensions of the dispersoid, especially if it is of the 
type fluid + fluid in which we are able to measure experimentally 
the interfacial tension between the disperse phase and dispersion 
medium. According to G. N. Antonow' and W. C. McC. Lewis* 
we know of two cases, namely, water-ether and aqueous glyco- 
colate solution-mineral oil, in which the tension at the interfaces 
increases with rising temj)erature instead of decreasing as is usually 
the case. Even though this was observed in the case of but 
slightly dispersed systems, there is no reason for not believing that 
temperature exerts a like influence in highly dispersed systems of 
the same composition. The decrease in capillary rise, with increas- 
ing temperature, observed by R. Schenck,' in cholesleryl-benzoate 
(a so-called crystalline liquid) may come under this head. 

We have now to call attention to a factor which must be 
considered in measuring the surface tension of molecularly dis- 
persed systems but which assumes a still greater importance in 
colloid systems. Willard Gibbs has formulated a theorem which 
has been confirmed at least quaUtatively by other investigators. 
It states that substances which lower the surface tension of the 

' G. N. Antonow, Journ. Chim. physique, 5, 37; (1907). 
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pure dispersion medium, tend to collect in its surface. Because of 
this rise in concentration the surface tension must, with time, be- 
come progressively lower wherefore it is conceivable that it may, 
under certain circumstances, attain a value different from the 
original present in the surface immediately after its formation. 
The latter surface tension, which can be measured only on freshly 
formed or constantly renewed surfaces is called the dynamic 
surface tension; that which is present after some time, the static. 
The distinction between these two surface tensions is of especial 
importance in colloid solutions because such very small amounts 
of many colloid substances are able to reduce so greatly the 
surface tension of the pure dispersion medium.' 

< See the recent work of Wm. C. McC Lewig, Z. f. p^ysik. Chem., 74, 6tg (igio) 
Id which are detailed the surface tensions of colloid solutions against their own vapon 
and against the surface of various liquids. 
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CHAPTER VI 

MECHAiaCAL PROPERTIES OF COLLOID SYSTEMS 

IILMOVEMEin: IN COLLOID SYSTEMS AlfD ITS RESULTS 

§37. Brovnian Movement 

I. General Remarks. — ^The Fundamental Phenomenon. — 
literature. — All dispersoids of a sufficiently great degree of dis- 
persion and having a fluid or gaseous dispersion medium, show 
under the microscope and xiltramtcroscope a characteristic move- 
ment. This was discovered by the English botanist, R. Brown,' 
and has been named for him. Brownian movement is also known 
as "spontaneous" or "molecular" movement though the latter 
term should be used cautiously. The separate particles of the 
disperse phase exhibit a trembling and rotary movement and when 
the particles are very small, as in colloid solutions, the movement 
has been described by Zsigmondy as "dancing, hopping and 
skipping" in nature and also as " translatory " and "progressive." 
The movement of the smaller particles differs from that of the 
larger (microscopic) ones in that the former travel along straight 
lines and suddenly change their direction while the latter follow a 
more curved path. 

The movements do not occur in one plane only but in all direc- 
tions. As one observes the "optical cross section" of a prepara- 
tion either microscopically or ultramicroscopically, the individual 
particles disappear and reappear as they move downwards and 
upwards. 

Many pictures of this characteristic movement have been 
published. In Figs. 36, 37, 38, 39, and 40 are reproduced some 
particularly characteristic types of the movement according to 
V. Henri,* R. Zsigmondy* and O. Lehmann.* In picturing such 

>R. Brown, Philos. Ma^. (i), 4,101 (1818)16,161 (1819); 8, 41 (1830}; and also 
Poggendotf's Ann. d. Physik., 14, 39 ^1828). 

' V. Henri, Compt. rend., I47i 61 ('9oS). A review of the subject of Brownian 
movement, particularly as illustrated in the movements of the spherules of liquid 
rabber, may be found in bis Le Caoutchouc et k Guta-percha, 3405, i()o6 and 1908. 

* R. Zsigmondy, Z. Erkenntnis d. Kolloide, iq6, Jena, 1905. 

* 0. Lehmann, Molekularphysik., I, 364, Leipzig, 1888. 
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movement in one plane we can, of course, show only the projeclioM 
of the paths of the particles. To a discussion of more exact 
methods of determining and measuring these movements we shall 
shall return later (p. 197). 

Examples of dispersions exhibiting Brownian movement are 
suspensions of gutta-percha, mastic, etc., prepared by adding 
water to very dilutealcoholicsolulions;' suspensions of ultramarine, 
cinnabar, carmine, etc., in which the disperse phase is amorphous 
or crypto-crystalline; the contents of the chalk sacs to be found on 
either side of the spine in the frog, in which the disperse phase 




Fic. 36.— Browni 



consists of definite prismatic crystals; metal hydrosols; metal 
sulphide hydrosols and other suspensoids. Milk and latex [O. 
Lehmann, V. Henri, (I.e.)] are examples of systems having a liquid 
disperse phase and showing Brownian movement. Brownian 
movement may also be observed in gas-solid dispersoids such 
as tobacco smoke, cooling ammonium chloride vapors and con- 
densing metal vapors. It may also be observed in gas-Uquul^ 
dispersoids as in fog. 

Strong magnification is usually necessary to observe Brownian 
movement. Dark ground illumination together i*'ith ultramicro- 
scopic methods are especially suited for the examination of colloids. 

H. Molisch' has shown how. under favorable conditions, this 
movement may be detected with the naked eye. The latex of 

' See J. PcrKn, Die Brownsclie Bewegung und die wahre Existettf der MoIekUle 
(Drcs<lcn, igio) for meUiods o( preparing suitable suGptnsions for the observation of 
the movement. 

' H. Molisch. KuU.-Zeilschr., 3, Suppt 1. 9 (iqo;); Zeitscht. I. wissenscb. Mikros., 
'h 97 (.1907); Siu. .Vk. Wiss. Wien, 116, Abt. 1, Mara., 190; 
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Pic. 37. — In a neutral mediu 



^f77 



>s -^ 






Js 1 






Pifi. 38. — In an alkaline medium. Pic. 39. — In an acid medium. 




Fics. 37 TO 40. — Brownjan movement. A. B and C are drawn from kinemato- 
sraphic photograph! of gutta-percha particles. D represents the translatory 
Brownian movement of B gold particle having a diameter of about io«ia. {Accord- 
ing.to R. Ziigmtmdy.) Figures A, B and C are enlargements of 34,000 to i; figure D 
oaejA sooo to 1, 
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the Spurge (Euphorbia) is especially adapted for this. A drop 
of the material fs placed upon a slide and held at a good visual 
distance in a vertical or almost vertical position while sunlight 
or the concentrated light from an arc is allowed to f^ upon it at 
a slight angle. When properly placed " the molecular movement 
(Brownian movement) of the resin particles appears in the form 
of a peculiar trembling, a lively dance, and a swarming of the 
microscopic particles giving rise to a beautiful play of colors. 
Finely ground India ink in water may also be recommended for 
this experiment" (H. Molisch, I.e.). 

Directions for observing Brownian movement with the aid of 
a projection-apparatus have been suggested by J. Perrin (l.c.). 

Since its discovery in 1827, Brownian movement has been 
much investigated both experimentally and theoretically. The 
rather comprehensive literature, for it comprises more than 100 
articles, cannot be quoted here. We shall refer to some specific 
papers only; for reviews of the subject the reader must look 
elsewhere,^ 

2. The Independence oi Brownian Movement of Eztemal 
Sources of Energy. — When trying to account for the forces re- 
sponsible for these remarkable movements one b at first inclined 
to think them due to the effect of external agencies such as 'vibra- 
tions, differences in temperature, etc., due to unequal irradiation, 
evaporation, surface tension movements, chemical changes, "etc. 
Chr. Wiener* and G. Guoy' are to be especially mentioned of those 
who have made critical investigations to show that none of these 
factors is responsible for Browm'an movement. We cannot go 
into a detaOed restatement of the many experiments that prove 
ihe fundamental independence of Brownian movement of external 
sources of energy. Only the following points are mentioned as of 
particular importance. In connection with them it must be kept 
in mind that all the various factors mentioned of course influence 

' See, for example, O. LehmaDn, Molelcularphysik., i, 364, Ldpzig, 1888, where a 
detailed review of the older papers up to 1S8S maybe found; The Svedberg, Nov. 
Act. Soc. Sc. Upsaliensis, Ser, IV, », 115 (1907) where 50 articles are referred to; 
Koll.-Zeitschr., 7, t (1910), where references to newer work and methodi of observa- 
tion arefound; J. Perrin, KoUoidch. Beih., i. Heft b-y (1910) abo available in mono- 
graph form and dealing fiarticularly with French workers; W. Medclenburg Die 
ciperi men telle Grundlegung der Atomistik, Jena, 1910, etc. 

» Chr. Wiener, Poggendorf's Ann., 118, 79 (1863). 

' G. Gouy, Journ. de Physique, 2 Ser., 7, 561 (1888); Compt. rend,, 10^ 102 
(1889); Revue gfnerale des Sciences, i, 1895. 
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tke extent of Brownian movement but neither positive nor negative 
variations in them are capable of suppressing entirely the move* 
ment inherent in the particles themselves. 

The effects of vibration, changes in temperature, evaporation, 
etc., in modifying Brownian movement, may be excluded by 
working in basements, mines and fields (G. Gouy, Chr. Wiener), 
with water baths and with sealed containers, etc. 

The independence of Brownian movement of Ught effects may 
be proved by working with different kinds of light from which the 
heat waves have been carefully excluded [G. Gouy, R. Zsigmondy 
{I.e., 1905)]. 

That mutual attractions and repulsions of oscillating particles, 
dependent, for example, upon differences in electrostatic charge, 
are not the cause of Brownian movement has been shown by Chr. 
Wiener (/.<;.) and C. Fuchs.' 

The Svedberg {/.c.) has shown on silver hydrosols that neither 
neutralization of the charge nor its reversal, as may be brought 
about through the addition of traces of electrolytes, have any effect 
upon the velocity of the particles. The amount and sign of the 
electric charge of such particles may be determined -from their 
migration in an electric field. The following table illustrates the 
independence of Brownian movement of the sign and amount of 
the electric charge as determined by measuring the value of 2 A , of 
the significance of which more will be said later (see page 198). 

Table ag. — Independence ot Bbownian Movement 07 the Sign and Auodnt 

or THE Electbic Cbaboe of Colloid Silveb Pakiicles 

(According to The Svedberg) 

It of alacttie clurac deUrmined and Inteoiitr of Biowai»a mov*. 

m thi ipeed of miintion of tha msDt (vmliu of lA) 

putida. fi/Kcondi: volt/cm. 

+0.16 IS 

-0.41 ».4 

-1.76 a. 4 

J. Perrin (l.c., 1910, 273) has also found that the addition eC 
traces of adds to gutta-percha suspensions, which first neutralize 
and then reverse the sign of their original charge, has "no appre- 
ciable" influence on their Brownian movement. 
I C. Fuchs, Rep. d. Physik., as, 73s (1889). 
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The movement is not caused or markedly influenced by any 
chemical reactions occurring between disperse phase and dispersion 
medium. This is proved not only by the fact that all chemically 
heterogeneous substances thus far investigated exhibit the move- 
ment when sufficiently dispersed, but by the further fact that the 
intensity of the Brownian movement in a given dispersoid is 
always the same, in other words, does not change with ageing. If 
chemical reactions were responsible for the movements, say indi- 
rectly through changes in capillarity (as in the case of mercury 
droplets in contact with sulphuric acid and potassium bichromate) 
then the movements would cease after a time. As a matter of 
fact, solid particles and gas bubbles, suspended in liquid occluded 
in many minerals, and therefore of course, very old, show Brown- 
ian movement. (See for example G. Gouy, I.e.). Like considera- 
tions exclude all the capillary theories' of Brownian movement 
which at first glance are so plausible. At present, it is inconceiva- 
ble why in a closed system an equilibrium should not ultimately 
become established between the participating surface tensions for 
example. 

Finally, it should be mentioned that the type of the disperse 
phase or of the dispersion medium is not of decisive importance in 
bringing about Brownian movement provided the system is from 
the outset of a kind to permit it, in other words, is either liquid 
or gaseous. Not only solid and liquid particles but gaseous onea 
as well show Brownian movement in fluids. But solid and liquid 
particles show Brownian movement in gases also, as in smoke, in 
condensing metallic vapors, in fog, etc' (L. J, Bodaszewski," 
H. Molisch, (I.e.), F. Ehrenhaft,* M. de Broglie'). That Brown- 
ian movement is independent of the type of the disperse phase 
also proves that density is not of fundamental importance 
in its causation as already emphasized by the earlier writers, Chr. 
Wiener, G. Gouy, etc. 

These investigations, often of a most painstaking nature, show 

' Such capillary theories of Brownian movement have been suggested by G. vui 
der Mensbrugghc, Poggendorf's .-Vnn., 138, ,123 (i8()9);C. Mallezos, Ann. chim. phyi. 
(7)1 i» 555 ('894); Compt. rend,, ui, joj (18^5); G. Quincke, Vcrh.d. Naluiforscbei 
usw., 3(1, Dusseldorf. 1898; Beibl. Ann. d. I'hjMk., 13, 934 (iSijq) etc., andolhers. 

* O. Lehmann, Molekularph>'sik., a, 5. Leinzig. 1888. 

* L. J. Bodusiewski, Dingier 's Polyttchn. journ., J39, 315 (1881). 

■F. Ehrenhaft, Sit;(, Ak. Wiss. Wien., 116, 1139, (1907), ibid Miiri.,iQ09;Phyiik. 
ZciUchr., 11, 308 (1900), etc. 

* M. de Brcglic, 148, 1165, 1315 (1906); Le Radium 203, (1909}. 
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that the source of energy for Brownian movement lies within the 
dispeise system itself and is obviously of a very general nature 
for it evidences its effects under the most varied external condi- 
tions. Brownian movement is, however, observed only in disp)erse 
systems, more particularly only in such as have a high degree of 
dispersion. The kinetic hypothesis according to which gases 
and liquids are regarded as conglomerates of rapidly moving 
molecularly dispersed particles, has recently been applied to 
Brownian movement. In fact, some have seen in this direct 
evidence for the correctness of the kinetic theory as applied, say, 
to the movement of liquid particles. We return to this question 
on page 210. While really marvelling at the successful applica- 
tions that have been made of this kinetic hypothesis, it seems to 
me not impossible that future investigations may yield another 
more universal and less hypothetical explanation of this sponta- 
neous movement. 

3. MOTcExactDetenninationandMeasurenientofBTowiiiaii 
Movement. — Various methods have been devised for the exact 
quantitative study of this very irregular movement.' Evidently 
graphic representations in one plane can only show a part of the 
movement, viz., one projection of it. It may be assumed, however, 
that the movement in all directions is of the same nature. The 
paths of the Brownian movement of isolated particles have been 
traced by F. M. Exner ( I.e.). He equipped his microscope with a 
drawing apparatus and followed the movements of the particles 
on a smoked glass with a needle. If the time required for a par- 
ticle to traverse a certain path is noted with a stop watch and the 
path is then measured one obtains, by division, the average velocity 
of the particle. 

Another ingenious method, devised by The Svedberg,* is 

based on the following principle. When a fluid dispersoid is 

allowed to flow at constant velocity and with sufficient speed 

through the field of a microscope or ultramicroscope one observes 

a whole series of light curves.* These are the optical after-images 

of the individual dispersed particles which themselves move too 

rapidly to be seen. The curves have a wave-like or zigzag form 

' See especially the critical presentation of The Svedberg, Koll.-Zeitscbr., 7, i 
(iQio): J. Pernn, i.e.; St. Jahn, Jahrb. i. Radioakt, i6, 13s (1909). 
' The Svedberg. l.c., also Z. f. Eleklroch., 13, 85J, 909 {1906)- 
' DarJL ground illumination, must, o( course, be used. 
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as shown in Fig. 41. Their deviation from the horizontal evidently 
is a measure of the intensity of oscillation occasioned by the 
spontaneous motion of the particles. The height of the crests or 
the amplitude { = A) may be measured directly with a micromc' 
ter, or be estimated. When the rate of flow is known, the average 
absolute velocity of a particle may be calculated' after the constant 
of the apparatus itself has been determined.* With the fluid at 
rest, 2A corresponds to the total deviation of the particle from 
its initial position. 

Still more exact measurements may be obtained by photo- 
graphic and especially by kinematographic means. With these, 
which M. Seddig,' V. Henri (/.c.) , H. Siedentopf * and The Svedberg 



^ 



Fio. 41. — Diagram illustrating the measurement of Brownian movement. 

(I.e., 1910) have used in different ways, the change in position of 
the particles with time, in other words, their oscillations, may be 
accurately measured. Seddig, Henri, Chaudesaigues, etc., deter- 
mined the change of position of a particle by photographing a 
prepq,ration at short intervals. Seddig photographed it twice 
every Ho second, Henri, with kinematographic apparatus, on a 
moving film several times every }io second. The interesting ap- 
paratus of the last-named investigator is shown in Fig. 42. To 
the left is the kinematographic camera, in the middle, the ultra- 
microscope, to the right, the source of light, as an arc lamp. As 
the time is known, the average velocity of the particles may be 

' For detuls re^af ding these measurements see especially The Svedberg, Nov. Ac. 
Soc. Sc. Upsaliensis, I.e., i4j. 

' By an aaalogous method, M. de BrogUe has measured the Brownian movemeot 
In gas suspensions. 

* M. Seddig, Silz. Moiburger Ges., Nov., 1907) Pbysik. Zeitschr., Q, 4.6$ (1908); 
Habiittationsschrift, Frankfurt a. M., igo9. 

* H. Siedentopf, Zeitschr. f. wiss. Mikroslc., 16, 407 (1909]. 
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determined ver>- closely by measuring the plates and the changes ^^1 
m the position of the particles. Most of the paths of Brownian ^^| 
movement reproduced in Figs. 37 to 40 were obtained in this ^^H 

H. Siedentopf uses a falling photographic plate. In this wise 
le obtains curves as shown in Fig. 43, which correspond to those 
irst observed by Svedberg. Svedberg (I.e.) has more recently 
used a photographic method in which the position changes are 

registered as points on a rotating tilm. For details his original 




IIHHHb-Qb^h^IB9B ''' 




1 


< J iicmatugraplkically. 

paper must be consulted. Finally it should be mentioned tha 
?. Chaudesaigues' and later J. Perrin in the extended work already 
referred to. also calculated the velocity by following the position 
changes of the particles at definite intervals with the aid of a 
drawing apparatus. 

The rotary motion which many particles show has been studiet 
jy J. Perrin.* To this end he measured the rotary movement 
small excrescences, such as air bubbles, eccentrically attached to 
the larger globules of a mastic hydrosol in unit time. 

ip. Chaudesaipits, Compt. rend.. 140, 104* (1908). 

' J. PerriD, Corapt. rend.. 149, 549 {1909). 
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By these methods that most characteristic property of Brown- 
ian movement, namely its velocity, can be accurately measured 
and the influence of different external conditions on it be studied. 

4. Uniformity of Brownian Movement — A law of fundamental 
importance to the theory of Brownian movement has been stated 
by Svcdberg,' The amplitude of movement is directly proportional 
to the period of vibration, in other words, to the time required by a 
particle to complete a whole backward and forward vibration. 




Pig. 43. — Brownian molecular uiuvci 
tuieous exposure of a falling 



(According to H. Sirdtnlopf.) Install- 
Zeiss dark ground condenser. 



If this is represented by 2A, while by 2I is represented the period 
of vibration, the relation between the two may be expressed thus : 

A 

- - = const. 

This law may also be stated thus: The velocity of Brownian 
movement is uniform. As Svedberg {I.e.) emphasizes, this is of 
great importance because it compels the conclusion that the forces 
causing Brownian movement cannot, for example, be elastic in 
tj-pe. The period of elastic vibrations, like that of small oscilla- 
tions of the pendulum, is independent of the amplitude or path 
length. 

This law may be experimentally tested in different ways. The 
path of a vibrating particle may be divided by the time. If the 
' The Svedberg, Z. f. ElekUMih., u, 853, 909 (igog). 
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law is valid the quotient must be constant. Or the amplitude 
which varies with the temperature and the time of vibration may 
be measured at different temperatures. The most convenient 
method, perhaps, is to compare the movements of equally sized 
particles in liquids of different viscosities and see if the quotient 

; - is constant, for, as will be developed more fully later (page 

202), their velocity is markedly dependent on the viscosity of the 
dispersion means. The Svedberg {l.c., 1906) has used this last 
method. 

The following table shows how in colloid platinum the path 
length divided by the time yields a constant in different dispersion 
media. In judging the results the rather large experimental error 
must be kept in mind. 

Table 30. — Pkopoetionality between the Aicputude and Pekiod or Vbration 

IN THE BKOWinAN MOVEMENT Ot COLLOID PLAnNUM 

(According to The Svedberg) 



Dupcnion maiu* 


I 11 


Period of vibtition 

0,033 

O.0J8 
; 0,O)6 
1 0-013 

0.009 


1 .f:';;;, 


Acetone 

Ethyl acetote 

Amyl acetate 

Water 

Narina] propyl alcohol. . . 


194(18°) 
! "39(J9°) 

! u.(ja') 

i6i(io') 
145(10*) 



'That the temperature varied between 18° and 30° must be kept in mind. 

S. Influence of the Specific Suiface of the ParticIeB. — Not 
until the diameter is reduced below a certain limit, which Wiener 
{l.c.) judged to be about 3~$fi, do dispersed particles begin to show 
a noticeable Brownian movement. The rapidity of movement in- 
creases with decrease in the size of the particles if all other con- 
ditions remain constant. The following figures, taken from F. M. 
Exner (I.e.), illustrate the dependence at constant temperature 
(23") of velocity upon size in the case of gutta-percha particles. 

Table 31. — Dependence or Bhownian Movement on Size or Particles. 

(According to F. M. E»ner) 

Diameter of Velodty of 

particlH in it ptrtkln ia ii pet lec. 
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The average absolute velocity of colloid particles, according to 
The Svedberg (I.e.) is about 



or 200 to 400 - 

sec. 

in other words, about 100 times that of microscopic coarsely dis- 
persed particles. There exi&t, of course, all possible transitions 
between these two extremes. It would be of interest to make an 
extended study of this function of velocity X degree of dispersion. 

6. bifluence of Concentration of Dispersoid. — The velocity 
depends on the number of particles in the unit volume. R. Zsig- 
mondy' found "the particles to influence each other and the vigor 
of their movement to be decreased by dilution of the gold par- 
ticles." A quantitative study of this important relation is still 
lacking. 

7. Influence of Viscosi^ of Dispersion Medium. — As easily 
foreseen, the greater the viscosity, the slower the movement. The 
Svedberg {I.e.) studied this relation in colloid solutions, finding that 
the relation of the average velocity or path length to the viscosity 
of the dispersion medium may be represented by an equUateral 
hyperbola. In other words, the relation 

Aij = const., 
holds, in which A represents the amplitude and t? the viscosity of 
the dispersion medium. The path length is inversely proportional 
to the viscosity of the dispersion medium. The range over which 
this law is valid is indicated in Table 32. 



(According to The Svedberg) 

Ditperaiontnedium ' '"/i^'ii"'*'' I ^'*'^iu''' 

Acetone 6.2 3.3 

Ethyl acetate 4,0 4,6 

Amy] acetate 3.0 ' 5.9 

Water 2.7 10. J 

Noimal propyl alcohol. ... 1.4 i 12.6 

^■Isobutyl alcohol 1.2 39.3 

' R. Zsigmondy, Z. Erkenntnis d. Kolloide, iii (JeD&, 



31.6 
47-3 
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As can be seen, the product 2Ait increases when the higher 
viscosities are attained, though here the measurement of the 
path length is very difficult. Table 33 brings out the same facts 

Table 33.— Depekdenci o» Path Length of Beownian MeveuEKT of Colloid 

Calciuh PAfincLEs on Viscosrry of Dispebsion Medixiic 

(According to The Svedberg) 

ni«»;~. ^^i.._ Path length I Vucmity in eg j. ~. 

Dinwraon awdium i J in m I uoiu ■.i<» '■*" 



Ethyl ether 8.0-9.0 

Ethyl acetate 4.0-5.0 

Chloroform 1.0-3.0 ' 

Ethyl alcohol 0.5-2.0 

Isobutyl alcohol ! . Immeasurably 

- small 



18.8-33.5 
6-3S-'S-4 



from a study of electrically prepared calcium organosols. The 
approximate changes in path length are again shown. 

8. bifluence of Temperature. — Rising temperature accelerates 
Brownian movement, but, it must be remembered, this also de- 
creases the viscosity of the dispersion medium. Thus gutta- 
percha particles, o.gti in diameter, have an average velocity of 3.2;! 
per second at 20°, whOe at 71° they have one of 5.1;! per second 
(F. M. Exner, I.e.). M. Scddig {I.e.) has investigated the influence 
of temperature more exactly. He finds that the amplitude or 
movement of the particles, after a definite time, is dependent on 
the temperature, according to the formula: 

in which A is the amplitude, T the absolute temperature and ij the 
viscosity,' The values as determined average 6 percent above 
the calculated, but this difference is plausibly explained as due to 
the disturbing influence of heat upon the photographic process 
employed to record the movements. This explains why all the 
deviations occurred in the same direction. For details Tabie 34 
should be studied. 

The observations F. M. Exner suffice to prove the validity of 

> Strictly speaking, Seddiij investigated the validity of the above formula indi- 
rectly, in that he dettrmined the ratio of the amplitudes to each other at different 
tempentttltes and not the change ia their absolute value with the temperature. 
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Table 34.— Dependence or Browkian Movement on Tehpebatdke 
(According to M. Seddig)' 



ObwTved Cslculitcd ' 



.0 


90. 


.□ 


i '^■ 


.0 


!qo. 


■° 


1 ''" 


.0 


90. 


.0 


90. 


,0 


' 90- 


.0 


,90. 


■9 


I90. 


.0 


Igo. 


.9 

■S 


■::: 



this function as J, Perrin (I.e. 1910, page 269) has pointed out, 
for the value 1.6, which expresses the ratio of the path lengths, 

.- at a temperature increase from 20° to 71", almost equals 1.7, 
the square root of the expression 

Ti.fi _ 34a X 0.010 
Tt.Vi ~~ 293 X 0.004 
which is clearly only an algebraic transformation of the above 
equation. If this is given the form: 
T 
1 
it is seen that the square of the path length is directly proportional 
to the ratio of the absolute temperature and the viscosity. If the 
influence of the latter is eliminated by using Svedberg's law (A11 = 
k), the result is; 

Ain = A.Ati = kiT; All = const.; A = ki.T, 
in other words, the path length is directly proportional to the absolute 
temperature wlien the viscosity is constant. 

> The figures used in tbb table were collected by W. Mecklenburg (fx., page 77). 
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9. Loflnence of Added Substances. — Even the earlier authors 
knew that small amounts of electrolytes greatly reduce or even 
stop Brownian movement. As a rule, this cessation is closely 
connected with a dumping into larger complexes, a process usually 
ending in a precipitation or coagulation of the system. Hence it 
has been assumed [see Svedberg (I.e., 1907)} that the addition of 
electrolytes retards Brownian movement only because it causes an 
increase in the size of the vibrating particles. Though this view 
may be largely correct, recent observations have shown that 
retardation of Brownian movement may occur even when there is 
no clumping, and what is more important, it may even be ac- 
celerated on adding electrolytes. Thus V. Heru'i {l.c.) found the 
movement of the rubber globules in latex to be reduced by half 
on adding N/io NaOH, and to one-ninth the original rate when 
N/32 HCl was added, even though no clumping could be detected. 
While the path length normally averaged 0.62^* per >^o second, it 
was reduced to 0.31^1 in the alkaline medium and to but 0.07^ in 
the acid. The normal path of these globules is shown in Fig. 34. 
The path in an alkaline medium is shown in Fig. 35 ; that in an acid 
one in Fig. 36. Lecoq' observed the addition of electrolytes 
distinctly to increase the movement of colloid metallic arsenic, 
but unfortunately he gives no details as to the substances and 
concentrations used. 

The retardation might be explained by assuming that the 
added ions are absorbed by the latex globules causing an enlarge- 
ment of the particles and a slowing of their movement through the 
hydrate envelopes added in this way. But this explanation does 
not harmonize withLecoq's results, who found the rate to increase 
on adding electrolytes. Perhaps we need to consider other factors, 
such as electrical ones. 

The retarding influence of certain non-electrolytes such as 
urea {Perrin, l.c.) on Brownian movement can easily be explained 
through the increase in viscosity of the dispersion medium which 
they bring about. 

20. Influraice of the Electrical Charge. — The investigations of 
The Svedberg and J. Perrin {discussed on p. 195) proved con- 
clusively that the degree of movement of vibrating particles was 
independent of their electrical charges. These are the only 
> Lecoq, Compt. Rend., 150, 700 (1910). 
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investigations available on this point. Their repetition and ex- 
tension to other dispersed particles is greatly needed. The follow- 
ing theoretical considerations make this complete independence 
appear strange. As familiarly known from the study of gaseous 
ions,' an electrically charged particle induces in its surroundings 
an electromagnetic field which opposes Its movement. One 
would therefore assume, if any effect of the particles upon each 
other were excluded, that the spontaneous movement would de- 
crease as the electric charge increased and that when the charge is 
zero, in other words, at the iso-electric point, motion would be 
greatest. As a matter of fact, traces of electrolytes when ad- 
sorbed by the vibrating particles may retard their movement 
through changes in their charges in either a positive or a negative 
sense and it is therefore not impossible that the phenomena ob- 
served by Henri and Lecoq may be associated with such charging 
and discharging. 

Perhaps future investigators, using more exact methods than 
could Svedberg, will prove the fundamental though not the func- 
tional independence of Brownian movement of the size of the 
charge of the particles. 

It. Influence of Gravity on the Distribution of Oscillatory 
Particles. — J. Perrin (I.e., igto), in part with Chaudesaigues and 
Dabrowski has studied the distribution of the dispersed particles 
in fine mastic dispersoids when left to the influence of gravity. 
The problem is not one of simple sedimentation in the ordinary 
sense of the word, for these systems are so highly disperse (the 
particles having a diameter of 0.5-0.7^) that a settling out of the 
disperse phase can occur only after a very long time, if at all. 
The investigation dealt rather with the stratification of particles 
showing Brownian movement. Such stratification is evidently 
the result of a force (gravity) acting in one direction on the 
Brownian movement.* On a priori grounds we would expect that 
the greater density* or "excess weight" possessed by some of the 
particles would add to the previously irregular movement a 
component directed downwards, thus changing the previously 

> Sm J. J. Thomson, Conduction of Electricity through Gases, Cunbridse, 190^. 

* Analogous strati iicaCions are to be expected under the iafluence of otner uni- 
directional forces, as electrical or magnetic. 

■ In the case of specifically ligkitr particles ne would except similai differences in 
distribution to result in the formation of a "scum." 
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uniform distribution of the particles into an uneven one in which a 
more concentrated layer appears at the bottom. 

Perrin's investigations were not carried out in tall cylinders as 
one might be inclined to expect, but in small microscopic columns 
of liquid not more than 100^ high. The arrangement of the 
apparatus is shown in Fig. 44. The different levels in the liquid 
columns were reached and studied by simply raising or lowering 
the objective. The particles in the different optical sections 
were counted either photographically or by a special process' 
and their number in the different sections compared.* Figs. 45 



Vt>J«Cfllf 

KJ 



1 Cover Glass \ 


1 1) Emulsion (| 


« 


Slid* 



and 46 are photographs obtained by Perrin showing the distribu- 
tion of gutta-percha particles when such methods are used. 

These measurements yielded the important law: The con- 
centration of the disperse phase increases in geometric progression 
with the algebraic decrease in the height of the level. Symbolically 
expressed this would be: 

' This consisted of so nanowing the field ol vision by a diaphragm that only a few 
(S-6) particles were visible at a time. They could then be easily counted. The 
average of a large number of such readings (Perrin made thousands in some cases) 
yidd* with sufficient exactness, the number of particles in each of the layers. 

* Two other methods which seem to offer advantages and which might be used are 
the followinK: Metallic colloids are produced in molten paraffin and poured into 
' metaUic rings or tubes. After standing some time, the paraffin is solidified 
y plunging into liquid air. Sections are then cut with a 



heated met 



lie ripn or tubes. After standing si 
oi quicMij ai pcttMt, as by plunging into liquid a 

onfinaiy microtome and the particles in each counted ultra microscopically. A yet 
lim[dei method would consist in filling a. burette with a suitable dispersoid and 
keeping this for some time at constant temperature. Different layers could then be 
carefully drawn off and their content ai the disperse phase be determined either 
gravimetricaUy or by titration. 
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wherein Ko is the concentration (number of particles per unit 
volume) in the initial level o, m* the concentration in the level h, g 






. •»>':;V.?;';::-:'C^ 







Fig, 45- 

Fic. 4S. — Distribulion of oKdllatina gutta-percha particles under the influence 
oC gravity. (According to J. Ferrtn.) iDiameler of field o,6;i; tour levels loji 

Pig. 46. — Dinribution ot oacillating mastic particles under the influence of 
gravity. (According to J. Perrin.) (Diameter i;i; three levels \iii apart.) 

the constant of gravity, h the level and 2,303 the conversicwJ 
factor of decadic to natural logarithms. The following 
contains a compilation of several series of such experiments t 
by J. Perrin {/.c, 1910). 
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Table 35. — Dependence op Concenibation on Level of Layek in 

Suspensions 

(According to J. Perrin) 
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100 
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10 


9.4 34M 


30s 
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75 


116 
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60 


22.6 23,0 


IS 


22 


2..0 18 


530 
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SO 


146 


141 


SO 


47-0 48.0 


'5 


■tJ 


45 11 


1 940 


«,? 


*S 


170 


i6q 




100. 100. 


5 




100.0 6 


ii88o 


:.!»o 


° 


300 


20. 






.... 








I-- 



12. Validly of Stokes' Law for Highly Dispersed Parti- 
cles. — G. Stokes in 1850 formulated a law for the motion of 
small spheres in a viscous liquid, which has gradually become 
famous. If we call F the force acting on the spherical particle, 
r its radius, v its velocity and ij the . viscosity coefficient of the 
liquid, the formula is : 

F = 6iriirv 

in other words the force required to maintain the velocity v is 
proportional to the latter, as well as to the radius and the coeffi- 
cient of viscosity. If only gravity acts on the particle, we have 

F = ^^r\D - d)g 

where i) is the density of the particle, d that of the liquid, and g 
the gravity constant. By introducing this value for F in the 
formula and transforming, we obtain the following expression for 
the ^velocity of a small sphere sinking (or rising) in a liquid 

2D- 

V = 
9 

Everything else being constant, the velocity of a small sphere 
falling in a liquid is therefore proportional to the square cf its 
radius. Stokes employed the formula to calculate the rate of 
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sinking of drops of water forming clouds, etc. What interests us 
is whether this law also holds when the degree of dispersion is very 
high as in dispersoids showing Brownian movements (J. Perrin/ 
J. Duclaux'). 

J, Perrin was able to show that the law is still valid for particles 
with a radius of 0.14 to 0.45^, in other words, for such as approach 
the maximum diameter (i(x) of colloid particles. He measured the 
sizes of the particles of his suspensions, first, by calculating their 
sedimentation velocities from Stokes' law, second, by counting 
the particles in a known volume containing a known amount of 
disperse phase, and thirdly, by a micrometric method (for the 
details of which see his paper of 1910). The three methods give 
results which agree closely with one another as evidenced in 
Table 36. 

Table 36— DETCRin nation op SiiES or Parhclbs by Different Methods 

TO Test Appucabiuty of Stokes' Law to Highly Dispersed Systems 

(According to J. Perrin) 



By counting 


According to Sloke". Uw 1 


Micrometrically 




0.46/X 


0.4S. 1 


OAS-S" 




0.30 


0,20 


0.30 




O.III 


O.III 







Whether this law holds for systems of still higher degrees of 
dispersion has not yet been determined, though it is already ap- 
plied with remarkable results, not only to the theory of molecularly 
dispersed solutions (see for example W. R. Bousfield*} but to the 
migration phenomena of gaseous ions.* 

13. Kinetic Theory of Brownian Movement — Ac mentioned 
before, the sources of energy for Brownian movement must be 
■sought in some very general mechanical forces resident within 
fluid or gaseous dispersoids. In harmony with the old accepted 
and widespread kinetic views it was to be expected that Brownian 
movement would sooner or later be regarded as a direct result of 
the supposed collisions between the molecules of the dispersion 

' J. Perrin, Compt. rend.. 146, 967 (1908); Kulloidch. Beih., I.e., 1910. 

'J. Uuclaux, Compt. rend., 147, 131 (igoK), 

•W. R. Bouiilield, Z. f. phys. Chcm., 53, 270 (1905). 

' See J. J. Thomson, Conduction of Klt^tricity through Gases, Cambridge, 1(103. 
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medium. As a matter of fact, the early authors (Chr. Wiener, G. 
Gouy, etc.), saw in this its only possible explanation. Recently, 
A. Einstein' and M. von Smoluchowski,* in some exceedingly 
important papers on molecular physics have developed by some- 
what different methods a theory of Brownian movement resulting 
in two almost identical formulae. Their fundamental equation 
governing the kinetics of disperse systems reads: 



' = V-^i 



In this A is the average path length of the particle, K a constant, 
R the gas constant, T the absolute temperature, N the number of 
particles in a gram molecule of the disperse phase (Avogadro's 
constant), / the period of vibration, ij the viscosity of the dispersion 
medium and r the radius of the spherical particle. 

The formula of M. von Smoluchowski differs from that given 
64 
above oidyin having the factor - = 2.37 preceding the root on 

the right side. 

The derivation of the formula cannot be detailed here* It 
will only be shown how well this equation, deduced theoretically, 
agrees with the experimental results of The Svedberg and J. Perrin, 
It should be emphasized that the two laws formulated by Svedberg 
concerning the uniformity of Brownian movement and its depend- 
ence on viscosity were discovered before he had any knowledge 
of the Einstein-Smoluchowski formula. 

Discussion of the equation leads to the following conclusions. 
If we assume all the factors in the equation to be constant, except 
the path length, period of vibration and viscosity, the equation 
becomes 



-W: 



or A^ 



The latter form states that not the path length but its square is 
directly proportional to the period of vibration and inversely 
proportional to the viscosity of the dispersion medium. Svedberg, 
however, found (see p. 202) the first power of the path length 

■ A. Einstein, Ann. d. Physik. (4), 11, ij, 549 ([905); (4), 19, 371 (1906); 'I. f. 
Elektrochem., 13, 41 (1907). 

Smoluchowski, Ann. d. Physik. (4), 21, 756 (1906), 



lorigit . . 

eiperi men telle Gnindlegung da Atomistik, Jen 
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to be proportional to the period of vibration and inversely pro- 
portional to the viscosity. As a matter of fact, the above equation 
can be separated into two of the form : 



■- k.- = 



At, = k 



If one of the factors, say > is constant, as demanded by the kinetic 

gas theory (which assumes uniformity of average velocity of the 
gas molecules) and as Svedberg found it to be experimentally, then 
the other factor ^ii must also be constant. Conversely, assuming 
the validity of Stokes' law, Aij becomes a constant, and therefore 

- also. The formulas deduced from the kinetic theory therefore 

really cover the case in which both Svedberg laws are simultane- 
ously active. 

Experience therefore confirms the moleculo-kinetic deductions 
of the authors named. 

With this equation it now becomes possible, conversely, to 
calculate the absolute value of Brownian movement when vis- 
cosity, size of particles, etc., are known. Svedberg (I.e.) and V, 
Henri {/.c, 1908) have done this. Their calculated and observed 
results do not agree absolutely, but they are of the same order of 
magnitude and the deviations are all of about the same proportion. 
Undoubtedly the arbitrariness or inexactness of some of the con- 
stants used may therefore be held responsible. Table 37 shows 
the more important of these calculations. 

Table 37. — C.iiculation at Path Length of Colloid Platinum Par- 
ticles ExHiBiTiNC Brownian Movxuent, after the Einstein- 

Smolvchowski Formula 
(According to The Svedberg) 



A calculated 



A ulcuUtad 



Acetone 0.031 

Ethyl acetate . o oj8 

Amyl acetate o .026 

Water , 0.013 

m Propyl alcohol o . 009 : 



With due allowance for the large experimental error, the value 
of the rotational movement of particles of disperse phase also 
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agrees, as J. Perrin (I.e.) has shown, with that derived from the 
formula of A. Einstein. The law developed by J. Perrin governing 
the changes in concentration of a suspension at different levels 
(as discussed in §ii) has also been deduced from considerations 
of the kinetics of gases. Only the constants of the formulas are 
different in the two cases. Thus while the density of the earth's 
atmosphere does not decrease by half until a height of about 6 
kilometers is attained, the concentration of the dispersoids in- 
vestigated by Perrin often fell off this amount when the difference 
between levels was only about lOju. 

It should also be pointed out that the constant A'' of the Ein- 
stein-Smoluchowski equation, in other words, the number of 
particles in a gram-molecule, which is of such great importance 
in various fields in physics and phj-sical chemistry, can be calcu- 
lated in different ways. The values thus obtained agree sur- 
prisingly well with those calculated from observations of the 
Brownian movement. Indeed it seems as though these methods 
as applied to submolecular dispersed systems yield the most exact 
figures of this fundamental value now obtainable. As this con- 
stitutes one of the brilliant achievements of colloid or dispersoid 
chemistry the following table taken from J. Perrin {I.e., igio) is 
given in full. 

Table 38. — Determination of the Nuuber of Particles in a Gram- molecule 

(AvoOADRO's Constant jV) by Different Methods 

{According to J. Perrin) 

Phenomenon Studied N. io~" 

ViscoMty Average of volume in liquid state > 45 

From the dielectric force of gases < 100 

By using Van der Waal's equation 60 

From distribution of a unifonn suspension 7i>>5 

From the average displacement in a given time , , . , 71-5 

From the average rotation in a given time 65 

Di2u«on of dissolved substances 4o~90 

Mobility of ions in water , 60-150 

Radiance of the sky 30-150 

Direct meaaurementa ) Of droplets condensed upon ions 60-90 

of atomic charge | Of ions attached to dust particles 64. 

1 Total charge emitted 6j 

Time constant of radium , , 70. S 
Helium produced by radium 71 

Energy of tlie Infra-red spectrum 60-80' 

>See Petrin (1910) for details regarding other pheaomena. 



gases 
Brownian 
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These brilliant results fill one with admiration for the remark- 
able fertility of the Einstein-Smoluchowski equation, especially 
when it is remembered how many still purely hypothetical factors 
enter into its composition. Nothing better illustrates the daring, 
we might say, of this train of thought than the remark of Perrin, 
to whom, with Svedberg, science owes most in this field, anent the 
theorem of the equality of the distribution of energy which is the 
nucleus of all kinetic deductions, "The word theorem should 
deceive no one, for it is full of hypotheses as is almost every theory 
of mathematical physics." It is safest, perhaps, to hold that the 
future will preserve but a part of our present kinetic notions and 
embody it into a more general, less conjectural theory. As a 
matter of fact, several of the laws governing Brownian movement 
may be deduced even without recourse to kinetic assumptions, as 
for example, the inverse proportionality of velocity to viscosity, 
from Stokes' law.' Possibly this purely inductive method will 
some day discover these same laws; in fact, consideration of the 
methods of science demands it, but when the day will come must 
remain a matter of opinion. 

14. Determination of the "Molecular Weight" of Dispersed 
Particles from their Brownian Movement. — Since N can be cal- 
culated, the so-called "molecular weight" of dispersed particles 
may also be determined from the formula of Einstein and Smo- 
luchowski. This can also be done from the logarithmic distribu- 
tion equation governing concentration in different levels. J. 
Perrin^ made such calculations and by this method found his 
gutta-percha particles to have a molecular weight of about 30,000,- 
000,000. It must again be emphasized ■ that these values cannot 
be compared with the molecular weights of molecularly dispersed 
particles. In the former, the diameter of the particles (or their 
volume) is under discussion, and this " molecular weight" becomes 
progressively less as the size of the particles decreases. The 
normal concept of molecular weight does not consider the size 
of the particles as at all variable, but deals simply with that single 

' The influence of electrical energy upon Brownian movement as postulated on 
p. 205 ciinnot be de<luccd from kinetic considerations, but is an inductive conclu- 
sion. It appears in the t;instein-Smoluchowski equation as a factor analogous 
to the vistoBily faclur since the velocity would be approximately inversely propor- 
tional to the intensity of the induced field of force. Judging from the exoeri- 
mental results of S\'edberK and Perrin these proportionality constants would, in 
many cases, have a \-ery small value. 

'J, Perrin, Compt. rend., 147, 475 (1908). 
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value which is observed at the maximum degree of dispersion. 
This obviously constitutes a fundamental distinction between the 
"molecular weights" of differently dispersed systems. 

§28. DifFusibility of Colloids 
I. General Remarks. — When a quantity of the pure dispersion 
medium is poured on a molecular dispersion, with due precautions 
so as to avoid mixing, the dispersed phase wanders over into the dis- 
persion medium until uniform distribution throughout both phases 
is attained. This phenomenon is known as diffusion. In trying to 
explain what has happened it is natural to think of the influence of 
Brownian movement. In the irregular, particularly in the forward, 
movements of small particles, as observed, for example, by Zsig- 
mondy in colloid solutions, it is to be expected that an accidental 
wandering of the particles over into the pure dispersion medium 
must take place. But such accidental migration cannot wholly 
explain all diffusion, the laws of which A. Fick formulated in 1855. 
In order that Brownian movement may lead to diffusion, it must 
become directive in character toward the pure dispersion medium 
or toward the "more dilute" parts of any continuous system. 

As a matter of fact, the existence of such a directive movement 
in diffusion until uniform distribution of the dispersed phase 
throughout the whole system is attained can be foreseen, when the 
relation between degree of movement and concentration of dispersed 
particles is called to mind. As noted above (p. 202), R. Zsig- 
mondy observed less movement in dilute systems than in concen- 
trated ones. Because of this, equilibrium cannot exist, so far as 
average velocity of particles is concerned, in a system consisting, 
say, of a colloid solution covered by a layer of the pure dispersion 
medium. In places of greater concentration, the particles will be 
moving faster than in those of a lower one. The sources of 
energy for Brownian movement, whatever they be, must there- 
fore have different values in different parts of the system at 
the beginning of diffusion. But following the general laws of 
energy, equilibrium cannot be attained in a closed system until 
the energy intensities have the same value everywhere.' ' We 
need but call to mind the electrostatic charge on the surface of a 
metallic sphere. If the energy intensities in a "diffusion field" 

• WUh. Ostwald, Lehrb. d. allgem. Chem., 2 Aufl., a, 33 (1903) 
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are not everywhere the same the system is unstable and changes 
must occur of a directive character leading, in the end, to an equali- 
zation of the intensities in the whole system. Thus, if only a local 
charge were present on the metallic sphere, currents would ema- 
nate from this to all other points on its surface. In the case of 
diffusion, a movement of the dispersed particles toward regions 
of lower concentration would have to occur until the average 
velocity of the particles was the same in all portions of the system. 
The average absolute value of the movement would therefore 
become progressively less until the minimum is attained at the 
end of diffusion. It is in keeping with this general notion that in 
the molecular dispersoids the diffusion coefficients (distances 
traversed in centimeters per day) are 
greater at higher concentrations than at 
lower ones,' 

The influence of concentration on 
the diffusion of a colloid has not yet 
been studied. The experimental diffi- 
culties besetting such a study will be- 
come clear In the following paragraphs. 
Diffusion experiments have a special 
interest in colloid chemistry because 
■re built upon them by Th. Graham 




Fig. 47. — Apparatus for 
the study of diflusinn Qs ar- 
ranged by Thomas Graham. 



its very foundations 
(1850-1862). 

2. Experimental Study of Diffusion of Colloids. — The common 
method of determining the diffusion coefficient was originated by 
Th. Graham.* A wide-necked bottle is filled with the solution to 
be investigated and placed in a second vessel; the pure dispersion 
medium is then poured with special care* into the second vessel 
until it covers the inner bottle to a depth of several centimeters. 
Fig. 47 is an exact copy of the sketch from Graham's original 
work. After a given time, the amount of dissolved substance 
which has escaped from the inner vessel is determined. The rela- 
tion of this to the time (at constant diffusion surface, tempera- 

' Tbe complicated diffusion phenomena observed in certain ionic disperaoids, as 
in hydrochloric acid, form exceptions to the general rule because electrochemical 
processes come into play. See Wilh. Ostwald, Lehrb. d. allg. Chem., 1 AuB., I, 686 

'Th. Graham, Philos. Trans., 1-46, 805-836 (1850); 483-494 (iSjO, etc.; 
Liebig'sAnn.,77, 56. 119(1851): iji, 5, 19 {1862). 

' To prevent mixing of the two liquids at the critical moment Graham used a 
pointed sponge from which to express the i 



cond liquid. 
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ture, etc.) is a measure of the velocity of diffusion. For a discus- 
sion of the more modern methods of using Graham's principle, 
as well as for the methods of calculating the absolute diffusion 
coefficients from the experimental data, the text-books of physics 
and physical chemistry should be consulted.' 

It is difficult in Graham's method to bring the two liquids into 
contact with each other without disturbing their surfaces. Slight 
differences in temperature, vibrations, etc., may, moreover, in- 
troduce great experimental errors. But Graham already knew a 
remedy for this. He found that the velocity of diffusion was not 
much influenced if the experiment was carried out in a not too 
highly concentrated agar-agar, gelatin or starch paste, instead of 
in pure water. Thus, when he placed in the diffusion cell a 2 per- 
cent agar solution containing 10 percent salt, and a pure agar 
solution of the same concentration in the outer vessel and allowed 
both to solidify, he found after 15 to 16 days that the latter con- 
tained 9.992 grams of diffused salt. Normal diffusion into pure 
water, after 14 days showed 9.999 grams, all other conditions, in 
eluding temperature (io°), being constant. These findings have 
often been verified. Thus F, Voightlander' observed 0.72 per- 
cent sulphuric acid to diffuse the following distances into agar 
jellies of different concentrations after i hour. 

Agar jelly, I percent = 8.5 mm. 
2 percent = 7.8 
4 percent = 7.0 
The amounts that diffused were as follows: 

Into agar jelly, 1 percent = i.oSmg. S0» 
2 percent = i . 10 
4 percent = 1 .09 

The absolute values for NaCl of the diffusion coefficients, 
amounts diffused in grams , „ 

J . are as follows: 

days 

Agar jelly, i percent = 1.04 
3 percent = 1.03 
3 percent = i . 03 

' See, for example, Wilh. Ostwald, Grundr. d. allg. Chem., 4 Aufl., 194, 1-eip^ig, 
1909; Wilh. Ostwttld-Luther-D nicker, Hand- und Hilfsbuch, 3 Aufl. 
>F. VoightlSuder, Z. f. physilc. Chem., 3, 319 (1S89). 
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G. Htifner^ and others obtained similar results. But it should 
again be emphasized that diffusion is thus independent of the 
presence of gels only when these are there in low concentrations. 
Marked retardations appear at higher concentrations as even H. 
de Vries* knew. Diffusion is also Influenced, of course, when chem- 
ical or colloid-chemical changes, as precipitations, are produced 
in the gels by the diffusing substances. 

A convenient arrangement for demonstrating diffusion has 
been described in the practical introduction on p. 9. Test tubes 
arc half tilled with colloid gels and the diffusing solution poured 
upon them. Figs. 2, 48 and 49 illustrate the results. 

Disturbance of the diffusion surfaces may also be avoided by 
stretching over the inner vessel a suitable membrane through 
which the dissolved substances pass freely. Hydrophane plates 
{G. Hiifner. I.e.), filter papers (S. Exner, see below), parchment 
papers (The Svedberg, see below), etc., have been used for this 
purpose. Or. the diffusing substance may be placed directly in 
cells entirely made of such substances. But the membranes 
used must be completely permeable to the diffusing substance and 
must not affect it, as through adsorption, etc. §29 on dialysis 
should be studied in this connection. 

3. Experimental Facts Regarding Diffusion of Colloids. — It 
follows from the relation between velocity of Brownian movement 
and size of particles discussed above that the velocities of colloid 
particles must be considerably less than those of molecularly or 
ionically dispersed ones. The compilation in Table 39 shows this 
clearly; additional facts regarding diffusion velocities are given 
below. 

.■\s is clearly evident, the diffusion coefficients of typical col- 
loids average ^ 10 that of the slowly diffusing cane sugar and only 
' 100 that of the rapidly diffusing electrolytes such as acids and 
alkalies. The highly dispersed goldsol of The Svedberg which, for 
a colloid. <lilTuses exceptionally fast, takes an intermediate posi- 
tion. It should be remembered that the particles of the latter 
have a diamettT nf about i;^*^; in other words, this goldsol is on 
the boundary bi'Uveen molecular and colloid di.spersotds. 

Fi^'s, 4S and 40 illu>trale (luantilatively the diffusion velocities 
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Table 39. — Diffusion CoEmciENTS of Dispersoids 



Nitric add (VoightlSnder).., .1.10 (lo") Clupeinsulphatc (Heraog) 0.074 (18°) 
Sodium chloride (Voight- ' Pepun (Heraog') 0.070 (18°) 

Iftnder) 1,04 {10°) ; Rennin (Heraog) 0,066 (18°) 

Magnesium chloride (Voight- ' Egg-albumin (Heraog).. . o.oso (18°) 

ISnder) 0.77(10°) Albumin (Graham-Slefan)o. 063 (13°) 

Copper sulphate (Landolt- Caramel (G raham -Stefan )o 047 (10°) 

BOmstein) 0.47(17°) Ovomucoid (He rzog) 0.044(18°) 

Urea (Scheffcr') 0,81 (7,s°)|| EmuUin (Herzog) 0.036 (18°) 

Cane sugar (Graham- I Invertin (Herzog) 0.033 ('8°) 

Stefan') ,. 0.31(5°) [ Diphtheria-toxin (Arrhe- 

Mannite (Scheffer) '. . 0.38(10°) I nius and Madsen') 0.014(11°) 

^^ — -__l Diphtheria-aniitoxin (Ar- 
fs ,. . , , ™, c J ' '■benius and (Madsen) 0.0015 ("°) 
Cold hydrcsoi (The Sved- , ; Tetanolysin (Arrhenlu* 

'**'» ' o'7<"- 7 )i Madsen) 0.037 (iJ°) 

Antitetanolysin {Arrhe- 
;i niu> and Madwn) 0.0021(12°) 



of various dispersoids. They show what has happened after 
about 3 day's diffusion into solid 1.5 percent agar at 20°, In 
Fig. 49 the supernatant liquids out of which diffusion has occurred 
have been poured off so that the diffusion phenomena may show 
up more clearly. To the left in this figure are found molecular 
dispersoids, to the right, typical colloids. The tubes are arranged, 
from left to right, according to the lengths of the diffusion paths,' 
The picric acid, cobalt nitrate and eosin of tubes t, 1, and 3 have 
wandered almost to the bottom of the agar column; benzo-pur- 
purin and congo red on the extreme right have scarcely moved. 
The dyes lying between these, show intermediate degrees of diffusi- 
bility.' Fig. 48 shows the results, after 8 days, of experiments on 
the diffusion of typical colloids (hydrosols of silver, gold, anti- 

' G. Scheffcr, Z. f. physik. Chem., 1, jgo (1888). 
' Graham-Stefan, biU. Ber. Ak. Wien, 77, II, 161 (1879). 

' R. O. Herzog (and H. Kasarnawiki) KoU.-Zeitschr., 1, i (1907); 3, S3 (1908)1 
Bioch. Zeitschr, 11, m (1908I. 

* S. .Arrhenius and Th. Madsen, Immunochemie, 16, Leipzig, 1907. 
' The Svedberg Z. f. physik. Chem., 67, 107 (1909). 

• The gradation is not as clearly shown in the photograph as it actually appears 
since Ihc different (mostly 0.1 percent) solutions have different colors. .A ptioto- 
graphic plate dues not bring this out. 

' Regarding the diffusibility of dye^ seeL. Vignon, Compt. tend., 150, 690 (1910). 
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mony sulphide, arsenic sulphide and iron hydroxide). The sharp- 
ness of the boundary line between the diffusing substance and the 
gel should be noted. It is sharp in the case of tj-pical colloids; 
but badly marked in that of the molecular dispersoids and systems 
of intermediate degree? of dispersion. 

4. Influence of Degree of Dispersion on Difiusion Velocity. — 
The diffusibility of a disperse phase is intimately connected with 
its degree of dbpersion as shown in Table 39. Among molecularly 




PiC. 48.— Diffusuiii iJ\ coll. .11 
1. Goid hydrosoli i. silver ii.luti.. 
trUulphide solution: 5, iron hydi 



dispersed substances, ions or electrolytes migrate most rapidly^ j 
Substances of higher molecular weight, or, more correctly, t^M 
greater atomic aggregation, follow. Last in the list, stand the! 
colloids. This dependence of diffusion velocity on the size of the J 
particles is of great interest. Of special importance is the poss 
bility of procuring one and the same substance in different degree 
of dispersion and therefore possessed of different degrees of diffu-J 
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sibility. S. E. Lindcr and H. Picton' were able to prepare the 
following four systems of arsenic trisulphide in water: 

oAsjSi; particles microscopically visible, non-diffusible (coarse 
suspensions) , 

|9AsjS»; microscopically homogeneous, non-diffusible, 

yAsSa; diffusible, but unfilterable through porcelain cups. 

iAsjSi; diffusible and filterable. 

After Wo. Ostwald' had repeatedly emphasized the great theo- 
retical interest attaching itself to a systematic and quantitative 




1. cobalt nilra 
R. R. R.; 5. o,i percent new fuchsii 
EBftanin G.; S. o.i perceal beuzopurg 



id of three days, 
percent ponceau 



investigation of the relations between diffusibility (and other 
properties) and degree of dispersion, The Svedberg,' in the prose- 
cution of his experimental study of the Einstein- Smoluchowski 
formula (see above), attacked the problem. He determined the 
diffusion velocities of different gold hydrosols by pouring these 
into parchment cells having different porosities. His results are 
given in Table .40: 

' 5. E. Linder and H. Picton, Trans. Cbeoi. Soc., Land., 6i, 114, 13;, 14S (iSgi); 
67. 63 (189s); 71, 568 (iS97);87, 1906,(1905). 

* See, for example, Wo. O&twald, Koll.-Zeitschr,, I, 198 (1907). 

* The Svedberg, Z. f. physik. Chcm., 67, 105 (1909). 
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Table 40. — DEPE^roE^■CT; or Diffusion Velocity on Size of Particles 11 

Gold SOLS 

(Aecordin){ to The Svedberg) 



SiKO 


paniclu in m 


1 Co 


nerliquMtn 


Con 


Mntr.tion of 


ReUtion ot «m- 
centmtion to 
nch olher 




14 
JO-30 




1.5 10-* 


1.5 lo-' 

1-3 10-' 


ilZ 



The gold content was determined colorimetrically. The 
reciprocal values of the concentration ratios are measures of the 
diffusion velocity. In other words, Di = ki -Hoo, when D is the 
diffusion coefficient and ki the proportionality constant. Simi- 
larly, i>j = AiH200- When the ratio of these diffusion coefficients 
is compared with the size of the particles (taking the latter to 

100^ 
^ laoo 

that tke diffusion velocity is approximaUly inversely proportional to 
tke size of the particles, or D.r = constant. 

True it is, that we are basing these conclusions on studies in- 
volving but two degrees of dispersion. An investigation cover- 
ing a wider range would be of great interest. 

Finally, it should be mentioned that S. Exner' found coarse 
suspensions, such as clay silt, to show a distinct though slow diffu- 
sion. But whether pure dispersions made up of particles larger 
than 5p and therefore free from Browman movements are really 
capable of true diffusion appears doubtful (see below, p. 224). 

5. Theory of CoUoid Diffusion.— The close relation between 
Brownian movement and diffusion was mentioned at the beginning 
of this paragraph. It seems natural, therefore, that the moleculo- 
kinetic considerations of A. Einstein and M. von Smoluchowski,* 
which proved so fruitful in the mathematical discussion of Brown- 
ian movement, should lead to similarly important results when ap- 
plied to diffusion. For example, the inverse proportion between 
size of particles and diffusion velocity is deducible from the equa- 
tions of Einstein and von Smoluchowski. For the diffusion co- 
efficient thev developed the equation: 

n -^^ I 

N 6T7r' 

' S- Kxner. Siti, .\k, \Vis.s.. Wicn, 56, 116 (186;). 

' Accord] nf! to von Smoluchowski ifii; right side of the equBtion contains the 
factor 1.03. 
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The symbols have again the meaning indicated on p. 311, r repre- 
senting the radius of the particles. If dispersion medium, tempera- 
ture, internal friction, etc., are constant, the diffusion coefficients 
of two dispersed phases bear the following relation to each other: 
Di _ rt 

in other words, they correspond to Svedberg's experimental find- 
ings. 

This relation has much in common with the equation which 
expresses the connection between the diffusion of molecular dis- 
persoids and their molecular weight. The relation : 

D.\^m = constant 

has been established by S. Exner, for gases, and by L. L. Oholm' 
for (theoretically) infinitely dilute solutions of non-electrolytes. 
In this equation m is the molecular weight. 

Conversely, with the laws of Exner-Gholm and Einstein- 
Smoluchowski, we may calculate the size of the particles as well as 
their molecular weight. In this way R. O. Herzog (i.e.) found an 
approximate agreement between the "molecular weights" of ov- 
albumin, hemoglobin, etc., thus calculated; and the figures ob- 
tained by other methods. For the values for toxins, etc., as 
calculated by Svante Arrhenius and Th. Madsen (I.e.), control 
measurements are not yet available. The same objections may be 
raised against all these calculations which were raised in discussing 
the determination of the molecular weight of colloid systems by 
freezing point, boiling point and vapor pressure methods. 

The calculations by R. O. Herzog and The Svedberg (I.e.) of 
the size of the particles by the formula of Einstein-Smoluchowski 
are less open to objection. Herzog, on this basis, calculated the 
size of the particles of ovalbumin to be 2.86p^. This figure about 
corresponds to the higher dispersion values obtaining within col- 
loid systems, and therefore agrees well with the general fact that 
the colloid properties of the albumins place them near the mo- 
lecularly dispersed systems. Svedberg calculated, in a. reverse 
manner, the size of the particles of the highly dispersed gold solu- 

10); this also includes the earlier 
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tion of R, Zsigmondy, the particles of which, according to Zsig- 
mondy, Had a diameter of i to 4/^*1. He obtained, by Einstein's 
formula, 0.94/1*1, and by Smoluchowski's 2.i6ixix. The calculated 
diameter of the particles of molecularly dispersed systems also 
agrees well with the values obtained by other methods. 

6. Effect of Added Substances onColloidDiffusion. Spurious 
Diffusion of Colloids. — The effects upon diffusion of adding differ- 
ent substances are so complicated, even in molecular dispersoids, 
that general laws governing them have not been formulated.' It 
is to be expected that these relations will be still more complicated 
when phases having different degrees of dispersion are mixed. 
The more important phenomena observed when colloid systems are 
mixed with molecularly dispersed ones are the following: 

The effect of electrolytes on the diffusion velocity of colloids 
may be discussed under two headings — the electrolyte may be 
added to the diffusing substance, or the diffusion of the colloid may 
be permitted to occur into the solution of an electrolyte. In either 
case, different results may be expected, depending on whether the 
electrolyte does net affect the degree of dispersion of the colloid 
(which is exceptional) or whether it increases or decreases it. 
Both an increase and a decrease in the degree of dispersion on add- 
ing substances from without have been described in the literature. 
An illustration of the latter is found in the common and well- 
known effects of electrolytes on colloids (aggregation, coagulation) ; 
an illustration of the former, in the phenomena of peptization. 

The inhibiting effect of added substances on diffusion has been 
studied by E. von Reg^zy.' He found pure albumin when placed 
in parchment-paper tubes to diffuse out of these in the course of 
12 hours in sufhcient amount to impart a decided albumin re- 
action to the outer liquid. But when some solid NaCl was pre- 
viously added to the albumin, no trace came out, S. E, Linder 
and H. Picton (/.c, 1905) noted a similar behavior in an inorganic 
colloid, arsenic trisulphide. They allowed a highly dispersed 
arsenic trisulphidesol to diffuse, on the one hand, into water, on 
the other, into an NH4CI solution, so dilute that it caused no 
visible coagulation. Their results are given in the following 
table: 

9AuB.,674,Leip2ig, 1903. 
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Table 41 .— Dipfusiom of AsjSj Sol into Pore Water ano into NHiCl 
Solution 
(According to S. E. Linder and H. Picton) 



14 hours 


10 percent 


t percent 


48 


14 




73 


1 


3 


96 


33 





An antimony sulphidesol gave similar results when permitted 
to diffuse into water and into a solution of tartar emetic. 

An example of how the addition of an electrolyte may favor 
diffusion of a colloid is found in Th. Graham's paper (I.e.). He 
observed egg albumin, which in its natural state is slightly alkaline 
and diffuses but slowly, to diffuse more rapidly if it is carefully 
neutralized with acetic acid. While after a week, but 0.63 gm. 
of native (alkaline) albumin diffused out, 0.94 gm., in other words 
30 percent more, came out when the albumin was neutralized. 
The neutralization increases the degree of dispersion, as proved 
by the observations of Wo, Fauli and others (see p. 173), who 
found neutral albumin to increase the viscosity of water less 
than acidified albumin. 

H. Picton (Ix., 1892) made similar observations on suspen- 
soids of antimony trisulphide. He found this to diffuse rapidly 
when still contaminated with the tartar emetic from which 
it was prepared. Whether the electrolyte serves to increase the 
degree of dispersion in this case remains a matter of question, 
though such an influence on suspensoids has been observed. It 
is more reasonable to assume that the electrolytes in their rapid 
diffusion simply drag the colloid particles along with them, a 
view held by H. Picton himself; or that the movements of the 
liquid, caused by the diffusion of the electrolytes, set up currents 
which bring about the observed results. 

The interesting experiments of W. R. Whitney and J. Blake' 
on the great velocity of diffusion of goldsols, produced by reducing 
ether solutions of gold chloride by means of acetylene, must, no 

' W. R. Whitney and J. Blake, Joum. Amet. Chem. Soc., a6, i33g (1904). 
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937 



wander into the strongly hydrating dispersion medium just as the 
liquid wanders into the solid colloid to make it "s^ell." A suffi- 
ciently marked hydration of the dispersed particles must separate 
them from one another. 

Table 4»- — Diffusion of Sebuu Auuvin into N»C1 Solutions 
(According to M. Oker-Blom) 



Concci 


tntioD of N.CI in the out 


i Uquid 
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a. diffuKd 
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0-0S3 






about 0.28 percent 
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OS* 






1.30 









oja 






1.48 
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1.86 









060 






1.38 






° 
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At the present time, we can only guess at what may be the 
influence of several colloids upon each other when they are mixed, 
and how they must affect each other's diffusion velocity. 

The influence of concentration and of temperature on the diffu- 
sion of colloids has not yet been studied. Judging from the find- 
ings of Th. Graham (/.c), the rate of increase in diffusion velocity 
of egg albumin with the temperature is about as great as that of 
molecularly dispersed systems under the same circumstances, but 
exact figures on the subject are still wanting. 

§29. Dialysis of Colloid Systems 

I. General Remarks. — The impeding effect of concentrated 
gels or membranes upon free diffusion was touched upon above. 
While ordinary electrolytes pass through parchment-paper mem- 
branes almost as rapidly as though they were not there, albumin 
and gum arable cannot penetrate them. Th. Graham, who first 
investigated this phenomenon, called it dialysis {i86r). He noted 
that all substances which, when allowed to diffuse in the open, do 
so only slowly or not at all are also restrained by parchment mem- 
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branes. On the other hand, those which diffuse rapidly are not 
markedly checked in their movement through the presence of 
membranes. This difference in behavior of "dissolved" sub- 
stances toward parchment paper formed the basis of the whole 
concept of the colloids. Substances which do not dialyze (or pass 
through parchment paper) Graham called colloids, those which do, 
crystalloids. The latter systems are today known as "molecular 
dispersoids," 

One can readily accomplish a separation of the different classes 
of dispersed systems by dialysis. As a matter of fact, Graham 
called his fundamental work "Liquid Diffusion Applied to Analy- 
sis." By using a constant type of membrane, systems of unknown 
degrees of dispersion may be classified into such as dialyze and' 
such as do not (see the practical introduction). When, by any 
method whatsoever, coarsely dispersed systems have been ex- 
cluded, dialysis offers a convenient method of distinguishing be- 
tween the colloid and molecularly dispersed systems. 

It must be emphasized that comparable results may be ob- 
tained only by use of one and the same kind of membrane. The 
precipitation membranes of copper ferrocyanide and tannic acid- 
protein, for example, are impermeable even to many molecular 
dispersoids and may, therefore, give rise to the phenomena of os- 
motic pressure (see the following paragraphs). 

2. Mettiods of Dial^is. — Parchment tubes, parchment diffu- 
sion thimbles, reed tubes, fish bladders, urinary bladders, egg 
membranes and amniotic membranes are most used in the dialysis 
of colloids.' Membranes of collodion, as first used in coUoid 
studies by G. Malfitano,^ are especially convenient in many 
respects. Their preparation is discussed in the practical introduc- 
ion (p. lo). Several forms of dialyzers were illustrated on page 
II.* Because of their historical interest, Figs. 50, 51 and 52 are 
introduced, which are copies of the two types of apparatus which 
Graham used in the great work upon which colloid chemistry is 
built. 

In dialyzing non-aqueous liquids, the effect of the dispersion 

' A detailed discussion of dialysis and its methods nay be found io R. P. von 
Calcar, DiaJyse, Eiweisschemie und Immunitit, Leipzig-Leiden, 1908. 

* G. Malfitano, Compt. rend., 139, iizi (1904). 

' For a new form see R. Zaigmondy and R. Heyer, Z. f. aoorg. Cbem., 68, 916 
(1910). 
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medium upon the membrane must be considered. A possible 
chemical effect of the substances subjected to dialysis must also 
be kept in mind, though such is rarely met with among the 
colloids. 




3. Experimental Facts Regarding Dialysis of Colloids.— Since 
the days of Graham, almost every student of the general proper- 
ties of colloid systems has made use of dialysis. It is, therefore, 
not possible to review all the work that has been done in this field. 
Generally speaking, dialysis teaches the same facts as diffusion. 




ing Graham's bell dialyze 



Thus, S. E. Linder and H. Picton (I.e.) were able to distinguish 
between dialyzing and non-dialyzing metallic sulphides. Of the 
many groups of compounds studied, only one will be discussed here, 
that of the technically and theoretically important water soluble 
dyes. F. KraSt and G. Preuner,' O. Teague and B. H. Buxton,* 
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H. Freundlich and W. Neumann,' R. Hober^* L. Vignon,* W. 
Biltz and F. Pfenning,* have all studied these. In Table 43 are 
reproduced some of the findings tabulated by Biltz. In connec- 
tion with this table it should be noted that Krafft and Preuner 
used parchment tubes; Teague, Buxton, Hober and Vignon, parch- 
ment-paper thimbles, manufactured by Schleicher and Schiill; 
Biltz and Pfenning, collodion membranes. The solutions used 
were usually o.i percent; Teague and Buxton used 0.02 percent; 
BOtz and Pfenning 0,5 percent. The abbreviations in parenthe- 
ses after the names of the dyes mark their origin. 

Table 43. — Dialysis op Dyes 
Typical Molecular Dispersoids 



Picric acid 

Toluidb blue (Hoechst) 

Naphthol yellow g (Bayer, 

Hoechst) 

Clirysoidin 

Methylene blue 






Erythroain , 

Bengal rose 

Quinolin yellow (.'\kt.) 

True acid fuchMn B (Bayer) 

Auramin O (Akt.) 

Saf ranin 



Wool violets (Bad.),.. 
Brilliant crocein 3 B . 

AcidfuchstaS{Akt.)., 
Methyl violet 



Patent blue V (Hoechst).. . 

Guinea green B 

Erioglaucin 



Quickly. 
Quickly.. 

Quickly.. 
Quickly.. 
Quickly.. 



Quickly. 

Quickly. 
Quickly. 
Quickly, 
Quickly. 
Quickly 



Hober, Vignon, Bilti. 

Teague and Buxton. 

Krafft and Preuner, 
Teague and Bux- 
ton, BilU. 

Teague and Buxton, 
Vignon, Biltz. 

Heber, Bilu. 

Hfiber. 

Biltz. 
,.| Biltz. 

BUtz. 



Quickly. 


Teague and Buxton 




Vignon. Biltz. 


Quickly.. 


Hdber. 


Quickly.. 


HCber. 


Quickly.. 


Vignon. 


Quietly.. 


Biltz. 


Quickly.. 


Htiber, Bilu. 


Quickly.. 


H&ber. 


Quickly.. 


Hftber. 



' H. Freundlich and W. Neumann, KoU.-Zeitschr., 3, 80 (1908). 

' R. HSber, Koll.-Zcitschr., 3, 76 (igoS); Bioch. Zeitscbr., M, 80 (1909). 

'L. Vignon, Compt, rend., 150, 619 (1910). 

• W. Bilu (with F. Pfenning), van Beramelen-Gedenlcboek, 108, 1910. 
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TraDsitioQ Systems between Molecular Dispeisoids aod Colloid Solutions 



Neutnl ted 

True red A (Akt. Bayer) . 
Ponceau aR (Akt.) 

Ponceau B extra (Akt.) 

Victoria black B (Bayer) . 

Nile blue 

Crystal inolet 

Aniline blue 

Benzo-blue 3 B (Bayer). . . 
Acid violet 6 B (Akt.) 



Slowly 
Slowly 
Rather 

quickly 
Rather 

quickly 
Only in 

Slowly 
Rather 
quickly 
Very 

Slowly 

what 



Teague and Buxton. 
HQber, Biltx. 
HSber, Bilti. 



Biltz. 

Tea^e and Buxton. 
Freundlich and Neu- 

mann, Vignon. 
Teague and Buxton. 
HOber. 
HOber. 
HOber, BUtz. ' 



Typical Colloid Solution 



Cloth red6A (Akt.) 

Congo brown 9 (Akt.) 

Congo red (Akt.) 

Azo-blue (Akt.) 

Benzopuipurin 

Congo blue B X iB (Akt.).. 
Night-blue 

Heliotrope B B (Bayer) 

Chicago blue 6 B R W (Akt.). 



[ 992. 



ataU Bilts. 

italll HQber, Biltz, Teague 
I and Buxton. 

it all| Vignon, Billz. 

It all| Kraflt and Prtuner, 
, Teague and Buxton, 
I H&ber, Bittz. 

It all KraRt and Preuuer, 
I Hober, Biltz. 

It all Bilu. 

It all Teague and Buxton, 
Freundlich and 
Neumann, Biltz. 

It all H<3ber. 

>tall BUU. 



The table shows that, in general, dialyzability decreases with 
rising atomic number and increasing molecular weight. That the 
rule is only approximately true can be seen by comparing the tables 
horizontally. (The vertical rows are arranged according to in- 
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creasing atomic numbers.) In each of the three classes, some of 
the dyes have a low, while some have a high, atomic number. 
Even substances with high molecular weights, as Bengal Rose 
may be found in the rapidly dialyzing class. The degree of dis- 
persion of the dye is therefore dependent not alone on the atomic 
number or the molecular weight, but on other factors as well. It 
seems natural to try to explain the lack of parallelism through 
the chemical constitution of the dyes, as W. Biltz and others have 
done with a fair degree of success. A review of Biltz's results is 
beyond the limits of this book, but it should be noted that even so, 
a quantitative relation between chemical constitution and degree 
of dispersion does not appear even when only simple compounds 
in homologous series are considered. The absence of parallelism 
between size^of particles and molecular weight demonstrates also 
the danger of trying to determine molecular weight from diffusion 
constants as discussed on p. 223. 

When the dialysis of non-aqueous colloids is discussed it must 
first be remembered that many dyes "dissolve" to form colloid 
solutions in water, but molecularly dispersed ones in other sol- 
vents, such as alcohol (F. Krafft, I.e., and others). Corresponding * 
herewith, the alcoholic solutions dialyze better than the aqueous 
ones. Especially interesting results have been obtained with 
iodine dissolved in different organic solvents. J. Amanp' has 
shown that iodine dissolves in benzene as a molecular dispersoid, 
in petroleum as a colloid. Corresponding to this fact, it dialyzes 
through a parchment thimble out of its solution in benzene but not 
out of that in petroleum.^ 

4. Special Observations Regarding the Dialysis of Colloids. — 
Colloids frequently pass through a dialyzing membfane/w a short 
lime immedialely fallowittg their preparation. This is especially 
true of freshly prepared silicic acid as observed by Th. Graham and 
more recently confirmed by F. Myhus and E. Groschuff.* The 
explanation of this interesting fact is to be found in the instability 
of the degree of dispersion in colloid systems. When a colloid 
solution is prepared by condensation of a molecularly dispersed 
system, the desired product is not obtained at once, but only after 
hours or days. Sometimes, moreover, the condensation occurs 
' J. Amann, Koll.-Zeitschr., 7, 235 (1910) ; 7, 67 (ig 
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unequally, in other words, a few colloid particles are first produced 
but their number gradually increases with time, at the expense 
of the molecularly dispersed. It is to such changes that the 
behavior of silicic acid, of many albumin solutions, of humic acid, 
etc., must be referred. 

Another phenomenon of both practical and theoretical impor- 
tance is the chemical decomposition through dialysis of molecularly 
dispersed substances with formation of a colloid phase. It was 
known to Graham and belongs to the earliest methods of preparing 
colloid systems. It is essential that the original material suffer 
hydrolysis in water, yieldiag an insoluble, or but slightly soluble, 
component. This is true of the chlorides, nitrates, acetates, etc., 
of the metals. Since the molecularly soluble product of the hy- 
drolysis passes through the dialyzing membrane while the "insol- 
uble" component remains behind in colloid form, a continual 
displacement of the hydrolysis takes place, favoring the forma- 
tion of the colloid. To obtain the corresponding colloid hydrate 
it is only necessary, therefore, to place the proper salt solutions 
in the dialyzer. 

From the abundant literature describing these phenomena we 
may cite the following example of th° chemical changes exhibited 
by iron hydroxide-iron chloride solutions, during dialysis, as ob- 
served by S. E. Linder and H, Picton.' Table 44 shows the 
changes in composition of the outer liquid during the process. 

Table 44. — Chance in Compositiok of Outeb Liquid During Dialysis 

OF Ikon HvDROxiDE-iitoN Cslokide Solutions 

(According to S. E. Linder and H. Picton) 



Relation o[ Pc to HCl in ouln 
56:109-5 

S6:'370 
56:609.0 
56:1086.0 
I Not demonstrable : evident 



Toward the end of the experiment, as can be seen, only HCl passed 
through the dialyzing membrane. 

The changes in composition of the inner liquid during the di- 
alysis is shown in Table 45. 

' S. E. Linder and H. Picton, Trans. Chem. See., Lond., 1909 (1905). 
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(According to S. E. Linder and H. Picton) 



Ti™.rai., i.i. ! 


Comp. 


tioD in gnm) pet 100 cc. 




dayi 
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CI 
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a3»3 
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i3Fe(0H),,FeCI, 


1767 


9 I 


J300 


O.IIIO 


2oFe(OH),,FeCI, 


8303 


lO I 


7JOO 


O.IJ50 


isFe(OH),,FeCI. 


2837 


17 1 


Sooo 


0.0773 


36Fe(OH),,Fea. 


4014 


30 1 


3400 


0.0s so 


42Fe(CH),.FeCl. 


4636 


37 I 


180a 


0.0490 


45 Fe(OH),, FeCl, 


4977 


44 I 


1400 


0.0460 


46Fe(OH),,FeCl, 


S084 


61 I 


0400 


0.0430 


45 Fe(OH).. FeCl, 


4977 


210 


6550 


o.oiso 


S3 Fe{OH)i, FeCl. 


8936 


Gels separated out 


per 


0.012CI 


163 Fe{OH),, FeCl, 


17496 


a(ter tiodays. gra 


m Fe 









The table shows plainly the relative increase in iron hydroxide 
content at the cost of the hydrochloric acid. The formulas of the 
iron compounds produced and their respective molecular weights, 
as calculated by Linder and Picton, are also given. The impossi- 
bility of isolating the compounds, coupled with the fact that they 
show a progressive change makes the chemical significance of the 
numbers assigned as molecular weights rather fanciful. On the 
other hand, they demonstrate very well the progressive trans- 
formation into the colloid. 

The progressive decomposition during dialysis, with formation 
of colloid in such solutions can be shown in a striking manner, 
according to N. Sahlbom,^ by " capillarizing " them, that is, by 
dipping strips of filter paper into them. If this is done every 24 
hours to ferric chloride or ferric nitrate undergoing dialysis, pic- 
tures arc obtained liJce those shown in Figs. 53 and 54, At the be- 
ginning of dialysis the molccularly dispersed solution ascends the 
paper without decomposition and concentrates high up, as shown 
by the dark bands at the tops of the coJored columns. After i or 
2 days, the upper concentrated salt zone begins to disappear while 
a second less-colored one appears below. The latter consists of 
colloid iron hydroxide which when first formed is highly dispersed. 
' N. Sahlbom, KoUaidchent. Bcihefle, 3, 79 (1910). 
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With progressmg dialysis, the molecularly dispersed salt dis- ^^M 
appears eotirely at the expense of the iron hydroxide, which gradu- ^H 
ally acquires the properties of a t>'pical, positively charged col- ^H 
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53.— Dialysi!^ of a furtic chloride solutiun. (AccordimB to .V. Salilbo 
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. 54.— Dialysis of a ferric nitrate solution. (According to ,V. Salitbo 
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deserves mention. When the separation of the moleciUarly dis- 
persed or electrolytic components of a system from the colloid is 
far advanced, a radical change in the state of the system often 
occurs. Itmay coagulate. This fact, which was already observed 
by Graham, shows that the presence of a certain amount of elec- 
trolyte is necessary to insure colloid stability. An example of this 
behavior is offered in Table 45, when the ferric hydroxide has been 
dialyzed 120 days. 

§30. Osmosis of Colloid Systems 

I. General Remarks and Literature. — During dialysis, an 
increase in the volume of the dialyzing liquid in the interior of the 
cell is often observed. This is the phenomenon oj osmosis, known 
for a century and a half.' Osmotic phenomena take place when- 
ever a dispersoid is brought in contact with a less-concentrated 
one or its pure dispersion medium under conditions which do not 
allow the "free" diffusion described in §28. This may be ac- 
complished by placing between them a so-called semipermeable 
or, better expressed, a selectively permeable membrane, in other 
words, a device which gives passage to the dispersion medium, 
but not to the dispersed phase. These devices are plainly nothing 
more than such as were used, for example, in the dialysis of colloid 
systems, as described in the previous paragraphs. In fact, os- 
motic phenomena may always be expected to appear during dialy- 
sis. Consideration of these osmotic phenomena discloses their 
close connection with the processes of diffusion and dialysis. Like 
the latter, osmosis represents an impeded diffusion. Osmosis, like 
free difusion, tends toward the establishment of a uniform spatial 
distribution of dispersed phase and dispersion medium. Since, in 
the presence of a dialyzing membrane, the dispersed phase cannot 
wanderintothepure(orlessconcentrated) outer dispersion medium, 
the reverse occurs and the pure dispersion medium wandersinto 
the dispersed phase. The result of this which represents the re- 
ciprocal of free diffusion, is an equalization, as far as possible, of 
the concentration of the dissolved substances in the different parts 
of the system. 
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The intensity of the tendency to bring about a uniform dis- 
tribution of dispersed phase and dispersion medium may be meas- 
ured by opposing this osmotic leveling process by the hydrostatic 
pressure of a. water column. The pressure thus made evident is 
called the osmotic pressure of the dispersoid.' To make osmosis 
possible it is immaterial whether the selective permeability of the 
membrane is brought about by its sieve-like action, which holds 
back mechanically the dispersed phase, or by its selective proper- 
ties as a solvent in the sense that only the dispersion medium is 
soluble in it.' 

Osmotic pressure and osmotic phenomena like Brownian move- 
ment and diffusion velocity are markedly dependent on the spe- 
cific surface of the dispersed phase. Colloid solutions, therefore, 
show but slight osmotic pressures, provided they are not contami- 
nated with molecular or ionic dispersoids. Most colloids can only 
with difficulty be rid of such impurities which enter these systems 
in the process of their preparation or are necessary for their sta- 
bility. Such traces of impurities introduce great errors into 
pressure measurements which at the best yield but small values.' 
It cannot, however, be denied that many typical colloids, espe- 
cially when of high dispersion, possess some osmotic pressure of 
their own. This follows as a necessary conclusion from the 
existence in them of Brownian movement and diffusibility. 

Measurements of the osmotic pressure of colloids have been 
made and discussed at special length by W. Pfeffer,* H. Picton and 
S. E. Linder,' C. E. Linebarger,* E. H. Starling,' C. J. Martin,* 

'Id many textbooks, following the lead of W. Nemst, we find it stated that 
osmotic pressure is the "cause" or "force" producing diffusion. This way of 
putting it is incorrect as the above remarks on the relation of diffusion to osmosis 
show and ai T. J. van Laar (Vortriige Uber d. thermodynam. Potential usw. Braunsch- 
weig, 1906) has long emphasized. The concept of osmotic pressure stands and falls 
with the presence and absence of a selectively permeable membrane. It contradicts 
every correct view of osmotic pressure to assume its existence in the absence of 
such a membrane, as in the processes of free diffusion. It is, however, correct to 
hold that the phenomena of diffusion, of osmosis and of Brownian movement all 
spring from the same source of energy as clearly evidenced by the close relations and 
ajialogies between them. 

* For dettuls regarding such and other [iroperties of membranes see the compre- 
hensive monograph of H. Zangger, Ergebnisse der Physiologic, 7, 99 (rgoS). 

'With reference to the view that admiued electrolytes may constitute integral 
parts of the colloids see p. 143. 

' W. Pfeffer, Osmotische Untersuchungen, Leipzig, 1877. 

* H. Picton and S. E. Linder, Joum. Chem. Soc., 63, 148 (189*). 

* C. E. Linebatget, Silliman's Am. joum. Sci, (3). 43, 118, 416 (1S91). 
' E. H, Starling, Joum. Physiol., 19, ju (1895-6); 14, 317 (1899). 

' C. J. Martin, joum. Physiol., ao, 364 (1896). 
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A. Lottermoser,! B. Moore, W. H. Parker, H. E. Roaf, L. Adam- 
son, D. Bigland,* E. W. Reid,' J. Duclaux,* G. Malfitano,' R. S* 
Lillie,' G. Hufner, Gansser,' W. M. Bayliss,' W. Biltz and A. 
von Vegesack' and others. Only the more im[)ortant of their 
findings can be touched upon here. 

2. Me&odsof Measuring the OsmoticPressure of Colloids. — 
From what has been said it is clear that any dialyzing apparatus 
may be used to measure osmotic pressure. As dialyzing mem- 
branes, the earlier investigators generally used parchment paper. 
More recently collodion thimbles have been employed. C. J, 
Martin (l.c.) used clay cupS impregnated with silicic acid gels; 
E. H. Starling (l.c.), the same impregnated with gelatine. For 
details the recent papers of W. Biltz and A. von Vegesack should 
be consulted. Fig. 55, which represents a cell used for osmotic 
pressure measurements, is taken fron their publications. Below 
is shown the collodion thimble. Of the two vertical tubes, one is 
used to fill the "osmometer," the other to record the pressure. 

The greatest source of error in the determination of the osmotic 
pressure of colloids lies in the disturbing effects of the presence of 
molecularly dispersed phases, especially electrolytes. Several 
schemes have been proposed to obviate the difficulty. Different 
investigators, especially B, Moore (with his collaborators) and J. 
Duclaux, have maintained that the accompanying electrolytes 
constitute integral parts of the colloid and are bound to it either 
chemically (see Duclaux) or at least through"adsorption." In 
other words, they hold the electrolytes to be essential to the 
maintenance of the colloid state. When they are removed the 
colloid is "denatured" and, as has been observed, "polymerized" 

' A.LottermoscT, Anorg. Kollaide,StuttgaTt, i^oiiZ. f. physik. Chem., 60,451 

(1907). 

' B. Moore and W. H. Parker, Amer. Joum. Physiol., 7, 261 {1902) ; B. Moore and 
H. E. Roaf, Bioch. Joum., a, 34 (1906); 3, 55 (1907); B. Mooteand D. Bigland, ibid., 
5, 32 (1909); H. K. Roaf and L. Adatnson, Bioch. Journ.. 3, 422 (190S); Joum. 
Physiol., 39 {1909); Quart. Joum. Physiol., 3, 75, 171 (igio);in part available only 
in abstract. 

' E, W. Reid, Journ. Physiol., 31, 439 (1904); 33, 12 {1905). 

* J. Duclaux, Compt. rend. 140, 1468, 1544 (1905); Joum. Chim. physique, S, 40 
(1907); I, 407 (1909); see also the review in KoU.-Zeitscbr., 3, 136 (1908). 

'G. Malfitano, Compt. rend., 14^, 141S (1906). 

• R. S. Lillie, Amer. Joum. Physiol., 30, 127 (1907). 

' G. Hilfner and Gansser, Engelmann's Arch. f. Physiol,, 209 (1907). 
*W. M. Bayliss, Proc. Roy. Soc, 81, 260 (1009); KoU.-Zeitschr., 6, 23 (191). 
*\V. Biltz and A. von Vegesack, Z. f. physik. Chem., 68, 357 (ipog); 73, 481 
(1910). 
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into coarsely dispersed particles, even to the point of coagula- 
tion. That all this may occur, as in the case of the albumins, must 
be admitted, but it cannot be stated as a universal truth. As 
R. S. LUlie (l.c.) has emphasized, the presence of electrolytes is 
not essential to the existence of all metallic hydrosols, and no 
reason can be assigned at present why one phase cannot be dis- 
persed into another to the point of colloid disper- 
sion in the entire absence of any electrolyte. 
These remarks are not intended to deny the 
existence of colloid-electrolyte complexes. They 
are only made to emphasize that such discussion 
does not answer the question of what is the value 
of the osmotic pressure of pure colloids them- 
selves and how it may be measured, for theoretic- 
ally the colloids must have some, for they show 
Brownlan movement and diffuse. 

The following measures have been proposed 
to attain this end. At first sight it would seem 
most satisfactory to use membranes which permit 
a sharp dialytic separation of colloids and 
molecular dispersoids. In the course of the dialy- 
sis the molecular dispersoids would then pass 
through the membrane while the colloids would 
remain behind. The end pressure would then be 
that of the pure colloid. It is well to emphasize, 
at once, that these final osmotic pressures have 
almost invariably been found to be very low. mometer * ot 'w. 

A second method consists in taking a limited ^''" "■>'^ -*■ "*" 

- ,. , , , , . ., Vegesack. 

volume or outer liquid and waitmg until an 
equilibrium has been established between the concentration of 
the electrolytes in this and the concentration of those con- 
tained in the inner liquid. In connection with this method 
it must be borne in mind that the equilibrium need not 
in any sense be synonymous with equality of concentration 
in the two liquids. A whole series of facts, one of which is 
the difficulty of "washing out" the last traces of electrolytes 
from precipitates, compels the conclusion that colloids tend io 
concentrate electrolytes upon themselves and thereby to increase 
the possibility of developing and exhibiting a greater osmotic 
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pressure than is really due to the colloids themselves. Since such in- 
creases in concentration depend, as a rule, only on the concentration 
and not on the absolute amounts of the electrolyte present, they 
undergo progressive variation as osmosis takes place because of the 
movement of the liquid, and thus further complicate the problem. 

The following procedure has also been used. After the electro- 
lyte content of a colloid has been determined by analytical means, 
an amount is added to the outer liquid to bring its concentration 
up to that assumed to exist within the colloid. The excess of 
osmotic pressure exhibited by the colloid mixture is then regarded 
as the osmotic pressure of the colloid itself. To get a proper 
outer solution the dialysate or outer liquid, rich in-'electrolytes, 
is used against the original mixture, or a proper outer fluid is 
obtained by a filtration (see the following paragraphs) which 
separates the electrolyte solution from the colloid (J. Duclaux, l.c.). 
Finally, the maximum pressures observed in the osmosis of a 
colloid solution containing electrolytes has been taken as a con- 
venient method of arriving at the osmotic pressure of the colloid 
itself. As W. Biltz and A. von Vegesack {I.e.) have pointed out, 
this is the resultant of two processes; of the osmosis directed to- 
ward the inner liquid (endosmosis) and of that directed toward the 
outer (exosmosis), which latter parallels dialysis. 

These remarks make it clear that the methods for the quanti- 
tative determination of the osmotic pressure of colloid systems are 
not as yet worked out entirely. If we do not wish to determine 
the osmotic pressures of highly purified colloids or their final 
values to the point of utilizing a microscope to make readings 
and a micro-osmometer, then employment of a constant volume of 
outer liquid, with attainment of an equilibrium between the elec- 
trolytes present in both liquids, seems most expedient. It would, 
of course, be well to determine also the distribution of the electro- 
lytes between colloid and pure dispersion medium, in order to work 
out from the obtained values a proper equilibrium curve' from 
which might then be extrapolated the osmotic pressure of the 
colloid when the concentration of the electrolyte equals zero. 

3. Instability of Osmotic Pressure of Colloids. — One of the 
first things to be noticed when the osmotic pressures of colloids 
are measured, even though every effort is made to keep all external 

> This would undoubtedly take the form of the adsorption isotherms. 
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conditioDS the same, b their inconstancy. Not only do prepa- 
rations of one And the same substance, prepared by different 
methods, show different osmotic pressures, but shaking, stining, 
standing, etc., all cause considerable change in them. The follow- 
ing examples illustrate this behavior. 

Table 46. — luiLnENCE or Privious Trbatkent on Osmotic Pbessube 

OP AuuviN 

(According to E. W. Reid) 





Aih. 
ptrccdt 


•tiin'irs'i.'H;: 




3-38 






Th.«mP 


0.633 

0.461 




PTcdpiUted bovine senim-ftibumin, repeatedly 
w«hed. 


0.00 







These experiments of E. W. Reid (I.e.) show that the osmotic 
pressure of one and the same substance (egg-albumin) varies at 
the same concentration between the values zero and 15.71 mm. 
of mercury. They also betray the important fact that the ash 
content of a colloid is not fundamentally responsible for the value of 
its osmotic pressure. The osmotic pressure of a preparation hav- 
ing the greatest ash content is zero, for example. 

The followii^ example, taken from R. S. Lillie (I.e.) is intro- 
duced to illustrate the influence of shaking. 



(According to R. S. Lillie) 



Pure gelatine 

Pure gelatine shaken. . 
- ■ >aCl... 



Gelatine + " N 



Gelatine + " NaG, sliakeni 

Gelatine + " Na.SO, I 

Gelatine + "t Na,SO, 

shaken , 



S3 



3". 3 



Pure albumin 

Pure albumin shaken. . . 
Albumin + " NaCl.-.. 
Albumin + "^ NaCl, 
Albumin + -^ Nal 8.9 

, Albumin + -. Nal, , 6.6 

'' sJuken 
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It is a remarkable fact that while the osmotic pressure of gela- 
tine is increased by shaking, that of egg-albumin is decreased. 

Table 48 illustrates the influence of stirring on the osmotic 
pressure of colloid solutions. 

Table 4S. — Intliiencx oi SirssiNa on Oskotic Psxssube or BENiopm- 

PCUK Solutions 

(According to W. BilUs and A. von Vegesack) 



A. BwiKipunrafin low io electrolyte. 




Houn 


coin ran 


Remarki 


Houn 


column 


Remula 




5 

5 
S 

s 

s 

5 
5 


9 
9 
9 
9 
9 

8 

8 
8 
9 
9 
9 
8 
8 
7 
7 


6s 
SO 
68 
86 
07 
18 
40 
60 
64 
66 
16 
37 
9» 
08 
16 
39 
98 
99 
16 

« 


Not Stirred 

Not stirred 

Notatirred 

Stirred 5 min 

Stirred s min 

Stirred s min 

Stirred 5 min 

Stirred S min 

Stirred 5 min 

Stirred s min 

Stirred 5 min 

Not stirred 

Stirred 5 min 

Stirred S min 

Stirred s min 

Stirred s min 

Stirred s min 

Stirredsmin 

Stirred 5 min 

Not stirred 

Stirredsmin 


5 
'S 
18 
378 
436 

4SO 


i.JS 
'■34 
1.30 
l»4 

i.)6 


Stirred. 
Not aUrred. 
Stirred. 

Stirred 1 hr. daily. 
Stirred 7 hrs. pre- 
viously. 

Stirred 7 hrs. pre- 
vioudy. 


so 


MS 
167 


1.14 
1.19 
1.09 




13 
>4 
»S 

18 
28 


Stirred during d»y. 
Stirred 6 hts. 
Stirred 6 hrs. 
Stirred 6 hrs. 



This table shows an increase in osmotic pressure with every 
stirring, even though the effect is but transitory. The increase 
occurred three times in the data given. It is also apparent that 
solutions containing small amounts of electrolytes are more sensi- 
tive to this influence than those richer in these which are scarcely 
affected. Gelatine behaves similarly, as shown in Table 47. 

In discussing the influence of time upon the osmotic pressure 
of colloids we need to distinguish between its variations when a 
colloid is simply left to itself in an osmometer and its variations 
if the same colloid is measured at different periods. Tlie first 
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relation is evidenced in the left-hand column of Table 48. This 
benzopurpurin showed a rise to 1.21 cm. after 310 hours; while 
the capiUary rise in a similar tube amounted to 1.12 cm. The 
osmotic pressure was therefore 0.09 cm. In illustration of the 
influence of age upon the solutions, these authors found a dialyzed 
solution of 0.00103 normal night-blue to yield a maximum osmotic 
pressure of 15.52 cm. of water after 2 days; after 6 days, 4.24 cm.; 
and after 11 days, 4.08 cm. 

When we survey these facts we are struck by the great in- 
constancy of the osmotic pressure of colloids as compared with 
that of molecularly dispersed solutions. The osmotic pressure 
of colloids is variable, being greatly modified by mechanical treat- 
ment, age, etc. Such sensitiveness is unknown in molecular dis- 
persoids. It is true, of course, that the experiments of W. Spring' 
have shown that even ordinary salt solutions, for example, are 
not absolutely stable in their conductivity, their optical properties, 
etc., but these variations are very small when compared with 
those exhibited by colloids. The reasons for this great variability 
are to be sought in the changes of state of colloids, such as varia- 
tions in their degrees of dispersion, states of aggregation, etc., for, 
which many different causes may be responsible, as will be dis- 
cussed later. The osmotic pressure of colloids, more especially 
of emulsoids, varies therefore as does their viscosity, 

4. Lifluence of Concentration an Osmotic Pressure of 
Colloids. — The osmotic pressure of molecular dispersoids, as is well 
known, is governed by the important law of Pfefifer-van't Hoff: the 
osmotic pressure is directly proportional to the concentration. The 
relations in colloid systems are not so simple. Examples are 
known, in which the law holds approximately, but there are also 
those in which the osmotic pressure increases faster than Ike con- 
centration, or more slowly than this. Perhaps nothing better demon- 
strates the inappropriateness of applying without due considera- 
tion, the "solution laws" valid for molecularly dispersed systems 
to colloid systems, than this variability of the concentration 
function of the osmotic pressure of colloids. 

The following results of W. Biltz and A. von Vegesack {l.c.) 
on purified congo red may serve to illustrate the first of the three 

3 (igio), where refeieDces to earlier papiera on 
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possibilities, namely, that wherein concentration and osmotic 
pressure are approximately proportional. W. M. Bayliss (I.e.) 
also noted this proportionality in concentrations ranging from 
0.07 to I percent by weight. 

Table 49. — Relation of OsHonc Pr^siike to Concentration in Dialyzed 

Congo Red Solutions 

(According to W. Biltz and A. von Vegesack) 







in cm. p 








O.S39 norm. 


4-lScni 


0.770 




08 


S.i5cm 


o 


75s 




44 


io.i4cm 





sss 




So 


U-oocm 


1 


778 




ISS 


14.62 cm 


1 


678 




87 


18.70 cm 




ss. . 




33 


ii-SScm 





«7 




59 


25-04 cm 





6,8 


4-3' 


25.30 cm 


058; 



The constants are all of about the same order of magnitude. 
Gum arabic behaves similarly according to W. Ffeffer (Lc). 

Table 50.— Osmotic Pkessuke of Gck Abasic in Different Concentrations 
(According to W. Pfeffer) 

Couccntntioii OiaiDCic prcuurc in cm.. H|. p 



The observations of J. Duclaiix (_l.c.) on the same substance 
and given in Table 51 should be compared with these. 

Some illustrations of how the osmotic pressure may increase 
more rapidly than the concentration are given in Table 51. 

As readily apparent, the ratio ^ increases greatly with rising 

concentration. This is altogether different from the behavior 
of molecular dispersoids, in which, so far as known, the opposite 
occurs as the concentration rises. That the experimental methods 
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IS 





*," 




!l 

|2 

1" 
Jl 

ie 

SI 

Ii 

!1 

II! 

lis 


^ 


- 


s'^l 




I-" 


1 

J 


*1W 


■J !i" 


(§ - " s 





Is-S-r 


1 

1 

1 


*HJ 


«> ^« « »- 


' 


aS'^.SLHRS' 


" 


|9«,SE£J 


i 


*.|U 


- » "? 


- 


^ j'^"" 


" 


|:-: 


1 


*.u 


about 1.4 
about 1.7 
about 5.0 
about 8.7 
about ij.o 


T ?■* *? ■? 


a!?°q 


i:i:t 


i 


about 0.15 
about 0. a 
about 0.4 
about o.S 
about 1 .84 


about I .08 
about 1.04 
about 3 . 05 
about 3 . 35 
about 8.36 
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used by Duclaux are not responsible for this behavior is shown 
by the experiments of W. Biltz and A. von Vegesack (Lc.) included 
in the table as controls. 

A relative decrease in osmotic pressure with increasing con- 
centration, a relation typical of concentrated molecular disper- 
soids, has teen observed by B. Moore and H. Parker (/.c.) in 
sodium oleate solutions. Thus a 0.5 percent solution showed a 
maximtim osmotic pressure of 14.4 mm. (at 55°), while a 3 per- 
cent solution showed one of 37.2 mm, (at 40"), The two quo- 
tients, ^, are 288 and 124 respectively. In other words, a six- 
fold increase in concentration caused only a two and one-half fold 
increase in osmotic pressure. Table 52, containing the exceed- 
ingly careful experimental results of E. W. Reid (I.e.) on the 
osmotic pressure of repeatedly crystallized hemoglobin, illustrates 
strikii^ly what has been said. 



(According lo E. W, Reid) 



3.76 percent | 


14.5° 


.,«„. 


4-35 
4. II 


4.58 , 


•s 




3-71 


4-9S 


15 




3.84 


S.70 ' 


15 




3S» 


6.0s 


IS 




3.63 


6.07 


IS 




3.79 



Dbregarding some slight irregularities, the decrease in the 
quotients is unmistakable. The differences are brought out most 

p 
plainly if the variation of the quotient, „' is represented graph- 
ically. This has been done (in arbitrary units) in Fig. 53. The 
three different types are easily recognized. 

It should be mentioned that J. Duclaux (I.e., 1910) has ob- 
served a minimum for the quotient in the case of Berlin blue, 
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though he has himself raised some doubts as to the reliability 
of his measurements.' 

The theoretical sigm'ficance of these' different concentration 
curves we shall discuss later (see p. 362). 

5. Influence of Tempeiatuie on OsmoticPTessuTe of Colloids. 
— C. J. Martin and W. M. Bayliss (I.e.) state that the osmotic 




Concentration — »■ 
—Relation between concentration in colloid sysl 



11 uid the quotient of the 



pressure of albumin, hemoglobin and congo red varies rectilinearly 
with the tempjerature, in other words, directly with the absolute 
temperature. This statement would make Gay-Lussac's law 
valid for these solutions. The Endings of B. Moore and Roaf 
(I.e.), J. Duclaux (/.c), W. BUtz and A. von Vegesack (I.e.), 

> The measurements at W. Pfefler on gum uabic, given in Table 50, also show & 
miiumum value for the quotient w 
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contradict this. Moore and Roaf found the osmotic pressure 
of gelatine solutions to inaease considerably faster than the 
absolute temperature. Technical night-blue solutions show an 
analogous behavior, according to the figures of W. Biltz and 
A, von Vegesack, contained in Table 53. 

Table s3- — Influence of Teupebatuke on Osuonc Pressukx of a 3.49 

NoBUAL Solution or Technical. NtGBT-BLtTE 

(According to W. BDu and A. von Vegeswk) 



_. T...„.»^ 


P 


t 


S73 


6.JI 


0.021 


»S *t)8 


lo.Si* 


0.036 


SO 3!i3 


13.83 


0.043 


70 343 


i7-6g 


o.oso 



•Average of two experiments. 

J. Dudaux has observed the opposite to be true of iron hydrox* 
ide sol. In this, the osmotic pressure decreases not only rdaiively, 
but even absolutely, with rising temperature. There exists no 
analogue for this in the field of molecular dispersions. Duclaux 
found the following: 



Temperature 

Osmotic pressure (ci 



• C»7S) 



D.083 



as' (298) 70" (343) 



Figure 57 shows graphically how differently the osmotic pres- 
sure of different colloids varies with chains in the temperature. 
The dotted line represents the ideal case in which there exists 
simple proportionality between the two as is the case, at least 
approximately, in molecular dispersoids. 

It should now be pointed out that B. Moore and Roaf (/.c.) 
and R. S. Lillie {I.e.) observed interesting thermal afltr-effects 
or so-called hysteresis phenomena in gelatine solutions. Thus 
gelatine solution which has been heated continues to show a 
higher osmotic pressure for some time after cooling than when 
kept continuously at the lower temperature. The following Table 
54 taken from R. S. Lillie illustrates this. It also shows that the 
differences first noted between the previously cooled and the pre- 
viously warmed gelatine become less with time. 
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Table S4- — Inplhince 



HiSTOKV ON Osmotic Pkessusb of 
Percent Geutine 
(According to R. S. LUlie) 
Osmotic Pressure at Room Temperature in Mm. Hg. 



Abo of Uw ■ulutbn 






6J-J0' 


idfty 


SO 


6.4 




Sdsys 


S-o 


5-3 




.day. 


4-9 (chiUed 


6.0 




. day 


SI 


6. J 




. day 


S.6 


6.0 






ighhb/ua 



This behavior also is unknown among the molecular dis- 
persoids. 

6. Lifluence of Added Substances on Osmotic Pressure of 
Colloids. — The influence of added substances upon the osmotic 
pressure of a given system, is, according to the classic theory of 
molecularly dispersed solutions, purely additive. In other words, 
the pressure exerted by the added substance is added to that of 
the original system. There exist exceptions to this rule, of 
course, and usually in the sense that the calculated osmotic pres- 
sures are found to be greater than those actually observed. 

The effect of added substances on the osmotic pressure of col- 
loid systems is more complicated. Under this heading also, 
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concentration and temperature functions are encountered which 
not only do not correspond with any observed among molecular 
dispersoids, but which among themselves show great differences. 

The influence of added substances may be studied by adding 
them in equal concentration to both the inner and the outer 
liquid. The important experiments of R. S. Lillie (I.e.) were 
carried out in this way. 

Acids and alkalies may either increase or decrease the osmotic 
pressure of different colloids. Sometimes one and the same 
colloid may show both types of behavior. Often very small 
quantities of hydrogen or hydroxyl ions are sufficient to cause 
noticeable effects. W. M. BayUss (l.c.) found the osmotic pres- 
sure of very pure (and highly dispersed) congo red to fall from 207 
mm, to lao mm. when the outer water (conductivity water) 
surrounding his osmometer was replaced by the same water satu- 
rated with carbon dioxide. The stronger acids produce, of 
course, still more marked effects. The addition of alkali in- 
creases the osmotic pressure until a maximum is reached, beyond 
which it falls again. Table 55 gives a part of R. S. Lillie's results 
with gelatine.^ 

Table 35. — Influence of Acids and Alkalies on Osmotic Pbessuke of 
r,5 Percent Gelatine 
(According to R. S. Lillie) 



^ 




s 


J 


g 


! 


7 u 


n/3100 


ICl 


6 


8 


n/3io< 


>KOH j 


14.1 


n/aoso 




13 


3 


a/610 




»3.7 


n/isso 




1 " 


9 


n/4" 




as-i 


n/ioa4 




! 16 


5 


n/3.0 




19.0 


11/770 




1 31 


4 








n/620 




34 


9 








n/413 




1 39.3 









As can be seen, low concentrations of acid lead to a slight but 
definite minimum of osmotic pressure. With higher concentrations 
' Sec also the analogous findings of H. E. Roaf (!.c.) on hemoglobiD. 
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there occurs •a sharp increase in osmotic pressure which rises 
steadily for a time with increasing concentration. R. S. Lillie 
thinks it probable that beyond a certain point a decrease in os- 
motic pressure would again occur. Within the concentration 
range studied, alkalies led only to an increase in osmotic pressure. 
Figure 58 shows graphically this variation of the osmotic 




Conc9ntraHon - 



Pig. 58.— Effect < 



pressure of gelatine solutions with the concentration of the added 
acids and bases. 

Contrary to the findings in the case of gelatine, the osmotic 
pressure of egg albumin is always lessened by the addition of 
hydrogen or hydroxyl ions. Table 56 shows this. 

In the case of the acids a definite minimum again appears. 
The type of curve, at least for albumin, is therefore not so funda- 
mentally different from that for add gelatine. 
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Table $6. — Influence of Acms and Alkalies on Osuonc Fressuse of 

1.5 Pekcekt Ecg AunioN 

(According to R. S. Lillie) 



HQ 


KOH 




0*moIicpr««n 
in mm. Hg. 




°T'^«.'ifr" 





15-6 


^ 


as.6 


11/3100 Ha 


10 


7 


n/3100 EOH 


14.1 


n/ra40 


It 


S 


ji/1140 


11.6 


n/6M 


14 


1 


n/6io 


10.3 


n/4ia 


10 


4 


n/4ia 


tS.o 


ii/3to 


" 


' 


n/3to 


17.0 




To illustrate the varied influence of salts the following examples 
may be given. Technical night-blue contains a considerable ad- 
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mixture of electrolytes. If they are removed by dialysis its 
osmotic pressure increases, as shown in Table 57. 

W. M. Bayliss (/.c.) obtained analogus results for congo red. 

The behavior of gelatine and albumin toward added salts has 







0.00} .002 003 normal 

Concentration > 

Fig. 60.— Relation between iatemal friction (upper figure) and ty. 
(lower figure) in albumin solutions when acid or alkali is added in different ci 
tions. (Prom experiments by Wo. Fault nndhisco-workersand A. 5. LiJJu.) Only 
the percentage increase in viscosity and not its absolute value could be given in the 
upper figure. 

been extensively studied (B. Moore and co-workers, R. S. Lillie, 
etc.). The following general truths are taken from the findings 
of R.S. Lillie: 
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Table 57. — Osuonc Pkersuke or Puwtied Nicht-blue anp o» 
CuNTAiNiNG Electrolytes 
(According to W. BUtz and A. von Vegesack) 





Purified coUoid 






Col 










00 


inc Tt™ 


Coaeeatratioi. 




Conoentnttoo 


Oimetic pTMnin 

in cm. 


1.30 




1 


S.81 


l.ao 


4-73 


>-74 




1 


13 


70 




S8 


S-IO 


1.17 






16 


64 




60 


5-31 


».6r 






11 


99 




96 


6.34 


3*4 




1 


10 


»4 




36 


7-90 


3-91 






*s 


33 




73 


9 ■4a 


4-34 






3» 


18 




49 


11.19 


S-ai 






37 


34 




76 


14.10 


6.08 




j 


43 


94 






,0.8. 



The addition of salts always causes a decrease in the osmotic 
pressure of these colloids. The degree of this decrease varies 
with the concentration and with the nature of the anion and 
cation. Generally speaking, the neutral salts of the alkali metals 
cause the smallest decrease. The salts of the alkaline earths are 
more effective and those of the heavy metals most effective of 
all, though they vary considerably among themselves. With 
salts having a common cation the order of the anions, when that 
most effective is given first, is about as follows: 

SO,>CI>NO,>Br>I>CNS' 

The cations similarly arranged follow the order: 

heavy metals > alkaline earths > alkali metals. 

Table 5S details some of the actual experimental findings. If 
the validity of the above-mentioned conclusions is to be tested, 
the data of the original papers must be consulted for the experi- 
ments differ considerably among themselves. 

Figures 61 and 6z also show the complicated effects of the con- 
cenlration of the added salts upon the osmotic pressure. The 
original paper (/.c, p. iii) must be consulted for the detailed 
data upon which these figures are based. 

' Foe similar findings on hemoglobin see the work on H. E. Roaf ({.«.}. 
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Table s8. — Intldince oi Salts on Osuonc Pkessure or Colloids 
(Accordiag to R. S. Lillie) 




m/34 NsQ 
ni/J4 N.8r 
m/14 NbI 
n/14 NaNOi 
m/14 NaCNS 
m/14 Niu304 



ni/i4 KC1 
.6 ■ ni/a4 KBr 
.0 . m/a* KI 
8 n)/34 KMOi 
,3 m/n KClOi 
.0 m/a4 KBcOt 
m/14 KCN3 
m/14 KiSOi 
m/14 KCOOCHi 
' m/14 KiCtO. 



m/06 MbCIi 
m/»6 CaCli 
m/96 arCli 
m/»6 BaClt 



m/96 MgCI. 
m/06 CiCli 
m/lifi SrCli 



3mlti of the huvy mftoll 



S p«rcMit Blbumin 1 



1.15 psreant gelatina 



m/«6 MdQi 

111/9* coa>" 

111/96 CiICli' 
ai/9i I>b<NO0i* 
si/oO CuCli* 



# 



j m/4B LiCl 
m/4R N'aCl 
I m/4g KCL 



m/4BLiC1 
I m/4» NaQ 
'. m/4S KCl 
I m/48 N'HiCI 



*A precipitate is formed. ' 

It is interesting to compare the behavior of the two colloids 
toward the same added substance. While the salts of the alkali 
metals produce about the same effect upon both (the sulpho- 
cyanate having the least effect, the sulphate the greatest) almost 
opposite effects are produced on albumin and gelatine when 
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other salts are used. Among the alkaline earths, SrCU and 
MgCli produce a greater effect on albumin than CaCU or BaCb. 
When gelatine is used the reverse is the case. Of the salts of 
the heavy metals, CuCli affects albumin more than CoCIi. The 
opposite is true for gelatine. Such contrary effects are not so 
evident when the cations are compared. 

On the basis of the investigations of S. Posternak.,^ Wo. Fauli* 
and R. Hober,' we are, no doubt, correct in referring these dif- 
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MCMS o-V~ 
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ma,*^,. 


\\M.Ac^Jy^ 




waOjS^ 


w \-_^j;;;^[[' 




«.o,/»/' ..^ 


^ 





ferences in behavior to the diffeiynces in the reaction of the two 
colloids. Fresh (native) albumin, such as R. S. LiUie used, has a 
slightly a/;^a/inc reaction, while commercial gelatine is always 
acid. The differences in the effects of an added salt upon an 
"acid" or an "alkaline" albumin so far as its internal friction 
was concerned were discussed in §25. It is of much interest that 
the osmotic pressure of colloid systems should also be so greatly 
dependent on the acid or alkaline reaction of the colloid. 

>S. Postcrnak, .Ann. de I'Insl.-rastcur, IJ, «s (1909) 
' \Vi.. I'aiilE, Hufmi-kli'r's Bfitr., 5, :; Iiqoj). 
' R. Hijber, Hofmtister's Bcilr., II, 35 (1907). 
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The influence of electrolytes on the osmotic pressure of col- 
loids may show hysteresis. The after-effects of temperature were 
discussed on p. 249. If, in the osmotic study of a gelatine + 
acid mixture, the outer liquid is replaced by distilled water, the 
pressure column gradually sinks. But to attain its original level 
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ConcenAnyh'on 

c pressure of albumin. 



(Accordiag ti 



requires days, and maybe weeks, before the osmotic pressure of 
the pure gelatine is again reached, even when the acid which 
dialyzes out very rapidly, is constantly removed by frequent 
changes of the water (R. S. LilHe). Such lagging before equilib- 
rium is finally attained is unknown in the osmosis of molecular 
dispersoids. 
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Our knowledge of the influence of non-electrolytes on the 
osmotic pressure of colloids is still limited. An investigation of 
this question would doubtless bring out many interesting facts. 
Table 59 reproduces some of R. S. Lillie's (I.e.) results, in which 
but small differences of both a positive and a negative nature 
appear. Obviously, higher concentrations of alcohol, acetone, 
etc., might cause a decided decrease in the osmotic pressure of 
these colloids. 



(According to R. S. Lillie) 
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Gelatine i 


2S percent 


in/6 cane sugar 
in/6 dextrose 
m/6 glycerine 
m/6 urea 


6.2 
6.6 
S 8 
5.9 
7 3 


m/6 dextrose 
i m/6 glycerine 
m/6 urea 



7. On the Theory of Osmotic Pressure of Colloids. — In the 
classic theory of osmosis in molecularly dispersed systems, as 
formulated by J. H. van't Hoff, on the basis of W. Pfeffer's (I.e.) 
experiments, the absolute concentration, in other words, the 
number of molecules in llie unit volume alone determines the amount 
of the osmotic pressure (at constant temperature). The osmotic 
pressure is directly proportional to the number of molecules and 
to the absolute tem[)crature. Sv. Arr'henius assumed a dissocia- 
tion of the molecules into ions, in the case of the electrolytes in 
which a gram molecule in the unit volume shows a higher osmotic 
pressure than that calculated. On the other hand, when uncx- 
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pectedly low osmotic pressures were observed, as in high con- 
centrations of different substances, it was held that there occurred 
association, polymerization, etc., of single molecules to larger 
aggregates, or that the dissolved substances combined with the 
dispersion medium to form solvates, etc. But whatever the ir- 
regularities observed, they were uniformly reduced to either an 
increase or a decrease in the number of particles actually present 
to the unit volume as compared with their calculated number. 
The number of particles has, in other words, in this classic theory 
of solution, been regarded as the most important if not the 
sole variable. 

When the osmotic phenomena of dispersed systems are viewed 
in a more general way, especially in connection with other forms 
of movement, as Brownian movement and diffusion, it becomes 
evident that several other variables, not considered in the classic 
theory of osmosis, play an important part. They are the degree 
of dispersion and the type of the dispersed phase, together with 
such associated properties, as degree of hydration, etc. It makes 
no difference in the classic theory of osmosis what is the size of 
the dispersed particles, or whether we deal with molecularly and 
ionically dispersed phases or with coarse dispersions. Nor does 
the type of the dispersed phase matter, or its degree of hydration, 
except in so far as through hydration a portion of the solvent may 
be withdrawn, thereby causing an increase in the molar concen- 
tration. With any given substance in a given dispersion medium, 
each particle, no matter what its type or size, behaves like a 
molecule, and if N particles {Avogadro's number) are present in 
the unit volume, the system will exert unit osmotic pressure. 

It is evident that we may not thus assume the independence of 
osmotic pressure, say of the degree of dispersion, when we come to 
deal with systems which have not a maximum degree of it, as in 
colloid solutions. To do so would be to deny the importance of 
the relations between osmosis, diffusion and Brownian movement. 
We cannot ascribe the small pressures exhibited by colloids to a 
low "molar" concentration of the colloid phase. Just as certainly 
as highly dispersed phases possess a greater Brownian movement 
and a higher diffusion coefficient, even independently of their 
concentration, equally certainly must they show a greater osmotic 
pressure than less dispersed ones, other conditions being equal. 
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Only a theory of osmotic phenomena that considers the degree of 
dispersion of the system, in addition to concentration and tempera- 
ture, can prove universally valid for all dispersed systems. 

It is not difficult to bring experimental proof for such theo- 
retical deductions. In fact, no one who tries to account for the 
great sensitiveness of the osmotic pressure of colloids to different 
influences, can escape considering changes in those characteristic 
variables of colloids, namely, their degree of dispersion and their 
type, as responsible for it. The variations in the osmotic pressure 
must be explained by the same kind of changes by which we 
explain, for example, the variations in their internal friction, 
namely, "changes in state." 

The influence of degree of dispersion upon osmotic pressure is 
very evident in congo red- W. M. Bayliss {l.c.) prepared a pure 
and highly dispersed congo red by allowing NaOH to diffuse into 
its free acid contained in an osmometer.' While the free acid is 
pronouncedly colloid, as betrayed by the fact that it is readily 
resolved ultramicroscopically, congo red prepared in the manner 
described, cannot be thus resolved. But it can be as soon as 
traces of electrolytes are added. Even the carbon dioxide of the 
air suffices to do this. At the same time, the osmotic pressure 
of the system decreases. All factors which cause a decrease in 
degree of dispersion, as the addition of electrolytes, ageing, shak- 
ing, etc., reduce the osmotic pressure. Other factors which in- 
crease the osmotic pressure, as the addition of alkalies, also 
make the ultramicroscopically heterogeneous structure give way 
to an optically homogeneous one. 

The fact observed by J. Duclaux* that the osmotic pressure of 
a red gold hydrosol is considerably greater than that of a blue 
one also belongs here. We have every reason for believing that 
blue gold sols are not as highly dispersed as red ones. 

The view advanced here that changes in the state of a colloid, 
more especially variations in its degree of dispersion and its type, 
are of particular significance in determining its osmotic pressure, 
is perhaps most clearly demonstrated by the close analogies be- 
tween the osmotic phenomena exhibited by colloids and their in- 

' The similar behavior of freshly prepared silicic acid is discussed o» p. 23a. 

* J. Duclaux, Compt. rend., 14S, igs (iqoq); for a description of the special 
method used by this author in determining the osmotic pressure see this paper and 
Koll.-Zeitschr., 3, 134 (190S). 
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ternal friction and swelling. The close relationship between these 
processes is brought out not only by emphasizing that age, pre- 
vious thermal history and mechanical treatment affect all of them 
in the same general way, but by the fact that they do this often 
down to the minutest details. This is clearly apparent when 
we compare the influence of acids and alkalies on the osmotic 
pressure (R. S. LiUie) with their effect upon the internal friction 
(Wo. Pauli, etc.). Still more striking, perhaps, is a comparison 
of the effects of acids and alkalies on the osmotic pressure of 1.25 
percent gelatine solutions (R. S. Lillie) with those of these same 
substances on the swelling of gelatine discs (Wo. Ostwald).^ 
Here the agreement is perfect even to details (see Figs. 58, 59, 
pp. 251, 252),' In connection with these facts the influence of 
added substances on the viscosity of gelatine solutions, as given on 
p. 173, should also be studied. 

As a matter of fact, the relation between osmosis and swelling 
b close even when the question is viewed from a theoretical stand- 
point. In the place of a selectively permeable membrane, we 
have the structure of the material undergoing swelling which 
hinders the movement of the dispersed phase into the dispersion 
or swelling medium. The process leading to the highest attainable 
homogeneous (spatial) distribution of swelling substance and 
swelling producing medium, is possible only if the structure and 
the specific surface of the swelling body change simultaneously, 
while the spatial continuity of the two phases to each other re- 
mains. If this continuity is destroyed, as by increase of tem- 
perature, above a critical value, then instead of swelling, solution 
occurs. Besides these analogies between the osmosis and the 
swelling of colloids (as weli as between osmotic and swelling 
pressures), characteristic differences also exist between them. 
In the process of swelling, a radical change in state, namely, an 
increase in degree of dispersion takes place. In the osmotic 
processes of molecularly dispersed systems, the specific surfaces, 
etc., of the dispersed particles remain constant and only the re- 

> Wo. Ostwald, PBUger's Arch., 108, 563 (1905). 

* According to R. S. LiUie the acid minimum is &bout one-tenth that found by 
Wo. Ostwald in bis experiments on swelling. Bat since the latter minimum is 
practiullr identical with that of the viscosity maximum of dUute gelatine solutions 
■s found by P. von Schroeder (p. 173) and agrees fully with the acid maiimum 
for albumin solutions (see H. Handovsky, Koll.-Zeitschr., 7, jgi, igio) Lillie's figure 
evidently represents an enor either in measurement or calculation. 
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lation of number of particles to unit volume changes. But when 
colloid systems are under discussion the processes of swelling and 
osmosis again agree; in fact, the osmosis of colloid solutions might 
well be termed a "swelling of liquids" in contrast to the usual 
swelling of solids. 

In considering the enormous effect of acids and alkalies on the 
osmotic pressure of colloids one might try to save the classic con- 
ception of osmosis by assuming an increase in the molecular con- 
centration of the albumin particles, caused, say, by hydrolytic 
cleavage. But examination of this idea leads to an exactly opposite 
conclusion, for, as Wo. Pauli* has emphasized, and as St. Bur- 
garsky and L. Liebermann first showed, the observed freezing 
points of mixtures of acid and alkali with albumin are not as low 
■as those obtained by adding together the effects which albumin 
and the added substance produce alone. A decrease in the molar 
concentration therefore occurs, either by chemical or adsorptive 
union of albumin with electrolytes. The addition of acids and 
alkalies as emphasized in the discussion of viscosity on p. 174 
leads to the formation of a larger number of albumin ions which 
are capable of holding more water than the neutral albumin 
particles. The emulsoid properties of the system, originally 
relatively low, are, therefore, greatly increased, as betrayed, for 
example, by the rise in its internal friction, indifference toward 
salt, etc. 

The remarkable effects of concentration and of temperature 
on the osmotic pressure of a colloid will some day, no doubt, be 
similarly explained through the changes in the state of the colloid 
produced by them. It need but be recalled that the degree of 
dispersion and the type of the dispersed phase are, at times, 
a function of the concentration and the temperature as discussed 
on p. 35, When ^e degree of dispersion decreases with rise in 
concentration, as in soap solutions, then the (relative) osmotic 
pressure must decrease. Actually this is found to be true not 
only for soap solutions but also for hemoglobin {see Table 52 
on p. 246). Analogous considerations hold for the effects of 
temperature on the osmotic pressure of different colloid systems. 
The many and complicated possibilities for great variations in 
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behavior, especially among the emulsoids belonging to the number 
of the complex dispersoids, may be foreseen, especially when the 
additional variations which may be introduced through changes 
in the electrical properties are kept in mind. The suspensoids, 
which assume but one form, will show a simpler behavior. That 
this is so is borne out by the observations on dyes of the suspen- 
soid type, as congo red, benzopurpurin, etc., as studied by W. M. 
Bayliss (I.e.), W. Biltz, A. von Vegesack (U.) and others. The 
problem of the future is more the problem of analyzing the type 
of these various colloid changes than that of settling whether or 
not the observed peculiarities can be explained on the basis of the 
classic theory of osmosis. 

In a word, then, the osmotic pressure of most colloids is by no 
means only a function of the number of particles in the unit volume, 
but varies with the changes in the state of these systems, more espe- 
cially with the changes in the degree of dispersion and the type of the 
dispersed phase. The value of the osmotic pressure is therefore a 
more complex function in the case of colloids than in molecularly 
dispersed systems, and may not offhand be made identical with the 
latter. In fact it seems impossible, for these reasons, to assign 
absolute values to the osmotic pressure of colloidally dispersed 
systems. Th[s is true of all emulsoid and complex dispersoids, 
while simpler relations, resembling those valid for the molecularly 
dispersed systems, seem to exist in the case of suspensoid systems 
(see the succeeding paragraphs). Perhaps future investigators 
will find it best to reserve the concept of osmosis for molecular 
dispersoids and to use another term like hydration (solvation) 
for the phenomena observed in colloid and coarsely dispersed 
systems. Such a term would constantly bring to mind the impor- 
tant difference between the two kinds of phenomena. 

8. Determination of the "Molecular Weight" of^ Colloid 
Systems by Osmotic Means. — As is well known, the molecular 
weight of a dissolved substance may be determined from the os- 
motic pressure of a molecularly dispersed solution, by the follow- 
ing formula: 

in which M represents the molecular weight sought, 22.4 the 
"normal" osmotic pressure of a gram-molecule of the molecularly 
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dispersed substance at o°, c the concentration (in percent), p 
the observed osmotic pressure in mm. of Hg., Ti, the observed 
absolute temperature, and To, 273"- Since J. H. van't Ho£F 
first fonnulated this law the different investigators who have 
measured the osmotic pressure of colloids have, also, in many 
cases tried todeduce therefrom their "molecularweight." Indeed, 
there exist but few publications on the osmotic pressure of colloids 
in which there is not a column devoted to their " molecular weight " 
as calculated from the osmotic pressures. Many examples could 
be given of this. 

The striking thing about these "molecular weights" of colloid 
systems is their great absolute value and their great variability under 
different conditions. The former seems obvious enough in view 
of the low values found for the osmotic pressure of colloids of 
even simple chemical composition. The second, however, accord- 
ing to which the molecular weight varies under different cir- 
cumstances is, strictly speaking, a contradiction in terms, for by 
definition, the molecular weight is a constant. Eut disparities 
between the molecular weights of substances, as deduced from 
osmotic measurements and from analysis, have been observed 
in molecularly dispersed systems also. In other words, the simple 
proportion between osmotic pressure and concentration, as 
demanded by theory, has not always been observed to hold even 
here. Thus W. M. Bayliss (l.c., 1910) cites the fact that the 
molecular weight of alcohol dissolved in benzene rises from 50 
to 208, is quadrupled, in other words, in passing from a con- 
centration of 0.494 percent to one of 14.63 percent. It must be 
left to the students of the molecularly dispersed solutions to inter- 
pret these contradictions between their fundamental equation and 
its applications. But so far as the colloids are concerned, such a 
calculation of molecular weight from osmotic measurements can 
never be attempted with safety because it is wrong in principle. 
Not even the sense of l/ie variations in the osmotic pressure of colloid 
solutions and their concentration need be the same in all cases. On 
p. 245 it was pointed out that, according to J. Duclaux, the 
osmotic pressure of iron hydroxide sol increases more rapidly than 
its concentration. Thus, while we generally observe an increase 
in the molecular weight with increasing concentration, . due 
to the relatively smaller increase in the osmotic pressure, in the 
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example just quoted we observe a decrease in molecular weight, 
even to one-tenth the original. The "molecular weights" of 
acid and alkali albumin would even be found to yield complicated 
curves with maxima and minima related to the concentration of 
the added electrolytes. In fact, two or three entirely different 
concentrations of acid or alkaU would be found in which the molecu- 
lar we^hts of the albumin, or its combination with an electrolyte, 
would be the same, thereby contrasting with the molecular weights 
observed in all other concentrations. Similarly, salts would 
affect the "molecular weight," making it either rise or fall, 
depending solely upon the concentration of the added electrolyte. 
Depending upon the acid or alkaline reaction of the colloid, the 
"molecular weight" of a colloid might be either raised or lowered 
on adding a salt. With rising temperature, the molecular weight 
of some colloids would be increased, of others decreased. The 
"molecular weight" of a colloid would be changed by shaking or 
stirring, by ageing and by being warmed either slowly or rapidly. 
These illustrations will suffice to demonstrate the impropriety of 
applying the ordinary concept of "molecular weight" to colloid 
solutions.* It is hard to see how a "constant" which varies 
between several hundred and infinity with concentration alone, as 
in soap solutions, can be of any value in the physico-chemical char- 
acterization of a system. 

In this condemnation of the value of "molecular weight" 
determinations of coUoidally dissolved substances by osmotic 
methods,^ it is not maintained that there may not exist transition 
systems between colloidally and molecularly dispersed systems in 
which there is at least an approximate proportionality between 
osmotic pressure and concentration, and therefore a proper basis 
for the calculation of the molecular weight. In fact, W. M. 
Bayliss (l.c.) discovered such a system in congo red, freshly pre- 
pared by the method described above (see also W. Biltz and 
A. von Vegesack, l.c). This dye when fresh and free from 
electrolytes, is highly dispersed, as evidenced by its ultramicro- 
scopic properties, its considerable osmotic pressure, etc. In 
this pure condition a 0.465 percent solution yields an osmotic 
pressure of 60 mm. of water. If now, by the formula given above, 

n J. Duclaui, Compt. rend., 148, 714 (ijk*?)- 



* For the detertni nation of the "molecular weight"of colloids by indirect methods, 
OS hy measuring the vapor tension, the boiling 01 freezing points, etc., see p. 14s. 
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the molecular weight of the pure congo red is calculated, the 
answer is a value of 90 to 95 percent of that obtained by analytical 
methods (696.47), W. Biltz and F. Pfenning obtained similar 
results. This shows that pure congo red behaves like a typical 
molecular dispersoid, at least in its osmotic relations. The 
applicability of the above formula to the determination of the 
molecular weight of this dye is also evidenced by the direct 
proportionality existing between concentration and pressure, in 

■ C' 

Table 49, on p. 244. In cases of this type, and only in such, 
are molecular weight determinations by this method justified. 
Moreover, the considerable electrical conductivity of pure congo 
red solutions as studied by W. Biltz and A. von Vegesack further 
shows that we deal in this case with a molecular dispersoid rather 
than with a colloid, for high conductivity is not characteristic of 
typical colloids. 

9. On the Moleculo-kinetic 11ie(n7 of Osmosis in Colloid 
Systems. — In view of the successful applications that have been 
made of moleculo-kinetic conceptions to the quantitative study 
of the phenomena of movement exhibited in colloid systems, it 
may be asked if they may not also be of service in the theory of 
the osmotic pressure of these systems. A. Einstein and M. von 
Smoluchowski' have considered this question. They conclude 
that the osmotic pressures aj two equally concentrated but differently 
dispersed phases are inversely proportional to the cubes of the radii 
of their particles^ In other words, 

P. _ {r^y 

Pi XnY 

This highly interesting conclusion has not yet been tested 
experimentally. 

It is of interest that the above conclusion was reached on the 
basis of considerations in which it was assumed that the Boyle- 
Gay-Lussac law (direct proportion between pressure and con- 
centration as well as absolute temperature) was valid. This 
assumption holds, of course, only at great dili;tions. The Sved- 
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berg^ tried to determine indirectly the validity of the Boyle-Gay- 
Lussac law for colloids. An equation governing local changes in 
the motion 0/ particles showing Brownian movement, so far as extent 
and frequency are concerned, may be derived from the equation of 
von Smoluchowski {l.c.). A detailed exposition of this second 
equation and the considerations leading to it cannot be given here. 
The Svedberg, however, found highly diluted gold and mercury 
sols to obey it. He concluded, therefore, that the Boyle-Gay- 
Lussac law used in deriving the formula would also have to be 
valid for greatly diluted colloid systems. It is perhaps too early 
to concur entirely in this conclusion, since the number of mathe- 
matical assumptions in the formula is exceedingly great. Be- 
sides, Svedberg's figures (see especially their graphic represen- 
tation on p. 555 of his paper, l.c., 1910) themselves show that 
the law holds strictly only at a transition point, for only in very 
dilute concentrations is there strict agreement between observa- 
tion and theory. Deviations from the rule, and therefore from 
the Boyle-Gay-Lussac law, begin to appear in the case of a mercury 
sol as soon as its concentration amounts to J-^.io"'" normal, or 
about 0.000,000,000,3 percent by weight. In view of the slight 
practical significance of the concentration range over which it is 
valid, the law appears to be an ingenious theoretical deduc- 
tion rather than a means of studying quantitatively the depend- 
ence of osmotic pressure in colloid systems on concentration and 
temperature. 

Addendum : Other Types of Movement in Dispersoids 
The phenomena of movement observed in colloid systems 
under the influence of an electric current will be discussed at 
another time. At this point we merely wish to mention the phe- 
nomena of movement which occur under the directive influence 
of Aca/ and light. The botanists F. Stahi^ and W. Sachs' ob- 
served such directed movements in small solid and liquid particles 
while attempting in 1876 to determine to what extent the thermal 
and heliotropic movements of unicellular organisms (such as 
■ zoospores) depended upon biological properties and in how far 
they were merely passive. The directive influence of light on the 

• The Svedberg (I.e.), as well as Zeitschr. f. physik. Chem., 73, 547 (1910). 

• F. Stahl, Bot. Ztg., 715 (1876); Verh. d. ptiys.-med. Ges. Wurzhurg, 14 (1879). 
' W. Sachs, Flora, ^41 (1876). See also E. Strassburger, Jenaisch, Z. f . Naturw., 

i» {1878). 
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movement of dispersed particles was later studied in detail by 
G. Quincke.^ W. R. Whitney and C. J. Blake' have studied such 
light and heat effects on the movement of colloid particles in col- 
loid gold. The directive influence oj light on crystallization and 
sublimation should also be mentioned here.' 



§31. Filtration and Ultrafiltration of Colloid Systems 

I. FHtration of Colloid Systems. — A property which dis- 
tinguishes colloid solutions from coarse suspensions is the ability 
of the former to pass unchanged through filter paper. It is by 
this means that we recognize the formation of a colloid solution 
when we wash a precipitate with pure water. While typical 
colloids pass through all filter papers, somewhat coarser systems 
begin to he held back by hardened filter papers and by clay and 
porcelain filters as those of Berkefeld, Reichel, Chamberl^ind and 
Pukall. 

The filtrability of a dispersoid depends upon the size, shape and 
rigidity of its particles, upon the filtration pressure and the nature 
of the filter, more especially the size of its pores,* To determine 
the approximate size of the dispersed particles it is therefore well 
to know the average size of the pores of different filters. Such 
determinations, as made by H. Bechhold,* are given in Table 60. 

Table 60. — Size op Pobes in Filters 

(According to H, Bechhold) 



Pilter 


Average mm of 
to water) 


^£^, 




o.8<(-i.3M 




rater paper No. 556 (Schleicher and SchUll).. 
FUter paper No. 602 (eitra hard, Schleicher 
and SchUll). 


o.33-o.4if 













' G. Quincke, Report Brit. Assoc. Advanc. Science, Glasgow, 60 (1901); Drude's 
Ann. d. Physik., 7, 701 {903). 

• W. R. Whitney and C. J. Blake, Journ. Amer. Chem. Soc, a6, 1347 O904)- 
' See the summary of J. M. Eder, Photochemie, 3 Aufl., 113, Halte, 190G. 

' Details regarding this question may be found in the paper of E. Hatschek, 
J. Soc. Chem. Industry, 17, 538 (1908); also Koll.-Zeitschr,, 6, 354 (1910); 7, 81 
(1910)- 

• H. Bechhold, Zeitscbr. f. physik. Chem., 64, 338 (19S). 
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The original paper must be consulted for details of the methods 
used by Bechhold in arriving at the assigned values. 

As the table shows, typical colloids, with particles having a 
diameter of less than o.i;i, must be just able to pass through the 
filter lowest in the list. But even with pores of this size by- 
effects, known as "adsorption" effects, often appear, due to the 
action of the filter itself upon the dispersed phase. These lead 
to retention of the dispersed phase and so to a clogging of the 
pores of the filter. At other times coagulation processes occur 
due to this surface action. Whenever any of these things take 
place, filtration cannot, of course, any longer tell us anything 
definite regarding the size of particles in a dispersoid. 

2. Ultrafiltration of Colloid Sterns.— After W. Schmidt' and 
F. Hoppe-Seyler^ had found that solutions of albumin and of gum 
became more dilute by being filtered through animal membranes, 
C- J- Martin* discovered that coUoidally dissolved materials could 
be completely separated from their dispersion medium by being 
filtered through organic or inorganic gels. To give these a proper 
support he used Chamberland filters and impregnated them 
with gelatine or silicic acid. He could then filter liquids under 30 
to 100 atmospheres of air pressure without breaking the filter. 
By using this method, he was able to separate from the albumin 
a clear fiuid containing salt but entirely free of protein. Table 
61 contains the more important of his results. 

Such filtration through gels was next used by French investi- 
gators (Borrel and Manea, 1904; G. Malfitano, 1904; J. Duclaux, 
1905)* to separate the dispersed phase from the dispersion medium 
in different organic and inorganic colloids. They usually em- 
ployed collodion thimbles as filters. 

H. Bechhold' took an important step forward in this problem 
of filtration when in 1906 he discovered the permeability of gels 
to be a function of tlieir concentration. He found dilute gels to be 
more permeable than more concentrated ones. For details re- 

' W. Schmidt, Poggendori's Ann., 337 (1856). 

• F. Hoppe-Seyler, Virchow's Arch., g, 245 (1861). 

' C. J. Martin, Journ. Physiol., 30, 364 (1896); see also E. W. Reid, ibid., 37, 
161 {1903); A. Craw, Zeitschr. i. physik. Chem., 51, 569 (1898); Proc. Roy. Soc., 
n, 171. 3" (i899). 

* For the history of filtration through gels see J. Duclaux, Kotl. -Zeitschr., 3, 
134 (1908); also H. Bechhold, ibid., 3, 116 (igo8). 

'H. Bechhold, Z. t. Elektroch., la, 777 {1906); KoQ.-Zeitschr., i, 107 (1906); 
*) 3 (1907)1 Zeitschr. {. phy^. Chem., 60, 337 (1907); 641 338 (igoS). 
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garding his methods his original publications must be consulted. 
As a rule, he used ordinary filter papers as a foundation, impreg- 

Table 61. — Filtration thkough Clay Cells Imprecnated with Silictc Acid 
(According to C. J. Martin) 



Egg albumin. 




Alkali albumin. 


All albumoses. 


Serum albumin. 




Urochrome (pigment of 


Egg globulin. 




Caramel. 


urine). 






Biliverdin (bUe pigment) 


All crystalloids. 


Fibrinogen. 




Dextrin. 




Caseinogen. 
















Hemoglobin. 








Glycogen. 




Soluble sUrch. 








Soluble starch (a 


nylodextrin) 







Table 6j. — Ultrai'iltkatio!4 
(According to H. Bechhold) 



Platinum sol (Bredig) | 2 Average size of particles 

I about 44tiii (Zsigmondy). 

Colloid iron hydroxide j 3 

Casein (of milk) 3,5 

Colloid gold containing so-j 3 About 40fifi. 

dium lysalbinate (Zsig- 
mondy). 

Collargol (v. Heidcn) ■ 3.5 .About 20*1^. 

I percent hemoglobin solu-| 4 ] 

I percent gelatine solution., . 4 1 

Scrum albumin 4-4- S Molecular weight — iSiOoo 

1 I down to 3000. 

Protalbumoscs 

Silicic acid 4-5 1 

Deutero -albumoses A 8 Molecular weight about 

Deutero-albumoses B and C, 10 , Traces pass through. 

Dextrin - . '• 10 ' ! Small amounts pass 

I through; molecular 

, weight about 965. 
All crystalloids ' Pass through. 
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nating them with various gels, as acetic acid-collodion, gelatine- 
formaldehyde, etc. Table 62 gives a survey of his results. 

It is evident that the filter becomes less permeable as the 
concentration of the gel rises. A hardened 10 percent gelatine 
filter holds back even molecules of the size of those contained in 
dextrin. A proper series of filters makes it possible to distinguish, 
within the range of colloid dispersion, between systems of different 
degrees of dispersion, and these are 
then found to correspond with a 
differentiation between them made . 
on optical grounds. For this reason 
H. Bechhold has named his method 
"Ultrafiltration." 

Recently A. Schoep' has described 
a simple method of ultrafiltration, 
in which is eliminated the disad- 
vantage of having to work with 
high pressures.^ He found that 
filters of different degrees of per- 
meability could easily be made by 
adding to collodion solutionsdifferent 
amounts of glycerine and castor oil. 
Dialyzing thimbles may be made 
from such mixtures by the methods 
described in the practical introduction on p. ro. The dry collodion 
thimbles become progressively more permeable (within certain 
hmits) as the amount of glycerine or castor oil in them is increased. 
Fig. 63 illustrates Schoep's simple method. 

We cannot advantageously discuss the theory of this variable 
permeability of gels of different concentrations until we have 
treated their general structure. 

In conclusion, it must be mentioned that undesirable by- 
effects, such as adsorption of the disperse phase by the filter, occur 
in ultrafiltration, also. Ultrafiltration yickis dependable results, 
therefore, only if checked up by other methods. 

'A. Schoep. Hull- Soc. Chim, Bi-Ik., 14, 3S4 (1910); KoU.-Zcitschr., 8 (1911). 
See also A. von Li-bcdew, Ztntralbl. f. I'hysiol., 33, 767; J4i S" ('<)'o)- 

' Emulsoitis may be separated from their dispersion medium, with Schoep's 
filter, only when pressure is used. 



V 



A 



— A. Schoep' i arrangement 
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of, 200; Svedberg's law of, 100; and 
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cosily, 202, 2031 and temperature, 
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of methods of, 16 
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point of, 130; freezing point of, 
131; saturation in, 134 

CoUoid state, 1, 14; and independence 
of chemical composition, t; theory 
of, 3, 11; concept of, 11, 99; 
universality of, 99 

Colloid systems, reversible and ir- 
reveisible, 40; volume and density, 
relations in, 115, no; concentra- 
tioD-variable and complei, 136; 
supersaturatioD in, 13S; viscosity 
of, 145; dialysis of, laj; osmosis 
of, 236 

Colloidality, 33 

COlloida, recognition of, i ; diffusion of, 
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istics of, 39; nomenclature of, 39; 
thermal coefficient of expanuon in, 
ia6i molecular weight of, i40t 
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Degree of dispersion, 4, z6; and dif- 
fusion vebcity, aao 
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Electrical charge (see also electrolytes), 

and viscosity, 179; and Brownian 

movement, 30S 
Electrical energy and sptecific aiuiace, 

93- 



Electrical fountain, 68 
Electrical heart, 68 
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Electjolytes, effect! of, on viscosity, iji; 
and viscosity of suspensoids, 151; 
and gelatine, 15S; and colloid 
difiusioQ, 114; and osmotic pressure 
of colloids, 350 

Electrophoresis, 16 

Emulsotds, It; general properties of, 
49, 54, 124; crystallinity of, 64; 
and suspensoids, 1 14; viscosity 
of, iSSi 1S7. 161, 164, i6s, 168, 
i^9> 173; snd alcohol, isg; and 
alkali, 160; theory of viscosity 
of, 178; filtrability of, a?' 

EmuluoQ colloids (see emulsoids) 

Emuluons, s, 183 

Energetica of dispersoids, 06 

Energy, surface, 74, 77; and speci&c 
surface, 91, 93, 97 

Expansive surface tension, 68, 69, 70 



Ferments, 94 

Filter paper, 15; and capillary analysis, 

'35, >68 
Filters, 3; ultra, 11, 168 
Filtrability, »68 
Filtration, 5, 168 
Fluid mixtures, critical, loj 
Fluorescence, 8 

Fog, 43 

Formation, of crystals, 59; of droplets, 

87 
Formula, of Hatschek, 153; of Gibbs, 

189; of Elnstein-Smoluchonski, 

jii; of Svedbcrg, aoo 

g point, 128; of colloids, 131 



Gas + gas dispersions, 43 

Gas H~ liquid dispersions, 43 

Gas -(- solid dispeisions, 43 

Gelatine, 110, 139, iS9, i6s, 370; 
viscosity of, 157, 158, 164, 165, 171, 
173; surface tension of, 1S7, 
osmotic pressure of, 341^ thennal 
history of, 347; and acids and 
alkalies, 173, 330; swelling of, 
35V, 361; as filter medium, 269 



Gelation, 40 

Gels, 14, 40; permeability of, 369 

Gibbs' theorem, 189 

Glycogen, 143, 178 

Gold, 33, 313, 235, 360 

Gravity and Brownian movement, 106 

Gum arabic, 143, 344, 345 

Gutta percha, iSi, 191, 195, 305, 109 

H 

Hatschek's formula, 153 

Heat, 148, 367 

Hemoglobin, 346, 161 

Heterogeneity, 3. 31, 33; concept of, 

311 chemical and physical, 11 
Hofmeister series, 172 
Homogeneous liquids, 3 
Hydrates, 39 
Hydrogels, 41 
HydrosoU, 41 
Hylotropic changes, 3 
Hysteresis, 348 



Ice colloids, 106 

Ice cream, no 

Increase of surface, 78 

Independence of Brownian movement, 

194 
Instability of mechanical suspensions, 

5; of osmotic pressure of colloids, 

340 
Internal friction (see viscosity) 
Ionic dispersoids, 31 
looic series, 171; and osmotic pressure 

of colloids, 354 
Iron hydroxide, 333, 234, 345, 370 
Iron nitrate, capillary analyws of. 



)0f « 



^35 
Isocolloids, 4, i 
Isodbptersoids, 
Isomeric compounds, 3 



■1 107 



Kinematograph, 198 
Kinetic theory and ] 
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Latex, 305 

Law, Beer's, i; Weozel'a 96; mass, 

Svedberg's, joo; Stokes', 309; \ 

Hoff's, 364 
Light, and Tyndall effect, 7, 8; 

colloid movement, 367 
Light cone of Tyndall, 7, 8 
Liquid crystals, 53 
Liquid + gas dispersions, 49 
Liquid + liquid dispersions, 4S 
Liquid 4- solid dispersions, 48 ' 
Liquids, heterogeneous and h( 

geneous, 3 
Lyophilic colloids, 13, 51 
LyopboUc colloids, 13, 51 



Mass law, 141 
Mastic, 109 
Masticized rubber, iSa 
Matter, discootinuity of, 9O 
Measurement of osmotic pressure of 

colloids, ijS 
Mechanical suspensions, 4; instability 

of.S 
Membranes, liquid, 87, osmotic, 137 
Metameric compounds, 3 
Metastyrol, 3. 104 
Methods of studying diffusion, 216; of 

dialysis. itS 
Microns, ig 
MUk, iSi, 19a 
Minerals, 43 

Mixtures, critical. 37, 81, 105 
Molar surface energy, 3 
Moleculardispersions, 4, 31, 54; viscosity 

of, 14s 
Molecular weight of colloids, 140, 

141, 163; and Brownian mo^e- 

Moleculo- kinetic theory of osmosis. 



N. (Avogadro 
Nicol prism, f 



Night-blue, 140; viscosity of, 138, 
163; osmotic pressure of, 248, 
as*. »S4 

Nomenclature, coUoid-chemicai, 39 

Normal liquids, 4 

Nucleus, 138 



<M1. S. 183 

Optical behavior of colloids, 6, 58 

Osmosis (see also osmotic pressure), 
136; kinetic theory of, 2G6 

Osmotic pressure, of benzopuipurin, 
141; of night-blue, 148, 153, 1541 
of gelatine, 150, 1551 of albumin, 
253, 254; and molecular weight, 
■163 

Osmotic pressure of colloids, 144, 137, 
254; instability of, 240; and pre- 
vious treatment, 241; and shaking, 
241; and stirring, 242; and time, 
142; and concentration, 243; and 
temperature, 147; and added sub- 
stances, 2491 and acids and alkalies, 
250; theory of, 258 



Particles, size of, 30 

Peptization, 40 

Permeability of filters, 26S; of gels, 

269 
Phase rule, 105 
Phases, ii; closed, 35; disperse, 25; 

physical state of, 42 
Phosphorus, 104 
Photography of Brownian movement, 

.98 
Physical heterogeneity, 21 
Platinum, 94, 202, 212 
Polydisperse systems, 33, 54, 138 
Polydispersoids, 35, S4 
Polymeric compounds, 3 
Polysuspensoids, 54 
Pores in filters, 268 
Practical introduction, i 
Precipitation, 40 
Pressure, capillary, 91; osmotic, 137, 

Prism, Nicol, 8 
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Protective action, s 

Proteins, no, 139, 141, 170; viscosity 
of, 156, 159, i6», 16s, 171, 173; 
and acids and alkalies, 175; surface 
tension of, 1S7; diflfusion of, 117; 
osmotic pressure of, 341; thennat 
bistory of, 347; aod acids and 
alkalies, 171, 350; swelling of, 251, 
161; as filter medium, 369 

Pukall filter, 36S 



Radiant energy, gj 

Radio-activity, gS 

Recognition of colloids, i 

Reichel filters, 168 

Reversible systems, 40 

Rosin, sSi 184 

Rubber, 18 j, 192, 195; mastirized, 

182; Brownian movement in, 305 
Rule of Gibba, tSg; of Svedberg, joo; 

of Einatein-Smoluchov^ki, 31 1 



Sacs, diffusion, 10; chalk, 192 
Salol, 60 
Selenium, 104 

Serum-albumin, viscosity of, 175; dif- 

Senim- protein. 178 

Shear, 154, r6i 

Silicic acid, as filter medium, 369 

Silver, 7S, 19S; viscosity of, 152 

Size of particles, 30 

Smoke, 43 

Smoluchowski-Einstcin formula, iti 

Soap, r43, 183, 163 

Solid + gas dispersoids, 43 

Solid -|~ liquid dispersoids, 43 

Solid + solid dispersoids, 43 

Sols, 14, 60; alcobol. 41; water, 41; 
sulphuric acid, 41; sulphur, 149 

Solubility, of salol, 60; of silver chloride, 
7S 

Solutions, true, 4, 54; colloid, 4, 6, 
g; molecular-dispcrsc, 4, 6, g; 
optical behavior of, 6; super- 
saturated, 33, 60; vapor tension of, 
128; boiling point of, 130; freezing 



point of, 13T; saturation in colloid, 

^34, 136; supersaturation in colloid, 

138 
Solvates, 38, 54 
Special colloid-cheiuistry, 115 
Specific surface, 36, 72, 90, 93, 93; 

of colloids, 19) electrical energy 

and, 92, 93; chemical energy and, 

93; and Brownian movement, 30t 
Starch, 154 
State, colloid (see also colloid %tate) 

2, 14; theory of, 3, 31; concept 

of, 99; universality of, 99 
Stokes' law, 309 
Strong colloidality, 31 
Styrol, 104 
Subroicrons, 39 
Sulphur, 60, 104, 105, 149; viscosity 

of, 150 
Supersaturated solutions, 33 
Surface, discontinuous diminutions in, 

84 
Surface energy, molar, 31 of first order, 

66, 74; of second order, 67, 74; 

and other energies, 71; reciprocal 

effects of two kinds of, 79, 80 
Surface increase, 78 
Surface tension, 61; dynamic. 67, 190; 

static. 67, 190; negative, 68; 

expansive, 68; properties of, 69, 

70; and specific surface, 76; of 

colloids. 118; of gelatine, 187; 

of dyes. 188 
Surfaces, 21, 37; in colloids. 29 
Suspension colloids. ii; general 

properties of, 49, 54, 134; viscOHty 

of. 146, ISO, :si, 152; effects of 

temperature on, 150 
Suspensions, mechanical, 4, 5; colloid, 

49; viscosity of, 153 
Suspensoids (see suspension colloids) 
Svedbcrg's law of Brownian n 



Swelling of gelatine, 151, 361 

Systems, 23; disperse, 34, 32; classi- 
ficalion of, 39, 33; submolecularly 
disperse, 32; supcrmolccularly dis- 
perse, 33; polydisperse, 35; concen- 
l rat ion -variable, 35, 136; tempera- 
ture- variable, 36; colloid, 40, 115, 
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i3o; reveniblc and irreveitible, 
40; dispersoid, 43 



Tempenture, effects of, on colloids, 
150; &Dd viscosity, 168; aod 
Bionnian movement, 103; and 
hysteresis, 247 

Tension, surface, 61, 67, 79, 80; dis- 
integration, 81 

Theorem of Gibba, 1S9 

Theory of condensation, 88; of osmotic 
pressure of colloids, 358 

Thermal coefficient, and expaDsion 
in colloids, 136 

neimal history, 247; and viscosity, 
159 

Thorium hydroxide sol, 345 

Time, and visco«ty of emulsoids, 157; 
and osmotic pressure of colloids, 
Ha 

Tobacco smoke, 43 

Transition phenomena, 39 

Transition system, 13, 39 

True dispersions, 30 

True solutions, 4, 54 

Tyndall phenomenon, 7, 8 

U 
Ultrafiltration, 13, 368 
Ultramicrons, 19 
Universality of colloid state, gg 



Van't Hdff's laws, 164 
Vapor pressure, 12S 

Vapor tension. 138 
Vectorial 
S8.64 



Viscosi meter, 145 

Viscosity (see also viscosity of 
emulsoids), 13; of colloid sys- 
tems, 145; of molecular disper- 
soids, 145; of guspensoids, 146, 
150, 151; of sulphur, 150; and 
electrolytes, 15.1; mechanical 
theory of, in suspeosoids, 15a; 
of silver, 151; of suspensions, 153; 
of emulsoids, 155, 157, t6i, 164, 
165, 166, 167, 168, r6g, 171, 173, 
'75, 177, 180, 184; of gelatine, 
^S7i 158, 164; of beuzoputpurin, 
158; and thermal history, 159; 
and inoculation, 161; of night- 
blue, iGi, 161; of agar-agar, 164; 
and concentration, 165, 183; theory 
of, 17S; and electrical charge, 179; 
and degree of dispersion, i8t ; 
and type of disperse phase, 1S4; 
and Brownian movement, los, 
203; and character of dispersion 
medium, 103 

Viscosity of emulsoids (see also viscosity) 
and age, 137; and electrolytes, 157; 
and mechanical treatment, 161 ; and 
concentration, 165; and tem- 
perature, 168; ' and added sub- 
stances, 169, 173, 17s; and non- 
electrolytes, 177; and electrical 
charge of dispersion phase, 179 



Water, isocolloids of, 107 
Weak cotloidality, 31 
Wenzel's law, 96 



Zoospores, 167 

Zsigmondy, classification of, 19 
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